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TANDEM COLD STRIP MILL 


This new Davy-United 103” and 26” x 22” 4-high 4-stand 
tandem cold strip mill rolls mild steel and high carbon 
strip from 4” to 18” wide at speeds up to 2,100 ft. per 
minute. The mill was installed in the Brinsworth plant 
of Steel, Peech & Tozer Branch of The United Steel 
Companies Limited. 

Special Davy-United instrumentation on the mill consists 
of automatic gauge control on stands 1and 4, loadmeters 
on all stands and automatic inter-stand tension control 
between stands 3 and 4 


DAVY-UNITED — DAVY-ASHMORE GROUP 


DAVY AND UNITED ENGINEERING COMPANY LIMITED - SHEFFIELD 


OC K TON GLASGOW MIDDLESBROUGH HULL PARIS MONTREAL MELBOURNE SYONEY JOHANNESBURG SAL{SBURY CALCUTTA BOMBAY 
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ball and roller bearings 
for this large 
plate levelling machine 


Designed to handle ships’ plates up to 2in. thick and 
12 ft. wide, this plate leveller is equipped throughout 
with sccm ball and roller bearings. Spherical roller 
bearings are used for the backing rolls and screw-down 
worm gear, and spherical roller thrust bearings—each 
carrying over 800 tons, for the screw-down shafts. 

Entry and exit tables incorporate 112 standard rss 
plummer blocks. 

For efficiency and trouble-free operation, this heavy- 
duty installation depends to a large extent on the 
reliability of 20s ball and roller bearings. 


THE SKEFKO BALL BEARING COMPANY LIMITED - LUTON - BEDS 


The only British manufacturer of all four basic bearing types: 
ball, cylindrical roller, taper roller and spherical roller. 
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One of the ay oy ~ heavy plate levelling 
machines made in this country; 
supplied by The Head Wrightson 
Machine Co. Ltd. to Swan, Hunter 

& Wigham Richardson Ltd. 


Triple-reduction gear box equipped with @fcir 
spherical roller bearings. 


Backing rolls with special heavy duty housings 
for spherical roller bearings. 








“STELLITE” HARDFACING ALLOYS 
RESIST... 


and 


SCALE 
ABRASION 
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Components protected with “‘Stellite’’ show life increases of up to 500% 
Applications include hot shear blades, ingot tong bits, roller twist guides, etc. 

“Stellite” is applied by normal welding processes or the recently developed 
Spray-Fuse and Powder Welding methods. 


ape : . te . 4 The names ““ DELORO” and “STELLITE” are registered trade marks. 


DELORO STELLITE LIMITED - HIGHLANDS ROAD - SHIRLEY - SOLIHULL - WARWICKSHIRE 
DELORO STELLITE DIV. OF DELORO SMELTING & REFINING CO. LTD. BELLEVILLE - ONTARIO - CANADA 
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PRECISELY MADE- PALLET DELIVERED 


Within our range there is a refractory or cement with pre- 
cisely the right physical/chemical characteristics, giving 
maximum economy for specific duties. 

All manufacturing processes are employed, with modern 
instrumentation and techniques, to exploit to the full the 
various clays and other raw materials used. 

Bonnybridge Silica and Fireclay Co. operates a pallet-load 
service applicable to rail and road transport, facilitating hand- 
ling and storage, obviating damage and reducing labour costs. 


REFRACTORIES FOR EVERY DUTY 


BONNYBRIDGE SILICA & FIRECLAY CO. LTD., BONNYBRIDGE, SCOTLAND 


Telephone: Bonnybridge 227 Telegrams: Silica Bonnybridge 
Bes 
>.NO.339 
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A famous aero-engine firm found it could drastically 
reduce the cost of producing nuts made from 8.62 
steel, by changing over from conventional cutting oils 
to Shell Garia 011115. The facts are these. S.62 steel is 
heat-resistant and stainless. The quality of this steel 
and the call for very fine tolerances, as well as a very 
high percentage of full depth of thread, presented costly 
manufacturing problems. The breakage of taps, the 
need for constant re-setting, and the high proportion 


of rejects, built up the average cost of the nuts to 
over 1s. 2d. each. 

By accepting the advice of the Shell engineer and 
changing over to Shell Garia Oil 115, this firm was able 
to produce 3,000 nuts between regrinding 
taps-resulting in the cost of each nut being 


reduced to 3d. 
Write for the booklet ‘Selecting Your Cutting 
wa 


Oils’ to Sheil-Mer House, London, W.C.2. 


SHELL INDUSTRIAL OILS 
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To establish facts is the constant preoccupation of 
Shell research. Assumptions cut no ice. 

For example, how ‘extreme’ is ‘Extreme’ Pressure? 
To evaluate scientifically the respective performance 
of the many E.P. agents evolved, Shell devised the 
Four Ball Test machine illustrated. 

In this apparatus a clamped }” diameter steel ball 
revolves in contact with three identical static balls ina 
metal cup containing the additive to be tested. Pressure 
between the balls can be varied at will. Under these 
controlled rubbing conditions, coefficients of friction 


t Shell demonstration 


can be plotted against load. With increasing loads, 
wear scars formed at successive stages may be 
measured and the welding point accurately determined. 
Developed for basic research, the Four Ball Test also 
plays an important workaday role in ensuring 
consistent batch quality—of prime importance on the 
machine-shop floor. 

Thoughtful production executives who want 

to know more have only to write for the book, 

‘Selecting Your Cutting Oils’, to Lubricants WY, 
Dept., Shell-Mezr House, London, W.C.2. 


SHELL CUTTING OILS 
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THE-REFRACTORY BRICK FOR SOAKING PIT 
Hearth, lower side walis and Ingot Head Level 


STEIN (3 


é] ft xperier cé 


JOUN G. STEIN & CO. LTD. Bonnybridge. Scotland. tetephone pavavock 255 (1 tines) 
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Work rolls 27’ x 83" 


Akers rolls for piate and strip steel give lower 


costs per rolied unit 


AB Akers Styckebruk manufactures rolls for hot rolling 
in e.g. Plate Mills, Roughing Mills for Sheet, Steckel Hot 
Strip Mills and Mills for Wide and Narrow Strip Steel. 
The composition of these rolls is so adjusted that they may 
withstand the stresses and strains of each particular job. 
Akers’ rolls have thus very good resistance to wear and 
spalling. The hardness of the surface is uniform and spe- 
cially adapted to suit the requirements, This secures maxi- 
mum roll life and the desired surface finish of the rolled 


The basic reasons for the excellent performance of Akers 
rolls are to be found in the traditionally fine Swedish 
raw materials and the melting in high-frequency electric 


furnaces under the constant supervision of experienced 
foundry men. 


Roll turning and grinding are done in specially construct- 
ed, hyper-modern machines by welltrained personnel, a 
guarantee that surface finish and tolerance requirements 
of the most demanding order may be rigidly followed. 


Top-quality rolis trom Akers 


AB AKERS STYCKEBRUK 


Postal address: Akers Styckebruk 





Sole Agent for Great Britain: INDUSTRIAL & METALLURGICAL EQUIPMENT LTD. 


76 Cannon Street e London, E.C.4 e 


November, 1961 


Tel. City 7072 « Cable address: Indumel, London. 
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TELEPHONE: SHEFFIELD 42018. TELEX 54265, Answer back code ROLLS SHEFFIELD. EAGLE FOUNDRY 














From experience Gibbons “H.T 1” insulating refractory is the 
automatic choice of leading furnace manufacturers and users — its 
combination of low thermal conductivity with resistance to high 
temperatures has proved remarkably effective in minimising heat 
losses and raising furnace outputs. The Gibbons “‘H.T 1"’ is developed 
from more than 20 years’ experience in 


the manufacture of insulating refractories j | 
and today an entirely new and original ] I | 
manufacturing technique enables us to ' . 


offer material having unique physical 


- z" 
properties at a price you can afford to pay. INSULATING REFRACTORIES 


<a 


Refractory Insulating Concrete - Concrete Aggregates - Super-Plastic Jointing Cements - Surface Coating Cements 
Gibbons (Dudley) Ltd., Dibdale Works, Dudley, Worcs. Telephone: 55/4! 


M-W.126 
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Nearly 1,000 Escher Recuperators 
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This heavyweight turned the scales at 28 tons, 10} cwts. It is a 
Duplex Manganite Alloy Indefinite Chill Work Roll, 39” x 150” x 266”, 
for a 4 High Plate Mill. From this, to the smallest work roll, 


you can rely on us for accuracy and quality. 


T H E Q rR | T | S ao R. B. TENNENT LTD. 


WHIFFLET FOUNDRY, COATBRIDGE, 
SCOTLAND, TEL.: COATBRIDGE 425 


ROM MVVARCEIRS | ee 


TEL,: CREWE 3412. 


3 THOMAS PERRY LTD., 
> HIGHFIELD WORKS, BILSTON 
-€y- CORPORATION | ee" 


MIDLAND ROLLMAKERS LTD., 


ROLIMAKERS a M 4 E D WESTON ROAD, CREWE 


TE CREWE 3412. 


@ 
LONDON OFFICE: 38, VICTORIA STREET, S.W.1. Telephone: ABBey Cae 
; BRC 3 
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The 
GENEFAX GROUP 
for everything 


in Refractories 


Photograph by courtesy 
of the Steel Company of 


Wales Ltd. 


<< st 


A RECORD ACHIEVEMENT WITH 


* 
No. 5 Mixer (1,200 tons 
capacity) in the VLN 
Steel Plant at the Abbey 
Works of the Steel Com- 
pany of Wales Ltd. 


GR SUPERMAG 


A record throughput of 530,304 tons of metal has been reached on 
No. 5 hot metal mixer in the VLN Plant at the Abbey Works of the 
Steel Company of Wales—an all-time ‘high’ in the history of British 
Steelmaking and the first time the half-million ton mark has been 
reached in the U.K. 


GENERAL REFRACTORIES LTD 


GENEFAX HOUSE -: SHEFFIELD 10 - GREAT BRITAIN 
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Motors are reversible about the 
centre line. Cable tails or ter- 
minal boxes (entry from either 
side) may be provided. Large 
dust-proof inspection covers are 
fitted, and the brush assembly 
can be rotated to facilitate 
maintenance. 





Shafts are double-ended. The 
armature is most rigidly con- 
structed and the insulation in- 
corporates glass, polyester film 
and mica, 


© \ 


HEAVY- 
DUTY 
INDUSTRIAL D.C. MOTORS 


mechanically interchangeable with motors to A.I.S.E. standards 


For many heavy-duty d.c. motor applications which may necessitate 
speedy replacement of a damaged armature, the costly split-frame con- 
struction is unnecessary, since a complete motor can be replaced as quickly 
as an armature can be withdrawn and another substituted. 


With this in mind, L.S.E. have developed a range of d.c. motors which are 
interchangeable with equivalent motors to A.I.S.E. standards, are mech- 
anically and electrically as robust as the most arduous duties demand, and 
offer considerable price advantages. 


Termed the ‘Dreadnought’ range, these motors are available either 
| totally enclosed (l-hour rated) or forced-ventilated, and can be supplied 


weatherproof, for outputs up to about 200 h.p. 


Fuller details are given in Publication 168, available on request to: Laurence, 


— eg Scott & Electromotors Ltd., Publicity Dept., 376 Strand, London W.C.2. 
’ British For use where a split-frame is considered essential, L.S.E. mill motors, including motors 
as been 


to A.I.S.E. standards, are still available. 


jcipmtet 


TO LAURENCE, SCOTT & ELECTROMOTORS LTD. 





TAIN Specialist Makers of Electric Motors and Control Gear since 1883 NORWICH 
£ NOR 85A 
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ME/Schack 


recuperators for 
soaking pits 








Metallurgical 
Engineers Ltd 


5-15 Cromer Street, London, W.C.1 
Terminus 8689 


ee ee emg 


Four one-way fired soaking pits 
equipped with ME/Schack combined 
concentric air recuperators for pre- 
heating the combustion air to 780°C. ; 
and flue tube gas recuperators for pre- 
heating biast furnace gas to 520°C. 


Installed by Messrs. Wellman Smith 
Owen Eng. Corpn. Ltd. 

for Messrs. Richard Thomas 

& Baldwins Ltd., Redbourn. 
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| travel alone 


On and on .. . days and weeks at a time . . . through fair weather and foul... 


alone, but always safe and sure. 

And, like the albatross, a Renold conveyor chain is very often alone too... 
because the maintenance engineer knows he needn’t be in close attention once 
it has been installed. A Renold conveyor chain will go on and on for very long 
periods, free from breakdown and giving maximum service for minimum 
attention. 


Write for Catalogue Ref. 120/19 giving full details of 


RENOLD STOCK CONVEYOR CHAINS 


WITH ATTACHMENTS FOR ALL DUTIES 


RENOLD CHAINS LIMITED - MANCHESTER 


NSTITUTE November, 1961 
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Increased output of jet engine components. That is 
briefly the result of installing this 50 lb. (molten steel) 
capacity Wild-Barfield-NRC vacuum induction melting 
furnace at Filton. Bulk charging and mould locks enable 
semi-continuous production to be maintained. In fact, 
the weekly output of this one equipment is greater than 
that of five vacuum arc furnaces used for similar work. 
If you have a vacuum application, remember that the 
experience of Wild-Barfield covers the design and 
manufacture of all types and sizes of vacuum furnaces. 


ARF WIL 140 FOR VACUUM METALLURGICAL APPLICATIONS 


WILD-BARFIELD ELECTRIC FURNACES LIMITED 
ELECFURN WORKS - OTTERSPOOL WAY - WATFORD BY-PASS - WATFORD - HERTS - Tel: Watlord 26091 (8 lines). Grams. Electurn, Wattord 


WBII4 
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Steel: 
making 


in Wales 


Mitchell conveyors have been carrying 
raw material into the blast furnaces of 


Wales day in, day out since 1937 


Just asingle Mitchell tippler and conveyor 
system at one Welsh steelworks has been 
handling 15,000 tons of coal, coke, ore 
and sinter a day for many years. 

And now Mitchells are well advanced 
on a £2,500,000 contract for a new 
materials handling system at Richard 
Thomas and Baldwins’ new Spencer 
Steelworks near Newport. 

Mitchells are also active in the fields This Mitchell conveyor carries ore 
of boiler design, cableways and ropeways, ecco 


wagon handling, transporters and con- 
veyors, cranes, mills, ship loading plant M | T ( H E Ff L 
and nuclear power. 


MITCHELL ENGINEERING LIMITED - ONE BEDFORD SQUARE - LONDON 


 Elecfurn, Wattord 
WBII4 
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PROGRESSIVE INDUSTRY IS GOING FORWARD 


ISSUED BY THE NATIONAL COAL BOARD 
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Vandervell success 


Our modern world would grind to a halt without the thin wall 
bearing, which tames the destructive powers of friction and 
allows metals to revolve at high speeds without burning out. 
So precise and demanding are its tasks that its manufacture 
is the highly specialised work of Vandervell Products Ltd., 
whose famous bearings—supplied as original equipment to 
manufacturers in 15 countries—are constantly on duty on the 
land, on the sea and in the air. 

Obviously the shrewd men who control such a thriving 
concern have a flair for making long-term decisions that are 
both wise and profitable. Vandervell choose coal because all 
their experience has proved that coa/, the home-produced fuel, 
gives them all the steam for power they need at the lowest 
possible cost. They know that coal—mechanically stoked—is 
smokeless ; they know that our coalfields contain all the coal 
that industry can use for scores of years to come. 

When it is your duty to make a decision about fuel, remem- 
ber Vandervell. They choose coal. The same choice could well 
help your business to run more smoothly. 


- COAL 
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Coal begins the complex processes 

which give industry its vital bearings 
The Engineering Manager comments 
“Vandervell Products Limited of Acton, West 
London, make Thin Wall Bearings and Bush- 
ings for the majority of the motor industries of 
Europe and supply original equipment to fifteen 
nations. The new works at Maidenhead, which 
now constitute the most important productive 
unit, use coal for the boilers. 

The modern boilerhouse contains 3 high 
velocity two pass Economic boilers. The first 
produces steam at 65 p.s.i. reducing to 45 p.s.i. 
for process work in the factory, supplying heat- 
ing coils in plating vats and de-greasing tanks. 
Maximum capacity is 10,000 Ibs. of steam per 
hour, with a weekly average consumption of a 
little over 24 tons of coal. Steam production is 
just under 500,000 Ibs. with about 95 per cent 
condensate return at a temperature of 150°F. 

The other two boilers supply the low pressure 
hot water heating system for the works and 
Offices. Each boiler has a capacity of 10,000,000 
B.T.U./Hr. and operates at 27/30 p.s.i. The 
circulating system is by pumps although there 
is also a static water head of 30 ft. should both 
pumps fail, and a 60 ft. expansion safety head. 
The circulation rate is 40,000 gallons/hr. 

The average temperature aimed at in the 
works and offices is 62°F. with unit heaters and 
gilled tubing respectively comprising the heat- 
ing source. A calorifier fed from the steam 
boiler supplies hot water for kitchen use and in 
the toilets. 

Coupled with high thermal efficiency is the 
completely smoke-free operation of all the 
boilers, which are fired by chain grate stokers, 
burning Eastwood washed smalls. A smoke 
density indicating device automatically rings an 
alarm bell and flashes a red warning light when 
flue gases rise above Ringelmann 2. Coal is 
mechanically conveyed from the storage point 
below ground by an elevator which carries the 
fuel to a cross-conveyor which feeds the large 
hoppers down to the stokers. Fuel deliveries 
have always been 100 per cent reliable. Even 
during the worst and foggiest periods of winter, 
one hundred tons were brought in each week 
with unfailing regularity by road, direct from 
the colliery.” 


Here are some key facts and figures about the 
consumption of coal by Vandervell Products Ltd. 
3 high velocity economic 

chain grate stokers 

.. 100 psi 

334°F 

. . 10,000 Ibs. /hr 

3,200 tons 


SOLID FUEL—more heat at 
less cost—and it’s British 
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HOT ROLLED STEEL BARS 


Round ¢ Square ¢ Flat 
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Ferro-Concrete Bars bent to Specification + 


HOT ROLLED STEEL 
HOOPS AND STRIP 


Coils or cut lengths 





COLD ROLLED = 
STEEL STRIP = Veny ucavy 


in all qualities including CONTINUOUS 


Special Deep Stamping LENGTH 
in cut lengths or coils COILS 
Electro-Galvanised Strip 
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THE WHITEHEAD IRON & STEEL CO LTD 
: Phone: 65401 (P.B.X.) NEWPORT MON Grams: Whitehead Newport 





LONDON OFFICE BIRMINGHAM OFFICE GLASGOW OFFICE MANCHESTER OFFICE 
STEEL HOUSE KING EDWARD HOUSE 50 WELLINGTON STREET CHRONICLE BUILDINGS 
TOTHILL STREET, S.W.1 NEW STREET, BIRMINGHAM, 2 GLASGOW, C.2 MANCHESTER 
Mag temg H Telegrams: Telegrams: Telegrams: 
WHITEDSTEL, PARL, LONDON WHITEDSTEL, BIRMINGHAM WHITEDSTEL, GLASGOW WHITEDSTEL, MANCHESTER 
Telephone: Telephone: Telephone: Telephone: 
WHITEHALL 2984 MIDLAND 0412-3 CENTRAL 1528 BLACKFRIARS 1603-4 
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Another Electrolytic Tinning Line for Britain 


The sixth Ferrostan electrolytic tinning line of Wean design to be installed in a British 
steelworks has now been commissioned for operation at the Trostre Works of The 


Steel Company of Wales Ltd. 








Photograph by courtesy of The Steel Company of Wales, Lid. 


WEAN-MILES LTD., designers and builders of equipment for British sheet and 


tinplate mills, are at present completing the engineering, manufacture and installation 


















of new lines for:— 
CONTINUOUS TINPLATE ANNEALING - CONTINUOUS STRIP PICKLING - 
SHEET SHEARING - SHEET SLITTING - TINPLATE INSPECTION 


apelin All this equipment is engineered and built to the designs developed by Wean, and 
incorporates specialized units of British design. British manufacturing facilities, labour 
and skill are employed throughout. 

7 Wean-designed pickling, electrolytic cleaning, annealing, tinning, galvanizing and 
shearing equipment is extensively used throughout the world for processing and 

t finishing tinplate and sheet-mill products, including stainless and silicon steels. 
Their experience gained from close co-operation with the steel industries of the world 


for over 30 years is embodied in the equipment built in Britain by Wean-Miles Ltd. 


WEAN-MILES LTD. 


MOOR HOUSE, LONDON EC2 
Telephone: Metropolitan 0471 Cable: Weanmil London 
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EUROPE’S 
LARGEST 
~ WALKING 
 DRAGLINE... 


RAPIER-built 











for faster mining 





of South Wales 
anthracite 


This mammoth RapieR W.1800 walking 
dragline, now digging, lifting and dumping 
60 tons of rock and earth a minute at the 
Glyn Neath workings of the National Coal 
Board, weighs 1800 tons and operates a 
40 cu. yd. bucket from its 247-ft. boom. 
It is being used by contractors George 
Wimpey, stripping over-burden to expose 
beds of high quality anthracite 300 ft. 
below the surface. 


RANSOMES AND RAPIER LTD 


The machine was designed and built by 
Ransomes & Rapier, backed by the great 
engineering resources of the Newton 
Chambers Group of Companies. They are 
the only British organisation among the 
three or four in the world who produce 
excavating machinery of this size. RapieR 
walking draglines are at work from 
Australia to Scandinavia, from Africa to 
North America. 


IPSWICH 
ENGLAND 


A member of the Newton Chambers Group of Companies 

















Nee e 


~ Lene eereremmnae 2 





Jj 


Craneage for the Steel Industry 





Upper photograph by courtesy of 
Messrs. Thomas Firth & John Brown Ltd. 


A 130/40 tons heavy duty electric overhead 

travelling crane handling forgings in the Bessemer 
Heat Treatment Department at Messrs. Thos. Firth & 
John Brown Ltd., Sheffield. 


Fabricated steel gearboxes are a salient feature of Clyde- 
Booth practice. In this example the gearbox and 
crab side members form a monobloc box-section 


of great strength and rigidity. 


CONDEDINOOID] «7 cn a 


Joseph Booth & Bros., Union Crane Works, RODLEY, Leeds. Tel: Pudsey 3168. Grams: ‘Cranes Rodley Telex’. Telex 55159 


Clyde Crane & Engineering Co., Mossend, BELLSHILL, Lanarkshire. Tel: Holytown 412. Grams: ‘Clyde Motherwell Telex’. Telex 77443 
FB! 
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SAFELY 


AND 
SURELY 


Pumps and Stirrers for corrosive liquids. Fans for acidic fumes. 
These Kestner make—and have made for years—to meet every 
need of the chemical and allied industries. 

CONSIDER PUMPS Kestner originated continuous pumping 
by compressed air. They made obsolete the old acid egg by 
producing the Kestner Acid Elevator. They followed this up 
with the first of their Glandless Pumps which have now been 
manufactured for over 50 years. They make, too, an impressive 
range of Horizontal Pumps, with glands and mechanical seals, 
a range constantly augmented and modified to meet specific 
demands. But Kestner don’t stop there — 
they supply the Rotopump, easily carried 
and ideal for smaller quantities of acid, 
and they make the emptying of glass carboys 
a hazardless, simple matter with the Oldbury 
Patent Carboy Discharger. The emphasis, of 
course, is acidic. Kestner, after all, developed 
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KESINER, 


KESTNER EVAPORATOR and ENGINEERING CO. LTD. 6&6 GROSVENOR GARDENS, LONDON, 8.W.1. 


Keebush, the supremely anti-corrosive plastic. And many 
of their pumps are made of Keebush. But the really important 
thing is that Kestner select the design of the pump, and its 
material, on the needs of each specific task. 

SO TO FLUID mIxiNG A basic industrial operation for which 
Kestner supply stirrers of varying sizes, propeller or turbine, 
in whatever material is appropriate. Kestner Stirrers obviate 
corrosion and erosion. They are simple in design and enduring 
in use. They are consistent and trouble-free. Viscosity can be 
low, or extremely high. The mixture may be corrosive or not. 
Large or small a Kestnmer Stirrer gives the 
highest efficiency for the power consumed. 
NOW TO KESTNER FANS In Keebush, 
Keeglas, Lead or P.V.C. Acidic fumes and 
vapours are reliably handled. Fume extraction 
and corrosive gas handling are operations safely 
and easily carried out. 





Telephone: ViCtoria 8975 (5 lines) 
API5 
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From Corby comes yet another impressive 
demonstration of the tremendous grip of 
Rawlbolts. Here, old concrete foundations 
had to be cleared for the installation of a new 
steel mill. They were burst with hydraulic 
cartridges, then trenched and drilled for 1{” 
diameter bolts, reduced and screwed to 
take K.20 Rawlbolt Shields. By this means 
removal was carried out in record time. 

We are indebted to Stewarts & Lloyds, Ltd., of Corby, 


Northants, for the above information and permission 
to use their photograph, 





FIXED IN MINUTES 

Rawlbolts grip by erpansion. You drill the 
material, insert the Rawlbolt, tighten up. 
The job is ready to take its full load at once— 
no grouting in, no waiting for cement to 
harden. A Rawlbolt fixing is made in a frac- 
tion of the time taken by any other method. 
Sizes and types for every purpose. 


Write now 
for free technical literature for 
your reference files 


FOR SPEED AND STRENGTH 


THE RAWLPLUG CO. LTD - CROMWELL ROAD - LONDON -SW7 


RAWLBOLTS 
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CRAVEN 


BROS. CRANE DIVISION LTD 






































MANUFACTURERS 

OF ALL TYPES OF 
STEELWORKS CRANES 
AND HEAVY DUTY 
INDUSTRIAL CRANES 


CRAVEN BROS. CRANE DIVISION LTD LOUGHBOROUGH ENGLAND 


Telephone: Loughborough 2130 
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VOTOR 
SAVED 
£2,000 


here’s how... 


27 breakdowns in seven years. The cause? Insu- 
lation failure. The electric motor on a four-ton 
stripper crane at Workington Iron and Steel 
Company kept breaking down, so in 1953 the 
50 hp Class A motor was replaced by a Class B 
insulated motor of the same rating specially de- 
signed for heavy duty—but there were still 5 
insulation breakdowns over the next three years. 

Because of production losses and the cost of 
rewinds the motor was finally rewound in 1956 
with Class H insulating materials—silicones 
combined with glasscloth and mica. ° 

Result? In the words of Workington Iron and 
Steel Company, ‘No breakdowns since that date’. 
A saving of £2,000 in rewind costs with no 
further losses in production due to insulation 


failure. 


Contact your Midland Silicones area office and 
ask for a list of manufacturers and rewinders ex- 
perienced in silicone insulation and for copies of our 
regular news bulletin ““MS News for Industry.” 


MS) 
MIDLAND SILICONES LTD 


(Associated with Albright & Wilson Ltd and Dow Corning Corporation) 
firstin British Silicones 
68 Knightsbridge - London - SW1 - Telephone: Knightsbridge 7801 


Area Sales Offices: Birmingham, Glasgow, Leeds, London, 
Manchester. Agents in many countries 
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|BARROW IRONWORKS 
LIMITED 


HIGH GRADE HAEMATITE AND 
SEMI-PHOSPHORIC PIG IRONS 


| General Engineers - Machinists - Suppliers of Blast Furnace and Hot Blast Stove Equipment 


- Recent Special Machines produced include the following for 
Barrow Steel Works Ltd. Continuous Castings Project. 
LEFT: Straightening Rolls, one of four sets supplied. 


RIGHT: Cam Oscillating Gear, two of four sets supplied, with Mould Table Units, etc. 
_ LOWER RIGHT: Withdrawal Rolls, one of four sets supplied, complete with Guide and Bending Rolls. 
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Photographs reproduced by permission of Barrow Steel Works Ltd. 


BARROW-IN-FURNESS, LANCASHIRE, ENGLAND 


— ; Telephone: Barrow-in-Furness 830 (5 lines). Telegrams: Ironworks, Barrow-in-Furness 
MSE 18 E 
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Tf STELVETITE-— 
plastic bonded to steel 


has put a new face on 
L.D.E.P. CONTROL UNITS 













Asked to make this control unit for a new production line, 
i Lancashire Dynamo Electronic/Products Ltd., leaders in 
| the field of industrial contrglequipment, found they were 

/ able to imprint instructiog$ on the vinyl by the Masseeley 
| process. Previously th¢y had fitted separate instruction 

] panels after the be had been made. 


} Because Stelvetisé eliminates this, together with need for 
| surface finishing, and can be worked like ordinary sheet 
j steel, L.D#.P. have decided to use it extensively instead 

of stove¢painted panelling. 
{ Thiy/is saving the company production costs and time, in 
addition to making their units resistant to the difficult 
/ corrosive atmospheres encountered in industry. 









Plastic~ 

bonded 

to f All enquiries about the L.D.E.P. Control Unit should be addressed to 
teel Lancashire Dynamo Electronic Products Ltd., Rugeley, Staffs. 













* STELVETITE—made in co-operation with BX Plastics Ltd. by 







Fa © Accepted by the 
Son Lhe! JOHN SUMMERS & SONS LTD 
“ Design Index Write to us at Dept. JS - Shotton - Chester * for full information 
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Twenty-three precipitator units at five of 
Britain’s major steelworks — that is the total 
ordered, so far, from Lodge-Cottrell and 
Simon-Carves. Six are already on line and 
another six are scheduled to start up this 
year. 

Experimental methods of dealing with air 
pollution can be very costly. As first in this 
field in this country, we are in a unique position 


FOR 
PEN-HEARTH 


FURNACE 


AND 


ONVERTER 
GAS-CLEANING | 


to advise you. Take advantage of the combined 
knowledge and up-to-the-minute experience 
of Lodge-Cottrell and Simon-Carves. You 
are assured of the least expensive solution in 
the long run. 


LODGE-COTTRELL 





SIMON-CARVES 


LODGE-COTTRELL LTD. George St, Parade, Birmingham 3, England, and at London, Brussels, Caicutta, Johannesburg, Sydney, Toronto 
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THE MONEY THAT MANAGEMENTS SAVE THROUGH MOB/L ECONOMY SERVICE 


: TAKING POSITIVE ACTION to cut maintenance and lubrication costs, 
; J. Blakeborough & Sons Ltd. world-famous valve manufacturers, 
’ 9 consulted the experts—Mobil. After accepting their recommenda- 


tions,andapplying the correct lubrication programme, Blakeborough 
found that they had made direct savings of over £1,360. Indirect 


e 
saved In a ear savings were estimated at a further £2,100. 
y World-wide experience of industrial lubrication 


This example of the value of Mobil Economy Service is typical of many 


that could be cited from almost every industrial area of the world. 
combined a a Orou In all these areas, the world-wide Mobil organization is applying 
* more than 90 years’ experience to the cutting of lubrication and 


Xperience : - x maintenance costs. 
ves. YOu One plan to meet all lubrication needs 

ae ' : OnS ml ¢ The value of Mobil Economy Service is the value of expert knowledge 
slution in & methodically applied: it is a matter of assessing all the lubrication 


needs of a business collectively; considering how they can best be 
met with the fewest different lubricants in the smallest quantities; 
and making sure that everyone concerned knows how to use the 
lubricants to the best effect with the absolute minimum of work. 


- * The astonishingly large savings that are often achieved are the 
_ & ¢ measure of the experience and skill that Mobil bring to the con- 
of sideration of every industrial lubrication problem. 

EMBER COMPANIES = 
ON ENGINEERINGL’ = 


dney, Toronto 


MOBIL OIL COMPANY LIMITED - CAXTON HOUSE- WESTMINSTER - LONDON §.W.1 ECONOMY, SERVICE 
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all Sentinel diesel locomotives are 
powered by Rolls-Royce engines 


and torque convertors (twin pisc LICENCE) 


TRANSMISSIONS, CABS AND CONTROLS ARE STANDARD AND 
250 OR 510 HORSEPOWER ENGINES ARE AVAILABLE 





DORMAN 
LONG 
(STEEL) LTD 
are at present 
operating 
throughout 
their 
organisation 
over 
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Sentinel 
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are operated 
“ by 


Pa 
2 ss . ~ jf Associated Portland Cement 
. 7 Manufacturers Ltd 
4 Bass Ratcliffe & Gretton Ltd. 


Dorman Long (Steel) Ltd. 


eb ar, Fh 
& . Guest Keen & 
- “+ we SSA - _ Nettlefolds Ltd. 
: fo Fa imperial Chemical 
Industries Ltd 
i m | National Smeiting Co. Ltd 








Richard Thomas and 
Baldwins Ltd. 
Stavely Iron & Chemical 
Co. Ltd. 
and others 


Aerial photograph of Dorman Long (Steel) ‘Ltd., Lackenby Works, 
where a number of Sentinel locomotives are operating. 


Distribeted in the British istes by: 
THOMAS Hitt (ROTHERRAM) LIMITED. VANGUARD WORKS, KULNMURSI, HOTHERDAM TEL: WEXOOROUGH 2571 
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Coppee-Montz Plates 


FOR 
RECTIFYING, DISTILLING AND 
WASHING COLUMNS 





COPPEE hold the exclusive licence 
for the United Kingdom for the supply 
of COPPEE-MONTZ pilates. In 
contrast to the usual form of plate, 
this new plate is not a disc with bubble- 
caps sitting over vapour pipes. It is 





built up of U-shaped (or similar) 
troughs, as will be seen from the illus- 
tration. Adjacent troughs form liquid 





channels and vapour ducts, the latter 
being covered by inverted U-troughs 
having slots on their lower edges. 
COPPEE-MONTZ plates can 
be supplied already assembled for 
mounting in a column or, where necessary, they can be broken down into sections for easy assembly 
inside any column where projections may prohibit the installation of complete plates. At the hydro- 
refining plant being built for the Port Talbot Chemical Co. Ltd. (owned jointly by the Steel Company of 
Wales and the Lincolnshire Chemical Co. Ltd.) crude coke oven benzol will be refined to produce pure 
benzol. The distillation equipment designed by R. and J. Dempster Ltd. in conjunction with Lurgi incor- 
porates COP PEE-MONTZ plates, of which 185 will be used in this important plant. 
COPPEE-MONTZ plates were also installed by R. and J. Dempster Ltd. for Lancashire Tar Distillers 
Ltd. in the hydrorefining plant at Cadishead where a 90-ft high tower contains 70 COPPEE-MONTZ 
plates. 

The Coppee Company (Great Britain) Limited not only supply COPPEE-MONTZ plates for 
inclusion in new or existing columns but undertake the design, construction and erection of complete plants 
for fractionation, distillation, gas scrubbing and other purposes. 





eee 


SPUR Eee WEA. DERE 


Reaa iinet 


THE COPPEE COMPANY 


COPPEE HOUSE . 140 PICCADILLY 
LONDON W.1 Telephone: HYDE PARK 6801 


(GREAT BRITAIN) LIMITED 


Telegrams: Inland—EVCOPPEE LONDON TELEX 
Overseas—EVCOPPEE LONDON W1 4 
Telex: 21733 
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‘he illus- The coal handling plant at the Portishead power 
ieee = station of the Central Electricity Generating Board 

m liquid @ incorporates: 
4 two Ship Unioaders of 150 t.p.h. each: one Storage 


1e latter and Reclaiming Transporter (260 t.p.h.) two Rotaside 
-troughs 4 Wagon Tipplers (with S & H patented Dust Trapping 

es System). Wagon marshalling plant etc. One of the 
r edges. 3 dust trapping Wagon Tipplers is shown below. 
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| SHIP UNLOADING » STORAGE & RECLAIMING + WAGON TIPPLING - WAGON MARSHALLING 
STRACHAN & HENSHAW LTD 


STEELHOIST WORKS - BRISTOL2 - ENGLAND 
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INDUSTRIAL LUBRICANTS 


Distributed by 
THE POWER PETROLEUM COMPANY LTD 
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CORBY—THE DEENE COKING PLANT 





The commissioning of the new Deene Coking Plant at Corby marks 
the completion of the first stage in the coke oven development 
programme planned for Corby by Stewarts and Lloyds Limited. 


The new installation comprises a battery of 51 Woodall-Duckham 
Becker coke ovens with a coal carbonising capacity of 1120 tons 
a day, a by-products recovery plant and extensive plants 

for coal handling and blending and coke handling, screening 

and storage. 

This is the sixth W-D coking installation to be built at Corby 

for Stewarts and Lloyds Limited. 


WOODALL-DUCKHAM 


CONSTRUCTION COMPANY LTD 


Woodall-Duckham House - 63-77 Brompton Road - London S.W.3 
Telephone: KENsington 6355 - Telegrams: Retortical (Southkens) London - Telex: 21488 


A MEMBER OF THE WOODALL-DUCKHAM GROUP OF COMPANIES 
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Wellman Ma ines 





supplied for the 
Woodall-Duckham 
Coke Oven Installation 
at 
Stewarts & Lloyds Ltd., 
Corby. 


3 Combined Coke Pushing, Coal Levelling 
and Door Extracting Machines 


3 Coke Side Door Extracting Machines 
with Coke Guides 


3 Coai Charging Cars 





These machines, 
which operate with a high degree of efficiency and minimum maintenance, 


have already dealt with 22 million tons of coal 
al 8 n | and pushed more than 1,500,000 ovens. 








WELLMAN SMITH OWEN ENGINEERING CORPORATION LTD 


WORKS DARLASTON, South Staffs, & BELFAST. 
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PAPERS AND REPORTS ON RESEARCH AND PRACTICE 


Hot blast stoves 


Metallurgy 
Plant Operation 
Research 


J. Schofield, B.Sc. (Tech.), P. Butterfield, B.A., and P. A. Young, M.A., Ph.D. 


INTRODUCTION 


HOT BLAST STOVES have received very little attention 
in the UK and USA scientific and technical press for 
these past 50 years or so, and one has the impression 
that, by a process of evolution rather than of design, 
stoves of great reliability and high thermal efficiency 
are available, well suited to the needs of modern 
blast-furnaces. Unfortunately the requirements of the 
blast-furnace are in the process of drastic modification, 
largely as a result of charge preparation (sintering and 
pelletizing) and of blast additions (water vapour, oil, 
gas, and pulverized fuel). While rule-of-thumb design 
methods may enable stove design to keep up with 
slowly evolving blast-furnace techniques, they do not 
point the way forward to a situation demanding much 
higher blast temperatures at minimum cost. Hence, 
during the last two or three years there has been a 
great deal of interest on the part of stove designers and 
in more fundamental aspects of the problem. Widely 
varying methods have been used, varying from more 
or less classical analyses of heat flow in regenerators to 
the use of analogue computers. Much of this work is 
highly complex, and does not commend itself to the 
attention of the practical operator, and here Voice? 
has done a good service by displaying certain princi- 
ples with the aid of simple arithmetic. 

At some point, however, a more complex analysis of 
the problem is necessary, and it is the purpose of this 
paper to present one possible approach, using an anal- 
ytical theory of heat transfer in regenerators. This 
latter is so shrouded in mystery and held by many to 
be so difficult mathematically, that we think it 
essential to discuss it at the beginning of our paper, 
rather than to relegate it to an appendix. We shall 
follow the statement of principles with discussion of 
actual hot blast stove data, and examine the agree- 
ment between theory and practice. Agreement having 
been established it is then possible to consider the 
effects of changing operating and stove variables, and 
to discuss questions of stove optimization. 


STOVE THEORY 

Heiligenstaedt,? Rummel,? Schack,* Nusselt, and 
others have all developed theories of heat transfer in 
regenerators and stoves, but a particularly elegant 
treatment, which has shown itself capable of develop- 
ment over a considerable period of time, is that of 
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SYNOPSIS 

The physical basis of the Hausen regenerator theory is 
discussed in some detail. Practical measurements have 
been made on a number of different hot blast stoves, and 
actual performance is compared with that calculated by 
the Hausen method. The Hausen theory is then extra- 
polated so that the influence of such variables as dome 
temperature, stack temperature, and stove height and dia. 
may be predicted. Optimum cycle times are discussed, 
and some comparisons made between three- and four-stove 
systems. 2018 





Hausen.* We have used Hausen’s analysis, initially in 
its earlier, simplified form, and later in the expanded 
form which makes it possible to calculate both the 
heat transfer coefficient, and the temperature gradient, 
in all parts of the stove, even under extreme conditions 
of construction and operation. 

In the following notes we have sought to display the 
physical basis of the fundamental equation for the 
overall heat transfer coefficient, and to indicate the 
refinements introduced by the complete analysis. 

In a regenerator the temperature of the gases, as 
well as the walls, changes with res both to location 
and time. Figure 1 shows the temp./time fluctuation of 
both gases and walls at any given cross-section of the 
exchanger. 

In the heating cycle (duration P,) the gas tempera- 
ture, 7',, is greater than the wall surface temperature, 
t,, and, for the greater part of the cycle, this latter is 
greater again than the mean brick temperature ¢,,. 
(Note that ¢,, is the mean brick temperature at any 
moment in time. For time-means we shall always use a 
barred notation; suffix 1 refers to the heating period, 
and suffix 2 to the cooling period.) Apart from the 
regenerator ends, the temperature of the hot ih yi 
changes almost linearly with time, as does the mean 
brick temperature ¢,,; the surface temperature, t, 
settles down to a linear rate of change very rapidly 
after switching. A similar situation applies during the 
cooling period (length P,). During the greater part of 
the heating, on gas, cycle the temperature profile 
within the wall will be of the form (a) indicated in 
Fig.2; during the cooling, on blast, period the profile 
must be reversed, as at (b), and during the c ver 
one curve must inflect into the other. For the moment 
we will assume the essentially linear temp./time 
distribution illustrated; it can be regarded as empiric- 
ally determined. 
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Temp | 


Time 


1 Brick and fluid temperatures at a given section against time 


Suppose h, is the surface heat transfer coefficient of 
the gas to the wall. During the heating period both 
radiation and convection will be appreciable (since we 
are dealing with the products of combustion) and 
hence: 

bymhey thy 
The total quantity of heat transferred during time P, 
can then be written: 

Qr,=h, A(T, —1,)P, 

or 

OO RR BAB IG onc iiscccsdcccptech ci cassnceasncebieianes (1) 


where A is the brick area, and time-mean values of 
temperatures are used. 

During the period on blast, assuming that the stove 
has settled down to an equilibrium state over many 
cycles, and that the bank, as it were, is not being 
- robbed, we can write a similar expression for Qp,: 

Qry=h,A(i,—T,)P, 

or 

Cir Per bb Pe scsiecitcnsiciiiverscsbincinicsssivetsaccveiss (2) 
Here fh, (brick-to-air) is essentially a convective 
coefficient. 

We must now seek to eliminate the surface tempera- 
ture ¢ from these equations. Consider a plane wall 
without heat sources; the classical heat conduction 
equation is as follows: 

ot o% 

DP tad eet eesetteneesseeneenreanesensanssenesasaseneaes (3) 


where P is time, z refers to the x-coordinate, and 
« is the thermal diffusivity of the material (k/cp, 
where & is the conductivity, c the specific heat, and 
p the density). 

If the temp./time relationship is linear, then 
ot/dP=constant: therefore 

ad%/02* = constant 


and a double integration will lead to a parabola, as 
previously assumed. Thus the assumption of a linear 
temp./time relationship leads to a parabolic temp./ 
distance profile within the brick; this basic assumption 
of the method may be shown, experimentally, to hold 
for the greater part of either cycle. 

Referring to Fig.2b, the quantity of heat trans- 
ferred from the interior of the brick to the wall must 
equal the heat passing by convection to the blast: 
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2 Temperature gradients within the brick at any given time 


Qps/P y= —kAQRtOz) eng 
also 


= (d/2) (0¢/0x),=(Qp,/A) (d/2kP,) 
The geometry of the parabola is such that the height 
of the parabola is 31, and the distance 4, (equal to 
the mean height f,,,.) is two-thirds the height of the 
parabola. Therefore 


(Fma—ts)=(Qr/A) (4/6kP) 
Similarly for heating on gas: 

(€, —bn1)=(QP,/A) (4/6kP,) 

and since £,,,=2,,, and Qp;=Qp,=Qp 


Sel 1 >t 
t _ = gg Se Lmh ote ee eercercecocenseccsscsesscos 
Adding equations (1), (2), and (4) we have: 


Qr| 1 Pe BLA 8 
(nto tp, tale.t BD | 
A 
(ijk, P, + 1]h,P,+d/6kK(1/P,+1/P,) 
Here Qp is the total heat transferred per cycle (in 


time (P,+P,)) and hence the heat flow per unit 
time is: 





T,—T,) ...(5) 


or Qp= 


nes A (7, ae T;) 6 
= Tih, P, + 1[hgP +d] P, + 1/Py/Ok P+ Py) 
This is now in the standard form: Q=AU’AT where 
U’ is an overall heat transfer coefficient: 
1/0’ =[1/h,P, + 1fhgPgtd(1/P,+1/P,)/6k\(P,+P,) ...... (7) 
Equation (5) has been deduced only for a cross-section 
of the stove, and for the total regenerator the logarith- 
mic mean temperature difference (LMTD) between the 


ingoing and outgoing gases must be used. 
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Symbols used in text 





Unit 





Period h 
Fluid temperature °F 
Quantity of heat transferred Btu 
Heating surface area 8 

Overall coefficient of heat transfer Btu/h ft® °F 
Fluid velocity at standard conditions 
of temp. and pressure 

Heat capacity of fiuid/unit time 
Total mass of checker brickwork 
Brick temperature °F 

Btu/h ft? °F 


ft/s 
Btu/h °F 
Ib 


ES SOhON' 


Heat transfer coefficient 
Rate of heat transfer Btu/h 
Therma! conductivity of brick Btu/h ft? °F/in 
Specific heat of brick Btu/lb °F 
Brick thickness in 


~ 


ithmic mean temperature 

difference 
Density of brick 
Thermal diffusivit 
A factor to allow der the rapid temp. 
variations following the reversing 
operations 

fficiency of a regenerator 
Reduced regenerator length 
Reduced regenerator period 
Equivalent di ter of ch 


°F 
Ib/ft® 
in®/h 


taxed Rac es > 


Dimensionless 

Dimensionless 

Dimensionless 

Dimensionless 
ker hole in 





° 
a 


Value during gas (or heating period) 
Value during blast (or cooling) period 
Mean value with respect to position 
Convection 


Radiation 


bar over 
character Indicates time—mean values 





If the heating and cooling periods are equal (P,= 

P,= P) then we may rewrite equation (6): 
A 

1 OPP = Spi + hy + a]Sh) 

Consider now two fluid streams flowing on opposite 
sides of a plane wall of area A’, thickness z, and thermal 
conductivity k: i.e. the simplest possible recuperator. 
If h, and h, are the gas/wall and wall/gas coefficients, 
and the higher temperature gas is at temperature 7’, 
and the lower temperature gas at 7',, we have: 

A’ 

CT Thy a]k) 
For the assumptions considered the regenerator is, 
then, formally equivalent to a recuperator with one- 
third the regenerator wall thickness, bearing in mind 
that, in the regenerator, heat flows in to and out of both 
walls (i.e. A=2A’). This equivalence has proved a 
stumbling block to some who have assumed that the 
theory depends on the recognition of an analogy 
between regenerator and recuperator. The equivalence 
is merely formal; it is difficult to see it physically. At 
the same time the existence of a precise mathematical 
equivalence makes it easy to accept the use of an 
LMTD driving force, by analogy with the recuperator. 

The basic assumption in equation (7) is the linear 
gas temp./time relationship (or the equivalent para- 
bolic brick profile), and for many purposes equation 
(7) is sufficiently accurate. The stove or regenerator is 
only one case of the generalized packed bed problem, 
and here it can be shown’ quite generally that the 
temp./position relationship for any point within the 
sphere or tile or other solid body can be expressed as a 
power series in x*, 2‘... . Neglecting powers higher 
than the quadratic, a very much simplified solution to 
the overall problem is forthcoming. However, the 
basic equations may be solved without this simplifying 





(7,—T,) 
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assumption, using numerical methods programmed for 
a computer, and the errors involved in the simple 


method are usually extremely small. 


Expanded theory 
While the time gradient of ¢,, is almost linear for a 
large part of the regenerator, it is otherwise at the ends 
of the regenerator, and we have already stressed that 
the brick surface temperatures are not linear with 
respect to time immediately after changeover. To 
analyse these effects fully it is necessary to regard the 
stove as being in a state of forced oscillation (like the 
vibrations of a string) and to split the oscillations into 
a fundamental and higher harmonics. If this is done it 
is found that the exact calculation of the fundamental 
oscillation takes the transient changes after reversal 
fully into account. To account for the effects at the 
ends of the stove higher harmonics must be evaluated. 
Three simultaneous differential equations may be 
set up: the classical heat conductivity equation for the 
brick (equation (3) ) and two equations describing the 
transfer of heat from the hot gas to the brick surface, 
and hence into the brick (or vice versa for the on-blast 
period). It is also necessary to postulate that at the 
end of each full cycle (P,+ P,) all brick temperatures 
are unchanged; and it is found that there are an 
infinitely greater number of solutions satisfying this 
condition. These solutions are called ‘Eigen-functions’ 
and are characterized by Eigen-values, A, comprising 
all integers from 0 to oo. 


The fundamental oscillation: Eigen-function of 

zero order 

It may be shown that the zero order Eigen-function 
(A=0) corresponds to the fundamental oscillation, and 
that it gives a temperature gradient along the length 
of the stove precisely the same as that obtaining in a 
continuously operating recuperator. In this solution 
the average brick temperature t,, is linear with respect 
to time (so that the ends of the regenerator are not 
fully covered), but deviations of the brick tempera- 
ture profile from a parabola, after changeover, are 
completely described. What is more, the expression 
for the heat transfer coefficient is almost unchanged; 
it is merely necessary to multiply the term d(1/P,+ 
1/P,)/6k by a factor ¢: 

when d® (1/P,+1/P,)/2a<10 

then ¢=1—d*(1/P,+1/P,)/60a 

and when d%(1/P,—1/P,)/2a>10 

then ¢=2-142/(0-34+4*(1/P,+1/P,)/2a)% 

For very thin bricks ¢->1 and equation (7) then 
holds accurately within the scope of the zero order 
Eigen-function. For thick bricks ¢ also tends to a 
constant value and the heat transfer coefficient 
becomes independent of brick thickness. 

Experiments show that these expressions describe 
actual conditions exactly, within the limits of experi 
mental accuracy, and within the region where A=0 
applies. 


End effects: Eigen-functions of higher orders 

We have assumed that, within the stove, gas tempera- 
tures vary linearly with time. But the temperature at 
which the hot and cold gases enter the regenerator 
should remain constant, and the zero order Eigen- 
function can neither represent this condition, nor any 
bends in the ¢,,, or t,,. curves. 
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It is possible to develop the gas temperature T' as 
an infinite series, involving all the Eigen-functions, 
and if we impose the condition 7' (entry)=constant, it 
is necessary to use a number of these terms to achieve 
any kind of approximation to constancy. By summing 
all the terms it is possible to impose the entry con- 
ditions, and to account for the ¢,, deviations. With 
very short regenerators, or short cycle times, the 
influence of these higher order functions moves into 
the interior, which is normally controlled by the zero 
order function only. 

- The calculation of the heat transfer coefficient with 
higher order Eigen-values is very complex, and it is 
possible here only to give a glimpse of the reasoning 
behind it. 

' Hausen shows that it is possible, mathematically, to 
regard the brick, in any given section of the regener- 
ator, as uniform in temperature f,,, so that the driving 
force is (7', —t,)=(7',—t,), or rather, the mean value 
(7,—tm)y With respect to time. To achieve this 
simplification a corrected heat transfer coefficient 
must be used, related to the brick temperature: 


p= Qp/A=h* (Ty tng) Py esse eccccsecceseceseresccteraeeses (12) 


1 
where Uh = + Bint hachin sh ide pasviebigicnie teak eseeibbigh si (13) 


In the zero order case the mean temperatures of the 
brick ¢,, are the same at corresponding points in time 
of the heating and cooling cycles; but in higher order 
cases there are lags, and consequent hysteresis loops 
between ¢,,, and t,,. at the ends of the regenerators. 
From equation (12) we see that in the heating period 
heat transfer is controlled by (7', —t,,,),, (if we use an 
appropriately converted value of h,), and during 
cooling (t,2—T':)y, is the driving force. But for zero 
order Eigen-functions, t,,,—t,. at the middle of the 
period (see Fig.1) and hence: 

(2'y ba) + (bmg — T's) =(T — Ts) 

Hence, in this case, the total available temperature 
difference between hot and cold gases is used in the 
middle of the heat transfer period. At any point where 
a’ hysteresis loop occurs the value of (7',—T;,) is 
reduced by an amount equal to the time-mean height 
of the loop, i.e. by (ti; —tms)ag- 

Thus the heat transfer is correspondingly reduced, 
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4 Plot showing a comparison between Kistner’s and Bohm’s 
equations for convective heat transfer coefficients in checker 
brickwork (2in square channel, air temp. 600°C) 


in the ratio » of the amount of heat actually trans- 
ferred to that which would be transferred in an ideal 
exchanger defined by the dimensionless factor: 


A=hA|W (= © for an ideal exchanger) 


where W is the heat capacity of the gas flowing per 
unit time. A is called the ‘reduced length’, since an 
actual exchanger is only as efficient as a shorter ideal 
unit. 

Cycle time must obviously affect the hysteresis 
loops, and another dimensionless term called the 
‘reduced period’ is introduced: 

Il=2hP ,|ped 
This term arises in the basic differential equations of 
the system. 

In Fig.3 the efficiency is plotted as a function of A 
and IT. The efficiency increases as [7 decreases (i.e. with 
shorter cycles), for any given value of A. With the 
zero order Eigen-function when J7=0 the efficiency 
becomes equal to that of a recuperator with the same 
value of A. 

Let us write the overall heat transfer coefficient for 
the zero order Eigen-function as U,: 


1 
Ta Pat hPa t+ $l Pa + 1/P,)/6k\(P,+P,) ...(14) 


For the general case, whether W,P,—W,P, or not, 
we may rewrite A and J7: 
4U,(P,+P3)A 
— WP, +W,P, 
and 
_ 4U (Pit Pa) 
fs ped 
If U is our required overall heat transfer coefficient 
for higher order Eigen-functions, then it is possible to 
relate U/U, to A and JT, asin Fig.5. Here J7 is expressed 
in terms of stove area A and mass of brick M for 
practical convenience: 
pd/2~ M/A 
We have, then, shown how to calculate the overall 
heat transfer coefficient for the zero order Eigen- 
function, and how to correct it for higher orders, thus 
allowing for end effects. We shall now apply these 
methods of calculation to actual stove problems. 
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5 Relation between true heat transfer coefficient U and U,, from 
the Eigen-function of zero order 


Choice of heat transfer coefficients 


All regenerator theories involve a knowledge of the 
heat transfer coefficients in the brick checkers. 
Equation (14) shows how the overall heat transfer 
coefficient between gas and blast is dependent on the 
individual heat transfer coefficients h, and h, for the 
gas and blast periods respectively. The accuracy of the 
regenerator theory is thus largely determined by the 
choice of heat transfer coefficients. 

During the blast cycle where radiation from the 
checkers to the blast is unimportant, heat transfer 
occurs by convection, but during the gas period, where 
a substantial partial pressure of carbon dioxide and to 
a lesser extent water vapour exists, radiation and con- 
vection from the gas to the checkers are both import- 
ant mechanisms of heat transfer. The radiation coeffi- 
cient is accurately estimated from Hottel charts, 
providing the partial pressures of carbon dioxide and 
water vapour and the beam length are known. Con- 
vection coefficients, however, are less accurately 
known, but Kistner* and later Bohm® conducted 
experimental work some 30 years ago to determine 
convective heat-transfer coefficients in checker brick- 
work. 

Kistner investigated heat transfer and pressure drop 
in an experimental basket-weave checker both of the 
straight-through and double-staggered arrangements. 
Duct sizes varied from 1-2 up to 3-72in square. He 
predicted convective heat transfer coefficients, both 
for the heating and cooling periods, as 

0-5 
for straight-through basket weave h=2-9 as 


vy 
and for double-staggered checkers h=3°25 orm 


Both equations are valid at a temperature of 600°C. 
The effect of temperature on the coefficient is obtained 
by increasing the calculated value by 1% for every 
30°C above 600°C, and by decreasing it by the same 
amount for temperatures below 600°C. Kistner found 
that the equations were equally valid for both laminar 
and turbulent flow. 
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Bohm investigated convective heat transfer coeffi- 
cients in chimney type checkers in 13 ft long single 
ducts. The duct width was varied between 1-62in to 
3-48in and velocities varied between | ft/s to 23 ft/s. 
He obtained different equations for the laminar and 
turbulent regions and included a temperature term in 
his equations. Bohm gave the convective heat transfer 
coefficients for smooth chimney type checkers as 

f 0-066 V) 
for laminar flow h= T7',°** 0-198 + soa 


0-159 77,05 yo-* 


and for turbulent flow h 50-008 


Neither equation was applicable to the transition 
region and Bohm suggested that the coefficients over 
this Reynolds number range be obtained by plotting 
the laminar and turbulent equations and interpolating 
between the two lines obtained. Bohm also investigated 
the effect of artificial roughness on the heat transfer 
coefficient and found that the use of serrated surfaces 
gave a twofold enhancement of the coefficient in the 
turbulent region. 

A comparison of the coefficients obtained, using 
Kistner’s and Bohm’s equations for a fluid tempera- 
ture of 600°C and a duct size of 2in, is given in Fig.4. 

The present authors are investigating heat transfer 
coefficients in long square-section ducts fabricated 
from mild steel and having a thin internal coating of 
alumina to simulate the effect of the roughness of the 
checker bricks. This channel is surrounded by a steam 
jacket so that heat transfer measurements can be 
made in the ‘steady’ state. Since the heat transfer 
coefficient on the steam side is several hundred times 
that on the gas side, the overall heat transfer coeffici- 
ent obtained in the tests approximates very nearly to 
the individual coefficient on the gas side. 

Preliminary results on a 4in square section with air 
on the gas side indicate fairly close agreement with 
coefficients predicted from Bohm’s equation. Later 
experiments with hydrogen on the gas side will enable 
natural convection effects at high temperature (i.e. 
the Grashof number) to be simulated. 


CORRELATION OF ACTUAL STOVE PERFORMANCE 
WITH THAT PREDICTED FROM REGENERATOR 
THEORY 


In order to examine the validity of Hausen’s regener- 
ator theory a number of tests on hot blast stoves at 
various iron plants have been undertaken. Basic 
measurements of air and gas flow rates, and such 
temperatures as are accessible, have been recorded and 
these measurements used in the regenerator theory to 
calculate the heat transfer from hot gas to blast air. 
The stove duty calculated from a knowledge of blow- 
ing rate and hot blast temperature has then been 
compared with the value calculated from the regener- 
ator theory. If the theory can be substantiated from 
practical tests, the effect of changes of operating con- 
ditions on stove performance can be assessed. The use 
of the regenerator theory in the thermal design of 
stoves will also represent an advance over most design 
methods in use today. 


We have thought it useful to set eut one complete 
calculation in detail: 
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(i) determine the average rate of blast-furnace 
gas flow to the stove 
(ii) determine the average blast flow through the 
stove; this is best obtained by traversing the 
cold blast main just before the stove, or, more 
indirectly, the supplementary cold blast main. 
In the latter case use is made of the record of 
the total blast volume to the furnace 
(iii) if a record is available of the blast tempera- 
ture leaving the stove before mixing with cold 
by-pass air, then it is possible to check the 
accuracy of the velocity traverse in the cold 
blast main. In most cases, however, it is neces- 
sary to use the blast flow through the stove to 
calculate the blast temperature leaving 
(iv) from the blast-furnace gas analysis and time- 
mean waste gas analysis, determine the 
volume of products of combustion and flame 
temperature 
calculate the time-mean inlet gas temperature 
to the top of the checkers from consideration 
of the heat transfer from the gas to the com- 
bustion chamber 
(vi) construct a heat balance between gas and 
blast in order to determine the blast time 
required to extract the heat transferred from 
the gas to the checker mass during the heating 
period. The calculated blast period may not 
necessarily coincide with the blast time 
actually employed in the test, but a balance is 
necessary to satisfy an essential condition of 
Hausen’s equation (i.e. that ‘the bank is not 
robbed’) 
(vii) calculate the heat transfer coefficients for the 
gas and blast periods 
(viii) calculate the overall heat transfer coefficient 
between gas and blast and make the necessary 
Hausen A and J] corrections according to 
Fig.5 
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(ix) determine the logarithmic mean temperature 
difference between gas and blast 
(x) compute the heat transferred/cycle from 


NT eee sans (19) 
where P= P,+ P,+ changeover time 


(xi) compare the value obtained in (x) above with 
the actual stove performance calculated from 
the blast volume and temperature. 


Data used in the calculations (see Table I) 
A summary of the measurements taken during this 
particular test stove is given in Table III. (Other stove 
tests have varied in detail according to mode of 
instrumentation, and the possibility or otherwise of 
installing additional measuring equipment.) 


Calculation 

(i) Average rate of flow of blast-furnace gas to stove 
(Table III) 574000 n ft*/h. 

(ii) Average blast flow through stove During the blast 
period the cold blast main was traversed at regular 
time intervals with a Stauscheibe tube (Fig.7, full 
line). 

(iii) (a) Temperature drop of hot blast between stove and 
blast-furnace A calculation of the heat lost from the 
hot blast main between the stove and the blast furnace 
shows that the temperature drop of the hot blast is 
5°C. 

The mixed blast temperature, at the point where hot 

blast from the stove meets the supplementary cold 
blast, is thus 875°C, i.e. 5°C above the blast tempera- 
ture recorded in the bustle main. 
(iii) (6) Check on accuracy of Stauscheibe traverse in cold 
blast main The ‘time-mean’ blast flow through the 
stove derived from Fig.7 can now be checked by writing 
a heat balance at the point where the cold supple- 
mentary blast meets the hot blast from the stove. 

A continuous record of blast temperature leaving 
the stove before the mixer valve gave a time-mean 
temperature of 972°C over the blast period. 

The total blast volume to the furnace is 42500 
n ft?/min at a temperature of 875°C and the supple- 
mentary air has a temperature of 43°C. 

Heat in blast at 875°C above 0°C=32-75 Btu/std ft*. 
Heat in cold blast at 43°C above 0°C=0-15 Btu/std ft*. 
Heat in blast at 972°C above 0°C=36-85 Btu/std ft®. 
Working above 43°C, the cold blast temperature, we 
have: 

heat in total blast at 875°C=heat in blast leaving 
stove at 972°C. 
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TABLE 1! Details of the checker filling and combustion 
chamber (Stove A) 





Oh ane h i, 


Checkers 
Property Property 


Type McKee Shape Circular 
= cross 
ues) 
Height 80-75 ft Diameter 6-33 ft 
Weight 730-2 tons Height 87-50 ft 
Equivalent dia. of 1-938 in Cross-sectionai area 31-52 ft* 
checker hole (1 §in*) 
Heating surfaecearea 1600 ft*® 
Total checker free flow 97-43 ft® Soldier wall inside combustion 
chamber 
3-70in Diameter 5-83 ft 
1-265in Height 60-00 ft 
186810 ft* Cross-sectional area 24-47 ft® 


16000 ft* 











If z=mean blast flow through stove over the blast 
period (n ft*/min) then 

42500 (32-75-0-15)=(36-85-0-15)x 

giving x=37700 n ft*/min. 

This value com with an average blast flow 
through the stove of 36000 n ft?/min obtained from 
the velocity traverse in the cold blast main; from other 
considerations the higher value is thought to be the 
more accurate. The dotted line in Fig.7 shows the 
corrected blast flow rate through the stove. 

(iv) (a) Combustion of blast-furnace gas From the 
blast-furnace gas analysis, the theoretical products of 
combustion are calculated as follows: 


Vol./vol. of BF gas 
0-4202 
0-0636 
1-2087 


The average waste gas analysis gave a carbon dioxide 
content of 23-47%, in the dry gases. A carbon dioxide 
balance gives the excess air as 0-163 vol./vol. of blast- 
furnace gas. 

The actual products of combustion are: 


Vol./vol. of BF gas 
0-4202—= 22-65% 
0-0636—= 3-43% 
1-2087= 65-13% 
0-1630= 8-79% 


1-8555= 100-0% 


(iv) (6) Calculation of gas temperature entering com- 
bustion chamber after combustion of blast-furnace gas 
The gas temperature after combustion of the blast- 
furnace gas is calculated from a heat balance. 

Calorific heat of blast-furnace gas-+-sensible heat in 
blast-furnace gas and combustion air=sensible heat in 
products of combustion. 

The gas temperature obtained from this calculation 

is 1380°C. 
(v) Gas temperature entering checkers The gases 
transfer heat to the combustion chamber during the 
gas period so that the gas temperature entering the top 
checkers will be lower than that obtained from com- 
bustion of the blast-furnace gas. 

Assume a gas temperature entering the top of the 
checkers and calculate the emissivity and absorptivity 
of the gases by Hottel charts. 

Next determine the ‘time-mean’ combustion wall 
temperature during the gas period assuming that the 
dome temperature and temperature recorded by the 
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TABLE Ili Measurements taken during test 


Measurement How taken Value 








Average blast-furnace 
as flow-rate 
ime on gas 
Blast-furnace gas 
analysis Orsat 


Orifice plate 574.000 n ft®/h 

4-284 h 
CO, = 12-50 
H, = 1-17% 
N 


Net calorific value Calculated from gas 
Average — 

ve waste gas - t 
analysis 


dry gas E 
42500 n ft®/min 
blower inlet 


to 

Av blast flow Velocity traverse with 37900 n ft*/min 

through stove Stauscheibe tube 

Cold blast temp. Mercury in glass 43°C 
thermometer 


Average blast volume Venturi at turbo- 
furnace 


Hot blast temp. at Thermocouple in bustle 870°C 


furnace main 

Steam addition to blast Orifice plate 733 Ib/h 
Average stack temp. Thermocouple 150°C 
Hot blast temp. Thermocouple See Fig.6 
leaving stove 





thermocouple at the bottom of the combustion 
chamber are constant. Measure the brick temperature 
at the end of the blast and beginning of the gas 
periods. Now calculate the radiation coefficient from 
gas to combustion wall surface and the temperature 
difference between gas and surface. The heat trans- 
ferred from the hot gases to the combustion chamber 
can now be calculated from the usual equation: 
q=h, Ac’ At, 

The value obtained should be equal to the sensible 
heat lost by the gases to the combustion chamber. If 
the two values do not agree continue by iteration. 

For the example chosen, the time-mean gas tem- 
perature entering the checkers is 1190°C. This value 
is 65°C above that given by the dome temperature 
record (Fig.6) and this seems reasonable since the 
dome thermocouple will probably read a temperature 
intermediate between gas and brick. On the other hand 
the difference between 1 190°C and the adiabatic flame 
temperature (1380°C) seems excessive. In the present 
instance the analysis of blast-furnace gas, particu- 
larly with regard to methane, was suspect, and hence 
the calculated calorific value may well be in error. At 
the same time it may be noted that the heat trans- 
ferred to the walls during the gas period is greater than 
the transfer from the walls on blast, and the difference 
may be accounted for in part by heat losses from the 
stove surface to the surroundings. Difficulties of this 
kind can only be resolved by accurate measurement 
with suction pyrometers. 

(vi) Blast time required to obtain a heat balance over the 
checkers A heat balance between gas and blast over 
the checkers gives the blast time. 


Heat in blast at 875°C, Btu/ft* 

Heat in blast at 43°C, Btu/ft*® 

Blast volume, n ft?/min 

Heat in products of combustion at 
1190°C, Btu/ft? BF gas 

Heat in products of combustion at 
150°C, Btu/ft® BF gas 

Time on gas, h 

Gas rate, n ft*/h 
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=32°75 
=0-15 
=42500 


=96-7 
=10-6 


= 4-284 
=574000 
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8 Time-mean gas and air temperature distribution in checkers 
during a cycle, Stove A 


Heat in steam addition to blast, 

Btu/h =0-47 x 108 
If P,=time on blast, a heat balance reads 

(42500 x 60) (32-75-0-15) P,+0-47 x 10°P,= 

(574.000 x 4-284) (96-7-10-6) 
giving P,—2-53 h. 

The actual blast time employed during the test was 
2-33 h (Fig.6). This result indicates that the stove 
should have continued on blast for a further 12 min so 
that all the heat transferred to the checkers during 
the gas period might be transferred to the blast. The 
time-mean blast temperature of 976°C leaving the 
stove is therefore determined from Fig.6 by extrapolat- 
ing the temperature record by 12 min. Time-mean tem- 
peratures are plotted against checker height in Fig.8. 

By extrapolating the corrected blast flow through 
the stove (Fig.7) to cover a blast period of 2-53 h, the 
average blast flow through the stove is now seen to be 
37900 n ft/min. 

(vii) Calculation of heat transfer coefficients in the 

checkers 

(a) Gas cycle 

V,=Gas velocity in checkers (corrected to 0°C) 
==: 2-87 ft/s 

Mean gas temperature over checkers=670°C=943°K 

(Fig.8) 

Equivalent checker diameter = 1-938in. 

The flow is laminar, so, using Bohm’s coefficient 

(equation (17) ) 

h,,=1-91 Btujh ft* °F 

The radiation coefficient, h,,, must be added to this 
value to obtain the total heat transfer coefficient from 
gas to checkers. This radiation coefficient is obtained 
by reading the heat transfer rate from Fig.9 at both 
the mean gas and mean brick temperature and divid- 
ing the result by the temperature difference between 
the gas and brick obtained from Fig.8. 

From Fig.9, g, at a mean gas temperature of 670°C 
(1237°F) and an equivalent checker dia. of 1-938in is 
740 Btu/ft* h, and g, at a mean brick temperature of 
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9 Plot of rate of heat tranafer by radiation against temperature 
(CO,=23%; H,O=1%) 


587°C (1090°F)=500 Btu/ft? h. Thus the radiation 
coeflicient from gas to checkers 
_ 740-600 
~ 1237-1090 
The combined radiative and convective heat transfer 
coeflicient is 
hy=h,,+h,,=3-54 Btujh ft® °F 
(b) Blast cycle 
V,=Blast velocity in checkers (corrected to 0°C) 
=6°13 ft/s 
Using Bohm’s equation for turbulent flow (equation 
(18) ) and a mean blast temperature over checkers of 
505°C (Fig.8): 
h,=2-88 Btu/h ft® °F 
(viii) Overall heat transfer coefficient between gas and 
blast The overall coefficient between gas and blast is 
given by equation (19) and the ¢ factor by equation 
(10). Thermal diffusivity of brick at a mean tempera- 
ture of 587°C=1-445in?/h 
Brick thickness= 1-25in; therefore 60-988. 
Thermal conductivity of brick at 587°C=7-81 Btu/h 
ft? °F/in. The overall coefficient of heat transfer 
between gas and blast, for the zero order Eigen- 
function can now be calculated as 
U,=0-66 Btu/h ft* °F 
Specific heat of checkers at mean brick temperature 
=0-231 Btu/lb °F 
Density of checkers=120 Ib/ft*. Therefore from 
equation (16) J7=6-24 
W ,=heat capacity of gases at mean gas temperature 
of 670°C 
= 2-29 x 10¢ Btu/h °F 
W,=heat capacity of blast at mean blast temperature 
of 505°C 
=4-31 x 10¢ Btuj/h °F 
A=checker heating surface area 
= 186810 ft*. 
The heating surface of the cross flue channels is not 
included, as it is thought that they will not contribute 
to the effective heating surface area of the stove. since 
the cross flow between channels, and therefore the 


heat transfer, will be very small on a relatively newly 
bricked stove which is free from blocked channels. 


= 1-63 Btu/ft* h °F 
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TABLE 1V Summary of test results 
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Stove per- 
formance Actual ‘ 
Heating Mean gas calculated stove per- Perform. 
surface Blast Blast inlet temp. Mean stack Cycle from formance ‘Ce, 
Checker area, vol., temp., to checkers, temp., time, theory, on test, actual 
Stove type ft? n ft/min Cc *C *C h (Btu/eycle) (Btu/eyele) expected 








McKee 186810 42500 875 1190 

A Repeat test 
McKee 186810 42500 800 1220 
B Freyn 160970 41000 705 1150 
Cc Stein 115500 38 600 705 1190 
D Hotspur 134570 41000 750 1200 
E Brassert 165550 23050 980 1190 
P Hotspur 166 500 31000 970 1200 











150 6-88 206x 10 200x10* 06-972 
169 8-97 277x110 260x10% 0-940 
290 5-62 118 10° 113x 10% 6-957 
215 6-49 108 x 10° 116 x 108 1-073 
137 6-41 132 x 10° 139 x 10° 1-052 
196 3-69 109 x 10° 69x10 0-643 
220 2-26 70 x 10° 75x 10° 1-070 





Therefore from equation (15) 
A=16°3 
Using these values of J7 and A, U/U, is read from Fig.5 
as 0-855. Thus the true overall heat transfer coefficient 
between gas and blast 
U =0-564 Btu/h ft® °F 


(ix) Logarithmic mean temperature difference between 
gas and blast From Fig.8 the LMTD is calculated as 


At, = 284°F 


(x) Stove performance calculated from regenerator theory 
The heat transferred /cycle is calculated from equation 
(19). Therefore 


Q= 6-880 x 0-564 x 186810 x 284= 206 x 10° Btu/cycle 


(xi) Actual stove performance The actual stove per- 
formance is calculated from the blast volume and 
temperature. 
Blast volume = 42 500 n ft*/min 
Blast temperature = 875°C 
Blast period = 2-53 h 
Heat in steam addition to blast = 0-47 x 10° Btu/h 
Increase in sensible heat of blast in stove= 32-6 Btu/ 
— ft® 
Therefore stove performance = 42 500 x 60 (2 a S. 32-6 x 
25-3+-0-47 x 10° x 2-53 
= 200 x 10° Btu/cycle 
This value compares well with the stove performance 
calculated using the regenerator theory. 


Summary of test results 

The results of seven hot blast stove tests conducted at 
various works are given in Table IV, where a com- 
parison is shown of the actual stove performance and 
the performance calculated from Hausen’s regenerator 
theory. 

It will be seen from Table IV that the calculated 
performance agrees surprisingly well with the actual 
performance in all cases, except for test #, where 
the calculated duty is well above the duty actually 
obtained during test. It was known, however, that this 


TABLE V_ Operating variables used in the study 





Time-mean gas temperature at top 


of checkers, °C 1150 1200 1260 
Time-mean stack temp., °C 150 200 260 
Total checker free flow area, ft? 100 «6125~—ts«150 
Checker hole size, in 1} lk 

Checker wall thickness, in 1-25 

Cycle time, h 1 2 3 4 





3-stove system : 1 on blast, 2 on gas 
4-stove system : 2 on blast Getageneed parallel), 2 on gas. 






stove (an old one) offered a high resistance to gas flow, 
indicating that there was blockage in the checkers. If 
the gas is channelling through the stove checkers 
then a certain amount of heat transfer area is rendered 
inoperative with the result that a calculated heat 
transfer using the total heating surface area gives an 
overestimate of stove performance. 

The greatest source of error in the calculations was 
undoubtedly in the evaluation of the gas temperature 
entering the checkers. A ‘dome temperature’ record 
will not necessarily read the true gas temperature (or, 
for that matter, the true dome temperature). The 
calculation of the gas temperature entering the check- 
ers from consideration of heat transfer to the com- 
bustion chamber is possibly a little better, but the use 
of a suction pyrometer in the stove dome is the only 
satisfactory method of obtaining the true gas tem- 
perature (and one would like to think that this may 
become a standard installation). 

It is not suggested that the whole problem of stove 
design is once and for all settled by the application of 
the Hausen theory. However, it is clear that progress 
can be made by using this method, in a way just not 
conceivable with the rule-of-thumb design systems 
now in common use. At the same time it is encouraging 
to see the number of attacks in progress on the prob- 
lem from different points of view, both theoretical and 
experimental, and it cannot be doubted that these will 
provide an enormous impetus to stove design. 


RELATIONSHIP BETWEEN OPERATING VARIABLES 
FOR THREE- AND FOUR-STOVE SYSTEMS FOR A 
GIVEN STOVE DUTY 

The regenerator theory, previously described, and 
verified over the normal operating range of the stoves 
tested, has been adapted to a computer program and 
the effect of a number of variables on the heating 
surface requirements of three- and four-stove systems 
has been studied assuming the theory to hold over 
more extreme conditions. The variables studied are 
given in Table V. The stove duty of all the systems 
examined has been taken as 100000 n ft*/min at 
1000°C and 30 Ib/in*® gauge, this being considered a 
realistic immediate future blast-furnace requirement 
for new installations. The inlet cold blast temperature 
has been taken as 95°C. 

Figure 10 shows the influence of stack temperature, 
for a given dome temperature, on the total heating 
surface area of three- and four-stove systems. For a 
given checker size, stove dia., and dome temperature, 
the total heating surface area "of the four-stove system 
is slightly less than that of the three-stove system at 
any particular stack temperature. This reduction in 
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4 stove system 
3 7 ” 


stove dia, 
27 ft stove dia, 
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MEAN STACK TEMPERATURE, °C 





TOTAL HEATING SURFACE AREA, ft’x 10" 


Stove duty: 100000 n ft®/min, 1000°C, 30 Ib/in? gauge 
Constant dome temp.: 1 200°C 
3-stove: 1 h blast period, 2 h gas period 
4-stove: staggered parallel operation 2 h blast period, 2 h gas 
Id blast temp.: 95°C 
10 Relationship between mean stack temperature and total 
heating surface area for three- and four-stove systems 


total heating surface area becomes more pronounced at 
higher stack temperatures. The effect of reducing the 
checker size is clearly shown; the reduction in heating 
surface area is accounted for by the increase in the 
convective heat transfer coefficients (although at the 
—— of increased pressure drop). 

creasing the stove diameter for the same checker 
size increases the heating surface area because the 
increase in free checker area, causing a reduction in the 
fluid velocities, results in lower convective heat trans- 
fer coefficients. 

The influence of dome temperature for a constant 
stack temperature on heating surface area is shown 
in Fig.11. A reduction of 23% in heating surface area 
is effected by increasing the dome temperature 100°C 
for the four-stove systems, while the corresponding 
reduction of heating surface area for the three-stove 
systems is 26%. 

Cycle time is plotted against heating surface area 
for a given dome and stack temperature in Fig.12. It 
is seen that there is an optimum cycle time which gives 
@ minimum heating surface area. For the conditions 
considered this optimum is between 45 and 60 min 
for the three-stove system and between 120 and 210 
min for the four-stove system. If shorter periods than 
these are used the heating surface area increases 
rapidly because the changeover time, assumed to be 
10 min/cycle, becomes an important proportion of the 
cycle time. The optimum cycle time is slightly differ- 
ent for the various conditions assumed. Increasing the 
cycle time beyond the optimum value has a much 
smaller influence on four-stove heating surface area 
than for a three-stove system. The difference in shape 
of curve between three- and four-stove systems arises 
as follows. In the four-stove system the increase in 
surface area with increase in cycle time beyond the 
optimum is a result solely of the Hausen A and J7 end 
corrections. In the three-stove system there is also the 
effect of by- air, which increasingly reduces the 
effective as cycle time increases. 

The practical significance of Figs.10-12 is complex, 
and a full discussion is reserved for a later paper. The 
mye weg ad of reducing checker size is limited, perhaps, 

y the danger of blockage, and also by the increased 
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TOTAL HEATING SURFACE AREA, ft2x 10° 


Stove duty: 100000 n ft*/min, 1000°C, 30 Ib/in? gauge 

Mean stack temperature: 200°C 

3-stove: 1 h blast period, 2 h gas period 

4-stove: staggered parallel operation 2 h blast period, 2 h gas 

period 

Cold blast temp.: 95°C 
11 Relationship between dome temperature and total heating 
surface area for three- and four-stove systems 


pressure drop necessitating boosting gas pressures at 
the burner. On the other hand the redesign of gas 
burners is long overdue, and many installations are 
already limited by both burner and combustion 
chamber design. 

Height/diameter ratios are again limited by such 
practical considerations as the danger of refractory 
failure (by thermal stress) if a certain critical value is 
exceeded; here the whole mechanical problem of stove 
refractory design needs re-examination. 

The influence of dome temperature is important, 
and the introduction of improved refractories is 
strongly urged. On the other hand, with the increas- 
ingly lower CV blast-furnace gases now available, 
adiabatic flame temperatures are falling, and higher 
dome temperatures may necessitate upgrading with 
coke-oven gas. 

The need to work at shorter cycle times clearly 
involves good automatic changeover equipment. A 
new stove operating at very short cycle times could 
well differ considerably from existing stoves, particu- 
larly from the point of view of brick thickness. Prob- 
lems of the effect of thermal] cycling, and of the time to 
flush out before changing over, would need examina- 
tion. 

A reduction of changeover time is clearly advan- 
tageous, and the problem is different in three- and 
four-stove systems, since, in the former, changeover 
time comes out of the gas period, and any reduction in 
time would necessitate increasing the gas combustion 
rate within a given combustion chamber. 

Finally, the whole problem of burner and com- 
bustion chamber design has, in this paper, been ignored 
although it is possible to envisage radically new 
designs which will have a marked impact upon stove 
performance. 


COST OPTIMIZATION OF THREE- AND 

FOUR-STOVE SYSTEMS 

The stove designer has a certain latitude in his choice 
of operating conditions when considering a stove 
system to meet a certain duty, but he will be attempt- 
ing to produce a design which has a minimum capital 
and operating cost coupled with sound engineering. 
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Stove duty: 100000 n a 1000° ot 30 Ib/in® gauge 
Dome temperature: 1 200°C 
Mean stack temperature: 200°C 


12 Total heating surface area against total cycle time 


For the purpose of making a comparison of three- 
and four-stove systems on a cost basis, using a range of 
operating conditions, a stove duty of 100000 n ft®/min 
at 1000°C and 30 Ib/in® gauge has again been chosen. 
The stoves previously calculated, using the operating 
conditions given in Table V, have been evaluated in 
terms of capital and operating costs. 

The three-stove system has been assumed to work 
with a 3-h cycle, and the four-stove system in stagger- 
ed parallel on a 4-h cycle. 

The heating surface area, checker height, and stove 
dia. have been calculated and the capital cost of each 
system obtained. The annual operating cost can be 
calculated assuming that the capital and debit interest 
is repaid over a 15-year period, and blast-furnace gas 
is taken as 5d/1000 ft* for a 92 Btu/ft*® gas, which, so 
far as the authors can ascertain, is a reasonable aver- 
age for the UK. The cost of gas is of major importance 
in the calculations which follow, and it is important 
that, in any actual case, a true (and not merely an 
accountant’s) figure shall be used. It is also possible 
that in other countries (e.g. the USA) the value of 
blast-furnace gas may be considerable modified by the 
existence of large supplies of cheap natural gas; pump- 
ing and fan power costs for combustion air are included 
in the annual operating cost. 

A selection of the results obtained is plotted in 
Fig.13 which shows the relationship between capital 
and annual operating cost for three- and four-stove 
systems for various combinations of dome and stack 
temperature. Three points for the three-stove system 
corresponding to 100, 125, and 150 ft? of free checker 
area and three points for the four-stove system for the 
same free flow areas are plotted on each line. These 
free flow areas correspond to stove diameters of 25-5, 
27-5, and 29-0 ft respectively. The least free checker 
area and smallest stove diameter occurs at the bottom 
left-hand of each line. The number marked above each 
point indicates the checker height of the particular 
stove. The temperatures in the figure correspond to 
inlet and stack gases. 
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i if 12 13 4 i 
COMPARATIVE CAPITAL COST 


Stove duty: 100000 n ft*/min, 1000°C, 30 Ib/in* gauge 
Checker: McKee (1 4, in square holes, Ijin wall thickness) 
Cold blast temperature: 95°C 
3-stove: 1 h blast period, 2 h gas period 
4- —— staggered parallel pore! ag 2 h blast period, 2 h gas 
peri 
Relationship between capital cost and annual operating cost 
for three- and four-stove systems 


The curves show the marked influence of stove 
thermal efficiency. Thus stoves on line 3 have a greater 
thermal efficiency than stoves on line 5 and the 
operating costs of the less efficient stoves are corres- 
pondingly higher. Still, considering lines 3 and 5, and 
imposing some arbitrary limitation in checker height 
(say 110 ft) it will be seen that the minimum capital 
cost for a three-stove system of lower efficiency 
(1200/260°C) is 1-06, while a more efficient stove 
(1200/200°C) of the same checker height could be built 
for not less than 1-24 capital cost. However, the corres- 
ponding annual operating costs (which include a pro- 
portion of the capital) would be 2-19 and 2-13 respec- 
tively. The choice between these stoves thus becomes 
a matter for the accountant. Note that the annual 
blast-furnace gas costs (at 5d/1000 ft*) are more than 
half the annual operating costs. If the thermal effici- 
ency is increased still further (line 1) then the checker 
height of the three-stove system becomes too great to 
be considered for practical reasons, and the four-stove 
system assumes corresponding importance. 

Increasing the dome temperature while maintaining 
the same stack temperature for a stove of the same 
diameter (compare points (a) and (5) for three-stove 
system and points (c) and (d) for four-stove system) 
produces both a lower capital and operating ‘cost and 
gives a reduced checker height. This difference in costs 
becomes more pronounced if a higher stack tempera- 
ture is selected. 

For a given dome temperature, stack temperature 
and stove diameter, the three-stove system will always 
give a lower capital and operating cost than the 
corresponding four-stove system (compare points (6) 
and (d) ) but the checker height of the four-stove system 
is considerably less than in the case of the three-stove 


m. 
Progressively decreasing the stove diameter (with 
consequent increase in checker height), for a given 
dome and stack temperature, always uces a lower 
capital and operating cost, for either a three- or 
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four-stove system, but one practical limitation (among 
others) is imposed owing to the increased pressure drop 
caused by the reduction in checker free flow area. The 
curves have therefore been terminated arbitrarily at a 
free checker area of 100 ft?. These remarks lead to con- 
siderations of the possibility of providing gas boosters 
and the use of a pebble packing to replace conven- 
tional checkers. The economic considerations involved 
here are, however, outside our present scope. 


Existing stoves 

The emphasis in the last section has been on new 
installations. It seems most unlikely, however, that 
existing stoves operate nearly at optimum conditions. 
By means of simple tests of the kind discussed it is 
possible to evaluate the parameters of an existing 
installation. Using Hausen’s theory it is then possible 
to compute how the installation should behave under 
other operating conditions. It seems likely that, with 
automatic changeover, shorter cycle times, and 
redesign of burners, perhaps with gas boosting, marked 
improvements in performance may be obtained. The 
results of such calculations will form the subject of a 
later paper. 


SUMMARY AND CONCLUSIONS 


1. The practical tests have demonstrated that the 
use of Hausen’s regenerator theory and Bohm’s equa- 
tion for heat transfer coefficients provides a reliable 
method for the thermal design of hot blast stoves. The 
influence of operating conditions on the stove design 
can be assessed by adapting the theory to a computer 
program. 

2. Cycle times can be optimized, in theory, for both 
three- and four-stove systems, to give a minimum 
heating surface area requirement. 

3. The cost of blast-furnace gas (at average UK 
values) accounts for more than half the annual operat- 
ing cost including depreciation and debit interest so 
that stove thermal efficiency has a marked effect on 
operating costs. 


4. For a given dome temperature, stack tempera-: 


ture, and stove diameter, a three-stove system gives a 
lower combined capital and operating cost than a four- 
stove system. The stove height in the four-stove sys- 
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tem will be considerably less than the stove height in 
the three-stove system. On the other hand a much 
more complex system of mains, valves, and controls is 
required. 

5. For given dome and stack temperatures, a pro- 
gressive decrease of stove diameter, with consequent 
increase in checker height, always produces lower com- 
bined capital and operating costs for either three- or 
four-stove systems. Practical limitations, such as pres- 
sure drop (on the gas side) and refractory strength, 
must then be considered. 

6. Blast-furnace gas pressure is a bottleneck pre- 
venting the introduction of new stove designs which 
would have much lower capital costs than present 
design. The boosting of gas pressures, and the radical 
redesign of burners and combustion chambers must 
now be undertaken. 

7. The application of the Hausen regenerator theory 
is only one aspect of a great deal of work, theoretical 
and experimental, now in process throughout the 
world, and this is bound to lead to radical changes in 
stove design, to meet rapidly changing blast-furnace 
requirements, within the next few years. 
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Blast-furnace refractories 


F. H. Aldred, B.A., F.iInst.P., and N. W. Hinchliffe, B.Sc. 


INTRODUCTION 


THE EVOLUTION of the blast-furnace to its present 
state of efficiency has extended over many years, and 
there is no evidence that the peak of efficiency has yet 
been reached. 

Perhaps the most obvious development has been the 
trend to larger furnaces, illustrated by the fact that in 
1933 there were 332 blast-furnaces installed in this 
country producing on average 1110 tons of iron per 
furnace per week while in 1942 the number of blast- 
furnaces in blast had been reduced to 157 but weekly 
output had been raised to over 1500 tons.’ Even these 
figures seem small compared with present-day outputs 
of 8000-10000 tons/wk from severa] furnaces. Blast 
volumes and temperatures have been raised and the 
increasing use of sinter or prepared burdens has also 
played its part in increasing the rate of production of 
iron for a given size of furnace. 

Needless to say these advances have thrown 
increasing strain on the materials of construction of 
the furnace, including the refractories with which it is 
lined. During the last 30 years or so there has been 
close co-operation between ironmakers and the 
refractories industry aimed to provide refractories to 
meet the changing conditions introduced by new iron- 
making techniques. This co-operation is exemplified 
by what is now known as the Blast-Furnace Refrac- 
tories Joint Committee of the British Iron and Steel 
Research Association and the British Ceramic 
Research Association. This Committee can trace its 
lineage back at least to 1930. 

The joint efforts of ironmakers and brickmakers to 
improve the life of the blast-furnace lining have 
resulted in improvements in refractories and parallel 
improvements in furnace design, such as the more 
extensive use of cooling. It is the purpose of the pres- 
ent paper to review recent developments in refrac- 
tories for the blast-furnace proper and these will be 
considered separately in relation to the different parts 
of the furnace for which they have been specially 
introduced. An attempt will also be made to identify 
those problems which require further attention before 
maximum economic advantage can be obtained from 
improved practice and blast-furnaces can consistently 
give high outputs at high rates of production using 
increasingly inferior ores. 
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SYNOPSIS 

The paper outlines the progress made in the selective 
application of refractories for lining various parts of the 
blast-furnace to meet the more severe conditions develop- 
ing with faster furnace operation and the increasing use 
of sinter. 

The development of improved grade stack refractories 
to meet a ‘manufacturers’ aim’ evolved by the BISRA| 
BCRA Blast-Furnace Refractories Committee is out- 
lined and the results so far obtained in service are 
discussed. 

A description of the spiral bricksetting of stack refrac- 
tories to give faster relines and eliminate cutting of the 
very hard improved grade stack refractories is included 
together with some thoughts on future trends in blast- 
furnace linings. 2019 





HEARTH AND BOSH WALLS 

Before the second world war, the majority of furn- 
aces had fireclay linings throughout, and in general, 
the limiting factor in the life of the lining was con- 
sidered to be the hearth and bosh walls. Breakouts 
were experienced which frequently resulted in furnaces 
having to be taken out of service while the remainder 
of the refractories were still in good condition. It was 
natural therefore that much development effort was 
concentrated on the provision of improved refractories 
for these parts of the furnace. 

The steps which led to the introduction of carbon 
refractories and their success in the hearth and bosh 
walls are now well-known.* Plants which had had bad 
breakout records were freed from these troubles and 
the examination of linings after service showed the 
carbon refractories to be still in reasonable condition. 
Much of the success of carbon must be attributed to 
its high thermal conductivity, permitting more 
effective cooling and lower surface temperatures on the 
refractories, but it also shows much greater volume 
stability at high temperatures than many firebricks 
and is relatively non-wetted by iron and slag. Typical 
properties are shown in Table I. In particular it will be 
noted that the thermal conductivity is almost three 
times that of firebrick. 


TAPHOLE REFRACTORIES 

Although carbon has proved generally successful in the 
hearth walls, and is almost universally used, opinions 
differ on its use in the immediate vicinity of the tap- 
hole. When carbon is chosen for the refractory in this 
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TABLE | capa nasitt pe anan at mame au iess 








35%Al,0, 
Carbon Firebrick 

Reheat shrinkage (2 h at 1500°C), % 0-42 2-4 
Thermal conductivity at 1000°C, 

Btu/h ft* in °F 27-5 9 
Porosity, % 18 21 
Bulk density, Ib/ft® 95 126 
Abradability index (Morgan- 

Marshall test) 180 270 





position there is a severe risk of oxidation, either due 
to ingress of air or more possibly as a result of the 
oxidizing action of the moisture in conventional 
taphole clays. 

There are two possible answers to this problem: 
firstly, to retain the carbon around the taphole and to 
use a non-aqueous taphole filler, or secondly, to use a 
taphole surround in a refractory which is resistant not 
only to iron and slag but also to oxidation. Both these 
methods have been tried with some measure of 
success although there is as yet little sign of wide- 
spread adoption of any particular procedure. 

Many experiments have been carried out on the use 
of tar-bonded taphole fillings, and although there have 
been claims of success, other operators have frequently 
been unable to reproduce the results. There is undoubt- 
edly some resistance to the use of these materials, 
probably associated with the fumes which can be 
created in certain circumstances, but it also appears 
that more powerful guns and drills than are commonly 
available are required to handle this type of material 
satisfactorily; so that it would be wise to await 
further developments before passing judgment. 

The second method has been tried with some degree 
of success using high alumina bricks. However, the 
conventional refractory bricks usually erode to a con- 
siderable degree during a campaign, so that with 
potentially higher furnace output a better material is 
required and it may be that a fusion cast refractory of 
extremely low permeability and good resistance to 
attack by iron and slags will provide a solution. 


FURNACE BOTTOMS 


It was natural that when carbon was introduced into 
the hearth walls, it should also be tried in the bottom. 
The results here were much less definite. 

Examination of blown-out furnaces invariably 
showed an almost complete disappearance of the 
carbon bottom and a substantial bear reaching well 
down into the firebrick sub-hearth. Undoubtedly the 
use of carbon against the shell in the furnace bottom 
has prevented breakouts but any other - dvantage of a 
carbon bottom compared with firebrick is less posi- 
tively defined. 

Where carbon bottoms are used there are still 
divided opinions as to the advantages of large blocks 
compared with smaller, interlocking, pieces. The 
British Iron and Steel Research Association organized 
a conference on carbon hearths in 1946* at which the 
relative merits of the two constructions were discussed 
inconclusively. The position is still exactly the same 
some 15 years later. 

The major difference between the use of carbon in 
the bosh and hearth walls and in the bottom appears 
to lie in the effect of cooling and in the temperature 
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gradients involved. In the walls the high thermal con- 
ductivity of carbon permits effective cooling and the 
carbon surface temperature is such that a thin layer of 
slag and iron is retained on the surface protecting it 
from further attack and erosion. The surface tempera- 
ture in a normal carbon bottom is much higher owing 
to the absence of cooling, and in this case the high 
thermal conductivity is a disadvantage, leading to a 
relatively shallow temperature gradient which per- 
mits deep penetration and solution by molten iron. 

Theoretical consideration was given to this problem 
by Voice in 1952.4 He proposed that for an 18-ft dia. 
hearth furnace a carbon bottom of about 6 ft thickness 
with air cooling immediately below should be em- 
ployed. Similar ideas were being taken up in Austria, 
Sweden, and the USSR, where under-hearth cooling 
was being tried with hearths constructed of a carbon 
pad laid on firebrick. 

Voice’s ideas were incorporated in one furnace in 
1957.5 This furnace was blown in during 1958 and 
after a few months operation the same ironworks was 
sufficiently encouraged to modify another furnace 
using an improved air cooling system. Examination of 
these hearths when the furnaces are blown out should 
provide valuable data for future designs of furnace 
bottoms. In the meantime, many types of bottom, 
both carbon and firebrick, are in use. 

One of the problems associated with carbon refrac- 
tories is that of oxidation during blowing in. The usual 
practice of protecting the carbon with a 4}in or 9in 
layer of low-duty firebrick has generally been effect- 
ive but troubles have arisen owing to the lining bricks 
breaking away and blocking slag and iron notches. 
Recent experiments using a thin layer of a refractory 
castable, gunned over the carbon, have proved success- 
ful in two furnaces which have been taken into service 
using this practice. In one case a layer of 1-1}in of 
refractory gunning material was applied to a new 
carbon construction and in the second case a similar 
layer was applied to carbon being used for a second 
campaign. The advantage of this technique for pro- 
tecting an uneven surface was very apparent in the 
latter case. Both furnaces were blown in without 
difficulties and slagging and tapping operations 
proceeded smoothly. 


STACK REFRACTORIES 


The factors affecting refractory performance in the 
stack of the blast-furnace have been the subject of 
extensive investigation and conjecture for a good many 
years. Both mechanical and chemical attack occur and 
as the latter usually involves at least one reactant in 
vapour form, investigation of the problem is very 
difficult. 

Stack refractories have gradually developed from 
large blocks of 30-35°,Al,0, materials to the present 
when the majority of furnaces employ 9in and 13}in 
brick sizes in 42-44% Al,0, grades based on Scottish 
fireclays and having properties approximating to those 
shown in Table IT. The reduction in size has permitted 
the refractories to be fired more satisfactorily and 
manufactured to better dimensional standards. 

Stacks lined with this type of refractory give good 
service in many cases, producing generally around 1 
million tons of iron between relines. The wear on the 
stack refractories during a campaign usually follows a 
set pattern, showing heavy wear in the top third, less 
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TABLE I! Properties of 42%Al,0, stack refractory 





Os, % 43 
S04, % 51 
Fess, % 2-6 
Tidy, % 1-3 
Bulk density, g/c® 2-10 
A t porosity, % 19-5 

i » 2h, 1410°C ~—— Leas than 0-5% 
Abradability i (Morgan- 
Marshall apparatus) Outside of brick 130 
Inside of brick 200 





wear in the middle section and severe erosion in the low- 
er third. The blown-out lines of a typical furnace are 
shown in Fig.1. Scaffolds, the formation of which was 
carefully investigated by Rigby,® often affect the 
furnace lines but their main effect appears to be on 
furnace blowing and output rather than on breaking up 
the refractories. Blown-out furnaces usually show the 
refractories to have been attacked by carbon mon- 
oxide, alkalis, and mechanical abrasion. Frequently 
substantial quantities of zinc compounds are present 
but there is doubt about the effect of these on the 
refractories. 

In recent years it has, however, become apparent 
that this type of stack lining is not adequate for satis- 
factory operation of large furnaces, driven hard, on 
low-grade ores or sinter burdens. In these cases the 
introduction of carbon walls for the lower parts of the 
furnace has left the stack as the limiting factor in the 
length of campaign. 

To meet this situation, and following observations 
of blown-out furnaces over many years, the Blast- 
Furnace Refractories Joint Committee introduced a 
‘manufacturers’ aim’ which set out the principal 
properties considered necessary for an improved blast- 
furnace stack refractory. These aims were circulated 
to brickmakers and were described by H. M. Richard- 
son to the Blast-Furnace Conference in 1957. The first 
lining of this type was installed in the same year. 
Four properties were considered to overshadow all 
others: 

(i) true porosity less than 15%, 
(ii) resistance to carbon monoxide attack to be 
complete on a 200 h test* 

(iii) reheat shri held for 2 h at 1410°C to be nil 

(iv) abradability index less than 100 on the Morgan- 

Marshall apparatust 


These aims represent a very considerable advance, and 
by using such refractories the ironmakers hoped to be 
able greatly to improve stack life even under the most 
arduous operating conditions. 

The manufacturers’ aim gave no indication of the 
chemical requirements, these being considered to be of 
lesser importance if the other properties were achieved. 
One chemical requirement is, however, implied by the 
specification of resistance to carbon monoxide dis- 
integration since Hugill et al.’ established that this 
effect is catalysed by iron spots in the brick. While 
several authorities claim that high temperature kilning 
renders the iron inert to the effects of carbon monox- 
ide, reports have been made of carbon monoxide 
attack on stacks lined with bricks which have passed 
the recognized 200 h laboratory test. Very low iron 
content in the refractory is obviously desirable even if 





* BS.1902, 1952. 
+ Trans. Brit. Ceram. Soc., 64, no.4, 1955. 
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high kilning temperatures are employed during 
manufacture. 

Much work has been carried out to devise a labora- 
tory test which will remove some of the anomalies 
found in the present test for carbon monoxide disinte- 
gration, and which will enable an assessment to be 
made of the effects of zinc and alkalis. So far the only 
reliable test known is in the blast-furnace itself. 

The manufacture of a brick to a true porosity less 
than 15%, equivalent in most cases to an apparent 
porosity of 6-7%, while maintaining close dimen- 
sional tolerances, demands very close control of the 
manufacturing process. It is possible to achieve this, 
and lower porosities, by hard firing of certain clays, but 
very high firing shrinkages occur, leading to distortion 
and erratic dimensions. To produce a brick of the 
quality desired for the most advanced stack refrac- 
tories, low-porosity, hard fired clay briquettes, or 
alternatively naturally occurring high-temperature 
stable minerals of low porosity, are taken, crushed, 
graded, and rebonded. In this way a minimum of 
shrinkage occurs on firing and dimensional accuracy is 
maintained. It will readily be appreciated that this 
process is much more e ive than the normal 
process for manufacture of fireclay refractories. The 
approximate relative costs of linings for a typical 
furnace are as follows: 


‘Conventional firebrick’ £12500 

Special dense stack refractory £50000 
Since the actual cost of relining such a furnace is in the 
region of £140000 the extra brick cost is quickly 
justified by greater iron production per lining, quite 
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apart from the advantages to be gained by greater 
furnace availability. In the case of a really large 
furnace the increase in total cost may only be 20%. 

During the development of these improved stack 
refractories many slag tests were carried out on a wide 
variety of samples and several of these are shown in 
Fig.2. 

Each of these samples was heated to 1300°C in a 
gas-fired furnace containing graphite to produce a 
carbonaceous atmosphere. 


Samples A, B, C, D, E, and K were heated for 6 h 
and contained 60 g of slag which consisted of a 
mixture of 98°, home ore sinter-+-2°,,K,CO,. 
Samples F, G, H, and I were tested using a charge of 

5 g fusion mixture (60° K,CO, 40°%Na,CO,), 0-25 g 

ZnO, and 0-25 g FeCl,. 

It is interesting to note in the sinter test that the china 
clay refractories show a slight erosion and penetration 
down the large pore cavities while the higher alumina 
samples, although showing extensive penetration, show 
a rather smaller amount of erosion. The fusion mixture 
caused most of the high alumina samples to split 
while the china clay sample was unaffected. These tests 
are obviously very remote from service conditions in a 
stack but they have been reproduced in mobile slag 
tests. 

Abradability indices of less than 60 have been 
obtained with super-duty blast-furnace refractories. 

Published properties of improved refractories which 
are now in service in stack linings are shown in 
Table III. It will be seen that the first two meet the 
manufacturers’ aim while the third is near to it. 
Grade I is an all china clay refractory and grade III 
is an all sillimanite refractory. 

In order to obtain the optimum service from these 
super-duty low-porosity refractories it is essential that 
the lining is bricked as tightly as possible with the 
thinnest possible joints. The mortar used should 
produce a hard joint which is not affected by the 
operating conditions in the stack. Some difficulty has 
been experienced in cutting these abrasion-resistant 


100% china clay brick 
having 12-5% true porosity 
’ 100% china clay brick 
having 11% true porosity 
100% sillimanite refractory 
(61%Al,0 5) having 16-5% 
true porosity 
Fused alumina refractory 
(over 98%Al,0,) having 
25% true porosity 
Sillimanite refractory 
(65%Al,0,) having 26% 
true porosity 
100%, mullite refractory 
(75%Al,O, based on fused 
mullite) having 26% true 
porosity 


Laboratory slag tests for 
super-duty stack refractories 
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TABLE Ili Properties of improved stack linings 


Manufac- 
turers’ aim Grade I 





Grade II Grade III 





True porosity, % 15 ll 10-12-5 15-5—16-5 
Reheat shrinkage 

(2 h, 1410°C) Nil Nil Nil Nil 
Resistance to CO Complete Complete Complete Complete 
Abradability index 40-57 40-70 


Less than 45 
100 


Al Oy % 0 43-1 39-5—40-5 
sid 53-8 55 


Feby,? b vs 0-7 1-8 
o tee 


0-1 0-8 
Note: All data taken from manufacturers’ catalogues 


60-61 
Balance 
0-3-0-6 
1-0-1-8 





bricks, and to avoid this a series of closure bricks has 
been introduced for completing each ring. 

An alternative system of bricking using a spiral 
pattern which eliminates closures is illustrated in 
Fig.3. In this instance a two-start spiral was started in 
the carbon and continued up to the throat armouring. 
The stack lining was 22}in thick, consisting of one ring 
of 9in bricks and one ring of 13}in bricks. Four brick- 
layers worked together bricking continuously, and 
changeover from ring to ring caused no difficulty. The 
coolers were set in a refractory concrete, bricking as 
close to the cooler as possible, then filling the space 
with the concrete. 

The throat armouring in this furnace was also held 
in place by the same refractory concrete. 

Obviously where space is available a spiral with a 
greater number of starts or a deeper ramp can be used 
permitting more bricklayers to work together. A 
modification of this technique where the start of the 
spiral is incorporated in the dense brick itself is shown 
in Fig.4. Since the brick is more difficult to cut than 
the carbon the spiral should be started in the latter 
if possible. 

As far as is known to the authors ten furnaces 
incorporating one or other of the stack refractories 


‘listed in Table III are in operation, two have been 


blown out (not because of failure of the dense brick), 
and a number of others are under construction. The 
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3 Spiral brick setting showing the start of the spiral in the 
carbon refractories 


two stacks which have been examined to date incor- 
porate grade I in Table III, the china clay brick, and 
in both cases the results are impressive. 

In the first case the furnace had made over 920000 
tons of iron from a fully sintered home-ore charge 
containing about 36°, iron before being taken off 
because of failure of ancillary equipment. This output 
was some 50°%, greater than had been achieved with a 
conventional 42%,Al,O, stack refractory which had in 
the past been the limiting factor in the length of a 
campaign. 

In this particular case an unusual opportunity 
oceurred to inspect the lining when the furnace was 
shut down because of a recession in trade after making 
270000 tons of iron in about one year. The lining was 
cut back to some extent above the bosh tuyeres, but 
above this level and between the tuyeres was perfect. 

When finally blown out the upper two-thirds of the 
stack were almost as new showing no signs of abrasion 
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4 Construction of 6in ramp for spiral bricking of blast-furnace 
stack 
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§ Diagram of flaked zones in 
blast-furnace stack 
refractories 


or carbon monoxide attack. The bottom third showed 
flaking of the refractory midway through its thickness 
with sound brickwork in front and behind. 

A second furnace operating under similar conditions 
and lined in a similar manner has produced over 1} m. 
tons of iron and the lining appears to be still in very 
good condition. 

The flaking observed in the blown-out furnace was 
most unusual and had not previously been recorded. 
The region involved is indicated in Fig.5 and it is im- 
mediately apparent that it may be associated with the 
isothermal surfaces in the lining. The actual form of 
flaking is indicated in Table IV at a point 8—10 ft above 
the lintel. 

The flakes themselves were still very strong and the 
almost complete absence of carbon deposition indi- 
cated that failure was not due to carbon monoxide 
disintegration. 

X-ray examination of the flaked zone showed the 


TABLE IV Diagrammatic section through a super-duty stack 
lining 8-10in above lintel, after service 





A B C D 
Shell About About About About Hot face 
9in 4in 12in 3in 


Region A consisted of solid brick mainly white in colour 

Region B consisted of flakes up to fin thick, with fractures 
to the hot face. Most of these were coated with grey and 
green deposits. Some flakes were also impregnated with 
green material. The matrix generally was black in colour. 

Region C consisted of large flakes 1—4in thick, stained black 

Region D consisted of solid brick, and shows a white grog in a dark- 
coloured matrix. 
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6 Part of an upper stack lined with a china clay refractory after 
making 600000 tons of tron 


presence of considerable proportions of zincite ZnO, 
sphalerite ZnS, and anglesite PbSO,, but no potassium 
alumina silicates, such as kalsilite, kaliophyllite, and 
leucite were detected. It must be presumed that the 
4%K.0 present was in the glass matrix of the refrac- 
tory. The distribution is shown in Table V from which 
it will be seen that the concentration of potash 
decreases from the working face outwards, while the 
zinc is largely concentrated in one region, being mainly 
present in some of the cracks between the flakes. Some 
of the cracks were, however, completely clean and free 
from deposition of any kind. After careful considera- 
tion it was concluded that the flaking was not due to 
deposition of, or attack by, any of the ‘foreign’ 
elements present. 

By fortunate coincidence a second example of this 
flaking was reported recently in a furnace lined with a 
firebrick of the type shown in Table II. The distribu- 
tion of the flakes was similar to that in the case noted 
above but all the cracks were quite clean and were not 
visible until the bricks were removed from the furnace, 
when they fell apart. In this furnace no zine deposits 
were found in the brickwork. 

As a hypothesis which appears to fit the presently 
known facts it is suggested that this flaking is due to 
thermal stress on blowing out the furnace, the cracks 
in which zine compounds were deposited having been 
formed on the intermediate shut-down of this furnace. 
It is postulated that this effect has not previously been 
seen because the brickwork in the area concerned is 
usually badly disintegrated or even completely lost. 

The second furnace examined operated on imported 
ores and some 60%, of the iron bearing burden was 
sinter. The furnace stack was bricked with a 42%, 
alumina refractory of the type shown in Table II in 
the lower two-thirds and the super-duty china clay 
brick (grade I Table III) in the remainder. 

After making some 600000 tons of iron the furnace 
was taken out of service for repair. The opportunity 
was taken to examine the stack refractories and it was 
found that the china clay brick was virtually un- 
marked and standing well proud of the normal grade 
brick (Fig.6). Furthermore, the latter brick was friable 
and severely laminated while the china clay brick was 
extremely strong. Laboratory examination showed 
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TABLE V Analysis on samples of used dense stack refrac- 
tory 








Loss on Fet+ Fet++ 

ignition, Na,O, K,0, as as Zn, Pb, 
Sample % % % FeO Fe,0, % % 
A 0-035 <@1 IL-7 0-13 10 Nil 
B 0-35 <@1 1-5 0-18 0-65 11-3 0-1 
Cc 0-22 <0-1 2-6 0-55 0-1 0-22 0-83 
D 0-12 <@-1 3-7 0-35 0-4 0-07 
New brick 0-05 <O-1 1-5 0-06 0-9 





the presence of kalsilite in both bricks and some signs 
of the effects of carbon monoxide in the 42°%Al,0, 
grade, although this was not considered to be the 
cause of lamination. In its previous campaign before 
installing the super-duty brick, after making about the 
same tonnage of iron the top of the stack was severely 
cut back. 

Other furnaces using super-duty stack refractories 
are in service and as far as can be ascertained while the 
units are in operation the linings are showing very 
low rates of wear. 


MONOLITHIC MATERIALS 


Recently there have been reports of repairs to blast- 
furnace linings using refractory monoliths applied by 
cement gun. Some work of this nature has been carried 
out in this country with a considerable amount of 
success. 

In 1956 some 30-40 tons of a refractory guncrete 
were applied in one furnace in the zone just below the 
throat armouring and over a wide area just above the 
lintel. This furnace continued in service for some 18 
months producing about 500000 tons more iron. 
Another furnace had extensive repairs to the throat 
area carried out at the end of 1959 with satisfactory 
results. 

Several furnaces have been repaired along similar 
lines with some degree of success. There will almost 
certainly be developments in the use of monolithic 
materials for repairing damaged brickwork but it is 
unlikely that a monolithic refractory can be produced 
that will have the same economic potential as the im- 
proved grades of stack brick. 


FUTURE DEVELOPMENTS 
It is unlikely that the blast-furnace will be superseded 
as the predominant means of ironmaking at least as 
long as the present rate of improvement in efficiency of 
operation is maintained. The blast-furnace operator 
will therefore continually be looking at the weakest 
link in his equipment in order to increase furnace 
output between major shut-downs. From the results 
obtained to date with the improved stack refractories 
it would appear that this particular section will no 
longer be the limiting factor in the length of a cam- 
paign. Hearth walls, nowadays, so rarely give trouble 
that the ultimate life of the refractories in this zone is 
not normally achieved and there is still scope for 
longer campaigns with the existing refractories. Furn- 
ace bottoms are not normally a problem although un- 
doubtedly improved refractories or a widespread adop- 
tion of under-hearth cooling should ensure adequate 
service for many years to come. 

Refractory materials in the bosh would appear to 
be potentially the weakest link in the furnace lining 
but on campaigns where high slag volumes are being 
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handled with liberal and efficient water cooling, carbon 
seems to operate perfectly satisfactorily. Some 
troubles are being experienced in furnaces operating 
with rich ore burdens but it is too early to decide 
whether this is a result of inadequate cooling or in- 
sufficient fluid slag to freeze on the surface of the 
carbon. High alumina refractories having low porosi- 
ties may be the answer in rich ore practices but the 
majority of operators still consider carbon to be the 
most suitable refractory. Some further thought should 
be given to the means of cooling the bosh refractories 
and, in fact, to the whole bosh construction. The 
normal thermal expansion of the refractory will tend 
to take the bosh brickwork away from the metal 
casing leaving an air gap between the carbon and the 
casing, thus reducing the effectiveness of external 
cooling. Pressure grouting of a carbon- or even metal- 
containing monolith between the shell and the lining 
at periods during the campaign is one possible means 
for ensuring good refractory cooling. 

It seems probable therefore that the trend in blast- 
furnace refractories for the immediate future will be 
towards an extension of the use of the more pro- 
gressive techniques discussed. As economic pressures 
and changes in raw materials lead to further demands 
on the blast-furnace the use of specialized refractories 
designed to meet the conditions in specific parts of the 
furnace will almost certainly increase. It is possible 
that the more advanced furnaces will have different 
materials in the bottom, hearth walls, bosh walls, and 
the bottom, middle, and top of the stack, with the 
addition of further grades at the taphole and other 








Obituary: Sir Ellis Hunter, G.B.E. 


Sir Ellis Hunter, ¢.8.£., chairman of Dorman Long and Co, Ltd, died at his home in 
Yorkshire on 21 September. He was 69. Born at Great Ayton, Yorkshire, Ellis Hunter went to 
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highly specialized positions in the furnace. Once the 
ironmaker has accepted that it is worth while to pay a 
high price for refractories if they enable him to obtain 
high outputs and rates of production from his furn- 
aces, and so long as there is a continuation of the co- 
operation which has existed between ironmaker and 
brickmaker for the last few decades, there should be 
no danger of refractories falling seriously short of the 
demands upon them. 
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school in Middlesbrough, where he later entered an accountant’s office. He qualified as an 
accountant in 1913, becoming F.c.a. in 1927. During the 1914-18 war he was with the 
Ministry of Munitions in a department concerned with iron- and steelworks extensions and 
profit control. His association with Dorman Long began in the 1930’s when he took a major 
part in restoring the company after it had suffered severely during the trade depression. 





He became deputy chairman in 1938 and was later appointed managing director. 


During the 1939-45 war Sir Ellis Hunter became closely associated with the British Iron and 
Steel Federation, and he was elected president in 1945. In his eight years of office, in close 
co-operation with the independent chairman of the Federation, Sir Andrew Duncan, he acted 
for the steel industry in one of its most critical periods, first producing a post-war development 
plan of great foresight, and later negotiating with the government, on behalf of the industry, 
throughout the period of nationalization. Although this work kept him frequently in London, 
he continued his close contact with Dorman Long in Middlesbrough, where the monthly 
directors’ meetings were always held. While maintaining strong personal control of the 
company, Sir Ellis Hunter encouraged younger men in key management positions, and in 
1944 he began a scheme of appointing special directors to the board. In March 1961 he 
resigned from all executive appointments in the Dorman Long group. 





Empire in 1961. 


He was knighted in 1948 and advanced to Knight Grand Cross of the Order of the British 
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Stove design and performance 


E. W. Voice 


INTRODUCTION 


IF BLAST TEMPERATURES of 3000°C were possible, and 
the blast-furnace would ‘take’ them, then fuel 
requirements for ironmaking would approach the 
theoretical minimum because all the top gas could be 
used in the stoves. While this target is nowhere in sight 
some operators already use 1000°C and contemplate 
1200°C. Many more operators would like to raise 
present-day temperatures from, say, 700° to 900° or 
950°C, a modest increase in duty of 20 or 30%. 
Two main questions therefore arise: 


(i) how best to modify an existing installation to 
increase its duty 

(ii) how best to design the stoves in a new installa- 
tion. 


Neither question can be answered without a full under- 
standing of all the problems and of the operation of 
stoves. Fortunately many people are now working on 
this subject, and it is to be hoped that real progress 
will soon be made towards this objective. Meanwhile 
this paper discusses some of the problems and bottle- 
necks in both the theory and operation of stoves. 


HEAT BALANCES 


A study of the overall heat balance of a stove system is 
useful because while it highlights much of importance 
it is immediately apparent that it does not tell the 
whole story. For example, the surface area of the 
checkers does not enter the heat balance equations and 
yet this must have an important effect on operation. 

The blast-furnace requires the stoves to heat a given 
volume of air from the temperature of the cold blast 
to that of the hot blast. This ‘duty’ demands an 
amount of heat/min equal to the volume of air/min 
multiplied by the temperature rise and by the specific 
heat of air. This may be calculated precisely. 

The gas burners must supply this energy plus the 
heat losses in the flue gas and any heat losses from the 
shell. Experience shows that the thermal efficiency of 
the stoves is usually in the range 75-90°,, so there is 
little doubt about how much gas of a given calorific 
value must be fully burned to satisfy the required 
duty. 

Depending on the number of stoves simultaneously 
on gas, the stove cycle time and the time for changing 
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SYNOPSIS 

Heat balances between the hot blast requirement, the gas 
burned and the heat transferred per stove cycle are dis- 
cussed. Heat transfer from combustion products to the 
brick and from brick to air depend upon temperature 
differences of gas and solid, heat capacity and conduc- 
tivity of brick, gas velocities, shape factors, etc., and is 
extremely complex. Suggestions are made for different 
checkers which should prove better for modern and future 
requirements. 

Gas burner ratings, air/gas ratios, etc., are discussed, 
and the need for greater intensity of combustion is 
stressed. 

Stove performance today is mainly predicted from 
previous practice; a great deal of fundamental study 
plus refined mathematical techniques would be necessary 
to enable stoves to be designed from first principles. 

Better refractories, different checker shapes, bigger 
burners and air fans, shorter cycles or different stove 
arrangements, together perhaps with higher pressure 
drops, can undoubtedly raise the performance of stoves 
considerably without the need of larger stoves. 2021 





the valves, etc., the necessary burner rating, i.e. 
ft? gas/min, can be calculated. 
When on blast a stove will give up some of its heat 
and it must do this at the rate the blast-furnace 
requires. In so doing the average temperature of its 
brickwork will drop and this will depend on the num- 
ber of stoves, the effective weight of the checkers, the 
stove cycle time, and the specific heat of the refrac- 
tory. The numerical relationship of these quantities is 
shown in equation (1): 
VxT°C GRxCVx‘e NXEMxSxATp°Cxn 
_ 33 

or 

VxT°F GRxCVx‘e’ NXEMxXSxATp’F xn 
7 Seas 60 

Hot 

blast 

duty in 

Btu/ 

min 
where V=blast volume in ft*/min; 7'=:temperature 
difference between blast and cold main; ( R=average 
amount of gas burnt in ft*/min; specific heat of air 
taken as 0-02 Btu/°F/ft®; CV =calorific value of gas in 
Btu/ft*; ‘e’ overall percentage thermal efficiency of 
stoves; N=number of stoves; EM effective mass of 
brickwork in Ib/stove; S=specific heat of brick 
(typically 0-25 Btu/lb/°F); 47',—average temperature 
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difference of the effective brickwork between the end 
of the heating period and the end of the cooling 
period; n=number of cycles per stove per hour (cycle 
time includes on gas, on blast, bottled, and changeover 
times). 

These formulae are useful in that any one quantity 
can be calculated if all the others are known and they 
show the dependence of the number of stoves, weight 
of checkers, stove cycle time, and 47’, on each other. 
They show, for a given value of 47'y, that, for 
example, doubling the frequency of stove changing 
means that the weight of checkers can be halved. 
They do not, however, tell a designer what value he 
should assume for 47’, or what checker design will, 
in fact, be suitable for any particular selection of these 
four variables. 


HEAT TRANSFER 


Heat is transferred from the combustion products to 
the brick and from the brick to the blast-furnace air, 
and these transfers occur at the brick/fluid surfaces. 
The amount of heat transferred per square foot of 
surface depends on the velocity of the gases, the shape 
and roughness of the surface, the temperature differ- 
ence between brick surface and gases, the thermal 
conductivity of the brick, etc., and is altogether 
extremely complex. Depending on the stove arrange- 
ment, the rate may be greater or less when on gas 
than when on blast. With the normal arrangement 
of three stoves the rate of heat transfer is greater on 
blast and thus many designers pay more attention to 
this. An important point is that an overall rate of heat 
transfer is easily calculated and it is independent of 
complications such as cycle time, etc. 

If Q=blast-furnace duty in Btu/min and A is the 
surface area per stove, then for normal operation of 
one stove on blast the overall rate of heat transfer on 
blast 8B=Q/A Btu/ft?/min. 

It is important to stress that this 8 is an overall rate 
and it would be wrong to assume that f is constant at 
every stove level or at all times. 

From experience with modern stoves on blast, it is 
found that § is usually between 8 and 12; 8 represent- 
ing a stove system which could be worked harder and 
12, or even 14, representing a stove system doing 
reasonably well today. Because of this experience f is 
often taken as equal to 10 Btu/ft?/min for design 
purposes. Also most mathematical treatments of stove 
operation predict reasonably realistic performance 
(they would have been abandoned or modified if they 
did not) and so these too predict that 8 is around 
10 Btu/ft?/min. 

If, therefore, 8 can be accepted at this value then 
stove design is simple. Knowing the duty Btu/min 
required for the blast, it is divided by B=8 or 10 Btu/ 
ft?/min to give the surface area required per stove. 
Knowing the weight of checker per ft® of surface area 
to be typically 9-10 Ib/ft?, the weight of checker per 
stove in lb equals about the Btu/min required by the 
hot blast. As blast-furnaces become larger and tem- 
peratures become higher, then on this basis stoves 
become proportionally larger, and more expensive. 
With this overall heat transfer rate of 1 Btu/min/Ib of 
stove brick and a specific heat of 0-25, 47,=4°F 
multiplied by the time in minutes the stove is on blast. 
For 30 min on blast 47',=120°F, or for 1 h on blast 
AT ,=240°F. The main point of this paper is to ques- 
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tion the apparent inevitability of this state of affairs. 
Certainly modern checkers as normally used in stoves 
operate with these values of 8, and stoves designed on 
this basis operate to specification, but acceptance of 
these criteria would mean no improvemepts in 
checker design or stove operation. 

What influences the value of 8? It is controlled 

mainly by: 

(i) the gas velocity in the checker flues 

(ii) the shape and size factor of the checker flues, 
i.e., the hydraulic diameter, surface roughness, 
etc. 

(iii) the temperature difference between fluid and 
brick surface and this presumably varies with 
position and time 

(iv) thermal conductivity and dimensions of brick- 
work to make available at the surface the heat 
stored within the depth of the brick 

(v) the duty performed for the blast-furnace and 
the checker design in that =Q/A. 


A value of 8= 10 is thus a useful criterion for assessing 
the performance of different stoves, each with today’s 
checkers. If, for example, an operator wants to re- 
arrange his stove operation and calculations demand 
that some run at 8=20 or 30 Btu/ft*/min, then he can 
expect trouble. Markedly higher values can only be 
obtained with present checkers by decreasing blast 
temperatures or raising dome or stack temperatures to 
unacceptable levels. With replacement checkers there 
are three main approaches to increasing duty: 


(i) raise 8 by small flues and high velocities 
(ii) increase surface area of checkers per cubic foot 
of stove 
(iii) raise dome temperature by using better quality 
refractory. 
It is believed that, for adequate improvement in per- 
formance, changes in all three are desirable. 
Summarizing, therefore, while B=10 is relevant to 
today’s checkers, this particular value is meaningless 
and of no consequence if the checker is of markedly 
different design. 


STOVE ARRANGEMENTS 
There are three main methods of running stoves. 


(1) One on gas, one on air, two-stove system. 
With trouble on any stove the furnace suffers 
quickly. 

(2) Two on gas, one on air, three-stove system. 
The rate of burning gas per stove is halved, so 
that burners can be smaller and in the event of 
trouble the system can revert to a two-stove 
system. Because there is then only one stove on 
gas instead of two, the duty has normally to be 
reduced. 

(3) Two on gas, two on air in staggered parallel 
four-stove system. This interesting system was 
recently reconsidered by the Americans. There 
are still two on gas so the burner ratings are the 
same as for (2). If a stove is in trouble, then 
normal three-stove operation can be used to 
maintain the normal furnace duty, provided the 
cycle time is shortened. 


In (1) and (2) cold air additions are made to the hot 
blast to dilute the hot air and so obtain air at a con- 
stant temperature at the furnace. In system (3) stoves 
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TABLE | Different stove arrangemenis to give same duty 











Relative 
wt of total 
Relative stove No. of 
Time stove checker stove 
‘No. of On On On On height install hang 
stoves air gas =s air gas required tion per day 
3 I 2 1 2 1 1 48 
4 2 2 2 2 48 
4 2 2 1} 1} 64 
a 2 2 1 1 96 
4 2 2 t } i 128 





are left on blast after their temperature drops below 
the blast temperature, because the cooler stove 
supplies colder air in parallel to the hotter stove, thus 
maintaining a constant blast temperature without the 
use of the cold blast mixer main. The amount of air 
flowing through each stove varies continuously with 
time, and a new feature is that the overall duty 
(Btu/min) also varies with time. This variable duty in 
each stove complicates the mathematical analysis, and 
in practice nobody has published a satisfactory solu- 
tion. When first put on blast, the hot stove supplies 
low air flows at high temperature to top up the 
temperature of the larger air flow from the cooler 
stove. As the cooler stove cools still further, its air 
flow rate is reduced and the flow from the hotter 
stove is increased until finally the hotter stove is 
down to blast temperature and the air flow through 
the cooler stove is reduced to zero. 

In this operation the stove brickwork passes through 
double the normal temperature range, i.e. 47’, is 
doubled for given dome, stack, and blast temperatures. 
On one trial in America this was confirmed. The same 
four full-sized stoves were used to provide the same 
blast-furnace duty and so the cycle time had to be 
doubled to compensate for doubling 47’. 

To consider further the influence of stove operation, 
equation (1) has to be studied. Even with 47’, largely 
dictated by dome, blast, and stack temperature, there 
is considerable design latitude in terms of n, N, and 
EM, to ensure a given stove performance. 

Table I shows the arrangements which would pro- 
vide the same volume and temperature of hot blast at 
the same value of dome temperature. 

To preserve the same number of changeovers, four 
stoves of half the normal height would be equivalent 
to three stoves and the total weight of brick would be 
§ normal. 

By doubling the frequency of changeovers four 
stoves of } height would have only } the total normal 
weight. These very low stoves would call for modified 
checker design to preserve 85°, thermal efficiency but 
would encourage replacing the stove combustion flue 
by a top high intensity burner. 

The general validity of these relationships and the 
fact that 47’, is doubled by using four-stove staggered 
parallel] operation to give a standard stove duty have 
all been verified experimentally using a laboratory set- 
up of small stoves. 


MATHEMATICAL MODELS 

This is the fashionable term used to describe a mathe- 
matical or electrical simulation of the physical 
phenomena occurring. Usually they necessitate the use 
of a computer because they attempt a more accurate 
description of the problem than is possible with a slide 
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rule or desk calculator. Even so all mathematical 
methods so far published make certain assumptions 
which may or may not be justified; this is because the 
functioning of a stove is extremely complex. While 
valuable advances can be made with these techniques, 
most mathematicians tend to be satisfied when they 
can describe today’s performance with today’s 
checkers, etc. Far too few are prepared to look into the 
unknown and to risk their reputation by predicting, 
for example, what checker design would be appropri- 
ate to achieve the conditions shown in the last line of 
Table I. Also, when calculations suggest, for example, 
a certain rise in blast temperature for a certain rise in 
stack temperature, it is important that the reader 
should be reminded of the assumptions made in the 
calculation. In addition, estimates of the temperature 
drops between flame, dome, top checker brick, blast at 
the stove outlet, and blast at the bustle main are still 
largely empirical. 


GAS BURNER REQUIREMENTS 


Equation (1) shows quite clearly the gas requirements 
for normal operation. For sustained operation this 
quantity simply must be burned. If the blast tempera- 
ture or volume is to be increased, then first of all more 
gas must be burned. It is no good first increasing the 
height of the stove and then realizing that the increas- 
ed pressure drop reduces the capacity to burn gas. By 
tradition, gas burners only partly mix the gas and air 
so that burners cannot overheat. The semi-mixed 
stream of gas enters the combustion chamber and is 
expected to use much of its vast height before com- 
bustion is complete. The result is that only 600 or 
700 ft*/min of gas can be burned per ft? of combustion 
flue cross-section (say 6-8 ft?/min gas per ft® of com- 
bustion chamber). 

This is an extremely low intensity of combustion 
and is quite unjustified. Any increase in gas rate 
usually leads to pulsation and explosions. If ade- 
quately mixed, however, complete combustion would 
occur within one or two burner diameters; the com- 
bustion chamber would be evenly heated (no hot 
spots) and there would be no explosions. The maxi- 
mum gas rate would be dictated first by acceptable 
pressure drops, and second, by the efficiency of heat 
transfer in the checkers. It would be considerably 
greater than today’s normal limit. 

Jones and Laughlin have shown by full-scale trials 
that the gas burned can be increased very considerably 
in this way and that the conception of a large com- 
bustion chamber is unnecessary. 


COMBUSTION AIR REQUIREMENTS 


It is not enough simply to pump gas into the stoves. 
There must be adequate air available to burn it com- 
pletely and to reduce the flame temperature when 
necessary. Too many stoves have a simple fan which 
runs at constant speed throughout the gas period. On 
a recent stove study, it was found that the air fan 
passed about 200000 ft*/h. With the blast-furnace gas 
analysis available, this gave a heating up gas rate of 
240000 ft*/h for the first hour or two. Once the dome 
temperature thermocouple reached the prescribed 
temperature of 2100°F, the operators could only: (a) 
reduce the gas rate to 170000 ft*/h, or (b) increase the 
gas rate to 300000 ft*/h. 
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Both methods controlled the flame temperature as 
required but (a) reduced the gas input and therefore 
limited the available blast temperature, whereas (b) 
used excess gas as flame coolant, generated 8%, or so 
CO in the waste gases but did generate heat equivalent 
to the complete combustion of 240000 ft*® of gas per 
hour and thus maintain a high heat input rate. To 
obtain high outputs from today’s stoves, it is essential 
that virtual stoichiometric conditions should be 
obtained during initial heating and that the air rate is 
then increased for flame, and therefore dome, tem- 
perature control; not the gas reduced. 

Once the stack temperature reaches the prescribed 
limit the stove should be bottled. If it is found that the 
stoves are always bottled for part of the cycle then the 
duty, i.e. blast temperature, may be raised if required 
or the burner gas and air rate reduced throughout the 
gas period in order to improve slightly the thermal 
efficiency of the stoves. 


CHECKER DESIGN AND PROPERTIES 


Figure 1 shows typical weights/ft* of vertical available 
surface area against free area of cross-section for 
checkers in common use. These are computed from 
available drawings assuming that the specific gravity 
of the firebrick is 2:2. In general, older designs are the 
higher weights and modern designs the lower weights. 
This is, of course, strongly influenced by gas cleanli- 
ness, but now that gas is so well cleaned is not a further 
reduction in weight per ft? possible? 

The lower scale may also be expressed as weight of 
checkers per ft* of stove, assuming no cross channels. 

Round smooth pebbles could be used as checkers, so 
figures are included for them. It will be seen that 
pressure drops would be high because of the small free 
area of cross-section. Pebbles also suffer the disad- 
vantage of point loading and this could be serious if 
deep beds were used. 

Let us consider checkers in the form of tiles stacked 
vertically with various horizontal air gaps between 
them in order to get an idea of what sort of weights per 
ft? could ideally be achieved. If properly stacked there 
would be no increase in loading per in* compared with 
normal checkers. 
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«=Brick effectiveness 
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Junction of time 7. 2 
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If the tile is lin thick and the air gap is lin, then the 
free area is 50%, if the air gap is 2in the free area is 
66%, and so on. Figure 1 shows data plotted for 
different tile thickness and air gaps. It will be noticed 
that the wt/ft? surface area does not depend on the air 
gap, whereas the surface area (and weight) per ft* of 
stove volume does of course depend on the spacing. 
For maximum duty from a given volume of stove, the 
gap should be small, giving a low free cross-sectional 
area and a high pressure drop. It is reasonable to 
assume that thin tiles or checkers will have a greater 
proportion of their mass effective than thick ones. 
Some designers claim that heat is fully available up to 
fin penetration and that beyond this any mass has 
zero effectiveness. Clearly this cannot be right and in 
any case the effectiveness will depend on the cycle 
time. 

Sanna takes a more realistic approach to this 
question. He gives Fig.2 for the effectiveness of normal 
checker firebricks. 

This shows that with periods of 2 or 3 h on blast, fin 
is reasonable as a half brick thickness, whereas for 
30 min on blast the half thickness should not exceed 
fin if 95°%, effectiveness is to be achieved. 

Pressure drop across the checkers is of particular 
importance on the gas cycle, because there is seldom 
pressure to spare, whereas on the air period a few extra 
inches pressure drop hardly affects the blast pressure. 
When comparing different checker designs for pressure 
drop it is not enough to look only at the %, free cross- 
section area. A given area may be in the form of many 
thin slots, fewer wider slots, or as many square or round 
holes, and pressure drops will vary widely for these 
arrangements. Attempts to calculate pressure drops 
for specific shapes have not been very successful 
because the result depends largely on which book is 
consulted. With a knowledge of pressure drops for 
normal checkers, however, it is possible to obtain a 
reasonable estimate for a new shape, provided it is not 
too different from the normal. 


TRENDS IN STOVE PERFORMANCE 

With an installation operating with a large margin 
between dome temperature and blast temperature, the 
operator can usually increase blast volume or blast 
ping, itn pate awnpie street ment 2 tne 
gas burning so that a further increase in tem 

can only be obtained at the expense of a reduction in 
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3 Checker brick shapes 


blast volume. At this stage the next requirement is to 
burn more gas by modifying the burners or air fans or 
by modifying the stove system to reduce the time that 
the burners are off. Cycles may be shortened if the 
stoves are ever bottled or mechanical valve changing 
adopted to reduce changeover times. 

Raising the dome and stack temperature helps and 
this is usually done to the limit of safe and economical 
operation. If still higher temperatures are required, 
then more surface area of checkers is necessary. 

In order to gain an extra 50°C on blast temperature 
it may be necessary to increase considerably the sur- 
face area of checkers. To install extra checkers to 
achieve this is much more expensive than to design a 
checker with the extra surface in the same brick 
volume. Four-stove operation would also help, but 
operators are surprisingly unenthusiastic about this. 

Because of changing blast-furnace requirements, 
improvements in refractories and the personal prefer- 
ences of operators, different approaches will be taken. 
As time goes on the stove will operate nearer and 
nearer to the limit in terms of blast and dome tem- 
peratures. Unless there is a new look into the question 
of optimum design of checkers (wt/ft*, wt/ft®, per- 
missible pressure drop, etc.), then stoves will become 
even larger than the extravagant size and cost they 
are today. 


RECOMMENDATIONS 
Burners 


Bigger, better burners, which ensure rapid combustion 
are a first necessity so that there is no bottleneck on 
heat input. Stove installations should have adequate 
burners so that when one stove is down the others can 
supply the full furnace gas requirement. If the operator 
demands this he could have it at the price of shorter 
eycle times when in trouble. This should be acceptable 
with mechanized or automatic stove changing. 


New installations 
The second, third, and fourth lines of Table I should be 
seriously considered. Tile checkers with tiles 4in thick, 
spaced fin apart would weigh 68-6 lb/ft* (specific 
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gravity 2-2). They would have 24 ft? surface area per 
ft®, i.e. wt/ft?=2-8 lb. 

Taking line 2 of Table I, stoves of half height would, 
with these checkers, operate at a maximum S=7 Btu/ 
ft?/min compared with the normal 10 for the same 
duty, and the pressure drop would be less than normal 
because of the reduced height. Undoubtedly this 
installation would have far more capacity in blast 
temperature and blast volume than a classical three- 
stove operation, yet the weight of brick would be 
only % normal. 

These, or thinner, tiles with narrower spacings could 
finally be used to achieve the performance shown in 
line 4 of Table I. 


Recheckering existing installations 


While the above represents a drastic change in checker 
and stove design, it is important to decide what sort of 
checker to use to replace those in an existing installa- 
tion. 

Choosing higher temperature materials in the 
normal shapes will enable higher dome temperatures, 
and therefore higher blast temperaturés, to be 
obtained. The higher blast temperature means, how- 
ever, a higher duty and a larger value for f so that the 
blast temperature cannot approach the dome tem- 
perature as closely as it would if the surface area were 
simultaneously increased appreciably. 

If, after recheckering, the duty is to be increased by 
15 or 20%, then clearly the gas rate must be increased 
correspondingly, and the pressure drop (on gas) across 
the checkers will increase by 30 or 40°. 


TABLE 11 Properties of bricks shown in Fig.3 





Relative 


Wt/ft? Surface area pressure drop 
surface Wt/ft® stove, per ft® stove, at same gas 
Shape area, Ib Ib ft? rate 








A 9-90 85-1 8-59 1 
B 5-00 60-6 12-12 0-7 
C 4-18 67-6 16-17 0-7 
D 6-75 77-4 11-46 1 
E 5-10 76-9 15-07 1 
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Figure 3 shows the basic dimensions of: 


(A) typical normal checkers 


(B) and (D) possible replacement checkers having 
substantially greater surface area, yet able to 
pass 15 or 20% higher gas rate for the same 
pressure drop as at the normal gas rate for the 
normal checker (A). The weight per ft* of stove 
volume is down, necessitating slightly shorter 
cycles. 


(C) and (£) possible replacement checkers having 
pressure drops and weight/ft? comparable with 
the normal checker (A), but with substantially 
greater surface areas. 


These sketches are intended to show possible lines 
along which development should occur in checker 
design. 

Table II shows the relative weights, areas, etc., for 
the shapes shown in Fig.3 assuming the specific 
gravity of the bricks is 2-2. 


Increase in productivity 


operating on mixed ore 


Jean Boland 


OUTLINE OF BURDEN PREPARATION AT OUGREE 


ALL THE ORES pass through two gyratory crushers. 
According to the type of ores, after crushing there 
remains 10 to 15% of pieces greater than 50 mm (from 
a test on screen with 50-mm dia. holes). 

The size gradings of the two ores which form the 
major part of the charge are shown in Fig.1 (before 
crushing), and in Fig.2 (after crushing). 

The 0-10 mm fraction is eliminated by electrically- 
heated screens and goes to the sinter plant. The 10- 
50 mm fraction is taken to the blast-furnaces. The 
10-50 mm ores may be separated into the two sizes by 
means of a rod-deck screen; because of the lack of 
bunkers, we have been unable to carry out this separa- 
tion to date. 

At the sinter plant, the raw mix is controlled by 
constant weight feeders on the conveyor belt. The 
sinter produced by an 8in Dwight Lloyd machine is 
screened to +10 mm before it reaches the forced air 
cooler; the hearth layer consists of 0-15 mm material 
from the cold screening of a small part of the sinter. 
The coke is crushed by two grooved-roll crushers. 

The ore and sinter analyses are shown in Table 
III(1). The average size analyses of crushed coke and 
sinter before charging into blast-furnace are shown in 
Table ITI(2). 





Manuscript received 10 July 1961. 
The author is blast-furnace Superintendent at the Ougrée 
works of SA Cockerill-Ougrée. 


CONCLUSIONS 

1. To increase the duty of a stove it is usually first 
necessary to increase the gas rate and the air for com- 
bustion and flame temperature control. 

2. Only when these are known to be adequate 
should any change in the checker design be contem- 
plated. 

3. New top checkers should be constructed from the 
best high temperature materials so that higher dome 
temperatures can be tolerated. Improved checker 
design having a lower weight per ft? of surface area 
should be incorporated to achieve the highest possible 
temperatures of blast within any given dome and 
stack temperature limits. 

4. Four-stove operation with appropriate checkers 
should be developed to reduce the bulk of stoves for 
any given duty. 

5. Better mathematical techniques are needed to 
predict stove performance with fewer assumptions. 
More precise heat transfer and pressure drop coeffici- 
ents are required for new designs of checkers. 


of blast-furnaces 
burdens 


SYNOPSIS 

The blast-furnaces of the Ougrée works (SA Cockeriil- 
Ougrée) have a mixed burden composed roughly of 50°, 
Swedish ores and 50%, French ores from the Briey basin. 
Crushing lower than 50 mm with sintering of 0-10 mm 
fines has enabled the driving rate of the blast-furnaces to 
be increased by 21%, while decreasing the coke rate 
by 36%. The combined influence of both these factors 
increases the productivity by 65°. The sulphur content 
of the pig iron has strongly decreased: 75°, of the 
samples contained less than 0-035°8. The results given 
were obtained in blast-furnace 5 of the Ougrée works. 
Throughout the tests, the operating conditions were kept 
constant in order to obtain valid results. The difference 
between the results of the first trial in September 1960, 
and those of the second in May 1961, should be empha- 
sized. The improvement is mainly due to improved 
distribution of the gases in the stack, an improvement 
which was brought about after systematic analysis of the 
gases in the stack. 2008 





Trial conditions 
We chose no.5 blast-furnace (blown-in in August 1959) 
as being the newest at the Ougrée plant. Its profile is 
shown in Fig.3. 

During the three periods, we kept the operating 
conditions constant so that the average results would 
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be of full value. In Table I, we show the composition of 
the burdens for the three periods. In Table II, we have 
reconstituted the burdens with run-of-the-mine ores so 
as to facilitate comparisons between the results of the 
three periods. 


Choice of operating periods 
Crushing and screening the ores started in May 1960. 
The sinter plant started up on 17 June 1960. 

April 1960 was the last month when no.5 blast- 
furnace was operated on unprepared ores. The maxi- 
mum blowing rate was used and the descent was very 
irregular. If the volume of the blast was increased, 
flue dust became too high and the working of the blast- 
furnace too irregular. 

September 1960 was the first month when the ores 
were completely prepared. 

May 1961 was the last month of working we could 
record before drawing up this paper. 

We took the results of September 1960 and May 
1961 in order to show the benefit which could be 
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obtained from a few months of adjustment: better 
screening of ores, better operation of the sinter plant, 
and above all an improved performance of the blast- 
furnace as a result of better distribution of the charge. 

Examination of these three periods shows a spectac- 
ular drop in coke rate of 215 kg since the charging of 
the prepared burden, and shows also that it is still 
possible to save 40 kg of coke by carefully following 
the operation of the sinter plant and the blast-furnace. 

As the value of the correction coefficients is some- 
times debatable among blast-furnace operators, it 


TABLE | No.5 blast-furnace: Raw materials 








April September May 

1960 1960 1961 

% % % 
Moutiers 18-7 16-6 11-0 
Baroncourt 1-6 13-3 17-2 
Bouligny 17-9 evs a 
Kiruna D 33-9 14-9 8-2 
Kiruna C2 aa ae 5-4 
Norwegian the 2-4 ‘ade 
Gellivare 16-5 5-8 5-4 
Millscale 3-3 2-3 0-3 
Limestone 3-2 3-6 2-7 
Miscellaneous 4-8 1-2 4-6 
Scrap 0-1 0-1 0-1 
Sinter oi 39-8 45-1 
Total 100-0 100-0 100-0 
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TABLE 1! No.5 blast-furnace: burden expressed as run-of- 
mine ores 













April September May 
1960 1960 1961 
o/ 


0, 
0 % 70 





















Moutiers 


18-7 27-3 18-5 
Baroncourt 1-6 22-8 27-8 
Bouligny 17-9 see oF 
Kiruna D 33-9 24-4 15-5 
Kiruna C2 ve you t 
Norwegian aes 3-8 e 
Gellivare 16-5 13-4 18-3 
Millseale 3-3 2-4 2-2 
Limestone 3-2 4-0 2-7 
Miscellaneous 4:8 1-8 4-8 
Scrap 0-1 0-1 0-1 
Total 100-0 100-0 100-0 





should be noted that we have given the gross results 
with all the working conditions. These are sufficiently 
explicit to enable the results obtained to be brought 
down to standard temperature conditions, weight of 



































burden, ete. } 
1960 
Sulphur content; 0-001 
aracteristics swedi 57 
Analysis of working ch 1 May 1960 burden: Briey 36-6%, Swedish 52%; 57% 
Operating data (Throughout the paper ‘ton’ indicates the _ Briey crushed and screened : 
metric ton, here abbreviated ‘t’) 2 June 1960 burden: Briey 39-9%, Swedish 46-8%; 84% 
. Briey and 6% Swedish crushed and screened 
April September May 8 July 1960 burden: Briey 30-4%; Swedish 40%, sinter 26%; 
1960 1960 1961 94%, Briey and 77°, Swedish crushed and screened 
Iron production, t/24 h 495 708 815 : . . 
Coke consumption, t/24 h 478 531 578 4 Blast-furnace no.5: monthly averages of 8 analysis of iron 
Coke rate, kg/t iron 965 750 709 
Net iron content of burden, %* 45-9 46-5 47-3 
Slag volume, kg/t iron 5 618 76 671 Coke rate : < n 
a a wt, elt iron* 2180 2146 2116 This has decreased by 36%. We will refer to this again 
ue dust make, kg/t iron 131 58 33 oat 
West posse, an the 55.0 2-0 72-9 when examining the thermal balances. 
Blast temp. in the hot blast 
main, °C sll 798 838 Driving rates 
Top gas temp., °C 319 159 179 Z ‘ : p 
Coke burning rate, kg coke/m*/h 706 783 852 It has been possible to increase the daily consumption 
Slag basicity, i—Ca0/SiO, 1-46 1-43 1-43 of coke by 21%. For each period, the blast-furnace 
Iron analysis, % was extended to a maximum compatible with accept- 
Si 0-290 0-320 0-400 able working results. In May 1961, we reached the 
8 0-043 0-025 0-027 limit of th age Fam Sete : W. 
Mn 0-750 0-750 0-800 imit 0 the capacity 0 the c arging equipment. We 
Cc 3-550 3-700 3-650 are still of the opinion that the driving rate could be 
Coke analysis, %, increased even more, without incurring depreciation 
H,O 1-22 1-65 1-08 of the ecke vate 
Cc 88-27 88-15 88-79 \ 
9-62 9-30 9-26 
0-89 0-90 0-87 - 
Top gas analysis, % vol. 
C6, 9-1 12-3 13-3 
co 31-6 28-3 27-7 105 
H, 2-3 2+1 1-8 
N, 57-0 57-3 57-2 
Calorific value, xcal/N m* 1014 909 883 90 
Indirect reduction, %t 54-45 58-78 61-7 
Charging cycle CC/OO/CC CO/CC/SO OC/SC/CO 3 
ICS /SC/OC/CS 1% % 
Error on iron balance, % +1-4 +21 42-7 4 
as 
— 
* Corrected value for flue dust loss 60 5 
%.. indirect reduct Wt CO, in gas —wt CO, in ores Oo 
ew inspite “Wet CO, produced ifall oxides « 
of iron were reduced by CO 4S z 
For the three periods, the error in the iron balance is 5 
in the region of +2%,. 0 
Production of pig iron ‘ 
The increase is due to a higher driving rate of the r 
blast-furnace (+21°%), and at the same time a de- ° 
. / . . 1 before burd reparation 495 samples 
crease in the coke rate (—36%). The combined influ- 26 pers of the ore b crushed aid erased 908 samples 
ence of these two factors increases the productivity 3 with burden preparation 517 samples 
by 65°. & Blast-furnace no.5: 8 content of pig iron 
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6 Blast-furnace no.5: gas sampling 


Production of flue dust 

From April 1960 to September 1960, the flue dust 
make decreased from 131 to 58 kg/t of iron, which is 
easily explained by the crushing of Briey ores, with the 
consequence of a reduction in the breaking-up of these 
ores in the blast-furnace stack. 

From September 1960 to May 1961, the production 
of flue dust again decreased from 58 to 33 kg/t of iron 
despite the increased driving rate. This is undoubtedly 
due to better distribution of the loads at the stock line 
and to more regular distribution of the gases in the 
stack as is shown in Fig.6. 


Pig iron analysis 

The sulphur content has substantially decreased. 
Figures 4 and 5 show the evolution of the sulphur con- 
tent with the development of the preparation of the 
burden. This is easily explained by the decrease in the 
S content of the charge (desulphurization of the ores 
on sintering and decrease in sulphur as a result of the 
decrease in the coke rate). 

It would appear that the C content in the iron has 
increased by about 0-1°%, although this has not been 
noticed consistently at all the blast-furnaces. The high- 
er Si content is the result of a request from the 
steelworks. 


Analysis of the gas 
From April 1960 to September 1960, the CO, content 
of the gas increased by 3-2°%,, despite the removal of 
carbon dioxide from sintering. The increase in the 
indirect reduction owing to the decrease in size of the 
lumps of ore explains these CO, contents. 

During this period, the degree of indirect reduction 
increased from 54-45%, to 58-78%. 
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From September 1960 to May 1961, after the inser- 
tion of gas probes into the stack, we modified the 
charging cycle and the diameter of the tuyeres. The 
consequence was better gas distribution in the stack; 
the CO, content increased by a further 1°% and the 
degree of indirect reduction increased from 58-78%, to 
61-7°%, indicating an increase in reduction by CO. 


Thermal balance 


Heat balances (Figures in untitled columns expressed in 1000 
keal/t of iron) 


In 

April September May 

1960 1960 1961 

kgC kgC kgC 
Combustion of carbon to 
co, 145-9 1141-4 161 1259-5 169 1322-0 
Combustion of carbon 
to CO 663-0 1447-3 454 991-1 416 910-0 

808-9 2588-7 615 2250-6 585 2232-0 
Sensible heat in moist blast 769-8 562-9 557-3 
Sensible heat in burden 9-8 8-8 8-6 
Heat of formation of slag 77-2 84:5 83-8 
Heat of formation of Fe,P 23-4 22-5 20-8 
Total 3468-9 2929-3 2902-5 
Out 
Heat of reduction of oxides 1593-1 1629-1 1620-3 
Sensible heat of iron 295-0 295-0 295-0 
Sensible heat of slag 262-6 287-3 285-2 
Sensible heat of gas 
(including vaporization of 
water) 518-0 229-2 236-1 
Sensible heat of flue dust 8:3 1-7 1-2 
Reduction of H,O 101-5 40°5 28-9 


Decomposition 

Carbonates ) 

Hydrates } 219-5 180-5 161-8 
Phosphates } 


Total 2998-0 2663-2 2628-5 
Differences 470-9 266-1 274-0 
Heat losses, errors, etc., % 13-5 9-1 9-5 


Examination of the thermal balances for the three 


‘periods shows that the benefit from the preparation of 


the charges has important results. 


(a) Better use.of coke 3200 kcal/kg of carbon were 
needed in April against 3800 kcal in May 1961. The 
increase of indirect reduction is notable because of 
the smaller size, and an improved distribution of the 
gases in the stack as a result of more homogeneous 
sizing. The increase in indirect reduction from 54-45%, 
in April 1960 to 61-70% in May 1961 shows this 
improvement well. 

It should be noted that from September 1960 to 
May 1961, we have carried out systematic analyses of 
the gases in the blast-furnace stack. Two cooled and 
diametrically opposed horizontal probes are gradually 
inserted into the centre of the blast-furnace at a level 
situated at 4-1 m beneath the charges. Examination of 
the analyses of each gas sample, of the temperatures in 
the stack, and of the temperatures of the top gas, 
enables the distribution of the gases in the stack to be 
estimated. The charging may then be corrected by 
modifying the cycle, and the combustion zone modi- 
fied by changing the diameter of the tuyeres. 

In April 1960 (with unprepared burden), a tuyere 
diameter of 150 mm and a charging cycle CC/OO/CC 
gave the best results. 
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TABLE 11! Average analyses and size gradings 
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1 Average analyses of ores and sinters (dry basis) 
Moist. Fe Fett Fet+++ 
Moutiers 7-63 27-13 6-47 20-66 
Baroncourt 8-53 33-73 6-43 27-30 
Bouligny 8-60 32-20 7-10 25-10 
Kiruna D 0-46 59-90 19-53 40-37 
Gellivare 0-48 57-20 17-55 39-65 
Norwegian 0-40 52-50 12-40 40-10 
Kiruna C2 0-80 65-20 21-70 43-50 
Sinter (Sept. 1960) 0-32 52-60 13-20 39-40 
Sinter (May 1960) 0-20 54-00 11-50 42-50 


° O, in sinter 


O, if all present as Fe,O, 





2 Average size grading 
Sinter before charging to 


blast-furnace 
mm 9 


+ 60 


Crushed coke 


oO 


H,O degree of 

CaO (comb.) oxidation* 
21-00 5-07 
14-56 . : 6-63 
16-05 . 6-20 

5-89 63 . 0-23 

3-36 . 0-30 

5-50 . . 0-80 

2-68 0-40 


0-10 
0-40 





In September 1960 (with prepared burden), we pro- 
visionally adopted the cycle CO/CC/SO/CS which 
gave a stimulus to the centre of the blast-furnace. 
Unfortunately we were delayed for two months by the 
strike which occurred in Belgium. 

In April 1961, we reduced the diameter of the 
tuyeres to 120 mm and we adopted the following 
charging cycle: OC/SC/CO/SC/OC/CS. 

The curve to the right of Fig.6 shows that the gas 
distribution is satisfactory. It should be noted that 
no.5 blast-furnace is charged by Stahler buckets, 
10 m® in capacity, and that this system limits the 
possibilities of distribution of charging at the throat. It 
is possible that even better results could be obtained 
with a McKee type top. This systematic study has 
nevertheless enabled us to save 40 kg of coke/t of iron 
with the equipment we have available for no.5 blast- 
furnace. 

(b) Decrease in gas temperature From April 1960 to 
May 1961, it was noticed that the temperature of the 
gas had decreased from 319° to 179°C; this decrease, in 
conjunction with a reduction in the volume of the gas, 
as a result of the elimination of CO, in sintering and 
the decrease in the coke rate, enabled the heat loss at 
the furnace top to be brought down from 518-0 to 
236-1 x 10 keal/t of cast iron. 

(c) Enrichment The 0-10 mm Briey ores were en- 
riched by elimination of the CO, of the carbonates by 
means of a cheap fuel during sintering, which obviated 
this operation in the blast-furnace stack and allowed a 
smaller charge to be heated more quickly. 

(d) Decrease in thermal losses at the walls For a given 
blast-furnace having a suitable driving rate, the hourly 
thermal losses at the walls vary little. The preparation 
of the burden makes possible a higher productivity of 
the blast-furnace as a result of a burden of small and 
homogeneous size and of the enrichment of certain 
ores on sintering. The thermal losses by the walls have 
therefore clearly decreased per ton of iron. 


CONCLUSIONS 


In our case, it can be said that the gain from the 
preparation is the result of better gas—solid contact due 
to the crushing of the ores and the enriching of the 
Briey ores as a result of the sintering of the fraction 
0-10 mm. There are, therefore, two distinct causes. 

The preceding results show that crushing to a 
sufficiently small size (40-50 mm), followed by the 
elimination of the fines (0-10 mm), and by the sinter- 
ing of these, results in such a decrease in the coke rate 
that the operation is always advantageous. The 
further decrease in the coke rate which could be 
obtained by crushing and sintering all the ores be- 
comes small in comparison with the decrease of 256 kg 
which we obtained, and this gives rise to the following 
question: ‘How far can the crushing and sintering of 
the ores be increased?’ 

Rather spectacular results, from the technical point 
of view, from working at 100%, sinter must not cause 
the economic aspect of the problem to be forgotten. In 
May 1961, the energy requirements of the sinter plant 
were: 

Per t of blast-furnace sinter 

Coke-oven gas 7-3 m? at 3850 keal/m?* 
Crushed coke 77-0 kg at 70% carbon 
kW 20-8 


We think that it will be difficult to decrease these 
figures still further; they represent expenses which, 
added to the maintenance and capital charges, are far 
from negligible. We do not think that working with 
100°, sinter would be advantageous in all cases. 

From the examination of the results obtained at 
Ougrée and in other works, we think that, in future, 
the rich, reducible ores (hematites) should be crushed 
to a size of about 50 mm; the rich ores which are not 
easily reducible (Kiruna type) to about 25 mm, so as to 
obtain a better gas-solid contact; and the lean ores 
(hydrated and carbonated) should be completely 
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crushed and sintered in order to enrich them and thus 
diminish the thermal load of the blast-furnace. 

The difference between the price of the coke and 
the eost of sintering (which is mainly a question of the 
relative costs of fuel) will be a determining factor in 
the choice of the size of crushing or of the total crush- 
ing of the ores, if this is adopted. 

Whatever the ore, it is always necessary to elimin- 
ate the fines in order to obtain regular distribution of 
the gas in the burden, if the productivity is to be 
increased without detriment to the cost of the iron. 
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The use of a computer in heat-transfer studies 


M. S. Rhodes 


INTRODUCTION 


MANY PROBLEMS occuR in the field of heat transfer 
where the mathematics involved is not particularly 
complicated when treated in a purely theoretical 
manner; but when an attempt is made to evaluate, 
numerically, some of the expressions and functions 
involved, the resultant operations become extremely 
laborious, even when an automatic desk calculator is 
used. In some cases the mathematical method may not 
be particularly good, but its failings can only be re- 
vealed, probably in the form of acute loss of accuracy, 
by repeated use. Finally there may be so many 
numerical quantities to be dealt with that it is all too 
easy to leave out some portion of the calculation, thus 
leading to errors. 

These are only a few of the reasons why the use of an 
electronic digital computer for some aspects of heat- 
transfer work is both desirable and necessary to enable 
accurate and reliable results to be provided. The 
following three studies show how this reasoning was 
applied to practical cases. 


EVALUATION OF VIEW FACTORS 


A view factor, from surface | to surface 2, referred to 
as F,,, is the proportion of radiation leaving the first 
surface which arrives at the second surface. It is 
dependent solely upon the geometry of the two sur- 
faces concerned, and the absorptivity of the inter- 
vening medium. For a uniform absorption coefficient 
and plane surfaces, the integrations which have to be 
performed are sufficient to give the view factor F,, in 
addition to the view factor F,,. Obviously view factors 
may be required for an infinity of pairs of surfaces, and 
if any use is to be made of working to a fixed procedure 
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SYNOPSIS 

This paper encompasses three studies of problems in heat 
transfer, use being made in each case of an electronic 
digital computer. The first is concerned with the evalua- 
tion of heat-transfer view factors between infinitely long 
plane walls separated by an absorbing medium. The 
second problem is the evaluation of the temperature lag 
between the centre and the surface of a furnace brick, 
when all the surfaces are experiencing a linear rise in 
temperature. The third study is the solution of non-linear 
simultaneous equations of the type occurring in radiative 
and convective heat transfer. 1978 





as in the program of a digital computer, then the 
resultant procedure will be enormously elaborate and 
complicated, unless the surfaces are to be classed into 
separate groups, each with its own procedure. In the 
work described here, the surfaces treated are infinitely 
long plane walls, that is they are representative of a 
two-dimensional treatment of a three-dimensional 
physical case, e.g. an open-hearth furnace. This class 
has been further subdivided into parallel and non- 
parallel walls. 

The basic integration to be performed is that arising 
from radiation between two infinitesimally wide, 
infinitely long strips. This yields an integral of the 
form: 


‘ 
{ e—kh/cos7v cos*nrv dv 
-t 
which is easily recognized as being incapable of 
analytic integration for non-zero values of kh. This has 
then to be further integrated (twice) to make both 
strips of finite width. To complete even one whole 
calculation, using a desk machine, would be most 
tedious and, since a number of these view factors 
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would be required, it was decided to program the 
calculations for the company’s Ferranti Pegasus 
com : 

Some method of numerical integration or quadra- 
ture had to be decided upon, and it was known that a 
Ferranti Pegasus computer subroutine was in exist- 
ence for Gaussian quadrature, complete with up to 
16 coefficients and corresponding abscissae. It was 
decided to go ahead with its use, and the mathematical 
treatment of the integration, on paper, was so devised 
that it was in a form acceptable for the computer. In 
the main, this entailed linear transformation for the 
variables such that the limits of integration were 
equally spaced about a fixed value, and differed from 
this value by an amount less than 1-0. This is already 
satisfied by the integral, already given, for the strip to 
strip radiation. The resultant complete integrals were 
as follows: 


For parallel walls: 
‘ 4 a 
dt, 
J=BCX*| dt, h e— kh/cosev cos*ry dv 





c=—— ~=§ “-§ 
=B.F,,=C.F,, 
where h?= X*+ (Y¥+Ct,—Bt,)? 
B =width of wall 1 (L) 
C =width of wall 2 (L) 
X =separation of walls (L) 


Y =offset of wall centres (L) 
k =absorption coefficients (L~') 


For non-parallel walls 


sg x 
C +4 ptt ; 
p t,dt 
H=B?*C* sin*a | t,dt, ~e e—kh/costv cos*ay dv 
=B.F,,=C.F,; 
where h? =(Bt,)*+ (Ct,)*—2BCt,t, cos « 
B =width of wall 1 (L) 
C =width of wall 2 (L) 
X =distance between (projected) corner and centre 
of wall 1 (L) 
Y =distance between (projected) corner and centre 
of wall 2 (L) 
k =absorption coefficient (L-) 


a =angle contained by two walls 


In order to obtain reasonable accuracy it was 
decided to use the 16-point program. This, however, 
involves the calculation of the integral for the v- 
integral some 2048 times and if some saving can be 
made here it will be very valuable. 

If the v-integral is obtained for a wide variety of 
values of the product ‘kh’, and the results plotted 
against ‘e-*®’, the resultant line is gently curved. Use 
of a curve-fitting program, written by a colleague, 
showed that the v-integral could be expressed as a 
power series in ‘e~*®’ of six terms, sufficient to give 
six decimal-figure accuracy. The number of machine 
orders necesse, 9 evaluate the integral in this 
power series « is much less than the number 
necessary for t!. , evious method, and these are used 
only one eigh:*!: »s many times. The resultant saving in 
time was as 111 h as 80%, giving a final calculation 
time of just over 2 min. Examples of the results are 
shown in Figs.1 and 2. 
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While the techniques already described were being 
finally developed, some of the ground was being 
covered again with the accent upon being able to pro- 
vide results at earlier stages in the calculation. At the 
same time it was decided to use a much simpler form 
of integration, by trapezoidal rule. This is more crude, 
in general, than Gaussian quadrature, but it was felt 
that the greater simplicity of the internal working of 
the program would outweigh the main disadvantage 
of having to use a much smaller interval for use in the 
summation. This in fact was so, although at this stage 
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3 Variation of (L/t) with parameters a, a*, t, or k 


it is not possible to obtain a figure to compare with the 
2 min quoted previously, because this stage has not 
yet been reached. 

Throughout most of the original program it was 
necessary to use floating-point representation of the 
numbers involved, since the input quantities could be 
of almost any size. Pegasus works in fixed-point 
representation and the conversion to floating point 
has to be made via programmed arithmetic. For the 
majority of the later programs, due to the method of 
representation of the physical conditions, it was 
possible to remain in fixed point working. This added 
to the simplicity of operation, and to the improvement 
over earlier methods. 

What has been shown here is that having once 
determined the mathematical problem, there is much 
work to be done to translate it into a form acceptable 
by the computer, the translation from mathematical 
integrals to numerical summations. Later it was shown 
that there is much to be gained from using a simpler 
program, much more often, to gain accurate results 
without the use of excessive computer time. 


EVALUATION OF TEMPERATURE LAG IN 

FURNACE BRICK 

Where a block of refractory material is heated at its 
surface, such as a furnace brick, it takes some time for 
the rise in temperature to be transferred to an interior 
point. The way in which the temperature at some 
interior point lags behind the surface temperature can 
be written down mathematically. It does, however, 
yield a rather cumbersome looking expression, but by 
choosing a suitable interior point, and suitable dimen- 
sions, the expression may be simplified. For a cube of 
side 2x, made from material with thermal diffusivity 
a*, heated linearly at all its surfaces for a time t, all 
units being consistent, the lag (L), per unit heating 
rate, between the centre and the surface is given by: 


«© © © 

I 64 > > > (—1)"+r+s (1 —e—ktA) 

* IP (2n+1) (2r+1) (28+1)A 
n=0 r=0 s=0 


where A= (2n+ 1)*#+ (2r+1)*+ (28+ 1)? 


k =? a*/402 





Such an expression is rather cumbersome to evaluate 
by manual methods, for n, r, s>2, and once again it 
was decided that the evaluation of the expression 
would be programmed for the computer. Two slight 
simplifications were made. Both sides of the above 
equation for L were divided by t, thus making the 
quantity L/t a function of kt. The term (1 —e~ktA) 
inside the triple summation signs may be split into 
two, only one of which is dependent upon kt. The 
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other may be combined with the remaining terms in 
the triple summation, and evaluated once only. 

Very little else has to be done to this expression to 
make it particularly suitable for the computer. Due to 
the fixed point method of working, the majority of the 
calculation is performed with the integer and fractional 
representation of the terms in quantity to be summed. 
Only the evaluation of kt and the multiplicative factor 
for the whole summation has to be done in floating 
point representation. 

The quantity L/t only takes values between the 
limits 0 and 1, and less than 1 h of computer time is 
sufficient to give a representative number of results 
within this range. From these results it is possible to 
obtain a continuous plot of L/t in terms of kt, which was 
the immediate requirement. This is shown in Fig.3. 

Here once again, mathematically, the precise nature 
of the calculation to be done was known; only the 
enormity of the problem prevented its being carried 
out. Recourse to the computer reduced the size of the 
problem to reasonable proportions. 


SOLUTION OF NON-LINEAR SIMULTANEOUS 
EQUATIONS 

If some attempt is made to solve heat-transfer prob- 
lems, including both radiative and convective heat 
transfer, the equations involved will include linear and 
fourth power terms in the temperatures involved. If 
these temperatures are to be evaluated, then it is very 
probable that the problem resolves itself into the solu- 
tion of simultaneous non-linear equations. There is no 
hard and fast rule for the solution of such equations, 
and in general each group must be treated on its own 
merits. Whatever method is used for the treatment, it 
will almost certainly involve an iterative procedure. 
There will also be some element of a recognized 
method of solving simultaneous linear equations. 
Anyone who has solved, by hand, more than say five 
simultaneous linear equations will know that it is a 
tedious affair, and in fact programs have been written 
for many computers to solve them. If therefore, it is 
necessary to solve many sets of linear equations in 
order to solve one set of non-linear equations, there is 
even more justification for the use of a computer. 

The most powerful method of solution tried by the 
author involved the determination and use of a crude 
approximation for each of the temperatures involved. 
These could be as much as 10°, in error compared with 
their true values. Each non-linear term was then 
expressed as a linear expansion in a correction applied 
to this first approximation, for example, (T)* would be 
replaced by (T')*+-4(T")%e, and linear terms were of 
course substituted for exactly, in terms of the known 
approximation (T') and the unknown correction ‘e’. 
The terms in the equations could then be regrouped as 
a set of linear simultaneous equations in the unknown 
corrections. Solution of this set would yield a set of 
corrected first approximations from which a set of 
second corrections could be evaluated. It would be 
hoped that repetition of this process would yield a 
stable result, that is, the series of corrections would 
converge to zero. 

This is perfectly satisfactory if the first approxima- 
tion is a good one, but in general this is not possible. 
Some method has to be found of obtaining a good first 
approximation. It may be that the equations are only 
slightly non-linear. For example, all terms but one in 
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each equation may be of the same type, with the 
remaining term of much less numerical significance. 
Whatever value, within the range of possibility, is 
substituted for the temperature in these terms will not 
greatly affect the balance of the equation, and there- 
fore good approximations to all the temperatures 
could be obtained by replacing these extra terms by 
their numerical values when the temperatures con- 
cerned are midway between the possible maximum 
and minimum limits. The resultant set of equations 
could then be considered to be linear, even in a non- 
linear function; for example, the equations could be 
linear in T*. 

This method has yielded promising results for some 
of the equations which it was requested to solve. Most 
of the terms were the results of radiative heat transfer, 
with a minority of convective heat transfer terms, 
each of which was an order of magnitude smaller 
than the radiative terms. 

Some method of analysis thus seems to have been 
found for this particular problem, but it still has to be 
transformed into a method directly acceptable to the 
computer. In this case it depends on the precise 
method to be used for the solution of the resultant 
simultaneous equations. 

In the interest of overall time saving, rather than 
actual speed on the computer, it was decided to treat 
the whole problem as a matrix one. In this way the 
whole sequence of operations could be represented by 
a series of matrix equations. The underlying reason for 
this is the existence of the Pegasis Matrix Interpretive 
Scheme whereby matrix problems can be programmed 
for the computer in a simple and easy way. If anything 
outside the scope of the scheme is called for it is very 
simple to insert some extra orders to cater for this 
requirement. This in fact was found to be necessary 
when it was required to find the vector of T from the 
vector of T*. 





S ta | in English 


Number 8 (August 1961) of the cover-to-cover translation of the Russian journal 





Rhodes The use of a computer in heat-transfer studies 261 








CONCLUSIONS 


The three studies described would not have been con- 
tinued had not a computer been available. For the 
view factor evaluation some 12 months were necessary 
to derive the mathematical expressions in the correct 
form and to develop fully the resultant computer 
program. In the following 12 months a larger number 
of view factors were evaluated such that it is now 
possible to arrange the results in graphical form for the 
wide range of parameters considered. The results 
should be ready for publication later this year. Such a 
task by manual methods would be astronomical, and 
probably uneconomic. 

While the furnace brick problem is much smaller, 
most of the foregoing remarks could well apply here. 
Time would again have been the major factor, and the 
problem might well have been shelved due to non- 
availability of human effort. 

The question of non-linear equations is something of 
an enigma. It is realized that only a small corner of the 
field of types of equation has been tackled, and that 
the equations involved have been somewhat easy to 
treat. However, the work carried out has had a 
measure of success. A disturbing feature is the 
possible existence of more than one set of real 
roots within the range of possibility, e.g. for furnace 
temperatures in degrees absolute, this might be the 
range 0-2000°K. Different first estimates of the 
temperatures may lead to different results. No answer 
is offered at this stage to this difficulty. 
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P. Bouchaud and R. Feroldi 


INTRODUCTION 
CONSIDERABLE development is currently taking place 
in the use of office machines, especially with regard to 
machines for mechanizing office work, book-keeping, 
or commercial work, and into which data are generally 
introduced in a special form (punched cards, perfor- 
ated tape, magnetic tape, magnetic recording, etc). 
This development is due to two reasons which are 
not unconnected: 


(i) the requirements created by developments in 
mass 2 gener if the latter is to be fully con- 
troll 


(ii) the development of office machines which are 
becoming increasingly adapted to management 
business purposes. 

In this development of equipment, an important 
advance has been the appearance of the ‘computer’, 
the features of which are: higher rate of data input 
and result output, due to the speed of punched card 

ing and also to the use of magnetic tape; 
high computing speed; the ease with which complex 
and advanced can be fed into the machines; 
and provision of a considerable data store, so that it 
is not only possible to record the working program, 
but also the data and tables necessary for its com- 
pletion. 

In short, the computer (as the central unit) and the 
magnetic tape (as information carrier) represent a 
considerable advance in speed and flexibility over 
previous equipment. 

It is quite evident that the resulting mechanization 
can be applied to all kinds of problems, especially in 
the fields of administration, technics (automation), 
and science. 

For some time, many businesses have dealt with 
some of these problems by means of conventional 
machines, e.g. by tabulators and electronic calculat- 
ors. This is the case, for example, with personnel 
administration; wage payment; management of stocks; 
costing; and statistics in any field. 

It is, however, in production control that mech- 
anization may be found to be most desirable, effi- 
cient, and promising. Therefore this particular field 
deserves our special attention. Production control is 
a term wide in scope, and it is difficult and probably 
unnecessary to define it exactly. 

We shall confine our discussion to the principal 
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Use of computers in continuous strip mills 


SYNOPSIS 
With recent developments in the characteristics and in 
the use of office machines and computers, management 
now possess new means of solving problems resulting 
from mass production. In many fields, administrative, 
technical, and scientific, mechanization is found to be 
desirable. This paper deals particularly with mechan- 
ization in a production control department and deals 
with various processes which occur in a continuous strip 
mill for the completion of orders, e.g. specification of 
orders, starting of orders, follow-up of work in hand, 
and follow-up of orders. Advantages of mechanization 
are now evident: repetitive work is considerably reduced, 
flexibility is improved, selected solutions are better, and 
integration in different fields can be considered. 

1961 





administrative work required in continuous strip 
mills for the completion of an order from its entry 
to its shipment. 

The written order received from the customer must 
first be analysed and translated into a production 
order, i.e. a document permitting the order to be 
executed at every stage. In short, the order must be 
specified. We shall refer to this task as ‘specification 
of orders’. 

The order is now in the ‘order book,’ and at a given 
moment it must be ‘started’, in other words, its 
execution must be initiated. This is the ‘starting of 
orders’. 

The manufacturing operations are put into effect 
by modifications of the metal, and the situation 
development must be known. We call this ‘follow-up 
of work in hand’. The object of this process, however, 
is to fulfil the customer’s order, of which the state of 
progress must be known. This is ‘follow-up of orders’. 

Finally, these various operations presuppose the 
determination of the values of certain parameters. 
For this purpose, operational research work is often 
employed; the computer makes this possible or con- 
venient. A few examples will be mentioned. 

We do not claim that our observations cover the 
entire range of production. These are perhaps not the 
most complex or important problems. They are, how- 
ever, operations which must be carried out and their 
quality determines the running of the plant and, 
consequently, costs. They are operations of which we 
have experience, so that we are able to refer to them 
with confidence. 
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1 Order specification 


Finally, we would add that in what follows, the 
boundary between conventional business machines 
and computers is not always very definite. This does 
not imply any misrepresentation of the facts, since 
it is true that while the two types of machines differ 
in means and capacity, there is no difference in 
method. 


SPECIFICATION OF ORDERS 


The document received from the customer, or com- 
mercial department, defines the order by a limited 
number of parameters, which are in general: tonnage; 
dimensions; some mechanical properties and, some- 
times, a few metallurgical characteristics; and deliv- 
ery period. 

It is usual, first of all, to pass this document to a 
metallurgical department which specifies certain 
factors relating to the quality to be obtained, and 
e ly directs the routing. After this, much further 
information is n to permit the work to be 
carried out. Without claiming to exhaust the list, the 
following may be mentioned: 


(i) the analysis of the routing, i.e. the indication of 
the various appliances through which the order 
will pass 

(ii) the tonnages at the various stages, taking into 
account the rejects and yields, which in turn 
depend on many factors 

(iii) the dimensions of the successive states from the 

ingot to the sheet metal 
(iv) the dates of the various operations, i.e. the 
time the metal takes to pass through each pro- 
duction unit 

(v) the technical essentials involved in the order: 
temperatures, elongation, surface character- 
istics, etc. 

(vi) secondary specifications, e.g. number of sheets 

and finishing circuits. 

The manual execution of such a problem consists in 
consulting a certain number of tables or graphs. The 
machine work is almost the same and it is carried 
out by consulting tables in the computer. The pro- 
cedure is outlined below (see Fig.1). 
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The customer’s initial document is transferred to 
punched cards, which also include the information 
provided by the metallurgical department. The 
tables necessary for the work are numerous and 
voluminous; they must be recorded on magnetic 
tape. 
The orders having been classified by identical 
series, the corresponding tables are introduced into 
the computer. For each order considered, the com- 
puter consults these tables and finds the information 
required. As output element for each order we 
have finally the complete specifications, these being 
partly in the form of documents in plain language, 
partly in the form of punched cards or in the form 
of magnetic tape intended for other uses. 

Fundamentally, the work involved here is rela- 
tively simple, but its mechanization is amply jus- 
tified. 

There is a considerable saving in time. To specify 
daily 200 to 400 orders for example, plus daily 100 
alterations to previous orders, one machine hour 
replaces about 20 office-staff hours. Almost all mis- 
takes are eliminated. Manual processing, however, does 
involve errors because the work is repetitional and 
exacting. Furthermore, the rigidity of machine work 
necessarily excludes any interpretation, thus giving 
greater objectivity to the results. 

Mechanization also achieves integration by carry- 
ing out, in one operation, tasks which are often done 
in different offices and at successive times. The result 
is better co-ordination and above all, complete mas- 
tery of specification rules. 

Finally, it should be added that on the occasion of 
this work, other tasks are carried out or may be 
contemplated, such as: strict control of the standards 
of the products, that is to say, rejection of orders 
incompatible with the ordinary capabilities of the 
working appliances; supervision of the loads on pro- 
duction lines; and bringing up to date the order book 
which is, in the main, formed by a magnetic tape used 
for other jobs. 


STARTING OF ORDERS 


The recorded orders form the order book. Some of 
them are received well in advance, others on the 
contrary arrive at the last moment and are urgent 
orders as soon as they arrive. They must, in any case, 
be started; that is to say, at a given moment their 
execution must be initiated. 

This problem is dealt with periodically; once a 
week appears to be a convenient frequency and one 
which is often adopted. 

In fact it consists of a weekly selection of 1500 
orders from an order book of 5000 orders. 

This represents a weekly selected tonnage of 
45000 tons. 

This amounts to selecting in the order book the 
order which it is expedient to start at a given moment. 
It is evident that the time factor is predominant and 
this is the problem. An order must be started in good 
time so that the delivery period stipulated by the 
customer will not be exceeded. On the other hand, the 
order should not be ready too soon, because this will 
encumber the stores for orders awaiting despatch. In 
arithmetical terms the starting data is the stipulated 
delivery period less the production time. Fortunately, 
in practice, the actual position is more flexible. 
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2 Starting of orders 


First of all, the delivery period includes a toler- 
ance, mostly provided by the customer or even self- 
imposed, for example by accepting a certain delay in 
store before despatch. 

Furthermore, the manufacturing period may vary 
according to certain alternatives. There may be 
several possible routings of different duration. Some 
means of speeding up the work is also possible. 

These various d of freedom make it possible, 
in regard to the delivery period, to allocate priority to 
certain essentials. A thorough study of the problem 
will indicate which priorities are expedient for the 
particular problem. Thus, in a period of heavy com- 
mitment it would be wise to ascertain the maximum 
load on the different production lines. 

The problem therefore becomes one of selecting 
the orders so that they will be completed in time, 
so that small tonnages may be combined, and so as. to 
take into account the loads best suited for the various 
production lines (and above all to avoid fluctuations). 

These general considerations need amplification. 

{i) The problem can be solved, as we have seen, 
because there are certain degrees of freedom. This 
freedom must, however, be sufficient. Should the 
order book be in a state of confusion, starting would be 
unsatisfactory, that is to say, the production units 
would not be sufficiently loaded, while many orders 
would be delayed. There is, therefore, a preliminary 
stage in making up the order book, for which medium- 
term and long-term forecasting are employed, and 
within the framework of which the orders are taken. 
This is checked when the orders are booked. 

(ii) The starting of an order affects the load on the 
plants for several weeks, because production itself 
is spread over several weeks. The data of the problem, 
therefore, include the load on the various machines 
during the weeks to come. 

(iii) The term ‘load on a production unit’ involves 
breaking down the tonnages according to various 
criteria, or priorities. For example, the capacity of a 
steel plant is analysed according to steel qualities and 
types of ingot. The capacities of a rolling mill are 
related to the various sizes dealt with in one set-up of 
rolls. When one starts to list these priorities in a plant 
one finds that the number mounts up. We have now to 
take into account more than 50 of them. Furthermore, 
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these capacities are brought up to date at each com- 
puter operation (let us say every week) to take fresh 
events into account (plant maintenance, holidays, 
etc.). 

(iv) Despite the precautions taken, and despite the 
various possible alternatives, some orders are set 
back and from then onward are referred to as delayed. 
Actually, they are not very numerous and may be 
treated as exceptions. 

Ultimately, the starting operation consists of (see 
Fig.2): (a) introducing into the machine the loads 
provided per plant for the weeks to come (b) exam- 
ining in succession the orders booked, so as to start 
them if their delivery period demands it, provided that 
this is compatible with the loads on the plants, and 
(c) indicating the orders which cannot be put in hand 
and which would, therefore, be outside the delivery 
period. 

Actually, this description of the procedure is a 
simplified picture of the work. The problem is more 
complex and more varied. For instance, we have 
implicitly assumed that the start of an order neces- 
sarily occurred at the first stage, i.e. on the steel 
plant. However, this is not always the case. On the 
one hand, excess metal may occur at any point of 
the chain, owing either to some particularly successful 
operation or, on the contrary, to an unsuccessful 
operation. On the other hand, for cutting short the 
delivery periods or for other reasons, it may be 
considered desirable to use judiciously replenished 
intermediate stocks. 

Finally, we would add that this problem is one of 
the most important which a production control de- 
partment has to solve. Consequently, its solutions 
will be peculiar to each firm. Different solutions de- 
pending on the general policy of the concern, its 
degree of mechanization, and its general attitude, will 
be adopted. 

We have endeavoured to show that the quantity, 
the complexity, and the consequences of this work 
are such that manual handling can only be an ap- 
proximation. It is the prototype of tasks for which 
powerful means, such as computers, are necessary to 
cope with the various parameters and to arrive at the 
required result in an acceptable period. 


FOLLOW-UP OF WORK IN HAND 


The fulfilment of the order is achieved by production 
operations, that is to say, movements of the metal. 
In the course of the cycle, the units of metal are 
modified or altered, as the ingot becomes a slab, the 
slab gives rise to a coil, and the coil is cut into sheets. 

We have no need to emphasize the fact that it is 
essential to follow this process. Nor shall we seek 
to prove that this work may be mechanized, since 
numerous firms have already introduced the punched 
card in this field. 

The underlying basis of this problem is a card 
index, in which each unit of metal is represented by 
a card brought up to date at each production oper- 
ation. On the face of it, this work appears to be easy, 
yet the limited objective of keeping this card index is 
not easily achieved. What then are the obstacles to be 
overcome? 

In hot mill operations, at the slab or coil stage, the 
speed of production is a main difficulty. In cold mill 
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3 Follow-up of work in hand 


operations, there is more complexity, i.e. more numer- 
ous and more varied treatments; sometimes indeed 
the metal passes twice through the same machine. 

More serious still are the difficulties arising from 
changes which modify the identity of the unit of 
metal, whether it concerns successive stages (ingots, 
slabs, coils, packs), or welding operations (pickling, 
for example), or sub-division (cold-rolling coils in 
particular when they break or when they are cut). 
These changes must be followed without losing the 
real identity of the metal. Translated into punched 
cards, this development results in the production of 
new cards and the elimination of out-of-date cards. 

Finally, the transmission of information between 
the production lines and the administrative centres 
sets serious problems in regard to achieving the 
precision, reliability, and speed required in this 
activity. On this particular point, mechanization 
leads to a study of more or less complicated remote- 
transmission devices. Numerous studies are in pro- 
gress either at steelworks or at equipment manufac- 
turers. No doubt these projects will produce practical 
results in the years to come. 

By simplification and schematizing, this problem 
can be seen to have three solutions, which are also 
three stages. They are shown in Fig.3. 

In solution I, a punched-card index is dealt with 
manually. The manual part of the work is comple- 
mented by a check on the information sent by the 
production lines. This solution, which is cumbersome, 
is inevitable as long as the quality of the information 
received is inadequate. 

In solution II, it is assumed that the information 
received may be punched directly and thus give rise 
to an ‘operation’ card. Keeping the index up to date 
is then done mechanically, by means of office mach- 
ines, 
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It appears desirable, however, to produce the 

‘operation’ card automatically. This is the basis of 
solution III. The unit of metal is accompanied by a 
card expressing its former situation. In the course of 
the work, the production operator introduces into 
a reader the ‘previous situation’ card, which he 
completes with the new data either by manual ad- 
dition or by automatic recording (weighing machines, 
for example). There is thus obtained a ‘new situation’ 
card accompanying the element of metal, and an 
‘operation’ card for bringing the card index up to 
date. 

In short, the developments made in this field have 
the object of making the transmission of information 
and the bringing up to date of the card index as 
automatic as possible. 

In the diagram of Fig.3, the term ‘business machine 
exploitation’ has been given to the operations carried 
out from the card index of the work in hand. They are 
numerous and affect various sections: production, 
book-keeping, production bonuses, etc. They appear 
in the form of progress reports, steel stock lists, 
corrected production returns, etc. 

In regard to production, after steel in hand cards ané 
order cards have been grouped manually, scheduling 
of the production units can be effected by means of 
conventional office machines. 

In short, the problem of following-up work in 
hand, however simple it may be in principle, involves 
numerous practical difficulties; with regard to the 
exploitation of the card index, it assumes multiple 
forms, among which the scheduling of the production 
units is in itself an important and delicate problem. 

We feel that the limits of conventional office mach- 
ines have been reached in this field, owing to the 
volume of information, the working rhythm involved, 
and the nature of the exploitation which one may be 
called upon to perform. In this case the punched card 
is too clumsy and too slow a device. There exists un- 
doubtedly a sphere of application for new means, let us 
say for computers, computers considered at first as 
information collectors and then being gradually used 
in preparing the scheduling of the production units. 
This will become evident as time goes on. 


FOLLOW-UP OF ORDERS 


A knowledge of the state of of the orders is 
necessary all along the production line. The order 
which is started goes through different stages of 
successive scheduling on the various appliances. It is 
therefore necessary to know its state of progress. This 
is important for the final operations: the preparation 
and despatch of the material when it has been com- 
pletely processed. It is even more important when the 
material is incompletely processed: it must be handled 
with a full knowledge of the situation. Furthermore, 
it is necessary to be able to inform the customers or 
the commercial department; this is an essential part of 
the service owed to the customers. 

In fact, the work of following up the orders is 
always done with the greatest care in any plant. 
However, with developments in production, manual 
processes have been found to be very unwieldy, so 
that recourse has been made to office machine methods 
for facilitating this task. 

In the problems discussed above, the concept of the 
order was one of the basic parameters of the work. 
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This is explicit, in all that concerns the order book, 
which, as we have seen, may be carried on magnetic 
tape. It is implied in the follow-up of work in hand, 
because a unit of metal is always assigned to an order 
more or less directly and definitely. 

There are therefore two fields in which order follow- 
up is relevant. In the works, within the framework of 
the problem of the work in hand, the order parameter 
is present in the card index we have mentioned. A 
special operation therefore will show, in regard to 
a given order, the position of the different units of 
metal assigned to it. This may be translated into 
tonnages before pickling, tonnages after rolling, 
tonnages ready for despatch, ete. This information 
will make it possible to schedule, i.e. to start and 
direct the successive manufacturing operations up- 
stream and downstream. 

This information, however, is also received by the 
central group of the production control department 
which, in more synthetic form, brings up to date the 
magnetic tape including a ‘recording’ by order. 
From this tape, brought up to date, are drawn up 
the returns, to which are added exception reports 
telating to anomalies. 

The importance of such work is obvious, and there- 
fore we shall not dwell any further on this subject. 
We wish, however, to mention the conception of 
‘integrated management’ which is common in this 
field. Any event, in particular, a manufacturing opera- 
tion, has numerous repercussions in various fields. 
Owing to mechanization, the various pieces of work are 
carried out with the same data which have only 
been recorded once on a punched card. This eliminates 
the numerous duplicates which manual processes 
involve, and ednsequently the resulting mistakes. 
With magnetic tape, the process is still better, since 
manual intervention is reduced still further. 


OPERATIONAL RESEARCH PROBLEMS 


Although it is not the subject of this paper the use of 
the computer for operational research problems in the 
field of production deserves some mention. 

The examples will be taken from the province of 
order starting. We have seen that one of the elements 
of this problem is the load to be provided for the 
production lines. This load may be determined from 
statistics collected in the past. It may, however, also 
be the subject of special work, for example on the 
occasion of modification or extension of plants. 
Furthermore, for fixing long-term programmes, it 
may be necessary to study the extension of the means 
for obtaining a given level of production or for re- 
moving bottle-necks in production. Thus, we have been 
obliged, for instance, to ascertain the number of 
soaking pits required for ensuring a given level of 
slab production. 

Another example may be produced in connexion 
with the diminution of intermediate stock. For some 
orders, a start is made, not from the steel plant, but 
from an intermediate stock of metal. Thus, for 
instance, in the production of tinplate in certain sizes 
coils stocked before pickling are used. A certain 
amount of excess side trimming is accepted, provided 
the corresponding cost is less than certain values. 
The problem consists in calculating the amount of 
these stocks in the different sizes of coils, according 
to certain hypotheses of the order books. 
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CONCLUSION 
We will conclude with a few observations of a general 
nature. 

First, we must stress the incomplete and temporary 
character of the processes outlined. We are dealing with 
a subject which, although not new, is currently under- 
going profound modification. Probably the appearance 
of computers, and their utilization for administrative 

have caused this. 

In addition, the technique of these machines is 
rapidly being altered; their adaptation to the problems 
of businesses is being improved and this tends to 
enlarge the problem. Furthermore, the operators 
themselves are well aware of the provisional nature of 
their methods. Operational programmes have to be 
revised or changed frequently. Everything is in a 
state of flux. 

This feeling of instability, however, is accompanied 
by a certainty of improvement and evidence of pro- 
gress. The difficulties, it is true, are many and mistakes 
and uncertainties are common. But favourable results 
are being obtained. 

First of all, repetitional work without human in- 
terest, if not eliminated, is at least considerably 
reduced. The automatic control of production mach- 
ines has made manufacturing work less arduous. 

Also the results obtained are manifestly better. 
Mass production with its rhythm and its too numerous 
parameters involves us in complex and confused sit- 
uations, The modern processes we have discussed 
are sweeping away the feeling of frustration which is 
sometimes experienced. It is also found that the 
problem is handled better because the actual state 
of affairs is analysed better. 

Moreover, management may know at any time which 
rules are applied all the way down the production 
lines; which rules are difficult to follow or not easily 
compatible with others; and also which orders cannot 
comply with the rules. 

This may be called ‘optimization’ and may be 
applied simultaneously in fields as varied as: produc- 
tion costs (for the benefit of the concern); accuracy 
in delivery (for the benefit of the customer); and use 
of employment or of production capacity at their 
best (for the benefit of the plant itself). 

We must not, however, neglect the psychological 
problems which these processes impose. An order 
recorded on magnetic tape cannot be consulted as can 
a document in plain language. In many cases, the 
visual check on the operations disappears. The results 
emerge, information regarding anomalies is received, 
but the total process goes unrecorded. 

Finally, let us say that the mechanical solution of 
problems means that they must be dealt with thor- 
oughly, that is to say, one must examine and analyse 
them fully. Experience and expert knowledge of 
office-machine techniques are also essential. 

Among the qualities necessary for success in this 
work, confidence in office machinery is needed. Also, 
to some extent, faith and even enthusiasm; qualities 
of youth. 

There must be constancy of effort, accuracy in 
reasoning and mastering of the problems; character- 
istics of maturity. 

These conflicting qualities will not often be found in 
any one man. This is a reason for believing that success 
in this field can only be achieved by teamwork. 
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The mechanism of carbide solution during 


the austenitization of high-speed steels 


Z. Bojarski, D.T.Sc., M.A., Ch.E. 


INTRODUCTION 


FROM PREVIOUS WORK’ on the phase constitutions and 
chemical compositions of carbides in high-speed steels, 
it may be supposed that the chemical composition of 
the fundamental M,C-carbide changes during austenit- 
ization of the steel. The behaviour of this carbide has 
been studied by Gulaev,? Arkharov et al.,* Gold- 
schmidt, McHargue et al.,5 and others®; the point has 
been raised also in discussion of the work! by Hoyle.’ 

Opinions on the mechanism of M,C solution during 
austenitization differ; some workers suggest that the 
carbides do not change, and others suppose that they 
do. Therefore it was decided to investigate the matter 
in more detail. There was a possibility that the known 
phenomenon of carbides assuming a polygonal form 
during high-temperature austenitization, might be 
connected with changes in their chemical composition. 


MATERIALS AND METHODS 


For the investigations, 184-1 and 9-4-2 types high- 
speed steel were used, from the same source as steels 
used in previous work?; the heat treatment of the 
samples was also identical. The extraction of the 
carbides from the steel was carried out using 5°4,HCl 
(aqueous solution) as an electrolyte, and a current 
density of 0-01 A/cm?. The residue cleaned from the 
electrolyte was used as the material for X-ray exam- 
ination. 

The austenitizing times of 1, 5, 10, and 20 min were 
too short for attaining a state of equilibrium between 
the matrix and the carbides. Nevertheless the meta- 
stable state attained in the system was of interest 
because of similarity in heat treatment of the steel 
with the conditions occurring in industrial practice. 

X-ray examination in the form of a precision deter- 


’ mination of the lattice parameters, was chosen as the 


basic method of investigating the carbide structure at 
various austenitizing temperatures, because evidence 
of variations in M,C spacings according to the 
austenitizing temperature, would make it possible to 
detect changes in their character. 

Changes in chemical composition may occur by 
diffusion of individual elements from the carbide to 
the matrix, or vice versa. Therefore the chemical com- 
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SYNOPSIS 

Precision measurements have been made of the lattice 
constants of M,C-carbide occurring in quenched and 
annealed high-speed steels of 184-1 and 9-4-2 types. 

Austenitization has been carried out in the 900- 
1300°C temperature range, with soaking times of 
1-120 min. 

It was found that under these heat-treatment conditions 
the M,C-carbide is stable, but its lattice parameter 
changes owing to coagulation and diffusion processes 
between matrix and carbides. A rapid increase in the 
lattice parameters of the carbide is observed during which 
it assumes a polygonal form for austenitizing tempera- 
tures from 1250°C. 1970 





position of the individual carbide crystallites in the 
metastable state, is liable to show unhomogeneity, 
so that the lattice parameters within a single crystal- 
lite should also vary. To study the chemical unhomo- 
geneity of an individual carbide crystallite, and the 
diffusion processes involved, a method of precision 
measurement of the lattice constants was applied 
using radiation of different wavelengths. The feasi- 
bility of this method was shown by A. Kochanovska.*® 

To obtain data on structural and quantitative 
changes in the carbides, a microscope study was 
carried out along with the X-ray examination. 
Accurate data of the carbide contents have been given 
previously,? 


RESULTS 

With a rise in austenitizing temperature the number 
of carbide grains distinctly diminishes. In the 18-4-1 
steel their size and shape also change. With a tempera- 
ture of 1250°C the change in shape is clearly visible. 
On the polished samples the carbides assume a poly- 
gonal form, mostly square or rectangular (Fig.1). 

The samples of austenitized 9-4-2 steel do not show 
any visible changes in shape and grain size of the 
carbides, up to a temperature of 1 260°C; they remain 
roughly spherical and are distributed within the 

ins as well as the boundaries. Compared with the 
samples of 18-4-1 steel the number of undissolved 
carbide grains is insignificant. 

X-ray patterns were obtained using Co and Cr Ka 
radiations. It has been calculated that the penetration 
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TABLE | Characteristic data of 1/ ,C-carbide reflections used 
in precision lattice constant measurements 


Range of Brags ‘ 
h?+k? Ka,CodA,=1- esroux a, Cr A, = 2-28503kX 
No.hk] +1% Ka,CoA,=1-78919kX Ka, Cr Ay=2-28821kX 








1 1060 136 70-71 
866 
2 1200 144 76-77 
884 
3 1151 147 78-79 
777 
4 911 83 wea 70-71 
5 664 88 wre 16-77 





depth* for Cr Ka radiation was about 1-5 um, and for 
Co Ka radiation about 2-7 um. In this calculation 
extinction effects were di ed. 

Table I shows data of the reflections used for the 
measurement of lattice parameters. 





* ‘Penetration depth’ is taken as the thickness of material 
effectively contributing to the observed diffraction pattern. 
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X-ray patterns were obtained by the Straumanis 
technique, using powder cameras of 114-6 mm dia., 
and specimens of 0-3 mm dia., made by powdering the 
carbides and mounting on glass rods. 

To compare the values of the parameters obtained 
by using different radiations, graphical extrapolation 
of the spacing values to 9=90° was used as a function 
of 1/2/cos @ cot 046-1 cos* @ (Nelson and Riley’s 
method).* This eliminates the systematic errors inher- 
ent in the precision determination of lattice para- 
meters, except for correction for X-ray refraction, 
which was calculated according to Peiser et al.° The 
general accuracy of measurement was -+-0-0002 kX. 

Figures 2-5 show the M,C lattice constant values 
plotted against austenitization temperature and time. 

Microscopic and chemical examinations! indicate 
that during austenitization of high-speed steel two 
phenomena occurred to which the M,C-carbides are 
susceptible. The first consists in the solution of the 
carbides in the matrix, and has a decisive influence on 
its alloy content, control of which is the main object 


@ilmin; 65min; ¢c10min; d60min; e 120 min 
1 Micrographs of polished specimens from 18—4-1 steel, 
austenitized at a temperature of 1300°C, for various soaking 
times 
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of steel austenitization. The second phenomenon 
manifests itself in the growth of the carbides, and in 
their assumption of a polygonal shape; it mostly takes 
place at high temperatures and for longer austenitizing 
times. 

X-ray examinations indicate that the M,C-carbide 
structure does not change during austenitizing times 
up to 20 min in the temperature range 900—1300°C.! 
To ascertain the carbide behaviour for longer austen- 
itizing times, the 18-4—1 steel samples were soaked at 
1300°C for 1 and 2h. 

X-ray patterns of residues from samples thus treated 
indicate reflections characteristic of the M,C-carbide. 
Consequently the M,C-carbide is stable and untrans- 
formable under normal austenitizing conditions. 

Nevertheless Figs.2-5 show quite clearly that the 
lattice parameters of the M,C-carbide change inde- 
pendently of the steel austenitizing conditions. The 
change is connected with alterations in the chemical 
composition of the carbide. From the atomic sizes, and 
the carbide structure, it is clear that the cause of the 
increase of M,C-carbide lattice parameter should be 
attributed to its enrichment in W or V atoms; but a 
decrease may result from the vacancies in the lattice 


TABLE II Chemical composition of ,C-carbides from 
annealed and austenitized 18-4-1 steel 





Heat treatment W, % Cr, % V,% Fe, % C,% 





Annealed 5hat 800°C 63-42 4:99 4-04 24-83 2-46 
Annealed 20 min at 1 200°C 65-07 3-67 2-98 25-01 2-28 


Annealed 60 min at 1 300°C 66°67 3:50 2-70 24-98 2:27 
Annealed 120 min at 1 300°C 66°20 3-49 2-85 24-52 2-18 
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produced by diffusion of atoms especially of Cr and 
Fe, to the matrix. The effect of carbon atoms on car- 
bide lattice parameter, and the significance of their 
lattice positions need further consideration. 

Measurement of lattice constants (Figs.2 and 4) 
showed that the M,C-carbide unit cells are distinctly 
larger in 18-4~-1 than in 9-4-2 steel. Therefore the 
chemical composition of carbides in these steels also 
differs. Chemical analysis ought to confirm this direct- 
ly, but owing to the presence of MC-carbide in the 
residue there are difficulties in a selective separation of 
M,C-carbide from the 9-4-2 steel. 

The results of the previous work' showed that, 
besides the M,C-carbide, the 18-4—1 steel also contains 
the M,,C,-carbide; it can be separated by use of the 
Popova method.'! X-ray examinations did not show 
the presence of MC-carbide in the residue, but it could 
occur in smal] amounts below 2%. Separations of the 
elementary carbon have been made by Gutman’s 
method.!? (This method does not ensure a quantitative 
separation.) Therefore a selective separation of M,C- 
carbide from the 18-4—1 steel residue, and an analysis 
without risk of major errors in the results became 
possible. Table II contains the results of chemical 
analysis of the carbides from 18-4~1 steel after various 
heat treatments. 

In spite of the similar course of the M,C-carbide 
parameter changes, dependent on austenitizing 
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temperature and time for the 18-4-1 and 9-4-2 steels, 
quantitative differences occur (Figs.2—5). 

As to the annealed state produced by austenitizing 
at 900°C, an increase of the eters may be 
observed. There is a possibility that this effect is 
caused by an unhomogeneity in chemical composition 
of the crystallites. Also the tungsten-poorer outer 
layers dissolve first. The eters measured with 
Co radiation, penetrating deeper into the crystallites, 
are larger in that temperature range than the para- 
meters measured with Cr radiation. 

The cause for the observed decrease of carbide para- 
meters, which begins, depending on steel yr pe | 
time, at a temperature of from 1000° to 1100°C an 
attains its minimum at 1200°C, should be sought in 
the diffusion involving the abandonment of 
the carbide lattice by the weaker carbide-forming 
atoms contained in it (e.g. Cr). 

The changes of carbide lattice parameters, Occurring 
at austenitization temperatures of 900-1 200°C are, in 
comparison with the strong increase in the tem 
ture 1200-1300°C, much smaller (eaenaly it 
18-4-1 steel). The increase in these parameters is 
likely to be due to the enrichment of the carbide by 
tungsten or vanadium. 
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The rapid parameter increase indicates that there is 
a greater probability of carbide enrichment by tung- 
sten than vanadium. 

The growth of carbide grains (Fig.l) occurs in 
parallel with the rapid increase in carbide lattice para- 
meters. The lattice constant measurement concerns 
the outer layers deposited on the grains during 
coagulation when the matrix already contains about 
8%W; consequently the outer layers are tungsten- 
richer. The cause therefore of the rapid increase of 
carbide lattice parameters is the deposition of new 
tungsten-richer layers. From a certain soaking time at 
austenitizing temperatures onwards the carbide para- 
meters change only slightly (Fig.6). 

The formation of polygonal grains may be due to 
their directional growth, related to the lattice sym- 
metry, as suggested by McHargue ¢7? al.® 

The use of two different radiations (Ka,, «, Cr and 
Ka,, %_ Co) for measuring the parameters of the same 
carbide, permits a confirmation of the unhomogenei- 
ties within the single crystallite. These unhomogenei- 
ties, occurring in carbides separated from the steels 
which had short times and lower temperature of 
austenitization, are the reason for the differences in 
the parameter, as measured by using the two kinds of 
radiation, because under these conditions the diffusion 
processes between the matrix and the carbides com- 
prise mostly the layers nearest the surface. Therefore 
the parameter values obtained by Cr radiation differ 
from those obtained by Co radiation, which has nearly 
twice the penetration. For the same reason the X-ray 
patterns obtained with Cr radiation, comprising only 
the surface layers of the crystallites, show much greater 
sensitivity to the changes occurring in these layers. In 
comparison with the data obtained by Co radiation, 
this expresses itself in the magnitude of the effects, 
i.e. in a decrease or an increase of the lattice spacing. 

The parameters calculated from the X-ray patterns 
based on Cr and Co radiation become equal, if time and 
temperature of austenitization are long and high 
enough respectively. This indicates a homogeneity of 
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the crystallites up to the penetrating depth of Co 
radiation. 

The distinct changes of the M,C lattice parameters 
during steel austenitization, which are connected 
with changes in their chemical composition, confirm 
the observations of Arkharov et al.,* yet they seem to 
contradict the results given by Goldschmidt‘ and 
McHargue,® who had not observed such a change. An 
explanation may be the different heat treatments of 
steels used by the above authors. 

McHargue‘ compared the lattice parameters of car- 
bides separated from steels of relatively long-time and 
high-temperature austenitization. 

The present investigations showed that (Fig.6), in 
agreement with McHargue’s statement, the M,C para- 
meter becomes stabilized during long times and at 
relatively high austenitization temperatures; and 
afterwards only insignificant changes are liable to occur. 
Nevertheless there is a ibility that McHargue 
compared parameters of carbides in which the 
composition had already been stabilized. 

Goldschmidt compared the parameters of M,C 
separated from an annealed steel, with one quenched 
from 1300°C, but gave no details of the austenitizing 
time of the samples. It is possible therefore that the 
austenitizing time was too short for the development of 
the diffusion processes, and consequently for the 
changes of carbide lattice parameter. Apart from the 
absence of a statement of the changes in carbide 
lattice values, Goldschmidt does not deny entirely the 
possibility of carbide composition changes during 
heat treatment. 

On the basis of investigations carried out on the 
mechanism of M,C-carbide solution, it is possible to 
distinguish two stages. 

The first includes the range of austenitizing tem- 
peratures up to 1200°C, and is characterized by com- 
paratively slight changes of the lattice constant and of 
grain size. In that range the diffusion processes be- 
tween the matrix and the carbides, and the dissolution 
of the tungsten-poorer outer carbide layers, play a 
fundamental! part. 

The second stage includes temperatures over 
1200°C, and is characterized by a solution of an 
important amount of M,C, a rapid increase of the 
lattice constant, and of the grain size of the un- 
dissolved carbide. At the same time the carbides 
assume a polygonal shape. During that stage a coagu- 
lation of carbide grains takes place, the core consisting 
of more stable, undissolved carbides. The new layers 
forming around them are tungsten richer. 


CONCLUSIONS 

1. The M,C-carbide is relatively stable and for the 
usual steel austenitizing conditions does not change 
into another crystalline form. 
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2. The chemical ee of M,C varies with 
steel composition, e.g. M,C-carbide of 18-4—1 steel is 
tungsten richer than that of 9-4-2 steel. 


3. The parameters of the M,C-carbide lattice change 
during steel austenitization owing to the diffusion pro- 
cesses between the matrix and the carbides and owing 
to coagulation processes. Qualitatively the character 
of these changes is similar for carbides of 18-4-1 and 
9-4-2 steels. The occurrence of quantitative differences 
is due to differences in chemical composition of these 
carbides, diffusion conditions, because of lower 
austenitizing temperatures, and a smaller amount of 
undissolved carbides. 

4. At high-speed steel austenitizing temperatures 
the carbide grain growth is a result of coagulation. 
Moreover the new layers growing are of different 
chemical composition than the core; this is confirmed 
by a significant increase in size of the lattice. 

5. The formation of polygonal carbides is connected 
with the tendency of the grains to attain a minimum 

energy, not by a minimal surface, but through 
development of planes of lowest surface energy in 
agreement with McHargue et al. 

6. The unhomogeneities proved to exist within an 
individual M,C crystallite for comparatively low 
temperatures and short times of austenitization are 
connected with the diffusion effect dominant under 
those conditions, most of all in the surface layers. 
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Fuel additions and blast modifications in the 


blast-furnace 


H. B. Bell and J. Taylor 


THE POSSIBILITIES associated with replacement of a 
part of the metallurgical coke by alternative fuels and 
modifications of the combustion air in the iron blast- 
furnace are attracting increasing attention. A theo- 
retical analysis of the problems can be based on two 
considerations. In the first place the effect of these 
variables on the thermal economy of the furnace can 
be calculated from the overall thermal balance. In the 
second place regard must be paid to the thermal 
potential (temperature) of the reducing gases. When 
attention was first directed to this latter aspect of 
blast-furnace theory by Johnston! the emphasis was 
on the need to generate heat in the hearth at a tem- 
perature sufficient to raise the products, “_ and 
metal, to the required operating temperature. Under 
modern conditions this limitation y arises but the 
vertical temperature distribution in the stack is affected 
by the temperature of the ascending reducing gas and 
this is a most important operating factor. In particular 
a steep temperature gradient in the lower part of the 
furnace is associated with sticky and erratic operation. 
This has in the past proved a limitation to the use of 
high blast temperatures. Practical experience showed 
that beyond a certain point, which varied with con- 
ditions, the theoretical advantages of supplying addi- 
tional heat as sensible heat of the blast was more than 
offset by the poorer reduction efficiency resulting from 
erratic stock descent. 

In the present state of knowledge it does not appear 
possible to estimate the vertical temperature distribu- 
tion with any degree of precision. Even the first stage 
in such a calculation, the gas-solid temperature differ- 
ences, requires information on the progress of reactions 
within the furnace which is not available. If assump- 
tions are made as to the progress of the reactions, 
gas-solid temperature differences can be calculated? 
but it must be appreciated that the absolute value of 
the results is of very doubtful significance. The com- 
parative values of calculations designed to illustrate 
the effect of different variables are much more signifi- 
cant and it is considered that they are a very useful 
qualitative guide to the effect of such variables as 
blast temperature, burden composition, etc. In the 
present context we are concerned with one set of 
variables, increase in blast temperature and oxygen 
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SYNOPSIS 

The effect of oil, coal, and coke-oven gas injection on the 
fuel requirements of the blast-furnace has been calcu- 
lated. The basis of comparison is in the first place un- 
changed gaseous reduction efficiency. Factors are given 
for the coke equivalents of these fuels together with factors 
for changes in blast temperature, moisture, and thermal 
requirements. 

Compensation for fuel or moisture additions by in- 
creases in blast temperature or oxygen content have been 
examined through the gas—solid temperature differences in 
the stack. It is found that tuyere combustion temperature 
is @ sufficient guide and graphs are given showing com- 
pensating additions necessary to maintain the tuyere 
combustion temperature constant. 

Although the comparisons have been based on constant 
reduction efficiency the question of the improvements in 
reduction efficiency that might be achieved has been 
examined both theoretically and by analysis of available 
data on injection trials. 1998 





enrichment, which increases gas-solid temperature 
differences in the lower part of the furnace, and 
another set of variables, fuel injection and steam addi- 
tions to the blast, which decreases these differences. 
Calculations can be made to show what combinations 
of steam or fuel on the one hand and increased blast 
heat or oxygen enrichment on the other will maintain 
gas-solid temperature differences substantially un- 
changed. If therefore we take tried and proved operat- 
ing conditions for any given practice as a norm, and at 
the moment only by practical experience can a norm 
be established, the combinations of fuel or steam and 
heat or oxygen necessary to maintain that norm can 
be calculated. 

The data for these calculations must be obtained 
through the thermal balance and it would be exceed- 
ingly laborious if it were necessary to arrive at the 
combinations by a process of trial and error. Fortu- 
nately, as shown later, the combustion temperature at 
the tuyeres is a very good guide. If the combinations 
necessary to maintain this constant are calculated 
then in most cases the gas-solid temperature differ- 
ences up the stack are also maintained substantially 
constant. In the subsequent discussion constant 
tuyere combustion temperature is taken as the criter- 
ion of constant operating conditions. 
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THERMAL SURPLUS (requirement) kcal 


Basis lg Fe; blast temp. 800°C; top gas temp. 200°C 
1 Carbon rate v. thermal requirement for coke fuel 


THE THERMAL BALANCE 
Effects of thermal requirements, biast temperature, and 
degree of reduction 
For the thermal balance calculations we have followed 
the method used in a previous paper.* The balance is 
made in two parts. On the one side is the thermal 
change associated with the combustion of the fuel and 
the reduction of iron oxide. On the other side is the 
heat required for sensible heat of metal and slag, reduc- 
tion of metalloids, cooling losses, etc. There must be a 
thermal surplus from the first part equal to the 
thermal requirements of the second. The effects of the 
variables under consideration only enter the first part. 
If we consider first normal practice, there are two 
limiting cases for the reduction of iron oxide with 
carbon. In case A all the carbon is burnt to CO at the 
tuyeres and reduction of iron oxide is entirely by CO, 
i.e. reduction is 100% indirect. In case B all the carbon 
reacts with iron oxide to give CO+CO,, i.e. reduction 
is a combination of direct and indirect. If Fe,O, is 
taken as the commonest form of iron oxide then for a 
CO/CO, ratio of 1-0 reactions A and B can be repre- 
sented 


}Fe,0,+3C+ §0,(air)=Fe+ 3CO,+3CO «2.2.00... ceeeeeeeee A 
$Fe,0,+C =Fe+ $00 ,+4CO «2.2... .ec cece eee es B 


Similar equations can be constructed for any chosen 
CO/CO, ratio and the heats of reaction obtained from 
standard thermochemical data and the heat of com- 
bustion of coke carbon (see Appendix). Reaction B is 
endothermic and it can readily be shown that even for 
poor CO/CO, ratios the heat developed by reaction A 
is far in excess of the thermal requirements of the 
remainder of the . Therefore, in the blast- 
furnace, iron oxide reduction is always by a mixture of 
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reactions A and B. The thermal surplus resulting from 
the reduction of Fe,O, and combustion of coke can be 
calculated from the reaction heats of A and B, and the 
sensible heats of air and top gas. In the subsequent 
calculations air temperature has been considered as a 
variable but since top gas temperature is an un- 
controlled variable a temperature of 200°C has been 
assumed for all calculations. An example of this calcu- 
lation is shown in Table 1 of the Appendix. 

From this and similar calculations the curves shown 
in Fig.1 have been constructed. These show the varia- 
tion rate with thermal requirements for (a) constant 
CO/CO, ratio and (b) constant degree of direct reduc- 
tion in carbon of iron oxide. This latter is expressed as 

‘eO(p)% and is the percentage of iron reduced by 
coke carbon according to the equation 


Fe0+C=Fe+CoO 


This method of expressing direct reduction is pre- 
ferred because it is independent of the Fe/O ratio in 
the ore and the FeO—Fe reduction is the slow step in 
iron oxide reduction. It is considered therefore that 
reduction efficiency is more accurately reflected by the 
proportion of unreduced FeO than by the percentage 
combined oxygen reduced by CO or H,. Figure 1 
demonstrates an important aspect of blast-furnace 
theory, namely, that the thermal surplus, carbon rate, 
amount of direct reduction, and CO/CO, ratio are 
interdependent variables. If any two are specified they 
then determine the other two. The importance of 
gaseous reduction and the intercorrelation between 
FeO), carbon rate, and CO/CO, ratio may be illus- 
trated from a specific example. For a thermal surplus 
of 1 keal/g Fe (a typical value for the additional thermal 
requirements) an improvement in FeO,p) from 75% 
to 40°, is required to effect an improvement in the 
CO/CO, ratio from 3-0 to 1-0 and in the carbon rate 
from 0-63 to 0-47 g C/g Fe. Another effect which is not 
always appreciated is that for a given CO/CO, ratio the 
necessary value of FeO.) must decrease as the ther- 
mal requirement increases. For instance if the increase 
is from 0-7-1-25 keal (about the range of practical 
operation) the FeO») value must decrease by 15-20%. 
In other words if the CO/CO, ratio is taken as the 
measure of thermal efficiency and FeO, as the mea- 
sure of operational efficiency, it requires increased 
operational efficiency to maintain the same thermal 
efficiency with increasing thermal requirements. 

This raises the important question as to the criterion 
to be used in making comparisons: should it be con- 
stant CO/CO, ratio or constant FeO,y)! The former is 
commonly employed but as will appear from later 
calculations there are cases when such a basis involves 
an assumed decrease in FeO,p) which is improbable to 
say the least. Moreover for different cases a continual 
variation in FeO gq) must be assumed for which there 
appears no justification. It appears in every way 
sounder to make comparisons in the first place on the 
assumption that FeO,p), i.e. operational efficiency, 
remains constant. Thereafter the very difficult ques- 
tion of the further benefits which can be expected due 
to an improvement in gaseous reduction may be 
considered. 

From the curves in Fig.l and similar graphs for 
different blast temperatures the following factors for 
the effects of thermal requirements, degree of gaseous 
reduction, and blast temperature have been obtained. 
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Basis 1g Fe; blast temp. 800°C; top gas temp. 200°C 
2 Carbon rate v. therma! requirement for coke + 10°5% oil 


Thermal requirement 
+0-0324 g on carbon rate for +0-1 kcal on thermal 
requirement. 


Degree of reduction 

+0-0047 g C for 600°C air blast temp. for +1% FeO) 
+0-0045 g C for 800°C air blast temp. for +1%FeO) 
+0-0043 g C for 1000°C air blast temp. for +1% FeO) 


Blast temperature 

+3-75% on carbon rate for +100°C on blast tempera- 
ture. This and the thermal requirement factor are for 
constant FeO). 

It should be noted that when the factor is expressed 
as @ percentage it is based on the carbon rate corres- 
sages bye the thermal requirements of the process. 

addition there is a variable amount of carbon 
required for solution in iron and reduction of metal- 
loids. An average value for this would be 0-06 g. In 
practice therefore the corresponding amount should be 
deducted from the gross carbon rate before applying 
the percentage correction. Equally so actual 60)00, 
ratios ought to be corrected for the CO from reduction 
of metalloids and CO, evolved from fiuxes to corres- 
pond to the CO/CO, ratios quoted here. 


Water vapour in biast 

Water vapour either adventitious or deliberate is the 
commonest addition. Steam addition has been mainly 
used to modify tuyere combustion temperatures, and 
hence the vertical temperature gradient, in order to 
carry higher blast temperatures. It is almost com- 
pletely dissociated in the tuyere zone by reaction with 
carbon and much discussion has revolved round the 
question of the extent to which hydrogen is recon- 
verted to water vapour by reaction with the iron oxide 
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in the stack. Evidence that hydrogen (either from 
steam in the blast or hydrocarbon fuel) has been con- 
verted to water vapour in its passage up the furnace 
| we nothing since the water vapour may have 
ormed either by 
Fe0+H,=Fe+H,0 
or CO,+H,=CO+H,0. 


In fact the argument is an academic one if constant 
FeO») is adopted as the basis for comparison since 
reduction by H, is equivalent to gaseous reduction by 
CO. It is true that the heats of reaction CO-CO, and 
H,-H,0 are slightly different, —66 kcal and —58 kcal, 
and that affects the thermal balance. Calculation shows 
however that the effect is small enough to be ignored 
at least up to ~10%H, in the top gas. This also means 
that the CO+H,/CO,+H,0 ratio may be substituted 
for the CO/CO, ratio always remembering that as with 
CO, it is H,O from reduction of iron oxide with which 
we are concerned and not water associated as such 
with the burden. 

While on the basis of constant FeO,p) the question 
of whether hydrogen participates in the reduction of 
iron oxide is an academic one, the possibility that 
hydrogen in the reducing gases may accelerate gaseous 
reduction and thus lead to a lower FeO,p) cannot be 
ignored. This will be discussed later along with other 
possible factors which may influence the kinetics of 
iron oxide reduction in the blast-furnace. 

The effect of water vapour on thermal balances of 
the kind shown in Table 1 of the Appendix is straight- 
forward and modified balances have been calculated. 
These were then plotted as in Fig.1 and hence the cor- 
rection factor for water vapour obtained. On the basis 
of constant FeO, it is +(2-7-3-2%) on carbon rate 
for +1% moisture, the slight variation corresponds to 
a variation in FeO) from 40-70%. On the more 
familiar basis of g/frt* the correction is +(0-9-1-0%) 
on carbon rate for +1 gr/ft*. 

There is the combined case of moisture addition 
compensated for by blast temperature to give the same 
combustion temperature. From Fig.3 1% additional 
moisture in the blast requires to be compensated by a 
65°C rise in blast temperature. The net effect is there- 
fore (2-7-3-2%)—2-5%=0-2 to 0-7% on carbon rate. 

On this analysis steam additions offer no advantage, 
in fact slightly the reverse. It may be that the hydro- 
gen leads to an improvement in reduction efficiency 
but the effect at best must be marginal and against 
that the cost of steam and additional blast heat must 
be taken into account. 


The possible fuels which can be used are all basically 
composed of carbon and hydrogen. Other constituents 
such as O, N, S not only contribute nothing to the fuel 
value but are usually deleterious. The heat of com- 
bustion of these fuels results from the burning of C and 
H to CO, and H,0. From this must be deducted the 
heat required to break the C-H, C-O, C-S bonds. In 
general the higher the H/C and O/C ratios the greater 
is the deduction. The similar effects of sulphur and 
nitrogen can usually be ignored because of their small 
concentrations. The simplest way of taking this into 
account is to calculate the apparent calorific value of 
carbon from the heat of combustion of the fuel minus 
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the heat of combustion of hydrogen. The magnitude of 
this effect is shown in Table 4 of the Appendix, in 
which apparent calorific values per mole of carbon 
range from 76 kcal for methane to 96 kcal for coke and 
anthracite. Even more significant are the heats of 
combustion to CO which are 8-5 kcal and 27-8 kcal 
respectively. One corollary of this is that for a CO/CO, 
ratio of 2-0, which may be taken as a fairly average 
, the efficiency of utilization of carbon is about 
53% for coke and anthracite but only 40% for 
methane. Purely from a thermal efficiency point of 
view therefore high carbon fuel is to be preferred. 


The most straightforward way of calculating the effect 
of oil is to determine the thermal surplus obtained if, 
for instance, 10°% of coke carbon is replaced by 10% of 
oil carbon. An example of this calculation is shown in 
Table 2 of the A ix for an assumed oil composi- 
tion of C=86% H=12%. Although it is unnecessary 
when the basis of comparison is constant FeO) it is 
convenient to calculate the values for a constant 
CO+H,/CO,+H,0 ratio. The results are then plotted 
as in Fig.2 which is similar to Fig.l. Reference to 
Table 2 of the Appendix and Fig.2 shows that in this 
method of calculation the real oil carbon percentage 
varies slightly, but for a fairly wide range of FeO») 
40-70% the variation is only 10-6-10-3%, and may be 
ignored. The oil carbon expressed as a percentage of 
tuyere carbon is required to estimate the compensat- 


TABLE | Effect of oil injection 





Change in H 
Total Oil Total Coke _CO+Hs from 





Fuel Cg Gg Ge Cg CO,+H,0 oil, % 
0-52. =z... aa} eat 1-5 $i 

Coke+ 10-56% oi10-53 0-056 +0-01 —0-046 1°8 3-5 

Coke + 10-5% oil 

temp. compen- 

sated (+ 190°C) 0-49 0-052 —0-03 —0-082 1-6 3-5 

Coke+29% oil 0-545 0-158 +0-025 —0-133 2-3 10 

Coke+ 29% oil 

temp. compen- 

sated (+.630°C) 0-43 0-125 —0-09 —0-215 1-6 10 

paw ci thettt ag 

com 

24-2%) * 0-55 0-056 +0-03 —0-026 1-9 4 

ma Pint Set 
compensated 
(344%) * 0-605 0-175 +0-085 —0-090 2-75 12 





Thermal requirement 0-9 kcal/g Fe, blast temperature (basic) 800°C, 
FeO 55% 
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ing increase in blast temperature from Fig.3(a). This 
must of course vary with FeO,p) and it is necessary to 
obtain the value by interpolation from the values 
given in Table 2 of the Appendix and similar tables. 
To illustrate the effect of oil additions it is necessary 
to take specific cases. It was first shown that the com- 
ison was substantially independent of the assumed 
last temperature, thermal requirements, and FeO) 
value. It was also confirmed that the factors previ- 
ously found for the effect of blast temperature FeO .p) 
etc. were the same as for the standard case. The com- 
ison shown in Table I was then made. From 
able I the following oil/coke equivalents on a carbon 
basis are obtained: 


Oil addition, not compensated, 1-2 oil carbon 
replaces 1 coke carbon 

Oil addition, temperature compensated, 0-62 oil 
carbon replaces 1 coke carbon. 


If both oil and coke are assumed to contain 86%, 
carbon the above ratios are valid for oil and coke on a 
weight basis. These ratios are substantially independ- 
ent of the amount of oi] used. They illustrate the fact 
that the principal advantage derived from the use of 
oil is the ability to carry higher blast temperatures. Of 
itself oil is inferior to coke as a blast-furnace fuel as 
shown by the gas ratios in Table I, column 6. For the 
temperature compensated cases the gas reduction 
ratio remains unaltered, showing that in these cases 
the comparison based on constant gas reduction ratio 
and constant FeO) are the same. 

An alternative method of compensating for oil 
additions and maintaining constant tuyere combustion 
temperature is by oxygen enrichment. One effect of 
this is that less heat is supplied as preheated nitrogen. 
The effect on the thermal Taieees will therefore depend 
on blast temperature. The reduction in the sensible 
heat supplied by the blast due to oxygen enrichment 
is greater at higher blast temperatures. To describe 
fully the effects of oxygen com tion would 
require a series of calculations at different blast tem- 
peratures and different top gas temperatures. In the 
present instance the effect has been worked out at the 
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one blast temperature, 800°C, as an example. As in the 
case of temperature compensation the calculations 
were based on maintenance of constant combustion 
temperature. The required oxygen concentrations 
were taken from Fig.4 and an example of the calcula- 
tion is shown in Table 3 of the Appendix. Graphs 
similar to Figs.1 and 2 were prepared and from these 
the values shown in Table I obtained. 

It is clear from these figures that, on the basis of 
constant reduction efficiency, a combination of oil and 
oxygen is much less attractive than oil compensated 
by temperature. The replacement ratio is 2-0 for the 
former as against 0-62 for the latter case. The oxygen 
compensated value will be greater at higher and 
smaller at lower blast temperatures but the effect is 
not large enough to invalidate the general comparison. 

It is frequently claimed that oil injection improves 
gaseous reduction and results based on constant 
FeO) represent therefore the minimum that can be 
expected. Variables which may affect the kinetics of 
iron oxide reduction are transit time of ore through the 
gaseous reduction zone, concentration of reducing gases, 
and concentration of hydrogen in reducing gases. The 
latter values may be obtained from data such as are 
represented in Table IT and Figs.1 and 2. For a 
constant rate of iron production and unchanged size 
of gaseous reduction zone the change in transit time 
may be estimated from the change in coke rate and the 
burden coke ratio on the volume basis. For example, 
for a mainly sinter burden, if the burden/coke ratio by 
weight is 2-5, the bulk density of sinter 110 Ib/ft* and 
= 30 Ib/ft® the burden coke ratio by volume is 0-7, 

en 


0/ ; 
°% ino his ‘Snack Utne: 4, decrease in coke rate 


0-7 
Values calculated on this basis are shown in Table II* 
together with gas volumes and gas compositions. 

In order to evaluate the effect of the variables 
shown in Table II on operational efficiency, considera- 
tion must be given to the kinetics of iron oxide reduc- 
tion in the blast-furnace. This problem has been 
intensively studied in the laboratory*-* and, while 
application of the results to blast-furnace conditions 
presents many difficulties, it seems probable that the 
rate controlling steps are: 


* It should be noted that in this calculation the coke rates 
previously quoted should be amended to include the require- 
ments for carbon solution in iron and reduction in metalloids. 
An average figure for these is 0-06 g. 
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TABLE ti Factors influencing the kinetics of iron oxide 
reduction (oil injection) 





Increase Top gas CO(CO,) H,(H,0) 
in transit volume, + H,(H,0), from oil, 
Fuel time, % __ititre % % 





Coke vee 2-4 43 
Coke + 29% oil 
temperature com- 


pensated (+ 530°C) 53 2-1 43 10 
Coke + 29% oil, O, 
compensated 23 2-1 60 12 





Approximate values for smaller oil additions can be obtained by 
linear interpolation. 

a requirement 0-9 keal/g Fe, blast temperature 800°C, FeO) 
55 ‘oO 


(i) mass transfer by gaseous diffusion through 
pores in the solid particle 
(ii) mass transfer by diffusion in the solid state. 


Gaseous diffusion is almost certainly rate controlling 
in the earlier stages but as reduction proceeds there is 
a gradual changeover until solid diffusion becomes the 
rate controlling step. The stage in the reduction pro- 
cess when the emphasis changes, and therefore the rela- 
tive importance of the two steps, depends on type of 
ore and size of particle. For porous ores and large 
particles gaseous diffusion is relatively more important 
than for small particles and dense ores. In the case of 
gaseous diffusion mass transfer is proportional to the 
concentration difference for the reaction product 
(CO,, H,O) between the gas stream and inside of the 
particle, the diffusion coefficient (a) and the time. That 
is to say the amount should increase with, concentra- 
tion of reacting gas (decrease in concentration of nitro- 
gen), (b) H,, H,O content because of the higher diffu- 
sion coefficient of H,O in relation to CO,, and (c) 
decrease in transit time of the ore. In the case of solid 
diffusion only transit time is important. 

For the examples quoted in Table II an increase in 
rate for the earlier stages of reduction can be expected 
for oil addition, temperature compensated, because of 
the increase in hydrogen concentration. This should be 
more pronounced in the case of oil addition, oxygen 
compensated, because there is also an increase in the 
total concentration of reacting gas. The magnitude of 
the benefit will vary with the nature of the burden and 
quantitative assessment seems impossible at this stage. 
It may be noted however that the rate of reduction of 
FeO decreases as reduction proceeds so that difference 
in degree of reduction becomes less as the amount of 
unreduced FeO decreases. Furthermore, the more 
efficient the operation is initially (the lower FeOQ,p)), 
the more probable it is that reduction is controlled by 
diffusion in the solid state and the more difficult it will 
be to improve gaseous reduction by alterations in gas 
composition. Some improvement in gaseous reduction 
is to be expected for the change in gas composition 
but, particularly when operation is already highly 
efficient, it is considered that the improvement will 
be small. 

Increase in transit time should improve gaseous 
reduction whether gaseous diffusion in pores or solid 
diffusion is rate controlling. It should be possible to 
arrive at a factor for this from a study of operational 
data. Attempts to do this have not been successful; 
indeed some data showed gaseous reduction decreasing 
with increase in transit time, presumably because of 




















TABLE lit Effect of low grade coal 





H, 
Change in : from 
Total Coal Total C, Coke C, _CO+Hs opal, 
Fuel Ce Cg gB@ g CO,+H,0 ® 


° 





Coke 0-52... cS ena 1 
Coke + 10-3% 

Cc 
Coke + 10-3% 
coal, temp. com- 
pensated 

(+ 150°C) 0-51 0-05 0-01 0-06 1-6 1-5 
Coke + 32-8% 


& 
0 


0-54 0-055 +0-02 0-035 1-75 1-5 


0-58 0-019 +0-06 0-13 2-35 


w 


coal 
Coke + 32-8% 
coal, temp. 
compensated 
(+ 480°C) 0-485 0-16 ~0-035 0-195 1-6 5 
Coke + 10-3% 

coal (24%03) 0-55 0-05 + 0-03 0-022 
Coke + 32-8%, 


tw 
a 
st 
to 


(33-8%) 0-64 0-21 + 0-12 0-09 2-7 7-5 





Thermal requirement 0-9 kcal/g Fe, blast temperature (basic) 800°C, 
FeO) 55% 


unaccounted-for variations. We have analysed data 
from a number of different furnaces and the lowest 
FeO (») values, 40-45°%,, are for well-prepared burdens 
with a high proportion of self-fluxing sinter even when 
the rate of driving is high. This would show that 
burden preparation is more important than transit 
time in determining the efficiency of gaseous reduction. 
Increased transit time ought to improve gaseous reduc- 
tion, but such evidence as exists suggests that the 
extent could easily be exaggerated. The sound view is 
to calculate coke savings from oil additions on the 
basis of unchanged operational efficiency. These 
should represent minimum values; any additional 
savings from increased efficiency are likely to be much 
less important and can only be demonstrated by 
operational trials. 

Increased transit times can also be regarded from 
the point of view of possible increases in rate of pro- 
duction. For the two cases quoted in Table II if transit 
times are the limiting factor production rates could be 
increased 53 and 23°%,. However gas flow rates are also 
an important factor in rate of production and on this 
basis production rates could only be increased by 12%. 
The comparatively small decrease in gas volume in the 
case of oil and oxygen may seem surprising but it 
reflects the fact that, on the basis of the same FeO p) 
value, the CO/CO, ratio is much increased and this 
largely offsets the reduction in volume due to lower 
nitrogen. For the cases quoted in Table II an increased 
rate of production should be possible but the amount 
would depend upon the extent to which transit time or 
gas flow are the limiting factors. 


The changes to be expected from the injection of 
powdered coal can be evaluated in precisely the same 
way as has been done for oil. Coal is much more 
variable in composition than oil and as examples 
anthracite and low-grade coal have been considered. 
The assumed compositions were: 
%C %H %O 
anthracite 93 3-5 2-0 
low grade coal 77 5-5 15-0 


Anthracite is so similar to coke that it can be taken as 
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TABLE IV Factors influencing the kinetics of iron oxide 
reduction (low-grade coal) 





Increase Top gas ct sot H,(H,0) 
2), 





in transit volume, +H,( from 
Fuel time, % litre % coal, % 
Coke * 2-4 43 
Coke +- 32-8%, coal, 
temp. compensated 
(+480°C) 48 2-4 44 5 
Coke + 32-9%, coal, 
O, compensated 
(33-8%) 22 2-4 61 1-5 





Thermal requirements 0-9 keal/g Fe, blast temperature 800°C, 
FeOm) 55% 


equivalent, i.e. the replacement ratio is 1. The effect on 
the combustion temperature is small so that the per- 
missible or required increase in blast temperature is 
also small (see Fig.3a). Fully temperature-compen- 
sated the replacement ratio for anthracite is 0-8. 

The effect of the low-grade coal is illustrated in 
Table II. 

From Table III the following coal/coke equivalents 
on a carbon basis are obtained 

Coal addition, not ; 

compensated 1-5 coal carbon 

replaces | coke carbon 
Coal addition, temperature 

compensated 0-83 coal carbon 
replaces 1 coke carbon 
Coal addition, oxygen 

compensated 2-2 coal carbon 
replaces 1 coke carbon. 
If the combined ash and moisture in coal and coke are 
assumed to be the same the corresponding values on a 
straight coal coke basis are: 

20 1-1 and 2-9 
These ratios are less favourable than for oil but the 
coal is a much lower grade fuel. The calorific values, 
oil and coal, are about 1-75:1, so that replacement 
ratios for the uncompensated and temperature com- 
pensated cases correspond to the calorific values. On 
the same basis coal with oxygen compensation is more 
favourable or less unfavourable than oil. 

The factors which could influence the kinetics of 
iron oxide reduction and therefore operational 
efficiency are summarized in Table IV. 

The main differences as compared with oil additions 
are that the hydrogen content of the gas is lower and 
the top gas volumes are rather higher. Any improve- 
ment in gaseous reduction due to hydrogen will there- 
fore be less and the limiting effect of top gas volume on 
production rates will be greater. 


Coke-oven gas has attractions as a blast-furnace 
additive because it is readily available and the chang- 
ing pattern of the iron and steel industry threatens to 
restrict its uses and therefore its value in iron- and 
steelworks. Apart from the relatively small methane 
content, coke-oven gas has little value as a fuel in the 
blast-furnace. H, and CO can take part in the reduc- 
tion of iron oxide but only at the expense of the CO 
from the combustion of coke unless the proportion of 
gaseous reduction is increased. It is as a compensating 
addition enabling the use of higher blast temperatures 
that it promises to be most useful. 





Journal of The Iron and Steel Institute November 1961 




















Sane 


‘b 
| : 
| 
{ 

| 

| 
a 

s 

) 

iH 

4 

4 

| 

i 

: 


meen 


ee 
Seen 


aS RGGI 


a 


Scranton aN, 








278 ~=—« Bell and Taylor Fuel additions and blast modifications 


TABLE V_ Effect of coke-oven gas injection 








frm 
Total ” Change a 
ane in oven 
C,g C,g Total Coke CO+H, * 
Fuel Cg Gg ,+H,0% 
0-52. —(«. aie soe 15 
Coke + 5-3% 
coke-oven 0-55 003 +003 0 2-5 8-5 
Coke + 5-3 
coke, temp 
ps2 0-465 0-025 —0-055 —0-08 2-0 8-5 
+5°3% 
coke, oxygen 
(O,= 30%) 0-585 0-03 +0-065 +0-035 2-7 ll 





Thermal requirements 0-9 kcal/g Fe, blast temperature 800°C, 
FeO@) 55% 


The case for coke-oven gas of a nominal composition 

% 

CH, CO H, N, O, CO, H,O Cn Hm 

24 8 54 8 056 20 156 2 
has been worked out and the results summarized in 
Table V. There the addition is expressed as methane 
carbon/total carbon. The carbon in the ‘unsaturateds’ 
should react with CO,, H,O, O, to give CO+H,. It is 
more usual to e such additions as volume of gas/ 
volume of air. The relation between the volume of air 
blown and the carbon rate varies with the efficiency of 
the furnace and in addition the metered air to the 
blast-furnace is a notoriously unreliable figure. No 
general conversion figure can be given but for the 
examples quoted in Table V the gas addition of 5-3% 
corresponds to 12% of true air volume. One useful 
advautage of e ing the addition as methane 
carbon/total carbon is that for the non-compensated 
case the total carbon requirement varies very little 
with methane concentration. For example, for pure 
methane it is 0-54 as compared with 0-55 shown in 
Table V. Normal variations in the coke-oven gas 
composition may be ignored. 

The results in Table V show that on the basis of the 
same operational efficiency coke-oven gas contributes 
nothing to the economy of the furnace. Unlike steam, 
however, it does allow the full advantage of increase in 
blast temperature to be realized. Combination of coke 
oven gas and oxygen on this basis leads to a slight 
increase in coke rate. 

The factors which influence gaseous reduction are 
summarized in Table VI. 

Again one can only quote these figures as no realistic 
assessment of the effect on gaseous reduction is 
possible. In one important respect they are less favour- 
able than for oil and coal, namely, transit time. Indeed 
in the oxygen compensated case, transit time actually 
decreases. One may also note that the top gas volume 
increases in the temperature compensated case, which 
reduces the possibility of increasing the rate of 
production. 

Comparison of the various additions considered here 
must be based finally on economics which are beyond 
the scope of this paper. There is however one technical 
point of some importance. The fact that the replace- 
ment ratios for anthracite and low-grade coal, tem- 
nay compensated, are almost the same is mis- 

eading. It is because in the one case a 10%, addition 
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TABLE Vi Factors influencing the kinetics of iron oxide 
reduction (coke-oven gas) 


Increase Top gas ye H,(H,0) 
2 








in transit volume, + 20), from 
Fuel time,% 1 % gas, 
Coke 2-4 43 
Coke+ 5-3% gas, 
temp. 
) ane s 20 2:8 47 9-5 

ke+5-3% gas, O, 
(30%) —8 2-5 59 ll 





Thermal requirement 0-9 keal/g Fe, blast temperature (basic) 800°C 
FeO 55% 


requires only a 60°C increase in blast temperature as 
against a 200°C in the other. The cost of the increased 
sensible heat in the blast should come into the com- 
parison. For any given increase in blast temperature 
about three times as much anthracite as low-grade 
coal could be used and about three times as much coke 
saved. Similarly if utilization of reserve stove capacity 
is the primary objective coke-oven gas might be 
attractive but the maximum coke saving with coke- 
oven gas is much less than with other additions. 


TUYERE COMBUSTION TEMPERATURE AND 
GAS-SOLID TEMPERATURE DIFFERENCES 

It has been pointed out earlier that the temperature 
gradient in the furnace is an important factor in the 
blast-furnace process and that gas-solid temperature 
differences are a guide to this. The calculation of 
absolute values is impossible and hence recourse must 
be made to comparative data. These can be obtained 
by calculating gas-solid temperature differences based 
on knowledge of reactions taking place in the furnace 
for a normal case and comparing with this norm the 
effects of altering conditions in the furnace. As will be 
shown in this section, it has been found adequate to 
take the tuyere combustion temperature as a guide to 
the gas-solid temperature differences and the com- 
parisons have been made at constant tuyere combus- 
tion temperatures. 


Tuyere combustion temperatures 
Graphs have been prepared to give the compensating 
adjustments in blast preheat or oxygen enrichment 
necessary to maintain a constant tuyere combustion 
temperature when making additions of oil, coal, etc., 
at the tuyeres. The basis of these graphs is as follows: 
(a) coke arriving at the tuyere zone of the furnace is 
at 1350°C. The actual value is relatively unim- 
portant since we are only interested in compara- 
tive values 
(b) coke is burned at the tuyeres to CO 
(c) hydrogen is not oxidized in the tuyere zone 
(d) moisture is decomposed and forms hydrogen and 
carbon monoxide 
(e) oxygen added to the blast is preheated in the 
stoves 
(f) the additives are injected at ambient tempera- 
ture. 


The thermal data on which the calculations are based 
are given in the Appendix along with the compositions 
assumed for the additive fuels. 

Calculations of tuyere combustion temperatures 
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were made for different blast temperatures for coke 
and these figures were used as the basis on which com- 

isons were made. These calculations were repeated 
or the addition of different amounts of additives at 
different blast temperatures. Graphs of tuyere com- 
bustion temperature plotted against the percentage 
addition for different blast temperatures were con- 
structed. From the graphs the necessary increase in 
blast temperature for a given amount of blast additive 
which would maintain a certain tuyere combustion 
temperature can be obtained. This increase in blast 
temperature is independent of the level of blast tem- 
perature and hence the results can be plotted as a 
graph of increase in blast temperature necessary to 
maintain the same tuyere combustion temperature 
against percentage addition of oil, coal, or anthracite. 
Because of the wide variations in the ratio tuyere 
carbon/total carbon these graphs refer to the additive 
as a percentage of carbon introduced in the additive to 
the total tuyere carbon. Hence to use these graphs 
the carbon burned at the tuyeres by the blast must be 
calculated. All the carbon in the blast additive is 
included in the tuyere carbon. The data are shown in 
Figs.3a and 6. The increase in blast temperature re- 
quired is directly proportional to the percentage 
additive carbon and is greatest in the case of oil and 
least in the case of anthracite. These data are for com- 
positions assumed in Table 4 (Appendix). In the case 
of coke-oven gas and methane the data have been 
expressed as a plot of the percentage gas in the blast 
against increase in blast temperature. 

Compensation by blast temperature is straight- 
forward in that there is no change in blast volume per 
unit of carbon burned, whereas in the case of oxygen 
enrichment the blast volume per unit of carbon 
decreases. Thus in the case of oxygen enrichment the 
increase in tuyere combustion temperature is a result 
of a decrease in the volume of products and not as a 
result of extra heat supplied to the hearth, in fact 
there is a decrease in the total heat available because 
less heat is added as preheat in the blast. Thus oxygen 
enrichment means less total heat per unit of carbon 
burned but this heat is at a higher potential. 

Calculations of combustion temperature have been 
made for various oxygen contents of blast with vary- 
ing blast temperatures and varying additions of oil, 
coal, anthracite. The effect of increase in oxygen at a 
given blast temperature is to increase the gradient of 
the graph of tuyere combustion temperature against 
the percentage additive as the amount of additive 
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6 Oxygen compensation for coke oven gas injection 


increases. This means that the oxygen addition neces- 
sary to maintain the tuyere combustion temperature 
is not directly proportional to the amount of additive 
introduced, but the relative increase is greater the 
greater the amount of additive introduced. For 
example, at 10%, oil addition and blast temperature 
600°C, 2% additional oxygen is sufficient, while for 
30% oil, 9%, additional oxygen is necessary. There is 
also a variation in oxygen enrichment necessary with 
differing blast temperatures, more oxygen being 
required the higher the blast temperature. The data 
for compensation by oxygen for the additive fuels, oil, 
coal, and coke-oven gas are shown in Figs.4—6. 


Gas—solid temperature differences 

In order to calculate comparative data for gas—solid 
temperature difference the carbon rates for the given 
conditions are required. Two different types of burden 
have been taken as examples, one an unprepared 
burden and the other a fully prepared one in which all 
the limestone has been incorporated in the sinter. The 
effects of increase in blast temperature and of oil addi- 
tions compensated by increase in blast temperature or 
by oxygen enrichment have been calculated and these 
are compared below. The comparisons are all made at a 
constant value of FeO) of 55%. To calculate the 
carbon rate for any given burdening conditions the 
thermal requirements are first calculated and from 
these, using graphs similar to Figs.1 and 2, the carbon 
rate can be obtained. 


Pig iron composition 
C4-0%, Si0-5%, Mn 10%, P 1-0°% (these are percent- 
age Fe and not pig iron). 


Slag bulk 10 ewt/ton 
Limestone (in unfluxed burden) 6 cwt/ton Fe 
Limestone (in fluxed burden) Nil 

Water (in unfluxed burden) 3 ewt/ton Fe 
Water (in fluxed burden) 0-75 ewt/ton Fe 
Temperature of iron 1427°C 
Temperature of slag 1450°C 

Top gas temperature 200°C 


The thermal data used are given in the Appendix. 
The carbon required for solution in iron and reduction 
of metalloids must also be taken into account and the 
CO or CO, produced in these reactions and in the 
calcination of CaCQ,. 

Taking the unfluxed burden the thermal require- 
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TABLE Vil Gas-solid temperature differences 











Blast Oil oOtHD ins § Gas-solid te ture differences 

temp., O, in addition, Total C over CO,+H,O0 ‘ se 

°c blast, % % gig Fe Fe,0, top gas 1350°C 1050°C 900°C 700°C Top Comments 

Unfluxed burden, thermal requirements 0-93 kcal/g Fe 
600 21 0 0-634 419 1-66 440 225 140 60 200 Same tuyere combustion 
800 = 21 9-5 0-598 iv 1-67 420 245 115 15 200 temperature. Compensation 
600 23-8 9-6 0-658 2-2 1-91 415 215 130 20 200 by oxygen or increase in 

1030 21 20-7 0-561 2-0 1-72 410 200 120 15 200 blast temperature 
600 32-1 26-3 0-715 3-0 2-55 400 200 120 15 200 

1000 «21 0 0-55 1-5 1-34 680 375 230 125 200 Higher tuyere combustion 

temperature 

Fluxed burden, thermal requirements 0-78 keal/g Fe 
600 «21 0 0-581 1-6 1-70 410 90 10 10 200 Same tuyere combustion 
800 «21 9-4 0-55 1-7 1-8 390 70 —30 —5§ 200 temperature as majority of 
600 24 9-5 0-605 1-9 2-0 385 80 —20 10 200 unfluxed data 

1040 «21 20-5 0-516 1-7 1-8 395 65 —35 —15 200 
600 32-4 26-0 0-657 2-75 2-85 380 70 —20 —5 200 

10060 «21 0 0-506 1-25 1-32 620 250 80 65 200 Higher tuyere combustion — 


temperature 





‘Top gas temperature 200°C. Comparisons made at 55° FeO). Slag bulk 50%. 


ments are as follows, these are expressed on the basis 
of 1 g Fe. 


eal/g gC/ CO,,1 CO,1 


Fe gFe 
(1) C in iron 0-04 1058 43-3 0-04 adi 
(2) Si in iron 0-005 x 5250 26-20 0-0043 ... 0-008 
(3) Mn in iron 0-01 1014 16-14 60-0122 ... 0-504 
(4) P in iron 0-01 «4800 48-0 0-0096 ... 0-018 
(5) Sensible heat CO from 
metalloid reduction 
0-03 x 625 1-9 
(6) Iron 1 x 298 298 
(7) Slag, sensible heat 
0-5 x 425 212-5 
(8) Slag heat of formation 
0-5 x 100 —50 
(9) Caleination of CaCO, 
0-3 x 427 128 0-0672 
(10) Sensible heat of CO, 
from limestone 
0-3 x 0-224 x 86 5-8 
(11) Radiation and cooling 
losses 1 x 100 190 
(12) Water evaporation 
667 x 0-150 100 


930 0-0561 0-0672 0-03 








For a burden with fluxed sinter the only items altered 
would be (8), (9), and (10) which become zero and 
(12) which would be reduced to 25 cal/g Fe. The total 
thermal requirements then become 0-78 kcal/g Fe. 

The carbon rate of any given CO/CO, ratio or FeO») 
value can now be obtained from graphs constructed by 
the methods described in the previous section. Com- 
parisons have been made at an FeQ,p) value of 55%. 
Taking as an example a blast temperature of 600°C, 
unfluxed burden, thermal requirements 0-93 keal /g Fe. 
The carbon rate is 0-578 g C/g Fe, and the CO/CO, 
ratio over Fe,O, is 1-87. To this carbon rate the carbon 
dissolved in the iron and in reduction of metalloids 
must be added which is 0-056 g C/g Fe making the 
total carbon 0-634 g C/g Fe. Also the CO/CO, ratio 
must be corrected for direct reduction of metalloids 
and carbon dioxide from limestone calcination; this 
can again be calculated using the data above. 
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In the case of the fluxed sinter burden the carbon 
monoxide from the reduction of metalloids is the only 
correction required. The carbon rate for these typical 
burdens taking 55°,FeO,p) as the furnace operating 
efficiency has been calculated for different operating 
conditions. Gas-solid temperature differences have 
been calculated for the case of oil addition since it has 
a high hydrogen content and one would expect the 
maximum deviation from the normal. The data on 
carbon rates together with gas reduction ratios are 
given in Table VII. The first five data for the un- 
fluxed and fluxed burden are for the same tuyere com- 
bustion temperature using blast temperature or 
oxygen to compensate for oil injection. The data for 
1000°C blast and coke are for a higher tuyere com- 
bustion temperature. From these data it is possible to 
calculate gas-solid temperature differences for com- 
rison. 

The method of calculating gas-solid temperature 
differences has been described previously.? The heat 
absorbed by the descending stock plus radiation and 
cooling losses at various temperature levels are 
equated with the heat given out by the ascending 
gases. From these data gas temperatures correspond- 
ing to the chosen solid temperatures are calculated. 
As already pointed out lack of precise data on the 
course of the furnace reactions requires a number of 
assumptions to be made and the results must be 
regarded as having comparative value only. 

In the present calculations temperature levels in the 
solid of 1350°, 1050°, 900°, and 700°C have been 
chosen and the following assumptions made: 


(1) reduction of SiO,, 3CaO.P,0,, MnO above 
1350°C 

(2) slag formation and solution of carbon in iron 
1050-1 350°C 

(3) calcination of CaCO, between 700° and 900°C 

(4) gaseous reduction of Fe,0, to FeO below 700°C 
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(5) gaseous reduction of FeO to Fe between 700° 
and 900°C 

(6) radiation and cooling losses as in Appendix. 

In the case of the use of additives containing a propor- 
tion of hydrogen, some of the gaseous reduction may 
be ascribed to hydrogen. In considering the overall 
balance it can be assumed that a certain final CO+H,/ 
CO,+H,0 is attained but in calculating gas-solid 
temperature differences it would be valuable to know 
the amount of H, at different temperature levels. 
Thermodynamically, hydrogen is more effective than 
CO in a gaseous reduction at higher temperatures but 
at any given temperature it might be expected that 
the water/gas equilibrium would be the controlling 
equilibrium: 

CO+H,0=CO,+H, 


The equilibrium constant for this reaction increases 
with decreasing temperature but it would appear from 
the limited data available that concentrations in the 
top gas correspond to the equilibrium concentrations 
at about 900°C. The actual thermal changes involved 
in the reactions are small: 


FeO +CO=Fe+CO, 4H = —73 cal/g iron 
Fe0+H,=Fe+H,0 4H = + 102 cal/g iron 


and since the calculated data are only useful for com- 
parative purposes all the gaseous reduction of ferrous 
oxide is assumed to take place between the 700° and 
900°C temperature levels. Any conversion of hydrogen 
to water vapour is assumed to take place in this zone 
and the gaseous reduction of Fe,O, is all ascribed to 
carbon monoxide. 

The most difficult reaction to apportion is the direct 
reduction of ferrous oxide which can take place by two 
mechanisms 


fFe0+CO=Fe+Co,) 
or by FeQ+C=Fe+CoO 


The first is probably the main mechanism while the 
burden is solid but once primary slag formation com- 
mences the second reaction can take place rapidly. 
The first mechanism would only appear to be import- 
ant above 850-900°C while the second only becomes 
important once slag formation commences, i.e. above 
1050°C. As in the earlier paper,’ one third of the 
direct reduction has been ascribed to the 900°C to 
1000°C temperature zone and the remainder to the 
1050-1350°C zone. This is at the best an intelligent 
guess but it should again be emphasized that the 
results are only being used for comparative purposes. 

The results given in Table VII are the calculated 
data for different burdening conditions. A specimen 
calculation is shown in the Appendix together with the 
thermal data on which it is based. 

Considering first the calculated results for the raw 
ore burden, the norm is the data for the 600°C blast 
temperature with air blast and all coke fuel and the 
other data are to be compared with it. Two calcula- 
tions have been made to illustrate the effect of oil 
additions compensated by increase in blast tempera- 
ture. There is no significant difference between these 
values of the gas-solid temperature differences at the 
1350°, 1050°, and 900°C levels and those for the norm. 
At the 700°C level the values are a little lower than 
the norm. 
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The carbon rates shown in Table VII show a decrease 
for the case of oil compensated by increase in blast 
temperature. Consideration of gas—solid temperature 
differences, which show a slight decrease at the lower 
temperature levels, suggest that either (a) the top gas 
temperature will rise slightly, or (b) the blast tempera- 
ture may be raised further. In the first case this would 
result in slight increase in carbon consumption and in 
CO/CO, ratio. To bring the gas-solid temperature 
differences at 700°C to the norm would only require an 
additional 0-01 g C/g Fe. On this basis the calculated 
improvement in carbon rate would be a maximum 
unless there was improved gaseous reduction. In the 
second case if stock movement permitted the increased 
gas-solid temperature difference at the higher tem- 
perature levels a further lowering of carbon rate would 
be possible. In this case the temperature compensation 
for oil additions on the basis of constant tuyere com- 
bustion temperature would be a miminum. But it 
should also be pointed out that these effects are 
marginal; if the change in gas-solid temperature 
differences resulting from oil additions are compared 
with those resulting from an increase in blast tempera- 
ture shown in Table VII the magnitude of the effect 
can be seen. 

In considering the fluxed burden it should be again 
pointed out that the gas—solid temperature differences 
calculated are not absolute values and no great signifi- 
cance should be attached to the negative values shown 
in Table VII. Similar considerations apply when the 
data for fluxed burdens and temperature compensa- 
tion are compared within themselves as for the case of 
the unprepared burden. Again the higher temperature 
levels show little change in gas-solid temperature 
differences and there is a slight lowering at the 900° 
and 700°C level, the relative significance of which has 
been discussed above. 

Calculations showing the effect of using oxygen 
compensation for oil additives are also given in 
Table VIT. As far as gas—solid temperature differences. 
are concerned the same trend appears as with blast 
temperature compensation, but again the effect is 
small. The only revision which a consideration of the 
figures would suggest would be (a) the top gas tem- 
perature might increase slightly, or (b) less oxygen 
enrichment should be used than that calculated from 
maintenance of tuyere combustion temperature. In the 
case (a) carbon consumption would be slightly increas- 
ed; in the case (b) carbon consumption slightly de- 
creased. The carbon rates and CO/CO, ratios with 
oxygen compensation are higher than for blast 
temperature compensation as has been shown above. 

Similar considerations would apply to the use of 
coal or anthracite. One would expect these to show 
smaller deviations from the norm than oil since they 
have higher C/H ratios. The effects of coke-oven gas 
have been previously shown? to be similar and here 
also tuyere combustion temperature is a guide to gas— 
solid temperature differences. 

The effect on the gas~solid temperature differences 
of changing from an unprepared burden to a self- 
fluxing one can be seen from the data in Table VII. 
Examination of the data show that the relative 
effects (in changing from unfluxed to fluxed burdening) 
are the same irrespective of blast temperature, oil 
addition or oxygen enrichment. Hence we can draw 
conclusions which apply to all conditions. At the 
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TABLE Vill Correction factors for fuel injection 


Fuel replacement values —not 

1-2 oil carbon equivalent to | coke carbon 

10-1-6 coal carbon valent to 1 coke carbon: range of coal 
composition 93~77%C 

3 methane carbon equivalent to 1 coke carbon 

2 natural gas carbon equivalent 1 coke carbon 

Other ion factors 





+ 100°C on blast temperature 43-75% on carbon rate 
+1% moisture in blast +2-7-3-2% on carbon rate 
; (40-70% FeO) 
+ 100°C on top gastemperature +4-9%, on carbon rate 
+0-1kealonthermalrequirement + 0-0324 g on carbon rate/g Fe 
+ l ewt on slag (ore + limestone ‘ 
burden) +0-17 ewt on carbon rate/ton pig 

¢-lewton (fluxed sinter) +0-13 cwt on carbon rate/ton pig 
The last two items are derived from the previous one by assuming 
average basic iron burdens and composition 





Basis—-Constant FeO) 


1 350°C level the gas—solid temperature differences are 
not significantly different but at the other levels they 
are significantly lower in the case of fluxed burden. If 
the gas-solid temperature differences for the unfluxed 
burden were the minimum at which the furnace would 
operate smoothly then one would expect the top gas 
temperature in the case of the fluxed burden to be 
higher, hence increasing temperature differences at the 
higher levels of the furnace. This would either result in 
slightly increased carbon consumption, or what would 
be more attractive, allow an increased blast tempera- 
ture to be carried. The possibilities of carrying higher 
blast temperatures with a fluxed burden are also 
indicated by a comparison of the norm for unfluxed 
burdens with that for a 1000°C blast temperature and 
a fluxed burden. The gas-solid temperature difference 
at the 1350°C level is greater with the higher blast 
temperature but at the other levels the temperature 
differences are similar. One reason .why high blast 
temperatures cause poor stock descent is that the 
increased temperature gradient results in a narrowing 
of the slag fusion zone. In the case of a fluxed sinter 
burden gas—solid temperature differences are lower and 
this together with the fact that the slag is preformed 
should permit higher blast temperatures. The tendency 
for the gas—solid temperature differences at the 900° 
and 700°C levels to be lowered in the case of fluxed 
burdens may result in a widening of the gaseous reduc- 
tion zone in the furnace which is of course a desirable 
aim. This would suggest that where a furnace is work- 
ing on a burden composed of 100°, fluxed sinter and 
operating at its highest efficiency the blast tempera- 
ture will be higher than would be the case with a raw 
ore-charge. It has been shown here that where blast 
additives such as oil are used the most attractive 
combination is fuel with blast temperature compensa- 
tion. This would mean that in the case of fluxed 
burdens because the scope for increasing blast tem- 


perature is less, the possible benefits to be obtained 
from additive fuels would be less. The amount of 
gaseous reduction in fluxed burdens may also be 
greater than in unprepared burdens and if there are 
any benefits due to increase in gaseous reduction these 
would also be more difficult to achieve. The higher the 
efficiency at which a furnace is working the smaller 
would appear to be the improvement possible from the 
use of additive fuels. 

All the comparisons have been made at a fixed value 
of FeO) but the conclusions are equally applicable if 
the value of FeO, is altered since the effect of 
changes in FeO) on gas-solid temperature differ- 
ences is negligible. It has been shown that the tuyere 
combustion temperature is a guide to gas-solid 
temperature differences and that little amendment is 
required to the carbon rates calculated in the first 
section. This will also hold even if there is an improve- 
ment in gaseous reduction from the use of fuels con- 
taining larger amounts of hydrogen. 


GENERAL DISCUSSION 

The greatest uncertainty in connexion with the theo- 
retical treatment of this subject is the extent to which 
the operating efficiency of the furnace may be modi- 
fied by fuel injections. One approach to this problem is 
to examine operational results in the light of the fac- 
tors derived from the theoretical study. We have 
examined several data in this manner, those obtained 
in the experimental furnace of the US Bureau of 
Mines,’ the low shaft furnace at Liége,* and a number 
of full-scale trials in America.*-!? For ease of reference 
the factors derived earlier in the paper together with 
one or two extra ones required for the analysis are 
grouped together in Table VIII. 

The correction factors listed in Table VIII have 
been used to analyse the data in Table ITI of the US 
Bureau of Mines results.’ In these data period 2 is the 
reference period and the estimated changes due to 
blast temperature, moisture, top gas temperature, and 
natural gas injection have been evaluated and com- 
pared with the observed change in coke rate (Table IX). 
The net coke rate for period 2 (gross minus carbon 
solution and reduction of metalloids), on which the 
percentage changes are based, is 1300 lb. Periods 1, 
running in, 6 and 8, unused methane in top gas, and 
10, oxygenated blast, have been omitted from the 
analysis. 

The relatively small difference between the observed 
and calculated values for natural gas injection indi- 
cates that the improvement in gaseous reduction is 
small. The difference is rather larger in the case of 
steam additions largely because of the results for 
period 4. If the additional decreases in coke rate are 


Table 1X Calculated and observed changes in coke rate for experiments described by Ostrowski ct al.’ (id coke per ton iron) 








High moisture Natural gas 
Period 3 4 5 7 9 ll 12 13 14 15 
Correction for blast 
temperature —78 —182 —182 —182 —182 —182 —216 —78 —78 —78 
Blast moisture +78 +255 + 209 +11 +11 -—11 —36 —18 —36 —36 
Top gas temp. —25 —46 —55 -17 —27 —25 —25 ~—15 —34 —27 
Natural gas som ete ona —68 —62 —58 —67 —16 —18 —-17 
Calculated total —25 +27 —28 — 256 — 250 —276 — 344 —127 — 166 —158 
Observed —42 — 104 —89 —347 — 307 —307 —352 — 167 —157 — 152 
Observed-cale. —17 —i4l1 —61 —9l — 657 -—31 —12 —40 +9 +6 
Mean difference —73 
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all ascribed to increase in gaseous reduction they 
would correspond to decreases in FeO) of 3% and 
8%, respectively. In fact if FeO.) is calculated from 
the carbon balance it is virtually constant at 50%, 
except for periods 4 and 7, which were down to 40 
and 43%, respectively. The epparent decreases in 
FeO) are due to the fact that increase in blowing 
rate on this small furnace has a significant effect on 
the cooling losses per ton of iron and in the above 
analysis no correction has been made for this variation. 
The agreement therefore between calculated and 
observed values should be even better than shown in 
Table IX. The apparently better results for steam 
injection are rather surprising but, as pointed out 
above, they are strongly influenced by the one 
exceptional result for period 4, These results stress one 
factor which has not previously been considered, 
namely, top gas temperature. Due to the lower top gas 
temperatures there is an average decrease in coke rate 
of 42 lb and 24 lb respectively, for the high moisture 
and natural gas series. Top gas temperature is however 
influenced by a number of factors and while it may 
appear significant that in all cases the top gas tem- 
perature is lowered, that could be because the tem- 
perature in the reference case is unduly high. The 
evidence of other trials is far from conclusive in this 
respect; sometimes top gas temperature rises and some- 
times it falls. 

We have also examined the results of oil injection 
experiments in the low-shaft furnace at Liége,* and 
trials with natural gas injection on a number of operat- 
ing furnaces in America.*-!* In contradistinction to 
the Bureau of Mines experiments, in all but one case 
the calculated reduction is considerably less than the 
observed. The average difference between calculated 
and observed for 11 sets of data is 110 Ib coke/short 
ton, which represents a substantial improvement in 
gaseous reduction. The one exception is Fairless," 
where the calculated and observed are virtually the 
same. It may be significant that in the latter case the 
initial operation is quite efficient whereas in several 
other cases gaseous reduction in the reference period is 
poor. A repeat of the results for the reference condi- 
tions after the fuel injection experiments would have 
been a valuable check. 

Lack of agreement among the available data does not 
permit a clear answer to the question of whether 
gaseous reduction is improved by hydrocarbon 
injections. They do however tend to confirm our view 
that, when reduction efficiency is already high, further 
improvement due to injections is likely to be marginal 
and the factors derived on the basis of constant FeO») 
should be applicable. 

Consideration of gas-solid temperature differences 
leads to the conclusion that tuyere combustion tem- 
perature alone ought to be a sufficient guide to the 
compensating adjustments necessary to maintain the 
same operational conditions. This conclusion can be 
tested in the light of experimental results. Only the 
US Bureau of Mines results can be used for this 
purpose because only in their series of experiments was 
an attempt made to raise the blast temperature to the 
maximum consistent with satisfactory operation. For 
the results in Table [X the recorded blast temperature 
is only some 11°F greater than that calculated for full 
compensation, which confirms our calculations. There 
is however considerable fluctuation and the results 
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fall into two groups, 3, 12, 13, 14, 15 and 4, 5, 7, 9, 11. 
In the former the average blast temperature is 117°F 
greater than calculated and in the latter 107°F less. 
Significantly for these two groups the average FeO») 
values are 52 and 48°, and the coke savings in excess 
of the calculated are 11 and 76 lb respectively. 

These results illustrate a very important point. In 
normal operation the blast temperature may be varied 
within wide limits. If the blast temperature is pushed 
to the limit that the furnace will take it is certain that 
before that limit is reached there must be some loss in 
operation efficiency because of poorer stock descent. 
This means that as the limit is approached the full 
benefit of increase in blast temperature is not being 
realized. Lowering the tuyere combustion tempera- 
ture by fuel additions could restore smoother stock 
movement and improve reduction efficiency. In effect 
the fuel addition is enabling the operator to realize the 
full benefit of the blast heat. The benefits to be derived 
from fuel additions must depend therefore to some 
extent on standard practice at the particular. plant, 
Some operators emphasize smooth operation with 
rather modest blast temperatures, others favour the 
maximum possible blast temperature. Initially the 
latter ought to get a better replacement ratio for fuel 
additions than the former because he has been pushing 
blast temperature to the stage where he is ceasing to 
get the full benefit, but that sheuld hold only for the 
initial additions. 
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APPENDIX 
TABLE 1 Example of thermal surpius calculation 


Reduction of Fe,0, for CO/CO,= 2-0. Basis 1 g mole Fe 


100%A 
+s (4-5) 


128-3 

240 

290 (33-6) 
46-8 








Proportion of reactions A, B 
Coke carbon total (tuyere) mole 
FeO, % 

Heat o 


50/50 A, B 
2-81 (2-26) 

56 
43-3 

120 

162 (22-4) 
23-4 
31-8 
40-5 


Sensible heat air, keal at 600°C 

800°C 

1000°C 
has 920°C 

us for to 

e, keal 600 

800°C 

1000°C 


63-6 
81-0 
Sensible heat top gas, 

keal at 19-0 


Total thermal 
200°C and air 


10-7 


156 56 
173 64-5 
190-5 73 
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TABLE 2 Oil injection 





TABLE 3 Oil injection with oxygen compensation 








H C/H 
12%=1-2 1 












Nominal 10% oil, oxygen compensated to give constant flame 






































































Assumed composition 86 atomic ratio temperature. Effects supplementary to those given in Table IT. 3 
Cc in values of Table I for a 10% replacement of coke carbon 3 
by oil carbon at a CO+H,/CO,+H,O=2 Proportion of reactions A, B 100%A 50/504, B ‘ 
. 2 O, in air, %, for blast temp. 600°C 23-3 23-8 - 
Proportion of reactions A, B 100% A 50/50 A, B 800°C 23-5 24-1 5 
Coke carbon mole 4-05 2-53 1000°C 23-8 24-4 r 
Oil carbon mole 0-45 0-28 Change in air volume, | (N,) 600°C «= — 22 —12 F 
Hy mole 0-375 0-233 : 800°C —24 —13 
H,(H,0O) from oil, | 8-4 5-2 1000°C —26 —14 
Difference in CV oil—coke carbon, kcal —2°7 —1-7 Heat content blast, kcal 600°C 2-6 —1-7 
Heat due to H, in > qe, kcal —0°5 —0-3 g00°C —46 2-9 | 
Heat from Fe,0,+ » keal —1-0 —0-6 1000°C —6-8 48 B 
Coke carbon required, mole —0-37  —0-143 Er 
Air ired, | —20 —61 4 
Heat from coke carbon keal, at blast temp. k 
600°C —13 —2-9 : 
800°C —14-3 —3-3 - 
1000°C —15°8 —3-7 d 
Actual oil carbon, % 10-9 10-5 ! 
Actual oil carbon, °%, referred to tuyere 4 
carbon, % 10-9 13-0 : 
FeO), % 0 53 a 
TABLE 4 Thermal data for fuels : 
Heat of combustion to Heat of combustion to 4 
carbon monoxide carbon dioxide 4 
Fuel A t cal/mole C cal/g C cal/mole C cal/g C 
Coke 27800 2316 95 400 7950 4 
Fuel oil Carbon:hydrogen ratio 86:12 21800 1815 89 400 7450 4 
Low grade coal C-77%, H-5-5%, N+8-2-5%, 0-15% 16400 1365 84000 7000 q 
Anthracite C-93%, H-3-5%, N+S8-1-5%, 0-2% 28400 2365 96 000 8000 4 
Methane 8530 381* 76170 3400* 4 
* cal/] methane : 
TABLE 5 Heats of formation TABLE 6 Heats of solutions and fusion 
Heat of formation Heat of solution 
Com- cal/mole - in iron, cal/g Heat of fusion 
pound Equation compound cal Element Notes element cal/g element ; 
FeO ‘e+ 40,->FeO —63500 —1132 (g Fe) Iron sae 66 ; 
Fe,0,  2Fe+80,—-Fe,0, —196200 —1750 (g Fe) Manganese a 63-8 : 
SiO 8i+ 0,810 — 209600 —7480 (g Si) Carbon Coke carbon — 508 sal e 
MnO  Mn+40,—-MnO —92050 —1672 (g Mn) Silicon 1000 ; 
Ca,sP,0, 3CaO0+P,+80,-—-Ca,P,0, —517000 —8350 (g P) Phosphorus Approximate 1600 q 
H,O H, + 40,->H,0@ —57798 —3210 (g H,O) ; 
H,O H,+40,--H,O —68317 —3800 (g H,O) d 
CacO, Ca0+CO,—>-CaCO, 42700 —427 (g CaCO,) 4 
TABLE 7 Radiation and cooling losses TABLE 8 Sensible heats 
Heat of formation of slag 100 cal/g slag ; Sensible heat, cal/g 
Sheena sail iniliten tenis Material 1450 1427 1350 1050 900 700 °C 
100 cal/g Fe for 20 ft furnace making 5400 tons iron/w Sims is 232 216 169-5 143 100 4 
é 27000 x hearth dia. “ > - ¢ 
Best assumption for others — - cal/g Fe FeO od ss 246 =:187 156 188 . 
weekly output in tons‘ Carbon 574 550 525 464 212 224 
Distribution in zones 3CaO0.P,O5 a we 1770 1430 1080 752 (/g P) q 
1350°C to hearth 50% aa ei ty 766 880) = 488-370 (/g Si) 4 
anor ence ane . *, ere MnO wih wire 308 235 196 148 (/g Mn) ; 
1050°C to 1350°C 30° 900°C to 700°C 5% Slag constituents 388 284 239 176 3 
900°C to 1050°C 10% 700°C to top 5% C “CO . cee att rs 177 i 
Molten slag 425... <a a 
Silicon oan me... « vie ons a B 
Phosphorus ban 220 ha baets rote og 2 
TABLE 9 Sensibie heat of pig iron Manganese ait 318 q 
Sensible heat of pig iron at 1427°C : 
(composition 4%C, 1°4Mn, 0-5%Si, 1°%P) * 
Iron 231 cal/g Fe re 
Carbon 550x006 22 CALCULATION OF GAS-SOLID TEMPERATURE : 
arbon solution — x 0- 20-3 3 
Phosphorus 1 300 x 0-01 —13 DIFFERENCES e 
Manganese 444 x 0-01 4-44 Blast temperature 600°C a 
Silicon — 250 x 0-005 ~1+25 Carbon rate 2-952 mole/mole Fe FeO 55% © 
Heat of fusion of iron 66-0 CO/CO, ratio 1-66 Slag volume 50% 


Total 


329-50 cal/g Fe 
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Tuyere carbon 2-15 mole/mole Fe 
Air volume 114 1/mole Fe 
Tuyere gas volume 138 |/mole Fe 


Metal temperature 1 427°C 
Slag temperature 1 450°C 
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TABLE 10 Total heat of stock on basis of one mole Fe 
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Sensible heat in kcal/mole Fe 














Constituent Hearth 1350°C 1050°C 900°C 700°C 
Iron 18-47 18-12 5-97 3-6 nie 
Iron oxide + bed 4-98 6-17 8-5 
Carbon 14:8 14-0 12-70 11-10 7-95 
Slag 11-9 10-5 im hr nae 
Calcium phosphate... 1-0 0-8 0-6 0-42 
Slag constituents ° se 7-95 6-7 3°27 
Calcium carbonate... ‘tel “ ao 2-97 
Total 45-17 43-62 32-4 28-17 = 23-11 
TABLE 12 Gas temperatures 
Sensible Gas-solid 
Tem- Heat in Volume of heat of Gas temp. 
rature gases, gases, gases, temp., difference, 
evel kcal l cal/l °c °C 
1350°C «87-74 139-7 630 1790 440 
1050°C 64-44 147-9 435 1275 225 
900°C) 3=—- 3-23 152-0 350 1040 140 
700°C = 42-53 155-76 273 760 60 
Top 12-74 166-26 76 210 210 
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THERMAL BALANCE DATA are most valuable to the 
student of the blast-furnace process, particularly at 
the present time in view of the current interest in 
blast additives. They provide a cross check on the 
validity of data. In addition, the carbon balance is a 
necessary step in the thermal balance calculation and 
from the carbon balance (a) the degree of gaseous reduc- 
tion and (b) the volume of air blown are derived. The 
former (a) is the best basis on which to make compari- 
sons of different burdens, and the latter (5) is a useful 
operational guide to the extent of air leakage. Few 
operators have any knowledge of the extent of this, 
which can vary from ~12°,, in good conditions to 
-~20%, in poor. 

The difficulties associated with the sampling and 
analysis of top gas have been the greatest barrier to 
the determination of thermal! balances. These difficul- 
ties have been largely overcome and one would hope to 
see thermal balance data widely used and quoted. 
Although in principle the calculation is straight- 
forward, it can also be rather tedious and complicated. 
With experience many simplifications can be intro- 
duced. The following simplified method is submitted 
as one which could well be carried out on a routine 
weekly or monthly basis by furnace operators. 

There is considerable disagreement between differ- 
ent authors as to which side various items should 
appear. We have included on the heat-required side 
those fixed items such as reduction of oxides, sensible 





Manuscript received 26 July 1961. 
The authors are in the Department of Metallurgy, the Royal 
College of Science and Technology, Glasgow. 
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TABLE 11 Heat absorbed between temperature levels and 
hearth 





Heat in kcal/mole Fe 
1350°C 1 1050°C 900°C) 8 6©700°C) 3=—Top 





Difference in stock 


heats 1-55 12-77 17-0 22-06 45°17 
Radiation and 

cooling losses 2-8 4-48 5-04 5-32 5-60 
Reduction of 

metalloids 4-71 4-71 4-71 4-71 4-71 
Reduction of FeO 

by carbon - 13-20 19-62 19-62 19-62 
Calcination of CaCO, .. ona 7-2 7-2 
Evaporation of 

moisture - ne 5-6 
Reduction of Fe,O, 

by CO Pe i m é 0-8 
Heat of formation 

of slag ae — 2-8 2-8 —2-8 —2-8 
Gaseous reduction 

of FeO ; a a —1-84 —1-84 
Total 9-06 32-36 43-57 54-27 84-06 













iron blast-furnace 





SYNOPSIS 
The value of thermal balance data to the student of blast- 
furnace technology is stressed. A simplified method of 
calculation suitable for routine operational control is 
given. From certain quoted examples it is suggested that 
agreement between input and output of +3°/, ought to be 
achieved if data are reliable. 1999 





heat of slag and metal, and cooling losses which are 
outside the immediate control of the operator. On the 
heat-supplied side are those items which vary with 
efficiency of operation: potential heat of coke, sensible 
heat air blast, top gas, ete. The one item which does 
not readily fit in to this scheme is decomposition of 
water. When steam additions are made to the blast, 
that is operational policy and it could then be argued 
that it should go on to the heat-supplied as a negative 
item. 

The basic thermochemical data required have been 
given in the Appendix to a previous paper.' An expres- 
sion is given for radiation and cooling losses based on 
thermal balance data determined in student exercises 
from this department. It is obviously preferable that 
the value should be obtained for the furnace in 
question. Since water cooling losses account for about 
90°, of the total the determination is straightforward 
and in our experience remains substantially constant 
for long periods of time. 

Examples are given from data taken from the 
literature and private information. On this evidence it 
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would that, at least for high sinter burdens, the 
error in balance should normally be within +3%,. 

The data for Consett are taken from a period of five 
weeks in which the furnace operated very steadily and 
for which the data are atthe.” 
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APPENDIX 
EXAMPLES OF THERMAL BALANCES 
Heat supplied (basis 1 lb pig iron) 


Dom- 
Clyde* Kokura* narfvet‘ Consett 
Carbon > 0-63 0-473 0-6075 ... 
Cu 0-589 0-425 0-4635 0-487 
A, Btu 8420 080 6640 6 
Carbon in top 
gas/ib Ct 0-601 0-425 0-4635 0-493 

Top gas volume, ft*® 44:5 31-9 32-4 37-4 
B, Btu 542 280 339 420 
Air blown, ft* 32-4 23-7 23-7 27-5 

Btu 15 738 875 620 
CO in top gas, ft* 13-2 7:3 8-1 9-3 
D, Btu 50 2480 2750 3160 
Heat supplied, Btu 4343 4058 4426 4020 
Heat required, Btu 
E Reduction of 

oxides 2726 2768 2940 2760 
F Heat content of 

pig iron 736 656 710 678 
G@ Heat content of 

~— 366 336 370 284 
H Calcination 52 Nil Nil 37 
3S Moisture 

com positi 71 83 104 84 
K Radiation and 

cooling 191 190 200 160 
L. Evaporation of 

moisture 175 26 36 60 

Heat required 4317 4059 4100 4063 

Difference, % 0-6 0 5 1 

FeOm, % 52 37 53 42 


INFORMATION REQUIRED FOR THERMAL BALANCE 
ON BLAST-FURNACE 
All date to be on basis of 1 Ib pig iron 


1 
2 oun analysis: HZ , carbon or ash, volatile matter, nitrogen (can 
assume 0-8%, oan much error), sulphur a 
3 Amount of a additive, e.g. oil, coal, ete. 
4 Analysis of additive: carbon, nitrogen, hydrogen, oxygen 
2 | ante > ome lil 
agnesium c 
7 CO as ironstone: scomngpne important if large 
8 Sakon aeace in flue dust 
9 Accurate top gas cere fas + co, ges N,, H,, CH, 
10 Blast temperature 
1l Top gas tem 
12 Iron hacged 00 Fo. FeO, and Fe 
is. oe Pig men SS Cc, Si, Mn, P 
4 ts are uate since even an 
Gab of colen eos ae Rds jee means py ys oe 
15 cooling losses should be determined for furnace. 
Zdadindie tits ae tek data below in 
section K, but actual determination for individual furnaces 


would make the balance much more reliable. 
Note: In normal cases, i.e. where no additive such as oil or coal is 
used, terms marked with an asterisk * can be ignored. 
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THERMAL BALANCE — — 
Heat supplied 


Carbon used 
coxe If no carbon analysis, % carbon= 100 —(0-97% ash+ 4VM% 
+N%+8%+1:5% 
Hence coke carbon = % carbon x dry coke rate= Cu Ib/! [tb pig 
Coke carbon corisumed = Cu —(C in pig+ Cin i b/Ib pig 
appitive* % carbon in addition x wt =Co Ib/Ib p 
Heat evolved in burning to CO 
A {Coke carbon x 14 Btu/ib pig 

way sen for Peel carbon (see below) 
0. not included) 

Cha [Ce Co" 0: ond CaCO, + 0-137 MgCO, + 0-27 CO,] Ib/Ib pig 

(CO,=CO, in ore) 

Gas analysis gives Cye= %CO,+ %CO 
N,e= ON, in top gas 


2990 Ct 





Top gas vol. = ft®/Ib pig iron 
Sensible heat of this gas at top gas temp 
B= vol. x 0-038 x temp. °C= Btu/lb pig 
N, 
Airblown= weet ft?/Ib pig iron 
Sensible heat of this air at blast temperature 
C=vol. air x 0-0374 x temp. °C= Btu/Ib pig 


1. 
00 in top guoae TPE et 


D Potential heat of CO= volume x 340 Btu 
Heat supplied to furnace= (A+ 6)—(B+ D) Btu/Ib pig iron 


x %CO ft/lb pig 


Heat required 


E Reduction of oxides 

Iron from Fe,O, x 3150 Btu/Ib pig 

Iron from FeO x 2040 Btu/lb pig 

F Heat content of pig iron 

At 1427°C=(%Fe x 4-5) +(%Si x 131) 4+(%Mn x 38) + (%P x 96) 
+(%C x 19) Btu/lb pig 

For each 10°C above 1427°C add 3-6 Btu 

@ Heat content of slag 

765 x slag weight Btu/Ib pig at 1450°C 

For each 10°C above 1 450°C add 4-5 Btu 

H_ Calcination of carbonates 

CaCO,= 520 x wt CaCO, Btu/Ib pi 

MgCO,= 550 x wt MgCG, Beall rig 

This takes into grr heat formation of slag 
dD posit 





Air volume x humidity Zinn xe x 0-877 Btu/lb pig 
(If additive is used with content see section M below) 
4 Radinti. and Py 





These should be detetmined for furnace involved (if not available 
then use an approximate estimate from 

25300 x hearth dia. 1-8 Btu/lb pig iron) 

weekly output, tons ™ me Ps 

L Evaporation of moisture 

Moisture in burden vaporized and raised to os — 
(wt moisture x 970) + (wt wt x 0-8 x temp. °C)= Leib pig pig on 





HYDROGEN BALANCE* 
a ta iawn section J when using additive with hydrogen content) 








aa aia Ib/lb pig He 
100 
: air vol. x humidity (gr/ft*) 
Blast moisture = 63000 Ib/Ib pig Hm 
ditive x ‘ 
Additives: ~SaereX Ss 7 2oH> yn pig He 
(If data for hydrogen in coke are not available 0-5% can be taken as 
rough value) 
Total hydrogen = He-+Hm4+Ha= Hy 
To vol. x %H F 
Hydrogen in top gas= E er — Ib/Ib pig= He 


—H,)=H, as H,0 in top 
La aap bo pon lt water by anna. 
on itive or ve 
povlgen supplied oF absorbed= (Ha H,) —Hm x — Btu/lb pig 
ee magasive then 


ie ryhy then eg A 
Heat required = E+F+G+ J (or M)+K+ Btu/lb pig iron 


—_—s eee 





L%o 


pig 


pig 


ble 


mt) 


He 
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Calculation of amount of direct reduction 
Carbon burned at tuyeres 
= - vol, x 0-0140) + (weight additive x %O, in additive x 0-0075) 
Hence FeO@ = 
(Ca +Co) —[Cn + 0-002(%Mn + 4-4%P + 3-9%Si)] — [Hm x 6] 
(0-214x %Fe) 

(Where proportion of scrap is charged only %Fe from oxide reduc- 
ee a 

(>) is the percentage iron reduced directly by the reaction 
Fe04.C=Fe+-C0 oe 





x 100% 


Heat of combustion of carbon in additive* 


Oil carbon = 13400 Btu/lb carbon 
Coal carbon = 12600 Btu/lb carbon 
Anthracite carbon= 14400 Btu/Ib carbon 
These figures are taken from typical examples of heavy oil, low- 


grade coal, and anthracite. In the case of oil or anthracite, variations 
are not large but with coal they may be significant. The values can 
be obtained from the following equation: 
Heat of combustion = 
Total heat of combustion —heat of combustion of hydrogen 
Fraction carbon in addition 

_ Total heat of combustion — (fraction H, x 52000) 

Fraction carbon in addition 
Note: If blast is enriched with oxygen, section C should be altered. 
3000 x N, x Ct 
(100 — %0,) x Gy 


where %O, is that in the blast. 
Carbon burned at tuyeres is then 








Air volume = 


. I 0, oO eas 
oe volumeX 2004 | (wrt additive x %0, in additive x 0-0075). 


Tensile properties of nitrogen-austenitized 


chromium steels 


E. T. Turkdogan and S. Ignatowicz 


INTRODUCTION 


IT WAS FIRST noted by Adcock! that the Fe—Cr alloys 
could dissolve more nitrogen than the Fe-C alloys. 
Studies by Krivobok? and Franks* showed that steels 
containing high percentages of chromium could be 
made austenitic by increasing the nitrogen concentra- 
tion. Colbeck and Garner‘ investigated the effect of 
nitrogen addition and heat treatment on the mechan- 
ical properties of high chromium steels. They found 
that improved toughness and ductility could be 
obtained by quenching steels cuntaining 22-28% Cr 
and about 0-25%N, from 1100-1200°C. About 20 
years ago attempts were made to use manganese in 
place of nickel in the manufacture of austenitic stain- 
less steel. With this in view, some work was done on 
the effect of nitrogen on Cr—Mn steels.°-’ 

From these early studies, it became clear that some 
of the austenite stabilizing elements of strategic im- 
portance could be rep partly or wholly by small 
percentages of nitrogen without impairing the mech- 
anical properties of austenitic steels. In recent years, 
more work has been reported on nitrogen-bearing Cr, 
Cr-Mn, and Cr-Mn-Mo steels.*-!* It was found that'® 
the alloy 16Cr-14Mn-2Mo-0-5N has properties similar 
to those of the commercial alloy 16Cr-25Mn-6Mo. It 
was shown that!! the additions of carbon and nitrogen 
together could convert steels containing 21-33%Cr to 
the austenitic state at about 1200°C. The minimum 
concentration of %{C-+-%N required for a completely 
austenitic structure increases with in ing chrom- 
ium content, and it was found that!* at about 1200°C 


Paper C/16/60 of the Chemical Division of the British Iron and 
Steel Research Association, received 26 July 1961. 

Dr Turkdogan is now with the United States Steel Corporation, 
Monroeville, Pa., USA.; Mr Ignatowicz is with the Chemistry 
Department of BISRA. 





SYNOPSIS 

A study has been made of the tensile properties of heat- 
treated Fe-Cr-N steels containing up to 30%Cr and up 
to 16%N. When quenched from 1100-1300°C, the 
tensile strengths of the alloys increase with increasing 
nitrogen content. The maximum beneficial effect of 
nitrogen increases with increasing chromium content. In 
alloys containing 25-30°% Cr, percentage elongation and 
percentage reduction of area also increase with increasing 
nitrogen concentration. However, in nitrogenized 18-8 
stainless steel ductility decreases with increasing nitrogen 
content. The toughness of these alloys is attributed to the 
retention of the austenite phase by quenching. The 
microscopical examination and the extraction of nitrides 
indicate that although nitrogen in the austenite phase is 
retained in solution by quenching from, say, 1200°C, 
most of the nitrogen in the ferrite phase comes out of 
solution as Cr,N. A few microhardness measurements 
made indicate an increase in hardness with increasing 
nitrogen content. The effect of pressure on the solubility 
of nitrogen in Fe—Cr melts is shown and suggestions are 
made concerning the replacement of some of the nitrogen 
by carbon so that a high tensile-strength austenitic 
chromium steel may be produced under an atmospheric 
pressure of nitrogen. 2000 





and 12-5%Cr, the minimum value of %4C+%N should 
be 0-078. 

Recently the authors'*, 15 have measured the solu- 
bility of nitrogen in iron containing up to 30%Cr and 
evaluated the part of the ferrite/ferrite+austenite/ 
austenite phase ies for a few temperatures and 
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TABLE |! Composition of the Fe—Cr alloys 


Cast 
no. Ce WN Cc Si Mn Ni 8 P 0 








413 28-8 0-037 0-06 <0-01 0-01 0-01 0-020 <0-01 0-155 
L751 26-2 0-070 0-05 0-34 0-34 0-24 0-017 0-022 ... 
L763 426-7 0-200 0-04 0-38 0-49 0-18 0-019 06-022 ... 
MAL2 18-7 0-050 0-09 0-17 0-25 7-7 0-024 0-018 ... 





concentrations of chromium and nitrogen. Following 
this work, some research was carried out on the tensile 


properties of nitrogen-bearing Fe—Cr alloys and the 
results obtained will be given in this paper. 


EXPERIMENTAL 
Preparation of alloys 
An alloy containing 28-8%%Cr was made in BISRA 
laboratories using a vacuum melting unit. The 50 lb 
yoy was subsequently hot-forged, rolled, and finally 
cold drawn as a bar }in dia. Two commercial chromium 
alloys and one 18-8 stainless steel were specially pre- 
pared by one of the steelmaking firms in Sheffield and 
these alloys were hot rolled to jin dia., tempered at 
750°C, and cold drawn to {in dia. The compositions of 
the four alloys used in this work are given in Table I. 
The tensile test specimens machined for the Houns- 
field tensometer were 3-5in long and 0-18in dia. with a 
2in gauge length. 


Nitrogenizing treatment 
After machining, the tensile specimens were nitrogen- 


ized by first heating in anhydrous ammonia at 800°C, 


then sealed in evacuated silica capsules and homogen- 
ized at 1 200°C for several days. Microscopical examin- 
ations indicated that during the first stage of nitriding 
in ammonia, a nitrogen-rich casing was formed. 
According to the X-ray diffraction pattern, this 
nitride phase was CrN. During the homogenizing 
treatment at 1 200°C, the chromium nitride dissociated 
and nitrogen diffused into the bulk of the specimen 
producing a homogeneous ferrite, austenite, or a duplex 
ferrite-+-austenite structure. When a duplex structure 
was produced, the case of the specimen, about 0-05in 
thick, was austenitic and the core had ferrite-+ austen- 
ite phases. A series of experiments was carried out to 
determine the time required to obtain even distribution 
of nitrogen through the specimen when it was com- 
pletely in the austenitic state. For this purpose, a 
number of specimens of the alloy 413 (28-8°% Cr) were 
nitrided in ammonia at 800°C for 6 h and homogenized, 
as described above, at 1200°C from 1 to 6 days and 
quenched in water. Their sections were then examined 
under a microscope and microhardness measurements 
were taken across the diameter of the sections, follow- 
ed with the analysis for nitrogen of the samples taken 
from the different positions across this section. The 
results of all the measurements indicated that the 
minimum time required to reach uniformity was 
2 to 3 days homogenizing treatment; in subsequent 
treatments, the tensile specimens were kept at 1200°C 
for 4 to 5 days. To obtain nitrogen concentrations 
above 1%, a double ammonia treatment was given 
(6 h each) with an intermediate and final homogenizing 
at 1200°C. 

Experiments were also carried out to ascertain 
whether distribution of nitrogen along the axis of the 
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NITROGEN, wt-% 
1 Solubility of nitrogen in Fe—Cr alloys at 1200°C 


specimen was uniform. This was checked by analysing 
for nitrogen the samples taken at 0-5in intervals along 
the tensile specimens. Some of the specimens were also 
sectioned longitudinally and microhardness measure- 
ments were taken. The results clearly indicated that 
along the middle 2in gauge length, the tensile speci- 
mens could be regarded as homogeneous within the 
limits of the experimental errors. The nitrogen con- 
tents of the ends of the specimens (outside the gauge 
length) were higher by about 0-1°%, and corres- 
pondingly, the hardness of these parts was also higher 
than that within the gauge length. 


Heat treatment 


After homogenizing treatment, the specimens were 
quenched in water. Still in their evacuated silica 
capsules, the specimens were reheated to 1 100°, 1 200°, 
or 1300°C for about 2 h and were quenched in iced 
brine solution, and to promote rapid quenching the 
silica capsules were broken manually at the time of 
quenching. If the samples were not to be tempered, 
they were tested within about 1 h of quenching; it 
might therefore be assumed that very little or no 
quench-ageing took place. Some of the specimens were 
tempered for 1 h in an atmosphere of argon at 150°, 
300°, or 450°C and again quenched in iced brine 
solution. 


Nitrogen analysis and extraction of the nitride phase 

The samples were analysed for nitrogen by the micro- 
Kjeldahl method. Although samples dissolved readily 
in hot 25%, sulphuric acid solution, to insure complete 
dissociation of the nitride phase, the solution was 
boiled to fuming. The reproducibility of the analysis 
was within +1%, of the nitrogen content. 

A number of samples were dissolved in bromine— 
methyl acetate solution and the insoluble matter was 
isolated and its X-ray diffraction pattern was ob- 
tained. 
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DISCUSSION OF RESULTS 
Ferrite-austenite phase boundaries 


As already mentioned, the solubility of nitrogen in 
Fe—Cr alloys was measured by the authors.'*)'5 To 
facilitate the discussion of the present work, some con- 
sideration will now be given to the solubility data. 

The solubility data for 1 200°C are summarized dia- 
grammatically in Fig.l. At 1200°C, the Fe-Cr—-N 
alloys containing more than about 10°%,Cr could be in 
the ferritic or austenitic state, this being dependent on 
the nitrogen content. The discontinuities of the lines 
for the alloys containing 19-0°%, or 28-8%Cr give the 
conditions of transformation from ferrite to austenite 
phase. It should be pointed out that although Sievert’s 
law is obeyed within the ferrite phase, there is a slight 
positive deviation from Sievert’s law in the austen- 
ite range as observed from the extrapolation of the 
lines for the austenite phase to lower nitrogen partial 
pressures. 

In Fig.2, the concentration of nitrogen is plotted 
against that of chromium for alloys where the phases 
ferrite/ferrite+austenite/austenite are in equilibrium 
at 1200°C. The lines drawn through the points for 
19-0% and 28-8%Cr alloys agree well with those for 
the Fe—-Cr binary system derived from the work of 
Kinzel and Crafts.'* Tisinai and Samans!’ recently 
studied the phase relationships in the Fe-Cr-Ni—N 
alloys. Their values (extrapolated to zero nickel con- 
centration) for the ferrite-+-austenite/austenite phase 
boundary lie below those obtained from the present 
work. This difference is believed to be due to the pres- 
ence of 0-1-0-2%C in their alloys. In the presence of 
small percentages of carbon, the sum of carbon and 
nitrogen may be used in plotting these phase boundar- 
ies. Unfortunately, Tisinai and Samans have not 
analysed all their samples for carbon and therefore 
their values for this phase boundary could not be 
corrected. The points for 1275° and 1370°C are those 
determined previously by the authors. '* 
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3 Comparison of a—y phase boundaries in Fe-Cr—-N and 
Fe—Cr-C alloys 


Recently, Bungardt, Kunze, and Horn?® studied in 
detail the phase equilibria in the Fe-Cr—C system. 
Using their diagrams, ferrite+austenite/austenite 
phase boundary for carbon-bearing Fe-Cr alloys is 
plotted in Fig.3 for three temperatures; the full lines, 
reproduced from Fig.2, are fog the nitrogen-bearing 
alloys. The position of this phase boundary in these 
two ternary systems are very close to one another, 
indicating that the data given in Fig.8 may apply 
equally well to the quaternary Fe—Cr-N-C alloys. 
However, it should be borne in mind that, unlike 
nitrogen, carbon forms carbides in Fe—Cr alloys at 
much lower concentrations. For example, in an alloy 
containing 0-4%C and 20%Cr, the carbide Cr,,C, 
forms in the austenite+ ferrite range at 1 200°C. At the 
same temperature and 1°%C concentration, Cr,C, pre- 
cipitates from the austenite phase when the chromium 
content is within the range 8-19%. 

Although some work has been done" on the limits 
of the austenite phase in the Fe-Cr—N-C alloys, the 
data so far available are not sufficient to warrant any 
detailed discussion of the ferrite /austenite boundaries in 
the quaternary alloys. 


Tensile properties 

In Figs.4-6, maximum and proof stresses are plotted 
against the nitrogen content of three chromium alloys. 
The alloys were quenched in water from 1 100°, 1200°, 
or 1300°C, and some of the alloys containing 28-8°%,Cr 
were tempered at various temperatures. The following 
are the characteristic features of these plots: 

(i) 28-8°,Cr alloy: tempering for 1 h at tempera- 
tures below 450°C has no effect on the tensile 
strength 

(ii) 26-7%Cr alloy, and 18-8 stainless steel: the 
quenching temperature within the range 1 100- 
1300°C does not affect the tensile strength 

(iii) the tensile strength increases appreciably with 
the nitrogen content of the alloy, but at high 
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nitrogen concentrations the maximum strength 
decreases. The nitrogen content, at which 
maximum tensile strength is reached, decreases 
with decreasing chromium content of the alloy 
(iv) two points in Fig.5a, at 0-2°,N, were obtained 
from the alloy which originally contained 
0-2%N, i.e. no nitrogenizing treatment was 
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given, and its tensile strength appears to be 
concordant with those which were nitrogenized 
as described earlier. As long as the alloy has 
been subjected to the correct heat treatment, 
the manner in which the nitrogen is introduced 
into the sample should not make much differ- 
ence to the ultimate tensile properties of the 
alloys 
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Variation of tensile strength with nitrogen and chromium 
contents of alloys, water-quenched from 1 200°C 
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content below 0-4°%N, the maximum stress increases 
with decreasing chromium content. 

The percentage elongation and percentage reduction 
of area for these three alloys are plotted in Figs.8-10. 
In alloys containing 28-8% and 26-7°%Cr, elongation 
and reduction of area during tensile testing increase 
with increasing nitrogen content, but further increase 
in nitrogen content results in brittleness. In 18-8 
stainless steel, however, there is a continuous reduc- 
tion of ductility with increasing nitrogen content. This 
observation requires a more detailed study before any 
satisfactory explanation can be offered. ' 

The comparison of the plots in Fig.7 with those in 
Figs.8 and 9 reveal that alloys containing 25% to 
30% Cr and 0-:8% to 1-4%N have high tensile strengths 
and high ductilities, indicating that these alloys could 
have some potential applications in practice. 


Microscopical examination 

Some of the alloys were examined under a microscope 
and the results are illustrated in the following photo- 
micrographs. In all cases, the specimens for micro- 
scopic examinations were taken from the tensile test- 
pieces (within the gauge length) after tensile testing, 
and then the heat treatment was repeated as before. 


28-8%Cr alloys 

Figure 11 shows the ferrite and austenite phases when 
0-45°%N alloy is quenched from 1200°C; the ferrite 
grains contain a ipitated phase. Figure 12, 0-789%N 
alloy, has a duplex structure similar to that in Fig.11. 
This photomicrograph shows the core of the specimen; 
at this nitrogen level, the casing was found to be 
completely austenitic. Figure 13, 1-06%N alloy, shows 
(a) large austenite grains when quenched from 1 200°C 
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and (b) the strain-lines occurring during plastic de- 
formation in the tensometer. Figure 14, 1-58%N alloy, 
shows a heavy precipitate of a nitride phase in the 
form of round and elongated beads, the background 
being the austenite phase. The brittleness of this alloy 
as shown in Fig.8 is evidently due to the presence of 
this heavy nitride precipitate. 
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After tensile test the specimen 
was heated for 2 h at 1200°C 
and quenched in water 


11 Microstructure of 
Fe-28-8%Cr-0-45%N alloy. 
Hitched in 15% HCI in alcohol 

x 150 


The following are the characteristic structural 
features: 


(i) the austenite phase reveals ‘annealing twins’ 
which become more pronounced with increasing 
percentage of the austenite phase in the struc- 
ture. The formation of these twins is due to the 
history of the heat treatment given to the speci- 
mens, that is, any twins formed during the 
plastic deformation become the nuclei for the 
twin crystals which grow during heating to 
1100-1300°C. The formation of the annealing 
twins by the above mechanism is a common 
occurrence in face-centred-cubic crystals 

(ii) while the ferrite/austenite grain boundaries are 
curved, the austenite/austenite grain boundar- 
ies are linear. The curvature of the ferrite/ 
austenite grain boundaries may be attributed 
to the difference between the free surface 
energies of the two phases 

(iii) the microsections reveal numerous black spots 
increasing in number as the nitrogen concentra- 
tion increases. At a higher magnification under 
microscope, these spots appear to be holes 

(iv) on quenching from 1200°C, the nitrogen is 
retained in the austenite phase at room tem- 
perature when the alloy contains up to about 
1-1°N. At 1-6°,N concentration, some of the 


TABLE ff Extracted insoluble matter 













Austenite 


fs 


Haz NITE “we XS 
+ Ferrite 


nitrogen comes out of solution but the matrix 
is still in the austenitic state as confirmed by 
its non-magnetic property. 
26-7° Cr alloys 
Figure 15 shows (a) large grains of ferrite in steel con- 
taining 0-07°,N and (6) large grains of ferrite plus 
small rounded grains of austenite in steel containing 
0-20°,N. In both cases, nitrogen was introduced into 
steel when it was molten. Both structures reveal 
feathery precipitates, some of which are located paral- 
lel to the grain boundaries in Fig. 15a. 

The structure in Fig.16 for the alloy containing 
0-82°,N is mainly austenitic with small islands of the 
ferrite phase where some nitride precipitation has 
occurred. As indicated by the plots in Figs.2 and 3, 
this alloy containing 0-85°%,N (+about 0-05°%C) is 
on the borderline between the austenite/ferrite+ 
austenite phases. The presence of 0-38°,Si appears to 
have shifted this boundary towards the higher nitro- 
gen level, as indicated by the microsection in Fig.16. 











Alloy composition, Extract 1 
wt-%, Cr,N, 
Sample Cr N wt-%* Heat treatment 
A 28-8 0-78 0-5 WQ from 1 200°C ] 
B 28-8 1-06 0-1 WQ from 1 200°C 
Cc 28-8 0-78 3-1 WQ from 1 100°C 1 
D 28-8 0-78 5-4 Slowly cooled from - 
1 200°C s 
E 28-8 1-58 738 WQ from 1200°C 
F 26-7 0-82 0-09 WQ from 1 200°C 
G 26-7 0-92 0-08 WQ from 1 200°C y 
H 26-7 1-25 9-44 WQ from 1 200°C After tensile test the specimen was heated for 2 h at 1 200°C n 
I 18-7 0-05 0-06 WQ from 1 200°C and quenched in water : 
a a! -e4 mth we ae 12 Microstructure of Fe-28-8%Cr-0-78%N alloy. Etched in 





* Containing some Cr,O,. 
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15% HCI in alcohol. Note: Figures 12-19 reduced photo- 
graphically ( x }) x 150 
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a After tensile test the specimen was heated for 2 h at 1 200°C 
and quenched in water 


13 Microstructures of Fe—28-8%Cr-1-06%N alloy. Etched in 15%HCI in alcohol 


The alloy containing 0-92°,N is completely austen- 
itic as shown in Fig.17 and as indicated by its non- 
magnetic property. 

The characteristic features of the microsections of 
this alloy are very similar to those mentioned above 
(i-iv) for the alloy containing 28-8°%,Cr. 


18-8 stainless steel 

The microsections of the heat treated 18-8 stainless 
steel containing 0-07°, to 0-65°,N are given in Figs.18 
and 19; showing large austenite grains with annealing 
twins, and similar to the other alloys, the number and 
the average size of the blow-holes increase with 
increasing nitrogen content. 


After tensile test the specimen was heated for 2 h at 1200°C 
and quenched in water 


14 Microstructure of Fe-28-8%%Cr-1-58%N alloy. Etched in 
15° HCI in alcohol x 150 


TABLE I! 
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6 Water-quenched from 1 200°C and broken in the tensometer 
x 150 


No satisfactory explanation can be given, at present, 
to account for the appearance of blow-holes after the 
heat treatment of these nitrogen-bearing chromium- 
steels. Since the homogenizing and final heat treat- 
ment was made after sealing the samples in evacuated 
silica capsules, the amount of nitrogen likely to be lost 
from the specimen would be negligible. However, the 
evidence points to the fact that the presence of these 
blow-holes has some connexion with the nitrogen 
dissolved in the steel. 


Extraction of the precipitated nitride 


Table Il gives the results of extraction of the 
nitrides precipitated during heat treatment. The 
studies indicated that, in all cases, the insoluble 
matter was identified as Cr,N with a small amount of 
Cr,0,. These results are concordant with the micro- 
structures and tensile properties of these alloys. For 
example, sample A containing some precipitate in the 
ferrite phase of its duplex structure (see Fig.12) con- 
tains slightly more Cr,N than sample B which is com- 
pletely austenitic with only a trace of precipitate (see 
Fig.13a). When the alloy containing 0-78%N is 
quenched from 1 100°C, or cooled slowly in the furnace 
from 1200°C, there was a heavy precipitation of 
Cr,N. On tensile testing, these alloys (C and D) were 
found to be very brittle. It should be pointed out here 
that, as shown by the tensile strengths in Figs.5 and 6, 
quenching of the other two alloys from 1 100°C did not 
cause brittleness, presumably owing to their lower 
chromium concentrations. 

In 26-7% Cr alloy the highest tensile strength was 
obtained at 0-8-0-9°,N concentration which was 
retained almost completely in solid solution as 
observed from the microsections and from the 


Typical mechanical properties of some austenitic steeis* 





Composition range, wt-% 
Treatment Cc Mn Si 


Type 


Tensile, 


YP, Elong., Red., 
tons/in® % 9 


tons/in® My My 





Stainless steel 0-08-0-20 2-0 
Annealed 
Cold rolled 
Mn steel Cold rolled 
Ni-Mn ateel 

Cold rolled 


WQ from 1040°C 


36-40 
45-80 
58-63 


55-65 
35-50 


59-69 40 60 
61 q 43 





* ASM Metals Handbook, 1948. 
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a. b 
a 0-07%N ferritic structure b 0-20%N ferrite/austenite duplex structure 
After tensile test the specimen was heated for 2 h at 1 200°C and quenched in water 

15 Microstructures of Fe-26-7%Cr-—N alloys. Etched in 15%HCI in alcohol < 150 


amount of the precipitated phase extracted, e.g. 
samples F and G in Table II. The heavy precipitation 
of the nitride phase in sample H accounts for its 
brittleness as shown by the tensile properties in 
Figs.5 and 9. Similarly, in 18-8 stainless steel maxi- 
mum stress decreases when °,N >0-5, and in fact, the 
amount of the precipitated phase also increases at 
high nitrogen concentrations, e.g. sample K in 
Table IT. 


Microhardness measurements 

A few microhardness measurements were taken on 
some of the 28-8°%,Cr alloy containing 0-78°% and 
0-06°,,N, and the results are shown in Fig.20. Although 
the data are sparse, the indications are that the hard- 
ness of the austenite phase is higher than that of the 
ferrite phase by about 120 VDH, at a nitrogen content 
of about 08%. 


General considerations 


The alloys studied contained less than 0-1°%C and the 
nitrogen was the main interstitial element giving 
strength to the iron-chromium alloys; this strength 





isthe , . A ; 
be Sa . .* P. . 4 * 
_* ba ed \ . 
ae - . fe eat " . iJ 
my Se .” ie ° fea oe Ch . 
After tensile test the specimen was heated for 2 h at 1 200°C 
and quenched in water 
16 Microstructure of Fe-26-7%Cr-0-82%N alloy mostly 
austenite with little ferrite. Etched in 15% HC! in alcohol 
x 200 
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and high ductility are brought about by retaining the 
austenite phase by quenching. As seen from the results 
of Tisinai and Samans,'* carbon and nitrogen, as 
would be expected, have similar effects on the tensile 
properties of chromium steels. As a first approxima- 
tion, therefore, the combined effects of these two 
interstitial elements may be shown on the composi- 
tion-diagram by using the sum of their concentrations. 
In this connexion, reference may be made to a paper 
by Hsiao and Dulis'® who showed that the yield 
strength of Fe-12°%Cr10% (or 28%) Mn steels increased 
linearly with the sum of the concentrations °C+ 
1-2(°%N). Similarly, the lattice parameter of these 
austenitic alloys increases linearly with °,C+1-2 
(%N). 

From the practical point of view, the solution of 
nitrogen in chromium-steels by the solid-gas reaction, 
as described in this paper, can be applied within a reas- 
onable reaction time, only for small sections. In the 
manufacture of larger sections, however, the nitrogen 
has to be introduced when the steel is in the molten 
state. With this in view, some considerations will be 
given to the solubility of nitrogen in molten Fe—Cr 
alloys. The solubility of nitrogen (at 1 atm pressure) in 





After tensile test the specimen was heated for 2 h at 1 200°C 
and quenched in water 

17 Microstructure of Fe-26-7%Cr—0-92%N alloy completely 
austenitic. Kiched in 15% HCI én alcohol x 200 
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a 0-05%N . 
« , paustenitic 
b 0-21%N ae 


18 Microstructures of 18-8N stainless steel. Etched in 15% HCI in alcohol x 150 


and quenched in water 


Fe—Cr melts was measured by Saito?®; on the assump- 
tion that solubility data can be extrapolated to higher 
pressures, the curves (for 1600°C) in Fig.21 may be 
drawn for pressures up to 5 atm; the dotted lines 
A-B and C—D are for the ay phase boundaries for 
1200°C. Although carbon lowers the solubility of 
nitrogen in molten iron®! at concentrations of about 
0-2-0-4%C, this effect is negligible. If an alloy con- 
taining 0-2%N is required, as indicated by the curves 
in Fig.21, the melt should be made under a pressure of 
about 5 atm when the chromium content is 8%; on the 
other hand, the same nitrogen can be held in the melt 
at atmospheric pressure when the chromium content 
is increased to 16-17%. Since carbon and nitrogen 
have similar effects on the tensile properties of the 
Fe-Cr alloys, part of the nitrogen can be replaced by 
carbon, and in this way the production of the nitrogen- 
bearing alloy becomes somewhat simplified. For 
example, if an austenitic 20° Cr alloy is required to 
have a tensile strength of about 60 tons/in® after 
quenching from 1 200°C, the sum of concentrations of 
carbon and nitrogen should be about 0-55%. If this 
alloy is to be melted under 1 atm pressure of nitrogen, 
then the alloy must contain about 0-25%C. In the 
absence of carbon, however, the pressure over the melt 





After tensile test the specimen was heated for 2 h at 1 200°C 


should be increased to about 5 atm to allow the reten- 
tion of 0-55°,N in iron containing 20°,Cr. Due con- 
sideration should, of course, be given to the upper 
limit of carbon concentration, otherwise the precipita- 
tion of the chromium carbides will impair the mechan- 
ical properties. 

In Table III, a few data are given on the typical 
mechanical properties of some austenitic steels. The 
tensile properties of nitrogen-austenitized chromium 
steels given in this paper compare favourably with 
those of the more conventional austenitic steels. How- 
ever, further work should be carried out on the Fe- 
Cr-N austenitic steels to explore the effect of nitrogen 
and method of heat treatment on other mechanical 
properties of these alloys. 


CONCLUSIONS 


The tensile and proof strengths of Fe—-Cr—N alloys 
increase with increasing nitrogen in solid solution; 
further increase of nitrogen reduces the tensile 
strength. When quenched from 1200°C, almost all the 
nitrogen is retained in solid solution in the austenite 
phase, but most of the nitrogen in the ferrite phase 
comes out of solution as Cr,N. 


db 
a 0-49%N oan After tensile test the specimen was heated for 2 h at 1 200°C 
b 0-65 N queens and quenched in water 
19 Microstructures of 18-8N stainless steel. Etched in 15% HCl in alcohol x 150 
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20 Microhardness (V DH) of Fe—28-8%Cr—N alloys quenched 
in water from 1 200°C 


The alloys containing 18-7%, or 26-7%C and up to 
0-6% or 1-25°,N, respectively, have similar tensile 
properties when quenched from 1100-1300°C in 
water. At higher chromium concentration, however, 
quenching temperature is more critical, e.g. quenching 
from 1 100°C results in nitride precipitation, but when 
quenched from 1200°C, nitrogen remains in solution 
in 28-8°,Cr steel. 

The tempering at temperatures up to 450°C does 
not have a noticeable effect on the tensile properties 
measured. 

The hardness of heat treated 28-8° Cr alloy increas- 
es with the nitrogen content; the austenite phase has a 
greater hardness than the ferrite phase. 

If, after quenching from 1100-1300°C, the speci- 
men is cold worked, e.g. by pulling in the tensile 
machine, and then reheated and quenched, annealing 
twins appear in the austenite phase. 

In alloys containing 26-7°%, or 28-8°%Cr, percentage 
elongation and percentage reduction of area increase 
with increasing nitrogen content, reaching a maximum 
above which the steels become brittle. This maximum 
nitrogen content increases with increasing chromium 
concentration. On the other hand, in the 18-8 stainless 
steel the ductility decreases with increasing nitrogen 
content. Although the alloys were nitrogenized in the 
solid state, the microscopic porosity appears to 
increase with the nitrogen content; further work must 
be carried out to elucidate this observation. 
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DISCUSSION ON PAPERS | 


Discussion at meetings 


Written contributions 


Joint meeting in Sheffield, April 1961 


A joint meeting of The Iron and Steel Institute, the Sheffield Metallurgical Association, 
and the Sheffield Society of Engineers and Metallurgists was held in the Engineers 
Lecture Theatre, University of Sheffield on Wednesday, 12 April 1961. Mr F. H. Saniter, 
Vice-President of The Iron and Steel Institute and President of the Sheffield Society of 
Engineers and Metallurgists, was in the Chair. Four papers were presented and discussed 
during the sessions of the Meeting. The papers have already been published in the Journal. 
The discussions are given below. 


Discussion on austenitic stainless steels 


The discussion was based on the following papers. Dates of 
publication in the Journal are given in parentheses. 


‘The effect of heat-treatment and microstructure on the high- 
temperature ductility of 18°, Cr—-12°,Ni-1°.Nb steels’, by 
K. J. Irvine, J. D. Murray, and F. B. Pickering, United 
Steel Companies Ltd (1960, 196, 166-179) 


‘Some ductilty aspects of 18-12-1Nb steel’, by FR... Truman 
and H. W. Kirkby, Brown-—Firth Research Laboratories 
(1960, 196, 180-188) 


‘Heat-affected zone cracking in welded high-temperature 
austenitic steels’, by R. N. Younger and R. G. Baker, 
British Welding Research Association (1960, 196, 188- 
194) 


‘Microstructural causes of heat-affected zone cracking in 
heavy section 18-12-Nb austenitic stainless steel welded 
joints’, by N. £. Moore and J. A. Griffiths, Associated 
Electrical Industries (Manchester) Ltd (1961, 197, 29-39). 


Messrs Murray, Truman, Younger, and Moore presented, the 
papers. 


Mr H. F. Tremiett (British Welding Research Association): 
These papers are such that we can agree that strain-induced 
precipitation can occur in these steels in suitable circumstances 
and that time, temperature, and probably also the amount of 
strain are involved. The wrought steel specimens will show 
ductility troughs and peaks, and the steel metallurgist can 
happily discuss these and point to dangerous temperatures, 
e.g. at 850°C, but the welded joint has to go through the full 
temperature cycle and is stressed as soon as it has cooled 
down. It was not possible to talk about a ductility trough on a 
welded joint. That was the first point which required empha- 
sis, to put the position into perspective from the point of view 
of the fabricator. It meant that, given the required degree of 
strain, there was not much that could be done in a weld joint 
to avoid critical temperature regions and heating periods. 

The placing of a weld run on the steel was, met allurgically, 
a solution treatment of the parent steel at very high tempera- 
tures; the authors, I think, are mistaken in assuming that, on 
cooling down from the solution temperature, strain-induced 
precipitation oceurs. At the BWRA we have examined a 
number of metal are welded joints immediately after welding. 
No sign of strain-induced precipitation was found and I do not 
think that it is to be expected. The single-run weld is a solu- 
tion treatment; times are extremely short and there is prob- 
ably no opportunity for this precipitation to oecur. In a rigid 
welded joint the processes of strain and precipitation are con- 
comitant, as emphasized by Younger, if the joint cools out to 
room temperature and is re-heated. One could therefore expect 


cracking up to temperatures at which carbide can be precipi- 
tated and this, according to recent information, is in fact what 
happens; cracking has been found to occur after re-heating at 
850° and 950°C, two recent results not given in Table II of 
Younger’s paper. Cracking did not occur on heating at 1 050°C. 
To avoid ambiguity in interpretation, heating rates up to these 
temperatures had to be extremely fast, so that the critical 
time at 750°C was not reached during heating. 

Irvine et al. have suggested that prior ageing treatment at 
900°C should prevent this strain-induced precipitation. This 
can be applied to a welded joint in practice by pre-heating the 
joint to about 850°C and maintaining a temperature of around 
900°C during welding. Younger has done this and has main- 
tained a temperature of about 850°C for about 1 h before 
allowing the joint to cool down; there has been no sign of 
cracking and the carbides are present in the coarse form, which 
one would expect from the paper by Irvine et al. Whether or 
not that is a practical approach I do not know; there may be 
special deslagging difficulties in welding joints pre-heated to 
this temperature. 

Regarding the papers deal 
niobium-stabilized steels and there is a slight danger that this 
element will get itself a bad name. To put the position in per- 
spective it may be helpful to show the results which Younger 
has obtained using this welding test on different steels, heating 
for 100 h at 750°C. Table 1 shows the change in crack suscepti- 
bility using four electrodes, A, B, C, and D which are in order 
of increasing hot strength and of increasing strain in the heat- 
affected zone. The results suggest that niobium can be present 
in steels which cover a wide crack susceptibility range, from 
eracking with all four electrodes to cracking with only the two 
electrodes producing the greatest strain conditions. Contrari- 
wise, although the simple molybdenum steel does not crack 
with any electrode tested, molybdenum is present in a steel 


composition, mainly with 


Relative crack susceptibility of various commercial 
steels treated 100 h at 750°C (BWRA weld test: 


hot tears not ground out) 


TABLE 1 
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which cracks with three electrodes. The situation is, therefore, 
quite complicated and I think that, until more is known about 
the factors controlling strain-induced precipitation in austen- 
itic steels, the only reliable guide to steel behaviour is weld 
joint testing under controlled and standardized conditions. 


Mr J. D. Murray, in reply: Mr Tremlett began by saying that 
there was a difference between a welded joint and carefully 
prepared heat-treated sample. I should like to add that it is 
extremely dangerous to generalize about welded joints and in 
particular to say that NbC cannot precipitate during welding. 
In our paper we said that in actual welding using a Nb-bearing 
electrode, precipitation has occurred. We have identified this 
precipitate under the electron microscope. We have also seen a 
precipitate of NbC that is formed in the weld metal in the 
argon are welding of thin sheet material. Precipitation, 
therefore, can occur on welding, given the right conditions of 
heating, cooling, and degree of restraint. 

In our paper we make the comment that there is evidence 
from tensile and bend tests that low ductility in the 18-12-Nb 
steel can be removed by an ageing treatment at 900-950°C. 
In a welded joint which has not cracked during welding we 
believe that a high-temperature treatment can restore duc- 
tility provided that in the course of heating up for that pur- 
pose, cracking does not occur. The CEGB have confirmed this 
on actual components and perhaps Mr Mitchell will let us know 
more about this. The whole question of ductility in the 
18-12—Nb steel revolves around a set of critical circumstances. 
There is a critical combination of strain, time, and tempera- 
ture, and as yet we do not know how critical each one is. I 
agree with Mr Tremlett that it would be a very interesting 
exercise to make welds in 18-12—Nb steel with a pre-heating of 
800°C. I hope that he has the courage to do it. 


Mr B. Mitchell (Central Electricity Generating Board): The 
austenitic 18% Cr—12%Ni-1%Nb steel has been in service in 
CEGB power stations operating with steam at 1500 lb/in* and 
565°C (1050°F) for about six years in the form of superheater 
tubes, headers, and steam piping. Very few failures or defects 
have occurred in superheater tubes, or steam piping with wall 
thicknesses less than about }in. In heavier section components, 
however, extensive cracking has been experienced. The cracks 
were all of similar type, originating at, or close to, the fusion 
zone and propagating into the parent metal. 

The fabrication procedures employed on these components 
was very varied. Some were put into service in the as-welded 
state with no post weld heat-treatment or dressing of the 
joints to remove hot tears or mechanical notches, while others 
were stress relieved at temperatures between 750° and 800°C 
and very carefully dressed and non-destructively examined. 

Cracking has been widespread with all fabrication tech- 
niques, some of it being discovered after being in service from 
24 to 20000 h and in certain cases before the components had 
been put into service, but after stress relieving. 

A few years ago the incidence of cracking assumed serious 
proportions and the CEGB were compelled to consider either 
replacement or major factory repairs of superheater headers. 
The long delivery of replacements forced the CEGB to under- 
take the latter alternative. In collaboration with contractors, 
steelmakers, and insurance companies concerned with the 
components, a repair procedure was evolved which embodied 
all the precautions which could be envisaged at that time. 
This involved removal of all attachments, excavation of all 
weld metal, careful control of welding operations, dressing of 
ali welds to remove hot tears and sharp notches, and stress 
relieving at 1050°C. On the basis of experience of cracks being 
initiated at 565°C in service and at 750° and 800°C during stress 
relieving it was decided to heat through this range as quickly 
as the furnaces would permit. Further, since the headers were 
of complex geometry and had to be re-fitted into an existing 
installation, distortion had to be minimized, and the headers 
were furnace cooled from 1050°C. 

Sixty-four headers, containing upwards of 2000 welded 
joints, have been repaired in this way and no defects were 


Journal of The Iron and Steel Institute November 1961 





found after heat-treatment. Some of these headers have been 
in service for up to 20000 h and at the last inspection, after 
12000 h no cracks were found. 

These results are encouraging and it is gratifying to note 
that the findings reported in the papers being discussed today 
tend to support the decisions made by the CEGB some 
years ago. 

Now that we have all the information which the authors 
have given, we see that 1050°C may not be the ideal, but what 
is important is that in heat-treating these components at 
850°C there is a big difference in the short-term proof stress 
figures of the parent metal, the weld metal, and the heat- 
affected zone, and the latter has the lowest value. Conse- 
quently the strain due to relaxation of the stresses will be 
concentrated into this zone of low ductility. At 1050°C the 
proof stress values of these three zones are similar, so that the 
strains to relax these stresses are spread over a much wider 
area. 

I wish to raise a question relating mainly to the papers by 
Truman and Kirkby and by Moore and Griffiths and to the 
second trough which they have discovered. This is rather 
disturbing in some ways, because the practical solution to this 
problem seemed to be heat-treatment at 1050°C. I am inter- 
ested in the explanation of why it occurs. It has been suggested 
that boundary denudation may be responsible, but this 
boundary denudation occurs at much lower temperatures 
than the 750-1 100°C test temperatures mentioned. In the case 
of the test-pieces aged at 850°C after solution treatment at 
1350°C although this removed the first ductility trough it did 
not remove the second, although grain boundary denudation 
was observed in specimens tested at both temperatures. In the 
paper by Truman and Kirkby it is also mentioned that furnace 
cooling from 1 350°C removed the low temperature trough and 
went some way towards removing the second trough. I should 
like to know if there were any differences in the micro- 
structure compared with specimens cooled more rapidly from 
1350°C. 


Mr Truman, in reply: With regard to the higher temperature 
ductility trough we showed in our paper, we pointed out that 
this may be caused by, and peculiar to, our particular testing 
procedure and conditions, and admitted that we did not under- 
stand it fully. 

Nippes and his co-workers in the USA have carried out a 
considerable amount of work in trying to simulate the effects 
of welding cycles by heating test specimens to 2400-2500°F 
(about 1350°C) and cooling at rates corresponding to the 
cooling of weld heat-affected zone material after a single elec- 
trode pass during arc welding. This cooling rate is very rapid 
and during the cooling cycle Nippes rapidly fractured test 
specimens and measured ductilities at various temperatures 
down to around 815°C. Under these conditions, one might 
have expected him to show at least one of the ductility troughs 
we investigated; in fact, he showed no similar effects. The only 
low ductilities he showed were at temperatures in excess of 
2400°F and persisted on cooling to test temperatures of 
2000°F, these effects being attributed to grain boundary 
liquation at the higher temperatures. 

In fact, the condition of our own tests differed significantly 
from those of Nippes, and from an actual weld cycle. Our 
specimens were rapidly cooled from 1350°C (air cooling in 
small section sizes) to room temperature, re-heated to test 
temperature in about 10 min, and held at test temperature for 
a further short period before straining. The conditions simu- 
lated by Nippes relate to the cooling following a weld pass on a 
block of metal, where the heat sink effect is great and cooling 
is very rapid. This gives a complete difference in conditions: 
very rapid cooling (in seconds) direct to test temperature in 
one case, and cooling to room temperature, followed by re- 
heating to test temperature over many minutes, in the other 
case. The different precipitation effects resulting from these 
two sets of conditions would be expected to give significant 
differences in ductility behaviour. Furthermore, we found no 
evidence that the higher ductility trough was associated with 
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strain-induced precipitation effects, as was the lower tempera- 
ture ductility trough, this latter effect being a common feature 
reported by several investigators using slightly differing 
testing techniques. 

With regard to the slower furnace cooling from 1350°C and 
the resulting improved behaviour in ductility at 1100°C, 
compared with that found after rapid cooling from 1350°C, 
there were significant differences in precipitation. With the 
particular cooling rate used, precipitation consisted of rela- 
tively few very coarse cubic particles of NbC. Rapid cooling 
from 1350°C, followed by ageing at 850°C, resulted in a fine 
dispersion of discrete particles of NbC (this type of precipita. 
tion is illustrated in two of the papers), which tended to coarsen 
slightly as the ageing time was increased. These differences in 
microstructure, i.e. the fine uniform dispersion of small NbC 
particles in one case, compared with the few very coarse 
particles resulting from the slow cooling, might be expected to 
give the differences in ductility behaviour found at 1 100°C. In 
addition, one would expect that the slower cooling from 
1 350°C would result in more complete precipitation of carbide 
than would be obtained by rapid cooling and subsequent 
ageing for relatively short periods at 850°C. 

As a general comment, it is worth noting that while all this 
work has been done to show the deleterious effects of niobium 
on ductility, it has been shown in practice that, despite these 
shortcomings, 18-12~1Nb steel can be successfully welded in 
large section, with the proper technique. It was interesting to 
see in the table of results obtained by the BWRA that every 
other steel covered showed higher resistance to heat-affected 
zene cracking than did 18-12-1Nb. These included other 
niobium-bearing steels and the inference is that they will be 
most probably superior to 18-12—1Nb in regard to welding 
behaviour. 


Mr Moore, in reply: With regard to the solution treatment at 
1050°C to which Mr Mitchell has referred, it would appear that 
providing it is possible to heat through the temperature range 
550-850°C without cracking, prolonged ageing at 1050°C will 
not produce a structure which will affect the ductility at lower 
temperatures. In fact Messrs Truman and Kirkby have shown 
in their paper that pre-treatment at 1100°C does not reduce 
the ductility at 850°C. 

The second ductility observed at 1 100°C was thought to be 
associated with the precipitation occurring at that tempera- 
ture which resulted in the formation of niobium carbides. It 
appeared that the formation of large chromium carbides at 
the grain boundaries prevented niobium carbides nucleating 
nearby. From a study of the hot strengths of stabilized steels 
containing precipitates and unstabilized steels without pre- 
cipitates, it appears that the relative differences in strength 
between a precipitate-stiffened grain centre and a denuded 
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grain boundary region will be greater at higher temperatures 
and more marked at 1 100°C than at temperatures in the region 
of 850°C, Concentration of strain in the soft region near the 
grain boundary would lead to low overall ductility. The latter 
phenomenon is superimposed on the over-ageing/ductility- 
recovery process occurring between 850° and 1 100°C, so that 
above 950°C the ductility falls once more. This downward 
trend of ductility continues up to 1100°C, beyond which the 
general lack of precipitation prevents the strain concentration 
effects referred to above. 

With this in mind, it is not surprising that a specimen aged 
at 850°C without strain and having grain boundary denuded 
zones still showed low values of overall ductility at 1100°C, 
Owing to over-ageing of the precipitates and the greater rela- 
tive strength of the denuded zones at 850°C, the ductility was 
not reduced as much at this temperature. The reverse is also 
true, i.e. the denuded zones formed during straining at 1 100°C 
did not cause excessive strain concentration when such a spec- 
imen was tested at 850°C and there was no sharp reduction of 
ductility. 


Mr Truman: With regard to the effect of boundary denuded 
zones on the ductility behaviour reported, what struck me 
most forcibly about the micrographs of Moore and Griffiths 
was that the samples tested at 850°C, whether they had 
boundary denuded zones or not, did not show such zones in 
the micrographs. I am not sure from the work of Murray 
whether denudation of boundary zones was found with their 
bend tests at 850°C, but in the sequence of micrographs in the 
AEI paper the boundary denuded zones are becoming more 
prominent above 850°C, whereas the ductility levels begin to 
drop long before 850°C. One may imagine that at 850°C, over- 
ageing has set in to some degree, and probably the greatest 
effects from the strain-ageing mechanism are found in the 
samples approaching the 850°C ductility trough. Samples 
tested at 900-1050°C show well-defined boundary denuded 
zones and at 1100°C the bottom of the second ductility trough 
is reached. Whether or not boundary denudation effects are 
present after testing at 1100°C and higher, is difficult to say 
because of the rapidly decreasing amount of general precipit- 
tion at higher temperatures. What is interesting is the promin- 
ent boundary denuded zone on samples tested at temperatures 
between the two ductility troughs. 


Dr L. M. T. Hopkin (National Physical Laboratory), speaking 
on behalf of himself and Mr E. A. Jenkinson: In general the 
NPL work agrees with that reported by Irvine et al, but there 
are details of interest. Figure A shows elongation/stress curves 
obtained at 650° and 700°C for two samples of 18-12~-1 steel, 
one in the form of a steampipe, the other a superheater tube. 
Both were air cooled from 1050°C. The first point is that at 
each test temperature the elongation of the two materials is 
markedly different; the difference is somewhat greater than 
the scatter shown by Irvine et al. for three casts. We believe 
this difference is related to difference of grain size; 18 grains/ 
mm for the pipe and 32 grains/mm for the tube. It would be of 
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interest to know the grain sizes of the samples tested by 
Irvine et al. 

In view of the low ductility of the pipe material we have 
studied the effect of re-rolling followed by air cooling from 
1050°C. Figure B shows that although the rupture life is not 
affected by grain size, refinement of grain size increases elonga- 
tion at rupture. The circles plotted in this figure are the points 
for the tube material which agree fairly well with those for the 
rolled pipe samples indicating that the markedly different 
minimum elongations in Fig.A are probably related to differ- 
ence in grain size. 

It will be noted that the minimum elongation values for the 
pipe in Fig.A are particularly low; values below 1% often 
being obtained which are well below those obtained by Irvine 
et al. The pipe material at 650°C shows little tendency for the 
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(i) As-received 
(ii) After test at 650°C and 12 tons/in®. Life 355 h 
(iii) After test at 650°C and 5 tons/in®. Life 40726 h 


© Electron micrograph of carbon extraction replicas of steampipe 
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elongation to recover; even after 40000 h a ductility of only 
2% was obtained at a stress of 5 tons/in.* This is not observed 
at 700°C or by Irvine et al. Superimposed on these diagrams 
are the values of proof stresses for both materials. At 650°C it 
will be seen that the elongation at rupture of the pipe material 
is determined almost exclusively by the elongations on loading 
and little creep deformation takes place before rupture. In this 
case, therefore, the rupture time is controlled by the formation 
of a precipitate induced by strain on loading. On the other 
hand for the other elongation curves it will be noted that the 
extension on loading forms only a small part of the rupture 
elongation. Thus, contrary to Irvine et al. who consider that 
the minimum ductility is related to the strain on loading, the 
strains inducing precipitation before the minimum ductility is 
reached are substantially due to creep deformation. After the 
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TABLE 2 Compounds observed by X-ray and electron 
diffraction 





Condition of material Compounds present 





Pipe 
As-received (AR) NbC +Cr,,C, 
650°C 12 tons/in® 355 h 
10 tons/in* 796 h 
9 tons/in? 1581 h 
5000 h 
5709 h 
40726h 


NbC + Cr,,C 
NbC + Cr,.C 
NbC +-Cr,,C, 
NbC + Cr,,C, 
NbC + sigma + Cr,,C, 
+ sigma + Cr,,C, 


7 tons/in® 
5 tons/in® 


700°C 10 tons/in® 76h NbC + Cr,,C, 
7 tons/in? 1220h NbC + Cr,,C 

5000 h NbC + sigma + FeCr,(Nb) + Cry,C¢ 

5tons/in? 7770h NbC + sigma + FeCr,(Nb) + Cr,,C, 


10000 h 


NbC + sigma + FeCr,(Nb) +Cr,,C, 
18826 h 


4 tons/in? NbC + sigma + FeCr,(Nb) +-Cr,,C, 





minimum elongation is passed and the ductility begins to 
recover, precipitation may still be principally induced by the 
creep strain but at such low rates of strain the concentration 
of dislocations is small and the corresponding particle size of 
the precipitate coarse. 

In general we have found a similar correlation between pre- 
cipitate particle size and the elongation curve as reported by 
Irvine et al. This is shown in Fig.C (i—v). It will be noted that 
the NbC forms in characteristic cuboidal fashion even when on 
dislocations. At long times of test when the ductility is recover- 
ing. in addition to NbC, sigma also forms and eventually is 
replaced by another phase shown in Fig.C (v) and (vi) which 
is believed to be FeCr, containing some niobium. It is often 
thought that the presence of sigma induces brittleness but 
Table 2 shows clearly that both sigma and FeCr,(Nb) do not 
appear until well after the minimum in ductility when the 
elongation is increasing. 

Finally, it has been suggested that the presence of a denuded 
zone resulting from carbide precipitation at grain boundaries 
contributes to rupture with low elongation. This idea must be 
reconciled with the belief that in Nimonic alloys similar grain 
boundary denudation allows increased deformation in the 
grain boundary region resulting in greater rupture elongation. 


Mr Murray, in reply: I believe, and I know that my colleagues 
agree, that the effect of grain size on the rupture strength and 
ductility of an austenitic steel is very small indeed. The 
evidence for this can be obtained from the literature. It has 
been shown that there is very little variation in the rupture 
strength and ductility of an unstabilized steel (18Cr—8Ni) 
when the solution treatment temperature is varied between 
950° and 1200°C. On the other hand, when such treatments 
have been carried out on the Nb-stabilized 18Cr—12Ni steel 
there has been a marked change in the rupture properties. As 
the solution treatment temperature was increased, the rupture 
strength progressively increased and the ductility decreased. 
In both steels the grain size progressively coarsened with 
the increase in solution treatment temperature; consequently 
since in one steel the properties remain constant while in the 
other they markedly vary, the grain size cannot be considered 
as a major factor. The major factor controlling the strength of 
the 18-12Nb steel is the amount of Nb in solid solution and 
this can be varied by variation in solution treatment. The 
major effect from the Nb is not its solution hardening poten- 
tial but rather that the amount in solid solution governs the 
amount of NbC that can be precipitated subsequently. 

Results on the superheater tube and steampipe material 
that Dr Hopkin mentions have been the subject for discus- 
sion at various committees. It has often been stated that the 
heat-treatment cycle on tube production is very different 
from that for large steampipe. I believe his results would be 
perfectly explained if the soluble Nb contents of the respective 
tube and pipe samples were determined. 


Dr Hopkin: Mr Murray believes that there is no effect of grain 
size in this material and that the effects shown in the NPL 
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D Schematic diagram showing grain boundary sliding under an 
applied stress 





results are due to differences in solute NbC contents. The 
samples for which the effect of grain size is shown in Fig.B 
were obtained by repeated soaking and rolling at 1050°C and 
there can be little doubt that they all had similar soluble NbC 
contents. 


Mr Murray, in reply: If the time cycle and the temperature 
cycle are varied the soluble niobium content will vary also. I 
do not think that the time cycle at any one particular tem- 
perature is as critical as you suggest, but you must remember 
that we are talking not of differences of a few minutes but of 
quite considerable differences. It is a very much more difficult 
job to solution treat heavy steampipes, raising them to a 
certain temperature and keeping them there, than it is to treat 
small diameter thin-walled tube. 


Mr Kirkby, in reply: On the subject of grain size, I find myself 
in the position of agreeing and yet disagreeing with Mr Murray. 
I agree that the effect of grain size in 18-12—1 Nb steel is small 
or negligible if all other factors are ignored, but if grain size is 
considered in relation to a particular solution treatment, then 
the effect of grain size could be significant. In other words, the 
type of data shown by Dr Hopkin can be obtained on bars 
with different grain sizes but with the same degree of solution, 
i.e. the same final solution temperature. 

The point made by Dr Hopkin concerning the data obtained 
on pipes and tubes is also confirmed by our own work, in which 
1050°C treated pipes were found to have a rupture ductility 
of 1-2% at 650°C. Further soaking at temperatures of 1050. 
850°C does not raise the ductility. Material (bar or pipe) solu- 
tion treated at 1350°C and air cooled has the same poor 
ductility, but furnace cooling from the same temperature 
gives a much better ductility, so that it is rather complicated. 
The degree of solution of NbC is obviously important and has 
in itself an important influence on ductility and creep resist- 
ance. It is clear, however, from data which are accumulating 
that the relationship of grain boundary area to grain matrix, 
i.e. grain size, must have some bearing on ductility, since it has 
shown that NbC stiffens the matrix relative to the 
boundary. 


been 


Mr Murray, in reply: I said that it was possible to get small 
differences due to grain size, but in this case we are talking 
about major effects. The major effect in my view is the amount 
of Nb in solid solution. We can get many interesting effects by 
permutating heat-treatments, but until we determine the Nb 
in solid solution after such treatments we shall not get a clear 
answer. 


Dr Baker, in reply: Continuing on the subject of grain size; if 
we have a situation as shown in Fig.D grain boundary sliding 
will lead to stress concentration at x. If the surrounding 
grains are able to deform, the stress concentration at 2 will 
remain small. However, if the grains are stiffened in any way, 
such as by strain-induced precipitation, stress concentrations 
at z may become sufficiently large to cause cracking. This is 
the basis of what we say in our paper, that the grains are made 
sufficiently stiff in these niobiuin steels. We might consider 
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that if the grain boundary were completely free of any foreign 
matter, a large grain size would be detrimental. The larger 
the boundary on which sliding occurs, the greater the stress 
concentration at the grain corners and the greater the sus- 
ceptibility of the steel to cracking. There is, however, another 
factor to be considered, and that is particles at the grain 
boundary. Their effect is not entirely clear in these steels, but 
there are two things to which I should like to draw attention. 
If we increase the grain size we decrease the total grain 
boundary area, and therefore if we have a given amount of 
precipitate we can put the particles closely together. This 
might be expected to offset at least in part any deleterious 
effect due to the large grain size. The other point concerns the 
denuded zones which have been observed at the boundaries 
and which might perhaps be expected to have some effect on 
the ductility. They probably do, but not during heat-affected 
cracking, for this reason. In all our observations we have 
observed cracking to occur only at the very beginning of the 
precipitation process, and we have observed these denuded 
zones only in a comparatively over-aged condition. I say ‘com- 
paratively’ advisedly, because there is still, or can be, con- 
siderable creep resistance in a steel with denuded zones. 


Mr B. Goldthorpe (Fulmer Research Institute Ltd): I think that 


grain size comes in because of its effect on the proof stress. 


Mr Murray: It is known that variation in grain size can have 
an effect on the proof stress. However, there has to be a large 
variation in grain size before the effect becomes pronounced. 
In this case we are dealing with, the 18-12—Nb steel which is 
normally supplied has a relatively small variation in grain 
size. Collected data from a number of steelmakers indicates 
that the 0-1% proof stress varies from 12-5 to 14-4 tons/in® at 
20°C and from 8-4 to 9-5 tons/in® at 650°C. 


Mr Goldthorpe: You make the point that the minimum duc- 
tility occurs with 0-1°% proof stress, and this is very dependent 
on the grain size. One would not expect this effect in an un- 
stabilized steel because there is not a pronounced minimum in 
the elongation v. stress-to-fracture curve. 


Mr Ff. E. Asbury (Central Electricity Research Laboratories) 
commented on the effects of recrystallization, which had not 
been mentioned in the papers. Mr Truman replied. Mr Asbury’s 
comments were later submitted as a written contribution to 
which Messrs Truman and Moore replied in writing: these 
contributions can be found on pp.303-305. 


Dr Irvine, in reply: One of the features of this meeting which 
interests me is the emphasis there has been on the use of 
electron microscopy. It has been shown that this technique can 
be of great assistance in providing the answer to essentially 
practical problems. This symposium has shown the value of 
this technique quite clearly and this should encourage many 
other laboratories to equip themselves for this work. 

There is a considerable measure of agreement between the 
different authors on the different mechanisms involved, and it 
is noteworthy that this mechanism has not been mentioned 
in any of the previous American and Russian work. However, 
since this previous work has made no use of electron micro- 
scopy, this is not surprising. 

Many people at this meeting, having heard the suggestion 
made that 18-12—1 steel is too near the borderline of suscepti- 
bility to cracking to be satisfactory when thick sections must 
be welded, must be asking themselves what material is suitable. 
It should be emphasized that the properties of 18-12-1 steel 
are borderline and not completely satisfactory. Mr Mitchell 
has shown that reasonable success can be obtained providing 
adequate care is taken. However, assuming that a better steel 
is required, then there are some quite definite metallurgical 
alterations which can be made, which will give better duc- 
tility. 

Grain boundary denudation may be a contributing factor to 
brittleness and modifications can be made to the composition 
to limit this grain boundary denudation. 
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The amount and intensity of precipitation can also be 
controlled together with the degree of misfit between the lattice 
of the carbide which is precipitating and the lattice of the 
matrix from which the carbide is precipitating. Austenitic 
stainless steels have recently been developed with these points 
in mind and have shown considerably improved ductility. 

Finally I should like to give a word of warning relating to 
the interpretation of electron microstructures. Great emphasis 
has been placed in these papers on the harmful effects resulting 
from strain-induced precipitation. This is not the case and in 
fact such precipitates are essential to provide adequate 
strength. It must be emphasized that what is important is the 
stress system produced by the precipitation. 


Mr R. Rolls (Manchester College of Science and Technology): 
Messrs Younger and Baker have shown that for the 18Cr— 
10Ni—3Mo steel (containing 0-04%C) little or no intragranular 
precipitation was observed in the deformed and aged speci- 
mens after treatment for up to 100 h at 750°C, whereas for the 
18Cr—12Ni—1Nb steel (containing 0-085%C), similarly treated, 
an intragranular precipitate of NbC was found. It would 
appear, as the authors have recognized, that carbon content 
may be significant in its effect on these results. Have the 
authors clarified the position yet by investigating the influence 
of higher carbon levels on the Mo-containing steels? 


Mr Younger, in reply: We have only studied the effect of 
carbon content in an unstabilized steel. On lowering the carbon 
content from 0-08% to 0-023% the susceptibility to cracking 
was found to be slightly increased. 


Dr L. E. Benson (AEI Ltd): With regard to what has been said 
about the use of the electron microscope, we are used to our 
friends across the Atlantic being ahead of us in running into 
trouble, and it is nice to think that we may be a little ahead of 
them in getting out of it! 


Mr Younger: It would seem to have been very clearly shown in 
these papers that strain-induced precipitations can have a 
marked effect in raising creep strength, and that this may 
result in a lowering of creep ductility. I should like to suggest 
that in this type of material this is not the only means by 
which these ends may be reached. As far as creep strength is 
concerned, there is some evidence that it is possible to get 
some degree of creep resistance in steels in which no strain- 
induced precipitate has yet been detected (e.g. type 316). 
Regarding creep ductility, Truman and Kirkby have shown 
that it is possible to get low ductility at high temperatures 
(1100°C) where only very sparse strain-induced precipitation 
is found. Both these facts suggest that there is a second grain 
strengthening mechanism in operation. Furthermore this high- 
temperature ductility dip behaves in a rather different manner 
from the dip at 850°C, since it does not respond in the same way 
to pre-conditioning of the material. Its second difference can 
be seen in Fig.#(i) and (ii). Figure 2(i) shows the Truman and 
Kirkby measurements of high-temperature ductility. The 
ductility of the 18-8 steel is consistently above that of the 
18Cr—12Ni-1LNb steel. Figure H(ii) comes from some French 
work by Guessier and Castro.' Here the position is reversed 
and the ductility of the 18Cr—12Ni-LNb steel is consistently 
higher. It is strange that by two different testing methods we 
can completely reverse the position of the curves. However, it 
is interesting to note that the results in the first figure were 
obtained by testing at a strain rate of about 10~-*; while in the 
second case it was very nearly 10'. 

It therefore seems that this high-temperature ductility 
trough is dependent on elements in solid solution and is also 
very sensitive to strain rate. Both these suggest that it may be 
a dynamic strain-ageing effect. Very little experimental work 
has been done on this effect in austenite, but if we transfer the 
figures which have been obtained by Cottrell,’ first with nitro- 
gen in iron and secondly with substitutional elements in alu- 
minium and iron, we obtain the results shown in Table 3. This 
table gives the minimum calculated temperature at which 
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E Ductility of tensile specimens tested at two different strain rates 


dynamic strain ageing might be expected. In the case of the 
chromium steel, using the figures for the diffusion rate of 
chromium in austenite and assuming that the vacancy super- 
saturation is very small. the minimum temperature is 950°C. 
For the niobium steel the minimum temperature is 850°C. The 
correlation between these figures and the experimental facts is 
quite encouraging. 


Mr Truman, in reply: My only comment is that this is probably 
dependent on strain rate. In the work referred to there was an 
unusually fast strain rate. 


Mr Pickering: Can Mr Truman say whether the fracture pro- 
duced during the second high-temperature minimum in the 
ductility curves is intergranular? If it is, could not this 
ductility minimum be the result of a segregation of, for 
example, Nb atoms to the austenite grain boundaries? This 
could perhaps lead to an intergranular rupture with low 
ductility which might be considered analogous to intergranular 
embrittlement in Fe—N alloys at very much lower tempera- 
tures. 


Mr Truman, in reply: The fracture is definitely intergranular 
at the high-temperature end and it is round the original high- 
solution treatment boundaries, not any recrystallization 
boundaries which may be introduced. 


Mr Younger, in reply: I do not feel that this is a very difficult 
problem. In the steels that we have been considering in the 
three papers it is possible by stiffening the grains to get 
intergranular fracture. 


Mr E. A. Brandes (Fulmer Research Institute): On the 20-20 
steels, which have shown effects very similar to those shown by 
the authors, we did some experiments on which we should like 
to have their views. We solution treated at 1 300°C with quick 
cooling, and strained the specimens at 800°C by various 
amounts. At 800°C short-time tests showed low ductility. We 
then cooled to room temperature and pulled at room tempera- 
ture and found that all the room temperature tests showed no 
loss of ductility at all, that is after 1300°C solution, quick 
cooling, straining, and ageing at 800°C. Can we have comments 
on that? 


Mr Truman, in reply: We have covered this in relation to the 
850°C ductility trough on 18-12-1Nb steel, where we 
rupture with 6-10% elongation after the high initial solution 
treatments. We have strained test-pieces about 3% at 850°C, 
then broken them at 600°C. Even though the specimens con- 


TABLE 3 Calculated minimum temperature for strain 








ageing effects in austenite 
6 Cr (20 at-%) Nb (0-5 at-%) 
10°? 950°C — 1320°C — 
10-3 400°C — 850°C — 





tained shallow surface cracks after straining at 850°C, the 
ductility at 600°C was not catastrophically low. A further 
series was strained 3% at 800°, 825°, and 850°C, and on re- 
testing smaller specimens machined from the original strained 
specimens, at 600-800°C we obtained ductilities not far 
removed from the original curve. This does not necessarily 
imply that ductility generally at lower temperatures could not 
be affected by pre-straining at 800-850°C, me ely that it was 
not affected at the particular strain rates used. It could be 
affected at slower strain rates and further work is needed here. 

We did not re-test at room temperature after straining at 
800-850°C, but re-tests at 600°C broke with about 3% elon- 
gation. 

We carried out similar tests after straining 2% at 1100°C 
and then re-testing at room temperature upwards; again 
ductility was not affected by the pre-straining under the test 
conditions used. 


Dr Baker: I think that perhaps the reason why induced NbC 
precipitate has such a large effect at high temperatures may be 
that it is affecting the strength of the grains in relation to the 
grain boundaries in a system where we get both deformation in 
the grains and deformation of the grain boundaries during 
creep relaxation. At room temperature there would be little or 
no grain boundary sliding: deformation of the mass as a whole 
would occur and one would not expect a large falling off in 
ductility, though there might be a slight effect owing to the 
stiffened nature of the whole. Where the strength of the grains 
in relation to the boundaries comes into prominence again is at 
very low temperatures, where in impact tests the presence of 
the strain-induced precipitation in the grain might lead to the 
appearance of a ductile—brittle condition and grain boundary 
fracture. 


WRITTEN CONTRIBUTION 


Mr F. E. Asbury (Central Electricity Research Laboratories) 
wrote:* Some of these papers draw attention to the possible 
effects of the intergranular precipitation of niobium carbide 
and the absence of this precipitate in regions adjacent to grain 
boundaries. None of them, however, considered the effect of 
the migration of grain boundaries which may take place at 
temperatures above 850°C in this steel. Some recent work 
carried out at CERL indicates the effect of such movements on 
the microstructure. 

We have solution treated a typical 18Cr-12Ni—1Nb steel 
at 1230°C, air-cooled it, and applied about 35% tensile strain 
at room temperature. Small pieces were then reheated rapidly 
to temperatures between 650° and 1200°C, and held at 
temperature for 1 h, after which they were air-cooled. The 
material was recrystallized and softened between 850° and 
1050°C, the grain size decreasing from ASTM no.2 to ASTM 
no.7. Specimens were examined on the optical microscope, 
under normal illumination and steeply inclined (oblique pencil) 





* This correspondence was received before the meeting took 
place. 
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(i) 


(i) Normal illumination 
from precipitation pattern 


illumination. Under the latter, grain and twin boundaries are 
emphasized. 

The specimens heated at 650-850°C showed only an inter- 
granular precipitate and strain bands. That heated at 950°C 
showed an intragranular precipitate, regions devoid of pre- 
cipitate next to the grain boundaries, and a grain -boundary 
precipitate. However, the material had clearly started to re- 
erystallize after the intra- and intergranular precipitates had 
first formed, and the grain boundaries were only partly related 
to the pattern of precipitation (see Fig. F(i) and (ii)). The 
specimen heated at 1050°C showed similar but heavier pre- 
cipitation to that heated at 950°C, and the grain boundaries 
bore no relation to the pattern of precipitation (see Fig.G(i) 
and (ii) ). The material had completely recrystallized after the 
precipitates had formed. Such effects could be missed on 
extraction replicas prepared for examination on the electron 
microscope, if the grain relief was not clearly revealed by the 
replica. 

We have found similar structures in the heat-affected zone 
of a fillet weld in an 18Cr-12Ni-INb steel, which had been 
given a post-weld heat-treatment of 1 h at 1050°C (Fig.H(i) 
and (ii) ). Near the surface the contraction strains of the weld 
were concentrated in the heat-affected zone by the notch 
arising from the weld profile, and recrystallization occurred 
after the precipitation of carbides during the post-weld heat- 
treatment. 

It is reasonable to suppose that grain boundary movements, 
giving rise to similar structures also occur in hot tensile and 
hot bend test-pieces strained at sufficiently high temperatures. 


(i) 


(i) Normal illumination 
@ Steel solution-treated and strained as above, but heated 1 h at 1050°C, showing a recrystallized grain structure mostly 


unrelated to the pattern of precipitation 
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(ii) 


(ii) Steeply inclined illumination 
F i8Cr-12Ni-LNb steel solution-treated, strained 35% cold and heated for 1 h at 950°C, showing grain boundary breaking away 


< 2000 


We should like to suggest that the improvement in ductility 
in 18Cr-12Ni—1Nb steel as testing temperatures are increased 
from 850° to 1050°C as suggested in the papers by Irvine et al. 
and Truman and Kirkby, may not be due only to the effect of 
a coarser and more dispersed precipitate, but also to the migra- 
tion of the grain boundaries from the zones depleted in 
niobium carbide. 


AUTHORS’ REPLIES 

Mr Truman wrote: We would agree that we have not paid 
particular attention to recrystallization as being a contribu- 
tory factor in ductility recovery at temperatures above 850°C. 
It is quite probable that this phenomenon does to some extent 
contribute to ductility recovery, as Mr Asbury's evidence 
indicates, but we still feel that this plays a relatively minor 
role compared with the recovery effects associated with 
over-ageing of the intergranular precipitation of niobium 
carbide. 

Figure J compares the short-time tensile ductility behaviour 
of 18—12—1Nb in the 1350°C AC, 1350°C AC+16 h 850°C AC, 
and 1350°C AC-+ 1 h 1050°C AC conditions. 

The ductility trough at about 850°C resulting from the 
1350°C AC treatment is removed almost completely by pre- 
ageing at 850°C or 1050°C before testing. In the case of the 
1350°C AC condition, slight recovery occurs above 850°C, but 
after the above pre-ageing treatments, the ductility in fact 
begins to drop at test temperatures above 850°C, resulting 
eventually in the second trough at 1100°C discussed in our 


paper. 


(ii) 


(ii) Steeply inclined illumination 
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(i) Normal illumination 


H Heat-affected zone of fillet weld in 18Cr—12Ni—1Nb steel. 


This evidence compares tests from the same cast, with the 
same initial grain size, but with differences in the amount of 
niobium carbide in solid solution. While not conclusive, it does 
tend to indicate that carbide solution and precipitation 
is the main feature affecting the shape of these ductility curves 
rather than recrystallization above 850°C, It is probable that 
the tendency towards recrystallization under the same con- 
ditions may be governed to some degree by the amount of 
carbide in solid solution, but it is anticipated that recrystal- 
lization to some degree will occur in both the solution treated 
and pre-aged series of tests above 850°C. In effect, the tenden- 
cy to recrystallization at temperature in the pre-aged series 
should be much greater than in the solution treated series, 
because of the higher strains applied to the former series 
before fracture. 


Mr Moore: Mr Asbury’s comments on the recrystallization 
phenomena he has observed are very interesting, as are the 
possible effects they may have on the hot ductility of 
18-12—I1Nb steel. It is possible that recrystallization may 
contribute to the slight restoration of ductility above 850°C 
during hot tensile testing. It is felt, however, that precipitation 
effects exert a greater influence. 

We have studied the room temperature hardness values of 
the hot tensile specimens. Both macro- and micro-hardness 
tests were carried out and each point on the micro-hardness 
curve represents the average of 20 or so impressions taken 
from grain centres and grain boundary regions. The results 
together with the corresponding ductility values are shown in 
Fig.J. This shows that the specimens previously tested at 
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1 Short-time tensile ductility behaviour of 18-12—-1Nb under 
various conditions 








Discussion on austenitic stainless steels 305 


(ii) 


(ii) Steeply inclined illumination 


The weld has been heat-treated for 1 h at 1050°C, and the pattern 
of precipitation is only partly related to the grain structure 


x 2000 


men tested at 800°C was considerably softer. A sharp rise in 
hardness was observed in the specimen tested at 850°C, which 
was the temperature at which the finest dispersion of 
niobium carbides was seen and the low-temperature ductility 
trough experienced. The hardness of specimens previously 
tested between 900° and 1 100°C continued to fall as the pre- 
cipitates became more widely spaced and larger in size. There 
was a slight increase in hardness in the specimen previously 
tested at 1 200°C, as increased solid solution hardening resulted 
from the small amount of precipitation occurring during the 
tensile test. 

No signs of recrystallization, such as those described by 
Mr Asbury, were observed in the specimens we examined. If 
recrystallization had occurred in the specimens it would 
appear to have taken place before precipitation and its effect 
to have become obvious at temperatures between 750° and 
800°C. However, it was at temperatures above this, 850- 
1100°C, that the more marked changes in ductility, micro- 
structure, and hardness were observed. This would indicate, 
at least under these testing conditions, that it is precipitation 
effects and not recrystallization phenomena which are the 
controlling factors in the loss of ductility of 18-12—1Nb steel 
at 850°C and the subsequent slight recovery of ductility at 
950°C. 
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Correspondence on papers 


A note on brittle fracture initiation in mild steel 


by prior compressive pre-strain 


Dr 8. A. Main wrote: The problem of catastrophic failure in 
service of steel plating through utterly brittle behaviour 
remains an important one. The paper by C. E. Turner gives 
rise once more to the question whether measurement of the 
brittle strength of a distorted and/or notched specimen can 
ever be of any real use towards its solution. 

It may be asked whether any test providing a specific degree 
of priming and promoting failure at a temperature dictated by 
the form and physical condition of the test specimen, can 
simulate the conditions existing in service; that is, at the 
critical location in all, or even in any one, of the innumerable 
structures with their varied constructional features and 
service. Can it also be said that such a test will discriminate 
reliably between two batches of steel plating under considera- 
tion, as regards their respective prospects of survival in a par- 
ticular structure and its proposed service? 

A very slight and superficial plastic strain is a necessary 
prelude to the start of a brittle fracture. Any test of the kind 
mentioned, by emphasizing this priming action, only does so 
by superposing a complicated system.of stresses and strains, 
of a kind peculiar to itself, and accordingly affecting the value 
of the strength figure so assessed. 

The one essential factor in brittle behaviour is triple tensile 
stress; it is this combination which all tests so far intended for 
practical use , however clumsily and confusedly, to 
effect. Should not therefore the efforts of metallurgists be 
directed to the devising of a test providing simply this com- 
bination of stresses; that is, on undeformed steel and without 
the complication introduced by such features as notches, and 
capable of determining brittle strength at any selected tem- 
perature within a prospective range of service? In such cir- 
cumstances the steel is quite capable of providing the neces- 
sary priming. Such a test, once established, would provide a 
figure representing the brittle strength of the steel against 
failure in its most catastrophic form; that is where it can, and 
does, occur without previous imposed deformation. 

That the problem is no doubt a difficult one should not be a 
deterrent but a challenge. Only in this way can such testing be 
placed upon a rational basis; that is providing, like the ordin- 
ary tensile test in its own applications, a basic figure to which 
a factor of safety (assessed as best possible on judgment of the 
design and workmanship of the structure and its conditions of 
service) can be applied. 


AUTHOR’S REPLY 


Dr 6, E. Turner wrote: It is difficult to reply fully to Dr Main’s 
comments without writing a paper several times the length of 
the original note. Some answer can, however, be made at two 
levels: general points to which a brief reply will be given and 
specific comments on the present paper. 

There is no doubt that brittle fracture is a difficult problem. 
The voluminous literature on the subject shows clearly that 





*C. E. Turner: JISI, 1961, 197, 131-135. 
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many workers have indeed accepted it as a challenge and not a 
deterrent. That their combined efforts have not so far pro- 
duced either a complete solution or even a universally accepted 
test, triaxial or otherwise, encourages other workers such as 
the present writer to contribute what small amounts they can 
towards a fuller understanding. It may be questioned whether 
@ triaxial stress test is a final or even desirable goal of brittle 
fracture workers and indeed to what extent on a macroscopic 
scale such a concept is meaningful. In examining the notch- 
brittle behaviour of steel there seems every reason for using 
both a notched test-piece and testing temperatures below the 
so-called ductile—brittle transition temperature (however this 
may be defined). The magnitude of this temperature for a 
particular steel is vital for service requirements but probably 
largely irrelevant in relation to the present tests. 

The tests reported, however, do not purport to measure the 
brittle strength of distorted steel as a direct yardstick of the 
behaviour of the undistorted steel, though it is interesting to 
speculate whether the derived G, value is comparable to that 
of the virgin plate. It was not claimed that such a test would 
discriminate usefully between two service batches of steel, 
although the degree of susceptibility to such prior damage may 
in fact be of great interest. It is suggested that (as pointed out 
by Mylonas') the notching and prestraining simulates con- 
ditions which may arise during fabrication. 

It has been implied in the interpretation of the test results 
that the concept of a cleavage crack propagating at relatively 
low stress levels in mild steel, below the ductile—brittle transi- 
tion temperature, is accepted, and that there is some quality 
of the steel as yet but imperfectly understood which prevents 
such a crack starting simply under the conditions at which it is 
known to propagate. The term ‘initiation barrier’ has been 
applied to this concept. It is suggested that the prestraining 
action produced here effectively reduces this initiation barrier, 
so that the start of cleavage crack is more likely under low 
applied stress. The metallurgical nature of the change or 

induced is not known: quite obviously further work 
both on notched and unnotched material is required to eluci- 
date this. 

It is interesting to note that sectioning a prestrained test 
piece, fractured at low stress, does not reveal the usual indica- 
tions (by optical microscope) of a few crystals sheared at the 
start of the crack before the onset of cleavage. However, this 
is a metallurgical field which, as an engineer, I am wary of 
entering. 

The discussion of cleavage fracturing of mild steel plate in 
the light of various initiation processes followed by an overall 
erack propagation mechanism (whatever the microscopic con- 
cepts involved) seems to provide as rational a basis for under- 
standing the macroscopic phenomenon as any other ideas yet 
put forward. 


REFERENCE 
1. C. Mytonas et al.: Weld. J. Res. Suppl., 1958, 23, 473s—479s. 
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Strain ageing and the fatigue 


Dr D. Gratchley (Rolls-Royce Ltd, Derby) and Mr J. Smith 
(Safety in Mines Research Establishment, Ministry of Power, 
Sheffield) wrote: It was with great interest that we noted the 
evidence put forward by Levy and Kanitkar indicating that 
the definite fatigue limit observed in mild steel is due to the 
ability of that material to strain age harden during the 
fatigue test. 

We are ourselves in the early stages of an investigation into 
the effects of static and dynamic prestrain upon the fatigue 
properties of the materials used in the manufacture of colliery 
haulage and suspension gear, e.g. 1-5%Mn mild steel and 
25-30 carbon steel.t This programme was designed to deter- 
mine the effect of the excessive static and impact loads which 
are frequently superimposed on the more or less continuous 
fatigue loading to which this gear is subjected. 

Our specimens are either dynamically strained to the 
requisite degree (=>4, 9, and 17%) in a modified Charpy 
impact machine or statically strained to the same extent in an 
ordinary tensile testing machine and then held for 8h at 100°C 
to achieve the fully-aged condition. All fatigue tests are 
carried out on the same Schenck 2-ton pulsator and the results 
are expressed as S/N curves for the material in each strained 
and fully aged condition which can then be compared with the 
S/N curve for the virgin material. 

Figure A shows the S/N curves about zero mean stress for 
the unstrained materials, both of which exhibit a sharp ‘knee’ 
at about 10° cycles of stress; there being no failure between 
1-7 x 10° and 10’ cycles when all surviving tests were termin- 
ated. This value of 10’ was decided upon because of the rather 
low, 2600/min, frequency of the machine: for this reason too 
the number of points taken in determining the 8/N curves is 





* J.C. Levy and 8. L. Kanirxar: J/SI, 1961, 197, 296-300. 

+ B.8.2772, (II), 1956. 

¢ H.-R. Sanper and M. Hempet: Arch. Hisenh., 1952, 23, 
299-320. 
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considerably less than that of Levy and Kanitkar. However, 
in spite of these deficiencies the knee is quite well defined. So 
far, only the manganese steel has been tested in the strained 
and fully aged condition but the results do show that the 
sharp knee is removed and failures have been observed between 
10° and 107 cycles (Fig.B) in the specimens strained 9% and 
17% although those strained 4%, still exhibit a knee. 

Further confirmatory evidence comes from similar work by 
Sander and Hempelf{ who observed sharp knees at 10° cycles 
for unstrained mild steel and at 5x 10° cycles for a 0:4%C 
steel with complete absence of failure beyond these test dura- 
tions. On fatigue testing these steels after prior tensile strain, 
17 failures of mild steel and 20 of the 0-4°%C steel are observed 
between 10° and 10’ cycles, although in fact all the curves have 
been drawn with sharp knees. 

The present results seem to confirm that as the capacity for 
strain ageing becomes exhausted, in this case by tensile strain 
followed by ageing as opposed to the coaxing treatment 
given by Levy and Kanitkar, the distinct fatigue limit is 
removed, 


AUTHOR'S REPLY 
Mr Levy wrote in reply: The work presented by Dr Cratchley 
and Mr Smith is especially noteworthy in view of the practical 
implications mentioned in their second paragraph. Study of the 
alteration in fatigue properties by either accidental or deliber- 
ate strain ageing may, for example, provide an argument for 
the ‘running-in’ of machinery at low loads before full load is 
applied. In effect a coaxing procedure is thus carried out. 
An additional feature worth pointing out is that the top 
curve of the second figure in the communication can be super- 
imposed almost exactly on the top curve of Fig.8 in the paper. 
Finally it is opportune to mention a small error in the com- 
position of the steel as printed in the paper. The Ni should 
be N. 
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Dr T. P. Colclough, C.B.E. 


Dr T. P. Colclough, C.B.E., an outstanding figure in the British iron and steel 
industry, died at his home in Buckinghamshire on 22 September, aged 75. 

Tom Peach Colclough was educated at the University of Manchester, where he 
specialized in organic chemistry and was awarded the degree of M.sc. in 1906. He 
entered the steel industry in 1916, when he took up the appointment of chief 
chemist at the Brown—Firth Research Laboratories under the late Dr Hatfield. 
Two years later he was awarded an Associateship and a Mappin Medal in 
Metallurgy at the University of Sheffield, and in 1920 he graduated in metallurgy. 
The degrees of v.sc. of Manchester University and M.met of Sheffield University 
were awarded to him in 1937, and in 1959 he was awarded the degree of D.MET. 
by Sheffield University. 

He joined the Park Gate Iron and Steel Company Ltd in 1920, and during the 
following nine years held the positions of chief chemist, chief metallurgist, open- 
hearth manager, and technical officer. His next appointment was as technical 
director to H. A. Brassert and Company Ltd, a position which he held until 1942. 
During this time he took part in the development and building of several steel- 
plants, including the Corby works of Stewarts and Lloyds Lid, and the Ebbw Vale 
works of Richard Thomas and Baldwins Ltd. 

Dr Colclough studied iron-ore and coal mining and iron and steel manufacture 
in the USA and in most of the countries in Europe; he visited China in 1936 and 
New Zealand in 1939 to report on the establishment of national steel industries in 
these countries. For a time he held the post of technical adviser to the Hermann 
Goreing works in Germany and Austria and the Turkish steelworks at Karabuk. 
During the Second World War he was appointed technical adviser to the Iron 
and Steel Control, Ministry of Supply. From 1945 to 1949 he was technical 
adviser to the Control Commission in Germany, and in 1947 he was awarded the 
©.B.E. for his services to the Ministry. He became technical adviser and consultant, 
and later chief technical adviser to the British Iron and Steel Federation, assisting 
in the preparation of its development programmes, and he was a member of the 
Technical Advisory Panel of the Iron and Steel Board. 

A man of truly international vision, he served as technical adviser to the 
ISCON project at Durgapur and was a member of the Royal Commission on the 
steel industry of Southern Rhodesia, In recent years he led BIS F missions to the 
USSR, Poland, and Yugoslavia. 

Dr Colclough was elected a member of The Iron and Steel Institute in 1921. He 
represented the Institute on the Council of the British Iron and Steel Research 
Association from 1949 to 1952. He was a member of the Ironmaking Panels of the 
Association from 1945 to 1952, and later chairman of the Steelmaking Panel. 

In 1954 Dr Colclough was awarded the Bessemer Gold Medal for his distin- 
guished contribution to the development, in theory and practice, of the manufacture 
of iron and steel. He was elected an Honorary Vice-President of the Institute in 
May of this year. 


Essington Lewis, C.H. 


Essington Lewis, C.H., Bessemer medallist and member of The Iron and Steel 
Institute since 1921, died at his country home near Melbourne on Sunday, | 
October, aged 80. 

Born in South Australia, he worked for a time on one of his father’s cattle 
stations before graduating in law from Adelaide university. He then decided on a 
career in mining and in 1903 began working underground at Broken Hill, having 
already worked in mines in South Australia and Tasmania during his school 
holidays. Two years later he gained a diploma from the South Australian School 
of Mines, and he became assistant manager of a smelting plant at Port Pirie, 
South Australia, where the Broken Hill Proprietary Company (BH P) was carry- 
ing out early experiments in ironmaking. 

In 1911 when BHP established a steelworks in Newcastle, New South Wales, 
Essington Lewis was production engineer for the new works which produced its 
Jirst steel in 1917. From then on he helped guide the company to its present position 
as the largest steel producer in the Commonwealth. 

He was appointed assistant general manager of BHP in 1920 and general 
manager in the following year. In 1938 he became chief general manager of BH P 
and chairman of the Australian government's advisory panel on industrial 
organization, as well as consultant to the Defence Department. He anticipated the 
country’s need to produce armaments by setting up a shell-making plant at 
Newcastle, and in 1940 he was appointed Director-General of Munitions, and 
later of Aircraft Production. It was in recognition of this work that he was made a 
Companion of Honour in 1943, and in 1944 the Council of The Iron and Steel 
Institute awarded him the Bessemer Gold Medal for ‘his great services in building 
up the iron and steel industry in Australia’. 

In 1950 he became chairman of BH P, and two years later he retired to become 
deputy chairman, the position he occupied at his death. 
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Powder Metallurgy Joint Group 


Winter meeting 1961 


The Winter meeting of the Powder Metallurgy Joint Group of The Iron and Steel Institute and 
The Institute of Metals will be held on Thursday and Friday, 7 and 8 December, at Church House, 
Great Smith Street, London SW1. The first session, from 2.30 pm to 5 pm on Thursday, will 
consist of a discussion on papers previously published in Powder Metallurgy. The second day will 
be given to a symposium on sintered high-temperature compounds, the papers for which were 
published in Powder Metallurgy no.8. 


Spring meeting 1962 


The Spring meeting on Monday and Tuesday, 7 and 8 May, at Church House, will consist of a 
symposium on sintered low-alloy steel engineering components. 


Winter meeting 1962 


The programme for the Winter meeting next year is a two-day discussion on 10 and 11 December 
on non-metallic dispersions in powder metallurgy. 


Further details of the Group’s activities are available from the Secretary, Powder Metallurgy 
Joint Group, 17 Belgrave Square, London SW1. 





The rolling of iron and steel 


The rolling of iron and steel, 1955-1960 which is no.15b in The Institute’s Bibliographical Series, 
has been published, price 30s to members and 40s to others. The two earlier bibliographies under 
this title covered the period 1920-1954; the closing date of the present one is about the end of 1960. 


Because of the change of emphasis in rolling operations, much material has been included on 
the electrical aspects of rolling mills, on gauge measurement and control, and on automation. 
There is also a section on the manufacture of seamless tube and on the use of the rolling process 
for various novel methods of plastic shaping. 


Some 2000 references, with abstracts, have been included, and there is a comprehensive index 
to these, to textbooks, and to the appropriate BISRA reports, Copies are available from the 
Secretary of The Iron and Steel Institute. 


Journal of The Iron and Steel Institute November 1961 309 


PUA, 





. 
a 
sd 
Pte 
aa 
“Ba 
Re 
pe 
tt 
e 


conpre 








SPF SREPOT TE: SEEPS COT IEE! SAPO TEN AY I OR 


eotS: 
whe 








British Nuclear Energy Conference: British Nuclear 
Energy Society 


The following announcement by Sir Leonard Owen, C.B.E., chairman of the British Nuclear 
Energy Conference (of which The Iron and Steel Institute is a constituent society) appeared in 
the October iseue of the Journal of the BNEC. 


On 1 January 1962 the British Nuclear Energy Society will be established in succession to the 
British Nuclear Energy Conference; the October issue of the Journal of the British Nuclear Energy 
Conference is the last in its present form and under its present title. 

The successful use of nuclear energy demands the application of many divisions of science and 
technology and a constant interchange of knowledge and experience between those trained pri- 
marily in these divisions. It was to provide a channel for this interchange that in 1955 the British 
Nuclear Energy Conference was established by the Institution of Civil Engineers, the Institution of 
Mechanical Engineers, the Institution of Electrical Engineers, the Institute of Physics, and the 
Institution of Chemical Engineers, who were joined later by The Iron and Steel Institute, The 
Institute of Metals, the Institute of Fuel, and the Joint Panel on Nuclear Marine Propulsion. 

The Conference has sought to fill ite réle principally in three ways: 

1. By publishing under one cover in its Journal all the more important papers on nuclear energy 
presented to the constituent societies. 

2. By keeping members of the individual societies informed of those meetings of the other 
societies that are devoted to aspects of nuclear energy, and making such meetings open to them. 

3. By sponsoring meetings on nuclear energy organized either for the Conference by the appro- 
priate societies, or, where the subject involves the application of several disciplines, by the Con- 
ference itself. 

The Board of the Conference feels, however, that the time has now come to provide a central 
forum for the discussion of nuclear energy and it is for this purpose that the British Nuclear 
Energy Society has been established. The Institution of Civil Engineers have made their premises 
in Great George Street, Westminster, available as a meeting place, and a regular programme of 
papers, lectures, symposia, and informal discussions is being planned. 

The Society will (like the Conference) publish a quarterly Journal which in addition to reprinting 
a wide range of important papers will also contain original papers and discussion on them, informa- 
tion and authoritative scientific and technological comment on developments in nuclear energy 
throughout the world, and reports on the proceedings of meetings of the Society. The first issue of 
this Journal will be in January 1962. 

Membership of the new Society will be open on application to members of all classes of the 
constituent societies of British Nuclear Energy Conference (listed above) and to all who satisfy the 
Board that they are (to quote the Society’s constitution) ‘actively engaged in the professional, 
scientific, or technical aspects of the application of nuclear energy and ancillary subjects’. 

To ensure continuity, for the first year the affairs of the Society will be managed by the present 
Board of the British Nuclear Energy Conference, but thereafter the Board will include members 
elected by and from the general membership of the Society. 


An application form for membership is enclosed with this issue of JISI and on completion should 
be sent to the Secretary of the British Nuclear Energy Conference, 1-7 Great George Street, 
London SW1. Its prompt return and acceptance will mean that Members will be able to partici- 
pate from the start in the activities of the new Society. 
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THE IRON AND STEEL 
INSTITUTE 


New Honorary Vice-President 

The ear = Charles Goodeve) announc- 
ed during session of the Special 
Mee roy me ork on 19 October that the 
Council had elected Dr J. B. Austin (Adminis- 
trative Vice-President, Research and Tech- 
nology, United States Steel Corporation), 
Chairman of the Special Committee for the 
Meeting, to be an Honorary Vice-President of 
the Institute. He handed the diploma to 
Dr Austin who expressed his appreciation. 


Autumn General Meeting 1961 
The Institute’s Autumn General Meeting and a 
meeting of the Iron and Steel Engineers Group 
will be held in London from Wednesday 29 
November to Friday 1 December 1961. The 
rogramme was given on pp.77-78 of the 
iano issue of the J: . 


Annual General Meeting 1962 

The Annual General M will be held in 

London on Wednesday and Thursday 2 and 3 
- 1962. The annual dinner for members 

will be held on the Wednesday evening. 


Special meeting in Germany, 1962 

As previously announced, by invitation of the 

Verein deutscher Eisenhiittenleute the Insti- 

tute will hold a ial meeting in Dusseldorf 

veges yoon J 2 July we sdunday 8 July 1962. 
programme of the meeting was given 

on p.191 of the Oetteer! issue of the Journal. 


Y the 
Wedneodey 13 February 1002 


Details on p.191, October issue. 


Special meeting in India, 1963 
Preliminary notice on p.191, October issue. 


Special lectures 
As announced in the October issue, lectures on 


lon of the High Authority of the 
United Kingdom, on the evening of Wednesday 
nited on evening 0: 
29 November 1961 at the Hoare Memorial 
= Tag agee saree London 8W1. yng on 
by ticket only, application forms for 
which have been circulated to Members. 


IRON AND STEEL ENGINEERS) GROUP 


43rd meeting 
viously announced, the 43rd meetil of 


NEWS 


pa on electrolytic tinning and continuous 

galvontaing will be presented and discussed, 
and there will be several works visits. Further 
details will be announced later. 


NEWS OF MEMBERS 


Mr F. H. Alderson has joined Edgar Allen 
and Co, Ltd, Sheffield. 

Mr WN. 8. A has been awarded a Lever- 
hulme Research Grant in respect of a metal- 
jurgival end ch and chemical examination of samples 
of _ iron and steel. 

- 7. is now @ consultant to 
Birleo-Eifes (Melting) Ltd. 

Mr A. D. Baynes has “nn The North 
Eastern [ron Co. Ltd, Stillington, 
Stockton-on-Tees, as chief ae 

Mr P. R. Beicher has joined She Research 
Ltd, at the Thornton Research Centre. 

Dr 1. 8. Brammar has left Tube Invest t 


Announcements and News of Science and Industry 


Mr G. A. Lomas, i 
ty chairman of J. yg ome Led, po 
cae office as president of the Refractories 
Association of Great Britain. 

Mr d. ©.B.B. (Past-President, 
Bessemer Medallist), has been pointed a 
director of the Lancashire and Corby Steel 
Manufacturing Co. Ltd, Northants. 

Mr E. &. is now chief metallurgist at 


td, Cricklewood. 
Mr url Pletitdinen has been appointed 
chief Ba hs at Imatra Jarnverk. 


Mr J. F. Pratt has retired from Partridge, 
Jones and John Paton Ltd. 

Dr E. G. Ramachandran, formerly assistant 
director, physical metall division of the 
ne pe ical ratory, is now 
professor of metallurgical engin: at the 
newly established Indian Totkivete ot Tech- 
nology, Madras. 

Mr R. Rolls is now a lecturer at the Man- 








Research Laboratories to take up a position 
with Aeon Laboratories. 

Major W. R. Brown, v.s.o. ‘board of Vice- 
President) has retired from the board Ag 
Ashmore Ltd. He r 
Ashmore, Benson, ag and Co. Ltd. 

Mr D. been appointed process 
a noo at at the urn works of 
Richard Thomas and Baldwins Ltd. Pe ae 

Mr D. F. Gampbell (Honorary Vice- ’ ) 
has retired as chairman of Davy-Ashmore Ltd. 

Mr A. H. Golley is now a metallurgical 
assistant at Avesta 8.A. (Pty) Ltd. 

Mr 6. G. Conway has been ae sales 
manager of Great Carbon International 
Ltd. 

Mr Jd. F. Grittall, managing director of 
Crittall Manufacturing Co. Ltd, has been 
elected chairman of the company. 

Mr G. is now works metall 
at Dipl. — —— Ltd, dearer 

SS Guscoleca has left Oster- 
omen haft and joined 
Felten und tienen AG. as a mem 
the board of directors. 

Mr M. F. Dowding has been appointed 

managing director of Davy and United 


me ey bm Ltd. 
ee Ce & ae ee ee 
national Ltd, B 








Mr &. 6. 
with the ao ge 
ited oc! superintendent (iron and steel) 

ustan Steel a Bhilai Steel Proj 


Furnace 
Mr ©. W. Hawkes has left Visoo Ltd, to take 
@ position with Campbell, Gifford and 


hester College of Science and Technology. 

Mr 8. has been elected to the board of 
the South Durham Steel and Iron Co. Ltd. 

Mr 8. Selmer-Olsen has taken @ position with 
the Tasmanian Electro M 
mag Tasmania, a subsidiary of 

Dr A. deticene bee: Bees annaheted 
resident mi r of Imatra Jarnverk. 

Mr H. E.N is now research and devel- 
opment paw moa at Metallic Surfaces Re- 
search Laboratories, Uxbri . 

Mr 8. H. Walker has been elected to the 
bg 7 of the South Durham Steel and Iron 

. Ltd. 


Obituary 
_, rom Peach Colclough, cae, (elected 1921, 
dallist, Honorary Vice-President), 
of Buckinghamshire, on 22 September. (See 


obituary, p. ye 
A. Gabe (elected 1936), of Penylan, 
Cardiff, on 24 February. 

Lewis, c.u. (elected 1921, Bessemer 
medallist), of Victoria, Australia, on 1 October. 
(See obituary, p.208). 

Emmanuel h. L. Noel (elected 1959), of 
Sclessin (Liége), on 7 June. 


AFFILIATED LOCAL 
SOCIETIES 


STAFFORDSHIRE IRON AND STEEL 
INSTITUTE 


Officers 1961-62 
President E. B. Gibbons; Senior fen a 
G. T. Hampton; Junior ok yy 
. ; Trustee P. Jump, H. E. Cookson, 
- Lewis; Hon. Auditors N. 8. B. Janes and 
Le Chater Hon. Treasurer G. E. Lunt; Seore- 
tary G. a Council T. H. 
Morfey, G arrison, A. Meachem, G. B. 
Forster, M. Lioyd, N. i E. H. Sutton, 
W. L. Beasley, B. C , and 
Council (Past 


B. V. Peters; , eR 
. Law, W. H. B. 
Lewis, and 





Presidents) F. V. Wright, L. 
Wesson, A. W. Shore, K. G. 
K. H. Wright. 


EAST MIDLANDS METALLURGICAL 
SOCIETY 


Officers 1961-62 

President (1961-63) M. I. MeIn 

H. L. Parker; alg 4 ee ® 
Committee N. E. Gresham, J. os 
lin, Dr E. Holmes, De J. A. Hoskins, G 
Jackson. 
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SWANSEA AND DISTRICT 
METALLURGICAL SOCIETY 


Officers 1961-62 

President P. Mackay; Vice-Presidents E. 
MeVicar, D. J. D. Unwin; Aon. Treasurer 
L. A. 8. Perrett; Hon. Secretaries P. E. Mo " 
R. L. Williams; Members of Council Dr C. 8. 
Ball, C. H. Cunniffe, 8. M. Ferris, B. V. 
Guellard, R. H. Humphreys, J. H. Lamb, 
J.D. Richards, Prof. A. R. E. Singer. 


LEEDS METALLURGICAL SOCIETY 


Officers 1961-62 

President B. VY. Dewhirst; Hon. Secretary 
Dr P. R. Beeley Hon. Treasurer K. Hill vag 
President); Vice-Presidents Dr P. Felt ’ 
Dr. H, W. Raynor; Members of Council Dr E. 
Simister (Past President), W. L. Bolton (Past 
President), L. H. Wadsworth, B. H. Wilby, 
F. Smith, Dr P. T. Gilbert, P. M. Kelly. 


LINCOLNSHIRE IRON AND STEEL 
INSTITUTE 


Lincoinshire tronmasters’ Award 

Members of the Lincolnshire Iron and Steel 
Institute under 31 years of age are reminded 
that the closing date for the submission of 
papers for the Award is 31 December. The 
Award carries a cash prize of £25, and further 
details _ available from a zs H. Siddons, 
ironworks engineer, ppleby-Frodingham 
Steel Company, Scunthorpe, Lincs. 


BRITISH IRON AND STEEL 
RESEARCH ASSOCIATION 


A BISRA research section renamed 
In gg gee of the steady growth in the 
scope of its activities over recent years, the 
Computer Applications Section of BISRA’s 
Operational h ent has now 
been renamed the Systems Evaluation Section. 
The duties of the new section, which will be 
headed by Mr D. H. Kelley, 8.s0., will be to 
carry out operational research investigations 
— ee heme of sem cling “y grseepes 
immediate programme i to study 
the t ti ti i and 


scheduling of various kinds of heckweries, tnd 
to investigate the information requirements of 
steelworks management. 

The services to BISRA members which were 
previously supplied by the Computer Applica- 
tions Section and which included operation of 
the Association’s Pegasus computer, advice on 
= uses -d — computers in steelworks 

ces, and the training of P: us - 
mers, will be cuatinng wniheatignd ° det 





EDUCATION 


Course on chemical applications of 
diffraction methods 

The Bradford Institute of Technology has 
announced a two-day course on chemical 
applications of diffraction methods, to be held 
at the Institute on Friday and Saturday 24 and 
25 November. It is thought that the sections 
on X-ray powder methods and electron diffrac- 
tion will be of particular interest to metal- 
lurgists. Details and registration forms are 
available from the Registrar, Institute of 
Technology, Bradford 7. 


Refresher course for works and 
plant engineers 


The latest comprehensive refresher course for 
werks and plant engi 8, organized by the 
Institution of Plant Engineers, has begun at 
the Institution of Engineers and Shipbuilders, 
Elmbank Crescent, Glasgow. The course con- 
sists of 18 weekly lectures, on Wednesday 
evenings, the first of which was given on 
1 November. 

The course, which has been sponsored by 
Sir Andrew MeCance, chairman of Colvilles 
Ltd and chairman of the board of governors of 
the Royal College of Science and Technology, 
Glasgow, is designed to encourage the most 

















effective use of existing knowledge and pro- 
mote the application of up-to-date teehniques 
in works engineering practice over a broad field. 

The fee for the course is 4 gns, and full 
details are available from the Seeretary to the 
Refresher Course, 39 Elmbank Crescent, 
Glasgow C2. 


Engineering materials: postgraduate 
course 


A postgraduate course of 13 evening lectures 
en Mondays from 7 pm to 9 pm begins on 
13 November at the Rethangien College of 
Advanced Technology, St John Street, 
London EC1. Full details are available from 
the college. 


CONTRIBUTORS TO THE 
JOURNAL 


Bry 





J. Taylor P. A. Young 


é.T » M.SC., PH.D. — Princi lecturer in 
metallurgy, Royal College of Science and 
Technology, Glasgow. 

John Taylor graduated with first-class honours 
in chemi at the former Armstrong College 
of Durham University in 1926. He then carried 
out postgraduate research in fuel technology, 
at Imperial College, London, under Professor 
Bone, and in om snag chemistry at the 
Technische Hochschule, Danzig, under Pro- 
fessor von Wartenberg. After some years in the 
Coal Survey Laboratory and in the coke-oven 
industry, he joined the former research section 
of the British Iron and Steel Federation (now 
BISRA), as field tests officer on blast-furnace 
research. During the war he worked with the 
Ministry of Supply on carburization from the 
— of view of armour plate. He joined the 


oyal Technical College, Gi w, in 1945. 

Dr Taylor has been a member of The Iron and 
Stee) Institute since 1946. 
E. W. Voice, n.sc., a.tvst.P. — Assistant direc- 
tor, head of Ironmaking Division and head of 
Chemistry Department, British Iron and Steel 
Research Association. : 


Ernest Wallace Voice 
was born in London, 
educated at Latymer 
Upper School, Ham- 
mersmith, and gradu- 
ated in physics from 
London University. In 
1930 he joined the Gas 
Light and Coke Com- 
pany and worked on 
the domestic utiliza- 
tion of town’s gas at 
their research labora- 
tories at Watson House. 
During the war years 
he was seconded to the Ministry of Supply to 
work on chemical warfare at Porton, near 
Salisbury. 

After the war he joined the Iro 
Division of BISRA and concentrated on the 
field trials activities on sintering and the blast- 
furnace. In 1952 he joined the National Coal 
Board as acting director of the Mining Re- 
search Establishment but returned to BISRA 
as head of the Ironmaking Division in 1954. 
He was appointed head of the Chemistry 
Department in 1956 and assistant director of 
BISRA in 1959, 

P. A. Young, M.a., PH.p. — Research and 
Development Division, Head Wrightson and 
Go. Ltd. 

P. A. Young was educated at the Royal Naval 
Engineering College, and Cambridge Uni- 
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M.S. Rhodes 


P. Butterfield 


versity, where he read natural sciences. At 
Cambridge he held the Elmore Research 
Fellowship in extraction metallurgy and his 
main interests were in the non-ferrous field. 
For the last four years he has been general 
manager of the central research and develop- 
ment division of the Head Wrightson group of 
companies, and he has become particularly 
interested in the application of quantitative 
‘chemical engineering’ methods to the iron and 
steel industry. 
P. Butterfield, 5.4. — Research and Develop- 
ment Division, Head Wrightson and Co. Ltd. 
P. Butterfield was born in Middlesbrough in 
1937. After attending Acklam Hall grammar 
school he studied mathematics at Trinity 
college, Cambridge, from 1955 to 1958. Since 
graduation he has worked for Head Wrightson 
and Co. Ltd, Thornaby-on-Tees in the research 
and development division. His particular con- 
cerns have been heat transfer, fluid flow, and 
general computer applications. 
M. 8. Rhodes, p.sc. — Research and Develop- 
ment Department, United Steel Companies 
td 


Ltd. 

M. 8. Rhodes graduated from Birmingham 
University in 1954 with honours in mathe- 
matical physics. For the next four years he 
worked on model design and test result analy- 
sis for the Bristol Aeroplane Co. Ltd. In 1958 
he was appointed research mathematician in 
the math ti tion of the Research and 
Development Department of the United Steel 
Companies Ltd, which position he still holds. 
He is engaged upon research work of a mathe- 
matical nature with special reference to heat 
transfer as encountered in the iron and steel 
industry. This work mostly involves calcule- 
tions which are best tackled with the help of an 
electronic digital computer. 

H. B. Bell, B.sc., PH.D., A.R.C.S., F.1.M. — Royal 
College of Science and Technology, Glasgow. 
Dr H. B. Bell was educated at Greenock High 
School and then at the Royal College of 
Science and Technology and Glasgow Uni- 
versity. He gained his B.sc. with first-class 
honours in metallurgy and also an Associate- 
ship of Royal College. After graduation he was 
appointed Research Assistant and afterwards 
became Union Carbide Research Fellow in the 
Metallurgy Department of the R.C.8.T. He 
gained his Px.D. for a thesis concerned with slag— 
metal equilibria. Dr Bell was appointed 
lecturer in the metallurgy department of the 
R.C.8.T. in 1953 and he has been mainly con- 
cerned with extraction metallurgy and re- 
search into physical chemistry of iron and 
steel production. He was elected a Fellow of 
The Institition of Metallurgists in 1959. He 
has published several papers on extraction 
mer ee From 1939 to 1946 he was assist- 
ant metallurgist at Scotts Shipbuilding and 
Engineering Co., Ltd at Greenock. 


NEWS OF SCIENCE 
AND INDUSTRY 


The master cutler 

Mr Gerard Young, J.P., Chairman of Tempered 
Group Ltd, is the 326th Master Cutler. Mr 
Young is a member of the Institute of Mechan- 
ical Engineers and a founder-member of the 
Coil Spring Federation. 


British Coke Research Association: 
appointment of chairman 


The m ing director (mining and carboniza- 
tion) of The United Steel Companies Ltd, 
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Lt-Col. P. F. Benton Jones has been appointed 
chairman of council of the British Coke 
Research Association. 


Company news 

Davy-AEI Automation is a jointly owned 
company, formerly AEI--United Steelworks 
Automation Unit, which will apply automa- 
tion to the processing of steel Po. gage nna 
metals. 

International Systems Controit Lid, of 
Wembley, have announced that Thompson 
Ramo Wooldridge Inc. of Los Angeles, which 
with GEC Ltd of England is jointly interested 
in ISC Ltd, have received an order from the 
Great Lakes Steel Division of the National 
Steel Corporation for a computer system to 
control the world’s largest basic oxygen steel 
furnace plant at Detroit. The computer will 
take into account the characteristics of raw 
material and furnace and the specification of 
the end product. 

Materials Handling Division of Fisher and 
Ludlow Ltd, have modernized the storage sys- 
tem of the rolling mills and workshops of the 
Margam and Port Talbot works of The Steel 
Company of Wales. Palletization, making use 
of vertical space, has increased the capacity of 
existing stores buildings by about 80%, and 
thereby dispensed with the need for a proposed 
new building which would have cost about 
£250000. 


Contract news 


Dorman Long (Steel) has now placed the first 
major orders, totalling £2-85 m., in connexion 
with the present state of their development 
programme. A high-lift slabbing and blooming 
mill for Lackenby, at £1300000, will be 
supplied by Davy United. Soaking pits valued 
at about £700000 will be supplied by Priest 
Furnaces. An order worth about £450000 has 
been placed with Associated Electrical Indus- 
tries for the blooming and slabbing mill drive. 
Ingot stripping and soaking pit cranes valued 
at about £400 000 will be supplied by Wellman 
Smith Owen Engineering. 

Stothert and Pitt have received a £400000 
contract from Stanton Ironworks Company 
for a complete slag preparation plant, with a 
designed capacity of 200 tons/h. 


Model of Iscon project 

Davy and United Engineering Co. Ltd, 
recently showed in London a yin/ft model of 
the four main areas of the new Durgapur steel- 
works in West Bengal for which the company 
has been responsible as main contractor, The 
model is to be presented to Hindustan Steel 
Ltd for display at the forthcoming Indian 
Industries Fair in New Delhi. Hindustan Steel 
Ltd will run the three new state steelplants in 
India on behalf of the Indian Government. 


CHANGES OF ADDRESS 
AND TITLE 


The Research Director of the Rollmakers 
Association is now at Windsor House, Temple 
Row, Birmingham 2. 

Kellogg International Corporation have moved 
to Kellogg House, 62-72 Chiltern Street, Baker 
Street, London W1. 

Visco Ltd is the new name of the Visco 
Engineering Co. Ltd. 

The American Institute of Mining, Metal- 
lurgical and Petroleum Engineers Incorporated 
has moved to 345 East 47th Street, New York 
17, NY, USA. 

Singlehurst Equipment Lid have transferred 
their Blyth depot to 29 Carlton Street, Blyth, 
Northumberland. 

Singlehurst Engineering Lid have moved to 
72-76 Clun Street, Sheffield 4. 

Norton Grinding Wheel Co. Ltd of Welwyn 
Garden City, Herts., announce that the 
address of their Manchester office and ware- 
house is now Wharf Road, Sale, Cheshire. 

Optoshield Ltd, 146 Clerkenwell Road, 
London EC1, have asked customers to con- 
tinue to send orders to the sales and head 
offices at this address, although they are now 


transferring all production departments to 
new accommodation at Watford. 

Department of Industrial and Scientific 
Research headquarters are now at State House, 
High Holborn, London WC1. 

W. S. Atkins and Partners have moved to 
Arlbee House, Greyfriars Place, Cardiff. 

Polygram Casting Co. Ltd have moved to 
Shernfold Park, Frant, Tunbridge Wells, Kent. 


INDUSTRIAL PUBLICATIONS 
RECEIVED 


Efco Shaker Hearth Furnaces gives details of 
standard and junior furnaces of this type. 

In the melting pot, a leaflet issued by the 
Morgan Crucible Co. Ltd, introduces a new 
basin tilter. 

Fifty blast furnaces is the third edition of a 
brochure illustrating blast-furnace plant built 
by Ashmore, Benson. Pease and Co. Ltd. 

Resistance welding electrode materials des- 
cribes a range of rough-machined seam-weld- 
ing blanks, available in metric sizes, from 
Johnson, Matthey and Co. Ltd. 

Alloys ‘V L55’ and ‘V L55(M)’ in the produc- 
tion of 8.G. iron, a booklet from Union Carbide: 
Ltd, is a guide to the use of these alloys. 

‘Holmes-Connesville Positive Air Blowers 
type RBS’ is the title of the latest leaflet issued 
by W.C. Holmes and Co. Ltd 

Plastic-coated corrosion-resistant steel 
sheets for cladding buildings are described in a 
leaflet from Dorman, Long and Co. Ltd. 


CORRIGENDA 


Monsieur Daniel Petit has pointed out the 
following errors in his paper “The high- 
temperature Cowper stove’ published in the 
September issue of the Journal (pp.33-46). 
p.34, col.1, paragraph headed “Temperature of 
cold blast’. The section from the 3rd sentence 
of this paragraph beginning ‘In view of the 
long life . . .’, to the end of the 7th line in col.2, 
should follow at the end of the first sentence 
at the top of col.1. 

p.45. Calculation for Kp at the bottom of col.2, 
should read 


0-75 
1 1 
255+ 2x 17-9 


ADDENDUM 


In the June 1961 issue of the Journal, in the 
discussion on martensite (p.176), Professor 
R. F. Mehl referred to work on the effect of 
prior deformation on the properties of quench- 
ed steel, reported by Lips and van Zuilen in a 

aper in Metal Progress in 1954. Mr Richard F. 

arvey has drawn the Editor’s attention to a 
paper published by him in Iron Age, 27 Decem- 
ber 1951, dealing with the method of working 
steels in the metastable austenitic condition. 
The method of working steels above the M, 
temperature has been designated ‘Marworking’ 
and is covered by US patent 2717846, issued 
to Mr Harvey on 13 September 1955. 


FORTHCOMING CONFERENCES 
AND EXHIBITIONS 


Symposium on nuclear electronics 

The Institution of Electrical Engineers is hold- 
ing a symposium on nuclear electronics at its 
offices, Savoy Place, London WC2, on Thurs- 
day 30 November-Friday 1 December 1961. 
The symposium ,which has been arranged in 
consultation with the International Atomic 
Energy Agency, will hear and discuss reports 
on the material presented at the conference on 
nuclear electronics arranged by the IAEA in 
Belgrade last May. 

The symposium will consist of three sessions, 
dealing respectively with radiation detectors, 
electronic circuits and techniques, and radia- 
tion monitors and instruments. The first ses- 
sion begins at 5 prn on 30 November. 

The registration fee to members of The Iron 
and Steel Institute (as a constituent member of 
the British Nuclear Energy Conference) is £1. 


Kp= == 11-17 cal.m?/h/°C 
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Registration forms and further information 
are available from the secretary of The Institu- 
tion of Electrical Engineers at the above 
address. 


Symposium on vacuum science and 
technology 

The Institute of Physics and the Physical 
Society announces that it will be holding a one- 
day symposium on ‘Some aspects of vacuum 
science and technology’, at Imperial College of 
Science and Technology, London, on 5 Jan- 
uary 1952. 

The seope of the symposium will be: 
(a) continuously exhausted bakeable vacuum 
apparatus for pressures below 10° mm Hg, 
and (b) the controlled deposition of evaporated 
film. 

Further details and application forms are 
available from the Administration Assistant, 
The Institute of Physics and The Physical 
Society, 47 Belgrave Square, London SW 1. 


Ferroalloy industry in india 

The National Metallurgical Laboratory, Jam- 
shedpur, India, has announced a symposium to 
be held early in February 1962. The general 
scope of the symposium will be to survey the 
raw materials available in India, particularly 
with regard to metallurgical quality and avail- 
ability; beneficiation of raw materials; evalua- 
tion of various production processes applicable 
to Indian condilleias basic ghatlen uhemieal 
and thermodynamic principles involved; pro- 
duction technology for laboratory, pilot plant, 
and industrial production; utilization of by- 
products; standard specifications for ferro- 
alloys and raw materials, and finally a review 
of the present situation and future possibilities 
of the ferroalloy industry in India. 

Papers for presentation at the symposium 
are being invited, and further details are avail- 
able from Dr B. R. Nijhawan, director of the 
Laboratory. 


International Coal Preparation Congress 


The fourth congress organized jointly by the 
National Coal Board and the Coal Preparation 
Plant Association will be held in Harrogate 
from 28 May to | June 1962. Further details 
are available from the Congress secretary, 
National, Coal Board, Hobart House, Gros- 
venor Place, London SW 1. 


DIARY 


7-10 Nov. AMERICAN NUCLEAR sOCIETY 
Winter Meeting — Chicago, Illinois, 
USA. 

8-10 Nov. INSTITUTION OF ELECTRICAL EN- 

GINEERS and BRITISH NATIONAL 
COMMITTEE ON NON-DESTRUCTIVE 
TESTING Conference on non- 
destructive testing in electrical 
engineering — Institution of Elec- 
trical Engineers, Savoy Place, 
London WC2. 
STAFFORDSHIRE IRON AND STEEL 
INSTITUTE Presidential address 
by Mr E. B. Gibbons — Training 
College, Stewarts and Lloyds Ltd, 
Bilston, Staffs., 7.30 pm. 

13-16 Nov. NATIONAL MAINTENANCE CONFER- 
ENCE AND EXHIBITION — Central 
Hall, Westminster, London SW1. 

13-18 Nov. 2xpD ENGINEERING MATERIALS AND 
DESIGN EXHIBITION AND INTER- 
NATIONAL FACTORY EQUIPMENT 
EXHIBITION ~— Earls Court, London, 

14 Nov. WEST OF ENGLAND METALLURGICAL 
socreTy — Discussion on — 
metallurgy to metallurgists « 
engineers — Bristol College of 
Technology, Bristol 7. 

SYMPOSIUM ON CORROSION IN 
NUCLEAR TECHNOLOGY ~— Paris. 
BUILDING EXHIBITION — Olympia, 
London. 

WEST OF SCOTLAND IRON AND 
STEEL INSTITUTE ~ Junior mem- 
bers’ night, papers on marking, 
cutting, and testing of steel — 39 
Elmbank Crescent, Glasgow, 6.45 
pm. 
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16 Nev. eBEw van prneanenannes, Seen. 

ETy - t meeting wi 
, lecture, <0 3 

matic controls in the steel ‘ 
by R. Reid — RTB Welfare H 
Ebbw Vale, 7.30 pm. 

22 Nov. MANCHESTER METALLURGICAL 80- 
crery — Lecture, ‘Metallurgy of the 
pte b Dr J. C. Chaston — 


Society, 
36 Sy Street, Gea 
6.30 pm. 
22-27 Nov. CONFERENCE AND EXHIBITION ON 
AUTOMATION AND INSTRUMENTA- 
Tionw - Milan. 
27 Nov.—- {INTERNATIONAL AUTOMATION EX- 
1 Dec. miBrTion — New York. 
28 Nov. JOINT PANEL ON NUCLEAR MARINE 
PROPULSION — Lecture, ‘High tem- 
— gas-cooled reactors for 
propulsion’, by J. E. 
Richards 76 Mark Lane, London 
EC3, 5.30 pm. 


Nev. IRON AND STEEL INSTITUTE - 

Nov. INSTITUTION OF ELECTRICAL EN- 

Dec. GINEERS and BRITISH NUCLEAR 
ENERGY CONFERENCE -— Sympo- 
sium on nuclear electronics ~ 
Institution of Electrical Engineers, 
Savoy Place, London WC2. 


1 Dec. $$ Autumn general meeting on ‘The 
future of ironmaking in the blast- 
furnace’ and other topics — FBI, 
Tothill Street, London SW1, and 
offices of Institute, 4 Grosvenor 
Gardens, London SW1. 

1 Dec. SOCIETY FOR ANALYTICAL CHEM- 
ISTRY, NORTH OF ENGLAND SECTION 


Literary and Philosophi ical wmyy 
36 George Street, Manchester | 
2 pm. 
5 Dec. NEWPORT AND DISTRICT METAL- 
LURGIOAL society — Film, ‘O for 


BRITISH IRON AND STEEL INDUSTRY TRANSLATION SERVICE 


The following translations are now available, 
in addition to those given on page 194 of the 
October 1961 issue of the Journal. 

When erdering please, quote the number in 
bold type. 


The heterogeneity of killed steel ingots. 
(From French.) Konn, A., Coulée de I’ Acier, 
1958 (Cahiers du Cessid), (1), part 3, pp.1—52. 
(£15) [1436 

Electrical resistance heating for the treat- 
ment of steel. (From Italian.) Sticn, W., IV 
Cor International d’Electrothermie, Stresa 
25-29 May 1959. {1 

he department of economic production 
control in the service of top management. I. 
Functions and agg ee of uction control 
within the wor an.) Scxtrrr, 
W., Stahl Hisen, S00, 80, 27 Oct., pp.1551— 
1553. (£2 108. Od.) (1974 

The use of oxygen in a 100-ton Maerz- 
Boelens furnace at Hérde. (From German.) 
Krasrext, H.-J., and Knacnstept, E., Stahl 
Hisen, 1960, 80, 27 Oct., pp.1492-1496. (o) 

(197 


The new Bremen iron and steelworks for the 
Klickner-Werke AG in the North Sea coastal 
region. II. (Part I is BISI 2011). (From 
German.) Heemeyver, W., and Asseck, W., 
Stahl Hisen, 1960, 80,10 Nov., pp.i711-1727. 
(£7 5s. Od.) {1996 


BISI 2026-2028, 2135 

Four papers pr ted at the t 'y cele- 
brations of the Verein deutscher Eisen- 
hiittenleute, Diisseldorf, 3-4 November 1960 
(JISI abstr. 1961, July 337a) Stahl Hisen, 
1960, 80, 8 Dec. 

The development of metallurgical processes 
and production methods 1860- 1960 (with 
bibliography: 113 refs). (From German.) 
Sraincorvum, F. A., 1838-1851. [2026 

Examples from the historical development 
of steel shaping. (From German.) OcneL, W., 
pp. 1852-1863. 2027 

The function of steel in technical develop- 
ments in the last 100 years. (From German.) 
Kaien, H., pp.1864-1877. { 

The development of technology and its 
influence on the cost pattern of iron and steel 
aT ion. (From rman.) RHEINLANDER, 

pp.1878-1890. 
Price: £6 each or £20 for the set of four. 








Investigation of friction in the hot rolling of 
steel. (From Russian.) Paviov, I. M., and 
Kura, M. L., Technologicheskie protsessy 
obrabotki stali i splavov (Sbornik 33, Moskov- 
skii ... Institut Satli imeni I. V. Stalina) 
{Tt weg on at proceases of shaping steel and 
alloys (Collection 33, ‘I. V. Stalin’ Moscow 
Institute of Steel)] Moscow, Metallurgizdat, 
1955, pp.154~192. (£10) 2050 

Recent results obtained with the Quantovac 
in the analysis of steels. (From French.) 
Barry, W. H., and Carron, J. M., Rev. Univ. 
Mines, 1959, 15, May, pp.281-289. (£6) [2087 

Welding grey and ular cast irons. (From 
German.) Puscuner, M., and Sucnanek, G., 
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Technica, 1960, 9, 7 Oct., pp.1205-1298. (£4) 
(2116 


Influence of the initial state of a metal on 
in crystalline structure —_—. 
at i temperatures. (From mch.) 
Fovguert, J. Dz., Rev. M&. Mém. Sci., 1960, 
57, March, pp.232-240. (£5 108. 0d.) (2122 
Theoretical discussion of the influence of 
ferromagnetic coercive forces of spheroidal 
inclusions which are small as eneenns with 
the thickness of the Bloch walls. (From 
German.) Scnwase, E., Annalen der Physik, 
1952, 11, (2-3), pp.99-112. (£3 108. Od.) [2139 
Measurements in electric sheet in the 
laboratory and in production. (From German.) 
Krave, W., ETZ-—A, 1959, 80, | Sept., pp.593— 
599. (£4 5s. Od.) (2156 

Surface conditioning of ingots and billets. 
(From Swedish.) Kintcren, G., Jernkont. 
Ann., 1956, 140, (4), pp.314-344. (£6 158. Od.) 

{2158 

Determination of the design and size of hot 
blast stoves. (From German.) HEILIGENSTAEDT, 
W.., Stahl Kisen, 1951, 71, 24 May, pp.568-—575. 
(£5 10s. Od.) [2160 

The morphology of oxidation films. (From 
French.) Parpassi, J., Third colloquium on 
metallurgy, Corrosion, 1959, pp.71—110. 
(CEA A report no. 1523). (£8 58. Od.) [2180 

ion and evolution of hydrogen in 

eo high temperatures. (From Swedish). 
Pameraase, F., Jernkont. Ann., 1937, 121, 
(5). PP. .219-231. (£3) (2224 
draulic tr rt of coal. (From French.) 
AUBATHIER, P., Conferencia Mundial de la 
Energia, World Power Conference, Paper ITI 
A/1. Madrid 59 June 1960. (£4) (2228 

The pressure drop in the inlet zone of pneu- 
matic - rt systems. (From German.) 
JUNG, ‘orschung auf dem Gebiete des 
am Mean Hasan 1958, 24, (2), pp.50-58. 
(£5 108. Od.) (2246 

The problem of skin rupture in the con- 
tinuous casting of steel. (From French.) 
Govzovu, J., and Zarytypt, J., Rev. Univ. 
Mines, 1961, (3), pp.110-134. (£10) [2266 

Investigation of vibro-insulation of the 
foundations of drop hammers under produc- 
tion conditions. (From Russian.) SucuEcLov, 
V. F., and Kur, V. V., Kuznechno-Shtampov, 
1960, 2, Sept., pp.21-26. (£3 15s. Od.) [2287 

Vibro-insulation of drop hammers at the 
Taganrog Combine Works. (From Russian.) 
Bezzusy1, G. I., Kuznechno-Shtampov., 1960 
2, Sept., pp.26-33. (£4) 

The use of analogue or digital computers in 
solving heavy-current problems. II. Transients 
in a three-phase induction motor. (From 
Dutch.) Brom, J. F., De Ingenieur, 1960, 
17 June, (25), E.42-E.50. (£3 150. Od.) [2297 

Effect of preli ling in the 
recovery range on the resalt of recrystalliza- 
tion annealing of deep-drawing sheets. (From 
German.) Opong, G., and Berruti, V., Stahl 
Eisen, 1960, 80, 21 July, pp.1018-1023. 
(£3 5s. Od.) (2307 

Wear of chrome— nesite bricks in open- 
hearth furnace poet (From German.) 





oxygen’ — Whitehead Institute, 
Cardiff Road, Newport, 7 pm. 

5 Dec. INSTITUTION OF ELECTRICAL EN- 
GtnEERs — Lecture, ‘Domains and 
domain patterns’, by Prof. L. F. 
Bates — Institution of Electrical 
Engi s, Savoy Place, London 
WC2, 5.30 pm. 


5 Dec. LZEDS METALLURGICAL SOCIETY - 
Lecture, ‘Dislocations’, by Prof. J. 
Nutting — University Staff House, 
University Road, Leeds, 6.30 pm. 


6 Dec. MANCHESTER METALLURGICAL SO- 
orery — Lecture, ‘The newer mag- 
netic materials’, by K. Hoselitz — 
Manchester Literary and Philo- 
sophical Society, 36 George Street, 
Manchester 1, 6.30 pm. 

7 Dec. EAST MIDLANDS METALLURGICAL 
society — Lecture, ‘Metallurgy of 
tungsten’, by D. J. Jones — Dept. of 
Metallurgy, Nottingham Universi- 
ty, 7.30 pm. 


Krenow, 8., Arch. Hisenhiit., 1961, 32, Feb., 
pp.77-87. (£6 10s. Od.) [2309 
Investigation of welding materials and 
steels for tendency to weld seam cracking. 

(From German.) Werrnesacn, P., S§ 
Hisen, 1953, 73, 15 Jan., pp.84—91. (£5) [2312 
Comparison of the mechanical properties of 
drawn steel wires after patenting carried out in 
lead baths, salt baths, and in air. (From 
German.) E1rsennurs. C., and KRavTMACHER, 
H., Stahl Hisen, 1952, 72, 26 Sept., pp.1217- 
1221. (£3 5s, Od.) [2313 
Assessing performance and consumption 
data in iron and steelworks. (From German.) 
Piuece, H.-H., Stahl LHisen, 1961, 81, 30 
March, p.408-421, (£8 108. Od.) (2326 
The Real ldo process at Sollac. (From French.) 
Pimenem R. et al., Rev. Mé., 1961, 58, Jan., 
pp.39-43. (£2 10s. Od.) [2327 
The equal distribution of blast at the tuyeres 
of a blast-furnace (with discussion). (From 
French.) Tavarp, Centre Doc. Sidér. Circ., 
1960, 17, Feb., pp.429-436. (£2 10s. Od.) (2328 
The solubility of basic converter slags in 
citric acid. (From French.) Decker, A. et al., 
Rev. Univ. Mines, 1956, 9th series, 12, Dec., 
pp.652-660. (£3 5s. Od.) (2330 
The cost of chengialt rolls of stands, chang- 
ing roll passes or guides, and trial om 

(From German.) WEISENFELD, H. et al., S 
Eisen, 1961, 81, 25 May, pp.725-728. (£3) 
{2331 


The influence of the flux on the properties of 
welded joints in high-strength steel. (From 
Russian.) Lyupavsky, K. V. et al., Svar. 
Proizv., 1959, (2), pp.23-25. (£2 5s. 0d.) [2348 

On a new dust measuring method. (From 
German.) Winxe., A., Staub, 1959, 19, 1 July, 
pp.253-255. (£2 5s. 0d.) (2 

Conversion and processing cost analysis in 
iron and steelworks as a guide to rationaliza- 
tion. (From German.) Porprr, K. E., Stahl 
Hisen, 1955, 75, 19 May, pp.633-640. (£5 od 

2 


[ 
Denitrogenization of molten steel with 
titanium under production conditions. (From 
Russian.) Gorevicn, Yu. G., Izvest. VUZ 
Chernaya Met., 1961, (5), pp.58-67. (£4 5s. Od.) 
(2359 
Experiments on the melting in electric furn- 
aces and in open-hearth furnaces of ferrous 
material obtained by direct reduction (with 
discussion). (From Italian.) Masi, O., and 
Canizzo, P., Met. Ital., 1961, 53, Jan., pp.1—16. 
(£6 5s. Od.) [2360 
Gas removal from are furnaces without 
covers. (From German.) Sem, M., Radex 
Rund., 1961, (3), June, pp.607—615. (£4 5s. Od.) 
(2368 


PS... heating of large ingots in regenerative 

coahre p..4 — ussian.) Tarrs, N. Yv., 

UZ Chern. Met., 1960, (8), 

ma ob-le8 (£4 fs 0d.) [2391 
The effect of aluminium nitride on the fo 
ability of steel. (From French.) Bastien, 

and Porrevin, P., Comptes Rendus des Séances 

de V Académie des Sciences, 1960, 21 Nov., 

pp.2347-—2349. (£2 5a. Od.) (2392 








ds, 6.30 pm. 
TRGICAL s0- 
} newer mag- 
. Hoselitz — 
and Philo- 
eorge Street, 
L. 


-ALLURGICAL 
fetallurgy of 
es — Dept. of 
wm Universi- 


s1, 32, Feb., 
2309 


terials and 
m cracking. 
y rag 
. (£5) ape) 
pro} les 0 
Soled out in 
air, (From 
AUTMACHER, 
t., pp-1217—- 
[2313 
sonsumption 
m German.) 
» &1, 30 
(2326 
‘ora French.) 
61, 58, Jan., 


t the tuyeres 
ion). (From 
idér. Circ., 


 rationaliza- 
c. E., Stahl 
40. (£5 108.) 


Steel with 


action (with 
sr, O., and 


ABSTRACTS OF 


CURRENT LITERATURE ronand Stee/ Manufacture and Related Subjects 
AND BOOK NOTICES 


CONTENTS 


Note: The letters a, b, and c refer to the three columns on the page concerned. 


PAGE 

Buiast-Furnace Practice anp Pro- 
pvuoctTion oF Pia Iron f . 8l5a 
Propvuction or STEEL . 3 ‘ . 815a 
Founpry Practice ‘ 4 ; . 818¢ 
Vacuum METALLURGY . 322a 

ReBEeaTInG FuRNACES AND. SoaKING 
3224 

Heat-TReatM=nt anp Haar. Tazar- 
MENT FURNACES . ‘ é 322b 


* Abstracte, the reference to which is marked with an asterisk, are or are to be made available as 


ABSTRACTS 


PAGE 
Foreme, Stampinc, Drawina anpD 

Pressine. > 323c 
Roiime Mitt Paacrics ‘ 324c 
MacuINERY AND SERVICES FOR ‘Ince 

anp Stezi Works . 5 327a 
WELDING AND FLamE Ourzme ‘ . 8276 
MACHINING AND MACHINABILITY . . 3296 
CLEANING AND PICKLING ’ ‘. . 829¢ 


These abstracts are also available on index cards in advance <7 ublication in the Journal, each 


classified under the Universal Decimal system ( 


DC). Details and subscription 


abstract being 
notes can be obtained from the Secretary, The Iron and Steel Institute. 


BLAST-FURNACE PRACTICE AND 

PRODUCTION OF PIG IRON 
Biast-furnace refractories F. H. Aldred and 

N. W. Hinchliffe (JISI, iseL 198, Nov., 


241-247) [This issue}. 

Fuel additions and in the biast- 
furnace H. B. Bell and J. Taylor (JISI, 1961, 
199, Nov., 272-285) [This issue]. 

increase in of aE ig ree | 
ISI, 1 +” 199, N 253-258) lane) 

, OovV., issue 
Thermal balance of the 30) hia nue). 


H. B. Bell and J. Taylor OIE 1961, mi98, 

Nov., 285-287) [This ses Be 
Hot blast stoves J. Schofield, P. Butterfield, 
(JISI, 1961, 199, Nov., 229- 


mance E. W. Voice 
(IST. 1961, 199, Nov., 248-253) [This issue]. 


PRODUCTION OF STEEL 


Methods of manufacturing ates for 
Sm lenient 
., 1960, (258), 581-640). 
to the United steelworks at Kiadno 


H. G. Cordero (Metal Bull., 1960, no.4536, 


13-14). 
China’s and steel works. li. Paotow 
(Met. Bull., 1961, 49, Feb. 24, i-iv). 
steel plant at Donawitz 


of the 
since 1945 F. Narbeshuber (Berg. Hiitten 
Monatsh., 1960, 105, Nov., 323-331). 

A growing Chinese stectworks (Met. Bull, 
1961, 49, March 14, i) Three illustrations of the 
Hofei steelworks in Anhwei province are 

ted.—s. H.-8. 


A tuyere for ieetas qoutes acta 
molten metal Z. M. Kudryavtseva (Stal’, 1961, 
(5), 464-467) A design is shown with the com- 
putations needed. It has an easily replaceable 
cianis tank cum epeuntn ab highs outed velocities 


(> 200 m/sec). 

Galeulation of converter utilization values of 
basic Bessemer converters in a steelworks 
Bozza (Met. Ital., 1961, 53, (3), 85-94) {In 
Italian} A A method of calculation is described 
which takes into account the many 
factors. It indicates that basic Bessemer steel- 
works is best utilized when (m converters being 


required to operate simultaneously) the plant 
consists of m x 3 converters and tapping is at 


intgevelp of @<T/m. 
he basic Bessemer steelworks of HADIR 
tibeaes Nachr., 1960, (160), 16-22). 
Presentation of the Bessemer 


M. Gombert (The Thomas Steelworks, 1RSID, 
Les Cahiers du Cessid, 1959, (5), pp.23) The 
historical development, and characteristics of 
the Thomas process, and the main properties 
of Thomas steel are described, and some recent 
improvements and possible lines of develop- 
ment of the process are outlined. 
Disequilibrium in the concentration adjust- 
ment between metal and in the basic con- 
verter T. Kootz and H. J. Ueberhorst (Stahl 
Eisen, 1961, 81, Feb. 16, 239-248) The authors 
studied the effect of high levels of SiO,, MnO, 
MeO, Al,O3, TiO,, and CaF, in the slag on the 
final composition of the iron bath. The results 
are discussed in detail. SiO,, and to a lesser 
extent MgO, have a bad effect on dephosphori- 
zation, they increase the oxygen level of the 
iron, increase Mn slagging, and reduce de- 
sulphurization.—t.@. 
ti M. Tavard (The Thomas 
Steelworks, IRSID, Les Cuhiers du Cesesid, 
1959, (5), pp.58) The —_— of the shell, 
mechanical equipment, and bottom of 
the A pete: are ibed, and ite 
ul t productive ity outlined. 
Stend data.ca ths lining and bottom of the eaid 
Bessemer converter are given in an 
(22 refs). 
The manufacture of basic Bessemer steel 
me i ofa —— ) P. Boutonnet 
Steels, Les Oahiera du 
Cen 1 porn 2 a1), pp) 43) “The te of manu- 
hurization 
of the pig trom to the easting of the etecl, with 
a further section on the manufacture of various 
grades of steel in the Thomas converter (27 
refs). 
The operation in the basic Bessemer 
Pn ny yy oy (The Thomas Steelworks, 
IRSID, TRSTD, Lee Cahiers du Cosi, 1959, (6), pp 46) 
lowing and its duration, 
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translations. 


verter J. Givaudon (The Thomas Steelworks, 
IRSID, Les Cahiers du Cessid, 1959, (5), pp.15) 
So ypggre of the ——— balance is discussed, 
wi @ section on wing wi oxy; 
enriched blast. _ 
Basic Bessemer steel with a low content of 
metalioids. Part |. General considerations G. 
Husson (Converter Steele, [RSID, Les Cahiers 
du C. . 1959, (41), pp.19) Characteristics in 
which Thomas steel is consi to be inferior 
Se anim Reavis idl aos eae and meth- 
ods of producing improved material, particu- 
N and P contents and 


from a pig iron with 0-05%8 it is 
obtain a steel with less than 0-03%8 


with two and additions of & 


rate of 2 


iS 


ATS Par riper arene 4 


babar Ce ER ae ae ae 
AO SS nai . 
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Pas so eggs RSet 
‘on- 
seal by thee IRSID. Cahiers du Cessid, 


1959, (41), pp.55). 

a revoiution in steel {L Dat Voest and 
Donawitz} (Hconomist, 1960, rd 21, a oe 
manutacture E. Fogy and 0. Kramer (Berg 
Hiitten. Monatsh., 1960, 106, Nov., more ~268) 
Advantages of LD steel over OH and basic 
Bessemer steel for wire-drawing and manufac- 
ture are discussed. Increased output, low die 
i jate anneal- 


a ae e the LD ns 
Rinesch (Berg. Hiitten. Monatsh., 105, 
Nov., 302-313) After giving a brief historical 
review of the LD process, the author discusses 
recent developments aimed at ing the 

more widely applicable. The effect of 


process 
nozzle shape on the reaction zone is dealt with 
in detail.—z.P. 


New LD steel converters made by Voest W. 
Hitzinger (Acuer Steel, Stahl, 1961, 26, May, 
213-218) [In French] After an account of the 
development of the LD process in Austria and 
ite extension and tation abroad the part 
yes by the plan division of Voest in 
supplying converter plant for overseas 
customers is described. 


instrumentation for an LD plant 
dD. r — USA sooge es 1960, 10, (10), 1-10). 
re: Ss 30 million tons 
wally by 1 (Met. Bull., 1960, Sept. 27, D3 
t) "Twenty works in operation on Sept. 1 1 
are listed. The time they have been aoe 
no. and capacity of converters, and annual LD 
capacity (metric t), are tabulated. The same 
data is provided for 26 that are under con- 
struction or projected.—c. v. 
The Stora Kaido oe aT ing process 
T. O. Dormsjo and R. Berg (ISA Proc., 
pene 10, (1). pp- 13) The metallurgy, operation, 
economics are reviewed. A sketch of a 30-t 
Kaldo furnace is provided and a series of dia- 
grams show the refining of high-, medium., 
and low-P hot metal to low and h (and 
medium) C-steel; the O, content of Kaldo and 
electric steels is compared and the relative 
distribution of P, 8, and N in Kaldo and 
Bessemer for low C-rimmed specification steels 
is shown together with the same for electric 
furnace steel for rimmed and semi-killed 
ifications. Finally the impact strength 
( y V-notch) on lin (top of ingots) for 
normalized and normalized and (10% 
strained + 482°F/1 h) are shown for Kaldo and 
electric steel.—c.v. 


The OLP hot metal refining process usi 
B. Trentirt 


om 0 and lime 
Techn. Mod., 1961, 53, May, 177-182) [In 
French] The Austrian LD process was develop- 
ed to refine hematite iron low in P but cannot 
be eg to the high P (1-8%) produced in 
© refine this iron larger amounts of 
sag vel, ‘be formed than with hematite iron 
the oxygen jet must penetrate the slag to 
reach the metal below. In addition the 
tion of phosphorus is not es me: as silicon and 
it is | economically 
ti ld be complet d ies = carbon 
is eliminated. The Kalling Kaldo process is 
described—Sollac has a 110-t furnace. In 
Germany the Rotor furnace has been develop- 
ed. The Aceries de Pompey are operating a two 
slag process with additions of crushed lime and 
injecting lime powder into the oxygen jet. 
IRSID and at the same time ARBED with the 
pon ol process found the solution to the 


"D —-A technical one. oe 
Iron Coal Trades Rev., iT 4 
82-94) The overall design was ‘alors by 
the Wellman Smith Owen Engineering Cor- 
poration Ltd, and the layout of th the + and 
salient sections is illustrated. Initially there 
will be seven 200-t and one 100-t OH furnaces; 
and annual production of | m. t is envi 
but space is available for an ultimate 12 t 
furnaces. Details are given of ingot and wheel- 
ingot casting, of the limestone and dolomite 
burning plants. of the refractories used, instru- 
mentation, ancillary equipment, and services. 
Gombined burner systems for open hearth 
furnaces H. Wirtz (Demag Nachr., 1960, (159), 











35-36) A description is given of the ‘Dr. 
Schmitt’ combined burner system, and its uses 
in OH melting and refining. Data are given to 
show the reduction in charging, melting, and 
boiling times using the burner system. 

OH furnaces with natural gas A. L. 
Turubiner (Metallurg, 1960, (8), 16) [In 
Russian} The following scheme has been intro- 
duced at ‘Zaporozhstal’ for heating with 
natural gas: approximately 40% of air is intro- 
duced into Paral gas regenerator, sufficient for 
the t of the natural gas. 
As the latter meets the air the hydrocarbons 

partly dissociate and precipitate carbon black 
hic burns in the fern urnace giving sufficient 
luminosity to the flame. 

The installation and operation of open-hearth 
furnace burners (BISRA Rep.,pp.32) Amanual 
is presented embodying the results of research 
carried out by BISRA and individual steel 
companies designed to give guidance to steel- 
works engineers and operatives on the selec- 
tion, installation, and operation of their 
burners. Working formulae and graphs sim- 
plify the task of the designer and an explana- 
tion is given of the importance of thrust and 
the necessity of avoiding unn pressure 
drops in the atomizing steam or air supply lines. 

Heating OH furnaces with cold gas of “~— 
calorific value without added fuel oil N 
Dobrokhotov (Metallurg, 1960, (8), 13) [In 
Russian] To improve the luminosity of the 
flame the coke-oven gas must be self-carburiz- 
ing. This can be achieved by introducing the 
gas in the furnace space in a thick stream 
under low pressure. gas is then heated up 

igh temp. before it is cual with air. The 
velocity of the regenerator air stream must be 
increased at the same time and the ports 
enlarged. Their surface should equal about 
one-twentieth that of the hearth. 


Improvement in the sepeetinn 260: 
A. A. Sakharov (M lurg, 1960, rhe i213) 


{In Russian] The improvements suggested by 
Stal’proekt are: thicker linings for the slag 
kets; alterations in the air checkers (the 
ive upper rows with Cowper, the ten lower ones 
with Siemens systems). Furthermore other 
changes are suggested for feeding oil fuel to the 
flame, for changing the compressed air pres- 
sure etc. 

' in the running of the OH furn- 
ace P. I. Novolodskii and B. N. Shisharin 
(Metallurg, 1960, (8), 12) [In Russian] At the 
NTMK the average steel production per m® of 
hearth surface was 10-6 t per 24h ‘uel tins pro- 
duction of the individual furnaces reached 
308000 t/yearly which is a world record for 
furnaces of this capacity. The use of basic 
bricks for roofs increased the number of melts 
per roof from 188 to 479. 

Rapid fettling of hearths D. F. Nagovitsyn 
(Metallurg, 1960, (8), 18-19) [In Russian] A 
time table is “— for fettling a 50 m* hearth 
covering the t 10 days after the beginning 
of the operation. 

Oxy-tuel processes increase steelmaking rates 
E. F. Kurzinski and R. D. Jones (Jron Steel 
Eng., 1961, 38, Feb., 67-73) Operating prac- 
tice in the use of oxy-fuel jets open 
natural gas) in OH furnaces is p sath 

Aerodynamics of open-hearth 8 flames 
C. Holden (‘Major Developments in Liquid 
Fuel Firing, 1948-1959", Inst. Fuel, 1959, 
A-37-—43) For a given firing rate, the momen- 
tum or thrust of the fuel stream is the most im- 
portant factor governing flame length. If the 
driving rate is increased, the fuel flow and 
momentum must also be increased; at these 
higher thrust values, recirculation of waste 
gases becomes appreciable so that for a fixed 
steam pressure a change in thrust produces 
only a small change in flame length. If the 
velocity of the flame over the bath is increased 
will raise the heat transferred by convection 
and the penetration of the flame into the scrap 
which can be achieved by increasing the 
pee of the flame and putting it closer to 

th. The present trend is to design burn- 
ers to a the maximum thrust for a given 

atomizing agent but since the entrain- 
nee power of liquid droplets is very low it is 
probably more profitable to design a burner in 
which the minimum energy is transferred from 
the atomizing agent to the fuel.—c. v. 
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Flow potters » affecting open-hearth furn- 
ace designs A. Hogg and C. Holden (‘Major 
Developments ‘in Inquid Fuel Firing, 1948- 
1959’, Inst. Fuel, 1959, A53-59) The flow 
— in open-hearth furnaces are discussed. 

e undesirable features such as bad inlet 
conditions at the base of the checkers, asym- 
metric flow in the uptake, and marked recircu- 
lation are i . It is shown that a rise of 
50° in the preheat temp. improves inlet con- 
ditions and it is stated that the effect of re- 
circulating gases between the flame and the 
roof is to reduce the heat transfer; therefore it 
has been suggested that a change in roof ye 
or uptake area will considera’ ay reduce t 
amount of recirculating gases and thus im- 
prove the thermal efficiency. The provision of a 
readily adjustable burner would, it is consider- 
ed, improve the nd prong nm of an OH furnace. 

‘ fue! for open-hearth furnaces: A ten- 
year review K. Mayorcas (‘Major Developments 
in Liquid Fuel Firing, 1948-1950’, Inst. Fuel, 
1959, B-24-36) Apart from reviewing the 
progress in instrumentation, burners, etc., the 

roblem of 8 in fuel oils will, it is thought, 
Ceoame aggravated. Apart from this low-S 
steels are being increasingly used and it is 
necessary to study more about the mechanics 
of 8-pick up. The question of inhibiting or 
res the S cheaply is also manifestly 
rtant.—c.v. 
he cooling of open-hearth furnaces by 
vaporising water. (Steam cooling) Z. Vadas 
(Koh. Lapok, 1960, 93, Nov., 522-523) In 
Hungary, the cooling of door frames, skew- 
back channels, pillars, and uptakes of OH 
furnaces with vaporizing water produces 
steam and improves the economy of the steel 


melting plant.—P.x. 
Combustion and heat transfer in the open- 
hearth furnace C. Holden (Glass Techn., 1960, 


1, Dec., 251-259) The heat available for steel. 
ing can be increased by increasing the fuel 
input, increasing the preheat temp., using O 
for combustion, decreasing the amount 0 
atomizing agent used or changing this, e.g. by 
using air instead of steam. The actual amount 
of heat transferred depends not only upon the 
heat available but on the bath coverage by the 
flame and this can be increased by increasing 
the angle of impingement or by increasing the 
number of flames used. The overall emissivity 
can be increased by carburizing, e.g. pitch with 
eoke-oven gas or C with fuel oil. Recirculation 
of waste products over the flame should be 
eliminated (18 refs).—c. Vv. 
netic studies on steelmaking reactions. 11. 
On the rate ot carbon oxidation i uid iron b 
t) nm blowing K. Niwa, himoji, 
Kishida, and Y. Itoh (T'etsu-to- rg Mn 1961, 
47, Feb., 111-115) An expression is given 
whereby ‘the total C removed from the liquid 
iron at high O, pressures can be calculated. 
The observed results agree closely with the 
ee —Cc.Vv. 
he physical chemistry of oxygen — 
meine A. J. Kesterton (Iron Coal Trad 
Rev., 1961, 182, Feb. 24, 397-400) A brief 
review and discussion. The general oe 
data are given, an analysis of a typical O 
process slag being included for comparison 
while C, 8, and P values after Ist and 2nd 
blow and ladle (S and P) are included and dis- 
cussed. It is also shown that the ratio P:Mn in 
the stee] sample after the Ist blow gives a clear 
indication of the slag basicity. Lower Mn 
levels indicate higher states of oxidation and 
the principal aim of the 2nd blow is to lower 
the P to <0-027% and it is shown that the 
length of this blow is based on the time 
required to raise the slag Fe to the desired 
level using the Mn after the Ist blow as a guide 
to the state of oxidation at the start of the 
2nd. Superimposed on the indicated blowing 
times are the adjustments for fine lime addi- 
tion to improve basicity, cooling, or ferro- 
silicon to raise the temp. In summary it is 
shown that the oxygen/steam process, both in 
theory and practice, is favourable to the pro- 
duction of steels of low-C and N content; this 
is the key to extra-deep-drawing quality steel. 
Measu' of e.m.f. between and 


steel bath and its to — h 
iesel (Newe Hiitte, 1961, 


control K. L. 
Hy March, 157-166) The test procedure is des- 
cribed and relations between potential and 
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slag position are di d. Various theor- 
ies on the origin of the potential are idered 
together with the possibility of applying 
potential measurements to charge control. 
Automatic warning of break-through of 
metal at hearth fettling on banks of the steei 
A. M. Denisenko (Stal’, 1961, (3), 
231-232) A network of rods electrically con- 
cted is installed in secti under the hearth 
and banks of an OH furnace so that immediate 
indication is given if part of these is reached by 
the molten metal The construction and wiring 
are shown and visual and audible signals are 
given. 
The activity factor of manganese oxide in 








OH furnace and the diffusion of manganese 
during steel G. Violi (Met. Ital., 1960, 
52, -» 807-812) [In Italian] The ratio 


between the activity factors of the two oxides 
varies linearly with the content of acid com- 
ments, in the . This ratio was established 
rom OH steel and slag analyses. The factors 
determining and controlling the distribution of 
Mn between metal and slag during refining are 
examined with special reference to slag 
basicity and iron oxide activity. 

The distribution of manganese between iron 
melts and iron (11) oxide slags in the MnO 
crucible at 1520 to 1770°C W. A. Fischer and 
H. J. Fleischer (Arch. Hisenh., 1961, 32, Jan., 
1-10) The melting point of Mn taking into 
account the O, partial pressure in the furnace 
atmosphere, was found to be 1875°C + 25°C. 
As this result differed greatly from other 
reported values, the phase diagram FeOQ- 
MnO was re-examined. The distribution co- 
efficient of O, between slags with 98 FeO+ 
MnO and O,- and Mn-containing iron melts 
agreed with those of Taylor and Chipman for 
pure FeO slags, but the temp. relationship of 
the equilibrium constants of the reaction 
(FeO) +[Mn]=(Mn0O)-+ Fe differed from those 
of previous workers. The deoxidation diagram 
of Mn was modified in accordance with the 
results obtained (36 refs). 

Oxy-fuel lance for O-H furnace Ford Motor 
Co. (Iron Coal Trades Rev., 1961, 182, March 
3, 463-464) A further report of this technique 
is given. The best results have been 70 t/h ona 
200-t furnace with 1 368000 Btu/t and 1 575 ft® 
O,/t. Other results with a similar furnace and 
with a 400-t furnace are also given.—c. v. 

0 roof lancing in open hearth furnaces. 
1, 0 (Jndust. Heat., 1961, 28, Feb., 314-318; 
345-352) Abstracts from the OH Conference. 
I, Operating data are given for practice at 
G Steel Works and the Ford Motor Co. 
TI. Data are given for refractory performance 
from two works. Oxygen-lance practice is 
severe on refractories, particularly roofs, and 
indication are that a low-silica magnesite— 
chrome brick, chemically bonded, and intern- 
ally plated, may give the best results.—x«.E.J. 

Results obtained with the use of automatic 
measuring and regulation equipment in open- 
hearth furnaces F. Rabes (Neue Hiitte, 1961, 6, 
Feb., 65-71) {In German] Results of operation 
are given for partially automatic OH furnaces 
in the A plant and fully-automatic OH furn- 
aces in the B plant. Status of measuring and 
regulation engineering uses in other steelworks 
of the German Democratic Republic are given. 
Results are compared with those previously 

ublished and existing equipment is criticized. 

nt and future de 8 made on manu- 

facturers of measuring. regulation and control 
equipment are discussed.—®.8.F.C. 

The swing to all-basic furnaces J. H. 
Chesters (Glass Techn., 1960, 1, Dec., 243-250) 
It is only of recent years that all-basic furnaces 
have proved economical; at the beginning of 
1960, 50 were in operation. The question of 
longer life is a cious argument; the economy 
lies in faster driving, greater input rate of fuel 
(with or without O,), and increased outputs of 
10-30% result with roof life two or three times 
that of silica despite the higher operation 
temp. (16 refs).—c.v. 

Temperature conditions for heats when 
steelmaking from iron I. Yu. Kh. 
Kozhevnikov, A. G. Alimov, and K. A. 
Tikhomirova (Stal’, 1961, (3), 228-230) In 
treating high-P irons large slag volumes are 
necessary and considerable temperature differ- 
ences between slag and metal may arise. 


Special Pt-Pt-Rh thermocouples were con- 
structed for the measurements giving a cycle 
of 1-5-2 min for readings. The variations in 
slag and metal temp. during the heat are 
traced and the reactions and conditions are 


discussed. 

payee So made from sponge iron as 
raw material M. Ueno, H. Nakajima, and 8. 
Ikeda (T'etsu-to-Hagane, 1961, 47, Feb., 124— 
129) SKH ball-bearing steels, sponge iron, and 
scrap are used in the production of Japanese 
ball-bearing steels. It is the object of this 
investigation to determine the effect of the 
sponge iron. When > 50% sponge iron was 
used, minor impurities such as Cu, Mo, and 
Sn were considerably decreased and as the 
charge ratio of sponge iron increased stringer- 
and oxide-type non-metallic inclusions rose 
but the Al,O,-type did not change. The mean 
dia. of the spheroidized carbide lay between 
0-84-1-04 4» which is considerably higher than 
that found in SKF and New Departure ball- 
bearings. The behaviour of carbide solution 
differed only in one case where it did not go 
into solution at an austenitizing temp. of 840° 
on account of the presence of 0:2%V additive. 
Optimum results in a life test were found with 
50% sponge iron+50% returned scrap and 
100% sponge iron; in the second group were 
50% scrap + 30% returned scrap+ 20% iron 
sand and 0-2%V, 50% iron sand + 50% sponge 
iron, 25% returned scrap+ 75% sponge iron 
while the least satisfactory contained 50% 
scrap+ 30% returned scrap+ 20% iron sand. 

Production of stainiess steels in the open- 
hearth furnace K. Protiva (Hutn. Listy, 1961, 
16, (1), 7-12) [In Czech} Researches dealing 
with the most economical utilization of 
increasing quantities of austenitic scrap, fre- 
quently originating from Czechoslovak stain- 
less utility steels containing large amounts of 
Mn instead of Ni, are described. Details of the 
technology for converting such highly alloyed 
scrap to 18/9 Cr-Ni type steels are given. The 
use of 30-t OH furnaces was found most 


ag er cen P.F. 
ayn checkers of Kg furn- 

aces J. Altneder (Koh. Lapok, 1960, 93, Oct., 
445-451) The construction of regenerator 
checkers of OH furnaces heated with oil, or 
cold chamber gas and oil, or natural gas and 
oil is described; and the advantages of basic 
bricks, with the es 'y for increase 
ing the life of checkers, are discussed by the 
author. In fireclay checkers of 34 Seger cone, 
the permissible maximum temp. is 1 350°C; 
whereas, in basic refractory checkers, it is 
1420°C,.—?.K. 

Possibilities of improvements to the aero- 

mamics of the OH furnace 

scovered by pattern studies A. Ramacciotti 
(Met. Ital., 1960, 52, Dec., 772-778) [In 
Italian] By means of pattern studies a possible 
way of ap mene y nee saad flow of gas streams 
passing through the checker of an OH furnace 
during both air and waste gas phases was 
found. This is by constructing the furnace roof 
and hearth of a specially designed curved 
shape. Further research is being sponsored by 
ASSIDER. 


A note on high Spetes ee 
R. H. Phillips ( a Techn., 1961, 2, Feb., 


35-38) The latest designs of metallic recuper- 
ators allow operation at temp. which approach 
the normal maximum which is obtainable 
with refractory recuperator. Despite the 
higher capital cost, they are worth while in 
view of the greater flexibility of installation 
and operation.—c.v. 

Melting tests on direct reduced ferrous 
material in electric and OH furnaces ©. Masi 
and P. Cannizzo (Met. Ital., 1961, $3, Jan., 
1—16) [In Italian] R—N briquettes were melted 
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electric-arc furnaces in India are enumerated, 
with a di ion of the possibility of the use 
of the electric-are furnace for tonnage steel 
— (21 refs). 





electric arc furnaces 
G. Blackburn (Close-up, 1960, June, 10-11) A 
brief review.—c. v. 

New trends in the design of electric smelting 
furnaces L. 1. Moroz (Stal’, 1961, (2), 180-134) 
A review of newer types including = ra and 
covered rotary furnaces, vacuum fu » 
fluidized beds, and hollow electrode types for 
charging. 
applications. 1 we E pn Indust. H 

ie 3 wis ( . Heat., 
1961, 28, Jan., 98-100) A survey is made of 
electric-are furnaces used in making plain 
carbon steel ingots and steel and iron castings 
and applications to direct reduction processes, 
viz. the sponge iron, ere moti H.-iron, 
R-N, and Dwight-Lioyd-McWane " 


Design for arc furnaces 
K. L. Morkramer (Hlektrowdrme, 1961, 19, 
March, 110-116) Theoretical research on the 
arc reduction furnace has led to derivation of 
principles suitable for their design. Data for 
design is given on a series of parameters which 
include the electrode dia., the electrode pitch 
circle, and the transformer performance, The 
formulae were found sufficiently accurate for 
practical p by applying the results to 
installations in actual operation.—™M.L. 

urization and deo 


Desulph 
injection (Can. Mines, Research and Special 
Projects Report for 1960, 1961, 10) Testa have 
been carried out with Ca-Mg alloy and lime, 
and lime-Mg mixtures which have been 
injected into steel in the basic electric furnace. 
Desulphurization is followed by analysis of the 
slag and metal. By using the double slag basic 
method, the charge being injected beneath a 
well-reduced basic slag, consistent, X-reduc- 
tions of ~50% occur; starting concn, were 
0-03-0-01%. Silicate levels in the test were 
relatively high, thus preventing the desired 
basicity, but this factor is being further 
examined.—c, Vv. 
i} stirring in arc furnaces (Austr. 
Mech. Eng., 1961, 48, Jan. 5, 34-36; from a 
r at the Stresa International Congress) 
Jee of the stirrer results in greater homo- 
geneity and gives more accurate temp. 
measurements; chemical reaction between 
steel and slag are speeded up and approach 
nearer to the theoretical ousilibteain, 5-, and 
O-conen. being kept at low and uniform levels. 
It is also found that deslagging is simplified 
and impurities in the steel are reduced.—c. v. 
Melting and refining: Uses of directly- 
reduced iron (Can. Mines, Research and S. 
Projects Report for 1960, 1961, 9-10) Several 
heats of ferritic cast steel LCB (ASTM A 352) 
were used; this is specified for low temp. 
service to meet a minimum 15 tb impact 
strength at —45°,. This steel is made in an 
electric arc-furnace from direct iron produced 
by the Quebec Iron and Titanium Corporation, 
Sorel. This ‘Sorel-metal’ is supplied in ig form. 
With heats made from this, the pectoe? » mini- 
mum impact strength was from —60 to 
— 75° depending on the heat-treatment given. 
Tensile properties also exceeded the minimum 
specifications. The improvement in these 
mechanical properties is attributed to the low 
concentration of 8, P, and residual elements 
avo c.v. — 
maintenance FE. Franzen (Found. Trade J., 
1961, 110, Feb. 16, 207-208) The practical 
application of modern techniques to two 
aspects of steel production for foundry pur- 
poses is di with special reference to the 
int e of the furnace bottom. The great- 








in 60-t electric and 50-t OH furnaces and the 
products compared with heats from normal 
charges using scrap. Favourable results are 
explained by the higher purity of the briquet- 
tes, and unfavourable results are thought to be 
due to the presence of residual iron oxides. 
Minimum total Fe content must be 90% for 
electric furnaces and 85%, for metallic Fe. In 
OH furnaces slightly lower values can be 
tolerated. 
tron and steel in India. Vi. The role of the 
furnace G. R. Bashforth (Brit. Steel, 
1960, 26, 352-357) Types and capacities of 
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est cause of high bottoms is im: draining 
of the slag and the most inexcusable cause of 
the build-up is due to the furnaceman. A 
vertical contour between the bank and the 
lining should be maintained and high tapholes 
which prevent draining are a constant 
source of trouble. Means of removing tephole 
ridges either by mechanical means of by O,- 
lancing should always be available.—c. v. 
Remelting CrNiMnN austenitic K. Lébl 
and K. Hybek (Hutn, Listy, 1961, 16, (1), 13- 
19) [In Czech] Details are given of the develop- 
ment of technology for the utilization of scrap 
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casting iti as well as analyses of melt 
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Investigations of improvement of raw 
surface by use of : 
Krauskopf (Radex R .» 1961, April, 543- 


em 
in the outer surface, close to the slag skin, 
which during the casting adhere to the mould 
walls. A y of this phenomenon has resulted 
in the clusion that the slag skin must be 
kept away from the walls, and this was accom- 
plished by jamming a honeycomb-like corru- 

pasteboard near the bottom of the 
mould. The improvements to surface were 
significant both from the viewpoint of de- 
creased weight loss and reduced costs for the 
conditioned ingots.—m.L. 


emg hot tops with ceramic rings B. I. 
Panich, V. I. Khmirov, and D. P. Ul’yanov 
(Stal’, 1961, (3), 225-227) A design with ceram- 
ie ri on blocks at the bottom to float in the 
steel is described. This is fixed with waterglass 
under a thin refractory layer. The deficiencies 
of the present design are di and recom- 
mendations for further trials are made. 

of cracking in the of the 
base i N. I. Pavlovtseva 
(8 H, 1961, (2), 189-192) Tests are described 
carried out to identify the factors leadirig to 
por wegy ed the base plates. Thermal stresses 
rather t hase change, oxidation, or grain 
growth are the cause of cracking and reduction 
of heated area and coating with inserts to 
divide the beams raises life to 100-120 heats as 
against 50-60 for the original design. 

| ferro-aluminium used for 
deo steel I. N. Lad’yanov (Stal’, 
1961, (3), 222-225) Advantages over Al and 
over low-percentage Fe-Al are claimed. The 
eases in which high-percentage or low-per- 
cen alloy is to be preferred are considered, 
the advantages of each being given. 

Increasing the consu of silico chrome 
in stainiess steel F. I. Shveb, D. G. 
Zhukov, and A. M. Khizhnichenko (Stal’, 1961, 
(2), 128-129) Combined deoxidation and 
arg Sao Cr can be obtained by the use of 
Si-Cr. Trials with stainless steel to promote the 
use of Si~Cr are described, and a method of use 
which does not introduce Si into the steel was 
found. Use of Ti scrap instead of Fe—Ti also 

Si-Cr consumption and reduces the 
Cr content of slag. 


ng practice | evaluated ultra- 

A. C, Mager (Steel, 1960, 147, Oct. 17, 

134-136) A series of tests of complete heats of 

steel from OH furnaces, leading to raised tap- 

ping temp., abandonment of pouring boxes, 

SiC ladle additions, and the use of od 

refractory ladle well toppings, with ir 
results, is described.—s. #.-8. 

amy | tube steel into closed and B ingot 

. Libertiny (Koh. Lapok, 1960, 93, 

-» 395-399; Oct., 456-459) Comparing 

poured into closed and open ingot 

mouids, the author found less segregations, but 


I 


i. 


i 
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open mo i 
per t of steel during pouring showed the advan- 
tages of. the i 


billets K. Ushijima (T'eteu-to-Hagane, 1961, 47, 
Feb., 116-124) The mechanism of crack forma- 
Oe eee 2 Fete pet ssa age me hem 
ingot casting but in continuous casting 
the effect of spray cooling and pinch roiling 
must be consi othe tabenman 
may become greater than the strength of the 
billet, and the inner cracks will be terminated 
i ining molten steel. A model is 
resented showing the solidification within a 
illet, and macro- and micro-structures are 
given.—c.v. 


The capacities of water nozzies in con- 
steel casting A. D. Akimenko 


and A. A. Skvortsov (Stal’, 1961, 121, 124) 
Equations for water and water-and-air mix- 
tures passing through nozzles of ordinary type 
are given with tables of the results. 

Continuous casting in the manufacture of wire 
F. Leitner and R. voy ya (Wire World Int., 
1961, 3, Feb., 17-20) properly cast, con- 
tinuously cast ingots of C-steel and low-alloy 
to medium alloy steel are equivalent to ingot 
cast steel as far as quality and machineability 
for wire drawing are concerned. Hot-working 
costs up to the wire stage can be considerably 
reduced as the rough cogging operation is elim- 
inated. This process is in the course of rapid 
development at the Breitenfeld Steel Works, 
Austria.—c.v. 

Production of stainless steel billets in the 
Schoeller Bleckmann continuous casting 
B. Matuschka, M. Petz and F. William (Met. 
Ital., 1960, 62, Dec., 765-771) [In Italian] A 
description of the development of continuous 
casting at the works of Schoeller Bleckmann in 
Austria with special reference to the produc- 
tion of stainless and heat-resistant steels. Full 
details of operations with production data are 
given. 

Contribution to the study of solidification iso- 
therms of steel i P. Ravizza (Met. Ital., 
1960, 52, Dec., 801-806) [In Italian] The 
crystalline structure and liquation zone of the 
ingot are connected with the isothermal 
solidification surfaces after casting. This study 
attempts to show how these surfaces develop 
under the action of the side and bottom cooling 

. The effect of a water-cooled bottom 
plate has been examined which improved the 
fe ae structure by speeding up the 
solidification of the ingot base. Results and 
conclusions are set out. 

Study of the influence of vibrations on steel 
ingot solidification P. Ravizza (Met. Ital., 1960, 
62, Dec., 795-800) [In Italian] Vibration tests 
were carried out on m alloys duri 
solidification after casting. Vibrations wit 
frequencies of from 25 to 200 Hz and ampli- 
tudes from 0-7 to 4 mm were directly sopled 
to the hot top and base of the ingot. In all 
cases substantial reductions in grain size and 
carbide mesh due to the vibrations were 
observed and proposals for the practical 
application of this technique are made. 

Effect of low juency vibrations in the 

on a V. I. Leontyev 
(‘Problems of M and the Physics of 
Metals’, 1959, 28-31; translation from Russian). 
Initial experimen: re was carried eae 
t mt m: ing transparant liqui 
and ls and the effects of frequency and ampli- 
tude were studied in this and with normal 

lds. The motion of the molten mass was 
shown to differ quite markedly at low fre- 
wencies (~20-50 cps) and at higher values 
—~200-500 cps) and Leper meery oy of the 
resultant structures of steel and Zn (with and 
without 1%S8n) are shown for varying f and 
v values.—c.v. 





pe .B a steel Ingots G, Od — 
in . jone 
A. Filippini (Met. Ital., 1960, 52, Dec., 786- 
794) (In Italian] Among the factors affecting 
the quality of rimming steel are the a 
tion of the ur and the distance of 
primary blow holes from the surface of the 
ingots, which is called skin thickness. In order 
to find out more about the variables which 
trol these fact an examination was 
carried out to e in the relation between 
skin thickness type of rimming steel and 
the dependence of the distribution pattern of 
sulphur in ingots from the rimming process and 
the size of the ingots. 





FOUNDRY PRACTICE 


fa anes Snel 18 ee 
alization: t 


metamorphosis of the ar 4 
Foundries G. Sorin (Mécan. Electr., 1959, 
Oct., 50-58). 

Small-scale mechanization in foundry prac- 
tice H. Hohifeld (Giessereitechn., 1960, 6, Aug., 
225-229) A description of measures: taken to 
mechanize the finishing processes and trans- 

i in a medium-sized foundry. 


port 

Pneu coaeugeee of coal dust, benton- 
ite and quartz sand W. Débber (Giesserei, 1961, 
48, May 18, 293-295) The design and operation 
of a pneumatic conveyance installation for coal 
dust, bentonite, and quartz sand, are des- 
cribed. The installation comprises facilities for 
emptying bins and sacks, storing bins, and 
conveyors for operational bins and the proces- 
sing installation. The analysis of cost indicate 
the economical advantage of the pneumatic 
conveyance over manual transport.—M.L. 

Several of compounding cupola 
furnace —- R. Bluhm (Giessereitechnik, 
1961, 7, April, 99-105) A survey of facilities 
and instellations for compounding charges for 
cupola furnace; designs and applications are 
disc —M.L. 

Retractory linings for cupolas I. Lamoureaux 
(Fond. Belge, 1961, 31, March, 77-78). 

Special measures in the cupola melting 
i 2 W. Friedel (Giessereitechnik, 

960, 6, Aug., 241-243) The duplex process 
cupola-electric furnace is discussed. 
(Dec., 363) The effect of oxygen additions on 
cupola meiting practice is discussed, using 
intermittent and continuous additions. It is 
concluded that special measures such as pre- 
heating stoves for hot blast, oxygen plant, and 
electric furnaces are justified.—.P. 

A or for heating the cupola biast 
R. Chudzikiewicz and T. Kukala (Prz. Odlew., 
1960, 10, (12), 340-345) The recuperator made 
of 5 mm steel plate sprayed with Al (1 kg/m*) 
has been installed in the stack of the cupola. 
The temp. rose to 450°C as did that of the iron 
from 1320° to 1460°C at a coke rate of 12%. 
The CO content in the waste gas increased but 
the sulphur content dropped, less Si was slag- 
ged off, and the C content increased. The 

uidity of the metal remained good despite the 
inferior quality of the coke used. The lining, 
however, suffered so badly that water cooling 
had to be applied if the cupola was to be run 
for more than 8 h. 

Production costs using the Duplex electric 
fore-hearth cupola io on C. Pessina (Fon- 
deria, 1961, 10, (5), 199-205) [In Italian]. 

Electric furnaces in iron foundries R. Genwo 
(Demag Nachr., 1960, (159), 28-34). 

induction heating in the meta! industries: 
heating and melting (Zdgar Allen News, 1961, 
40, April, 78-79). 

Electric arc and induction melting furnaces 
K. Schulz (Zlectrowdrme, 1961, 19, April, 153- 
158) A review of the various designs.—™M. L. 


Vacuum induction meiti and 
carbon in iron J. E. Srawley (NRL oy 5516, 


1960, Sept., pp.17) Oxygen contents of 200- 
300 ppm were reduced to ~20 by C addition. 
Reactivity of crucible materials was noted. 
Birdsboro converts foundry to electric steel 
production (Jron Steel Eng., 1961, 38, Feb., 145). 
white cooling of cast iren M. 
Hillert (Gjuteriet, 1961, 51, (4), 53-58) Cooling 
of cast iron sometimes starts with grey struc- 
ture followed by white. The process has been 
followed in detail with the following conclu- 
sions. Initial grey cooling is due to graphite 
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readily forming a core; Si favo 
to the. core formation. Rapid coo favours 
white hardening and is due to core formation of 


this is due 


cementite being more favoured by cooling than 
that of graphite. Grey rim and core white: the 
change occurs when favourable conditions have 
arisen in any part of the ball. These favourable 
conditions may depend on local reduction of 
temp. or i of certain elements 

After core formation the cementite spreads 
of the rest of 


Guide to construction of 1A 
Ostberg (Gjuteriet, 1961, st, = 5-25). 


The theory of spheroidal 
tion W. Patterson and D. a 
technik., Wise. Beihefte, 1961, 13, 65-70) After 
reviewing the known theories concerning 
idal graphite formation an hypothesis is 
advanced which is an amplification of the 
boundary surface energy hypothesis of B. 
Marinéek. Lattice energy considerations and 
explanation of the laminar form of graphite 
usually found in cast iron are the basis for this 
hypothesis, which states that the boundary 
surface energy of graphite towards iron is 
strongly anisotropic. Theoretical computations 
based on the hypothesis are in good agreement 
with experimental data (29 refs).—m. L. 
importance of process control in uci 
= nodular or castings R. oe an 
. Fuller (BCIRA J., 1961, 9, May, 406- 
sis) The following recommendations are made 


furnace . Another effect obpsved, of 
marked signi in the case of Bessemer 
steel ie the reduction of the & content 


“7 0-130 to 0-095%.—™.x. 
The carburization of iron in cupola furnaces 
R. Krzeszewski (Acad. Romine, Studii Cere. 
Met., 1960, 5, (4), 443-469) The relationship 
between the content of C in the cast iron of 
cupola furnaces, the contents of C in the 
charge, the chemical pen ition of the Fe, ite 
temp., the wo itions in the cu; 
and the quality o the coke is ex by 
means of two formulae which were derived on 
the basis of the kinetics of C dissolution in 
liquid Fe and of the oxidation in an oxidizing 
atmosphere. Good agreement was found be- 
tween these formulae and the experimental 
date (63 refs).—m.1. 
of a cold 


bist cupota HJ. eynhons ong ht . Coates, - 
K. E. L. Nicholas (BCIRA, J., 1961, 
March, 189-198) To obtain a high-C iat 
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tevtte matting be foundry E. 

16K K Lom Pag td 

fo oundry Congress, Zarich, 1960, 277-294) 
gy electric furnace of 

ductile bert L. Miller (Trane. APS, 1959, 67, 


653-660) The indirect arc rocking furnace is 

small capacity and rather slow for the melting 

of ferrous metals. Se 

not lend itself to refining or slagging 

tions; it also lacks the electrodynamic 

Congequentiy bighar initial temp. We formas 
t! int tem ve to 

attained to Com down oo aes 

cadhen te hs baperipns ater 66 he g treat- 


ment. Special refractory wert eo 
line ts feumnoe and only eS. 
tories can withstand the hi . employed. 


The advantages lie in sim hong ability to 
handle a variety of ferrous and non- 





content from an acid-lined cold blast cupola, a 
high percentage of pig iron or a high coke 
charge/metal ratio must be employed. Alterna- 
tively carburizing agents can be added to the 
ladle or receiver. Both these methods suffer 
fromm practical and economic disadvan 
The present su; method injects pow 
ed graphite using compressed air as a carrier 
gee through one of the: tuyeres of the cupola. 
e details are given and the effects on casting 
escesiien, specially chill and shrinkage, are 
. The introducti of graphite results 
in a substantial C pick-u — possibility of a 
reduction in cost of cupo materials is 








based on the experimental work < 
(1) aoa the hypereutectic irons should be 
avoided, (2) irons with lowest S-content should 
be used, (3) soda ash is preferable to CaC, for 
decarburization, (4) analysis for C and 8 should 
be carried out where possible before Mg treat- 
ment, (5) Al content should be <0-01%C, (6) 
accurate control of weights and temperature to 
be enforced, (7) resi es al Mg-content to be 
minimum consistent with formation of satis- 
factory graphite structure, (8) treatment to be 
suitable to the melting equipment available 
and should yield high pte. pore . after treat- 
ment, (9) narrow and deep ladies should be 
used rather than wide and shallow ones, (10) a 
ladle cover should be provided, (11) casting 
time to be as short as possible and ladles 
should be preheated, (12), the use of Te to 
reduce dross defects is not a substitute for 
adequate control, (13) m sand moulds 
should be used, dry sand moulds should be 
blacked and oil-bonded core sand moulds are 
most likely to cause dross defects, (14) for a 
similar residual Mg content, neither chemical 
composition of the alloy nor Mg recovery affect 
the incidence of dross defects, and (15) the 
gating system should be designed to prevent 
splashing and turbulence.—c.v. 

Notes on the i of irons (Fonderia, 
1960, 10, (5), 221-222) [In Italian). 

Basic cupola meiting of ductile iron J. T. 
Williams (Trans. AFS, 1959, 67, 669-670) 
With reasonably uniform ingoing returns, 
clean scrap and a well-lined cupola, fairly con- 
sistent results may be ensured but erosion of a 

tge portion of the lining can drastically 
change the basicity of the slag. Among the 
advantages of basic cupola melting one finds, 
low S-iron can be tapped from the cupola, high 
C-pick-up allows the use of lower cost, low-P 
= , & somewhat higher tapping temp. 

slag fluidity. 7 the other hand, 
high daily patching cost, lining costs, higher 
Si-loss during melting, greater volume of slag 
to handle, higher fluxing cost, and the greater 
skill and more exact control required can be 
et eet Vv. 


consid od end ene ented 2 t the metal 
produced showed a cin vers in chill and 


shrinkage.—c.v. 

Foundry of the IRSID T.W.A. 
fay for desulphurization of liquid pig 
ron by injecti lime B. Trentini, 
Raguin, and J. Duflot (Publications d’I RSID, 
1959, Series A, (203), Sept., pp.15) The resulte 
of a number of foundry trials of this process 
are described; the method itself, which involves 
the injection of powdered lime in a stream of 
air or other gas through tuyeres in the bottom 
of a specially ladle, is not described 
in detail. The hel degree of Fp apemmen ig 4 
attained suggests the value of the process for 
producing ductile iron. 

calcium 


urizing iron n 

. B. Coates ( Fonderia, 1961, 10, Jan., 
5-11) [In Italian] Special methods of desul- 
phurizing cast iron are becoming increasingly 
essential. This article, taken fom work carried 
out by the BCIRA in collaboration with 
British Oxygen Research and Development 
Ltd, describes experiments carried out to 
ascertain the advant of injection of CaC,. 
The costs of using this method are also anal. 
ysed. 


The use of calcium carbide ” eran Hag f 





9, (1), 8 10) [In Czech] Carbide additions result 
in an increase of the temp. of the iron, and are 
suitable where high melt temp. are desirable, 
e.g- on inoculating or when high casting temp. 
are required. Cupo la pees mm ge may in- 
crease by 10-15%, and the metallurgical 
point of view carbide additions are also advan- 
tageous. The process could be used more 
widely if ee me cost less.—P.¥F. 

An improved method of i. Eo cast 
iron with sodium carbonate RK Coates and 
R. Williams (BCIRA J., 1961, 9, March, 263- 
278) The molten metal is ; tapped on to a bed of 
Na,CO, and agitation is provided by com- 

ressed air introduced through a submerged 
ce. Using basic-lined vessels and a metal 
temp. before mixing of 1400°, a 1% addition of 
yak ‘Og will reduce an § content of 0- al Ra 
—_ uipment is illustrated and 
eal aaa basic-lined ladles met 


v 





K. Haensch (Giessereitechn., 1961 

n., ’ 
7, ng press The er of low-melting- 
point carbide additions to the smelting coke in 
the cupola furnace melting process were 
studied; it was found that nA increase the 
temp. and fluidity of the Fe, thereby increas- 
ing the furnace productivity and improving 
the cast iron quality at the same time. Sig- 
nificant savings of value smelting coke 
were also obtained, more than compensate 
for the losses due to increased erosion of the 


cchaiewd.. —C€.V. 

4 for foundry ay 2 T. E. Ban, 
B. W orthington, and ©. D. Soaegeee 
(Mod. Casti 1961, 39, March, 95-102). A 
description 0! of the D D-LM process for aes 
iron is presented. The process makes use 0: - 
pet raw onenpeu re seamen — 
urgical equipment techniques of pelletiz- 
ing, poe mengpetly prot“ my 
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ferrous m: giving @ consistent orm. 
ance; Srentatthe tins on the of 

The use of the y plunger ladle 
is discussed.—c.v. 

Behaviour conditions of 
high, medium and low crucible furn- 
aces in melting heavy 

E. Gwelessiani (Fonderia, 1961, 10, 
March, 95-104) [In Italian}. 

An economic technical of the 
contribution of low i furn- 
aces to the foundries G. A. 


Tagliaferri (Jnst. Hierro Acero, 1960, 8, Oct.- 
in, 871-881) [In Spanish}. 


tag foramen a Ke = Sreedb 5 —— ras, 


April 6, res-170) Water recooling eq 

in electric melting furnaces, pate oe 
furnaces, was surveyed with respect to the 
various types and their characteristics. It was 
shown that the considerations apply to similar 
equipment in induction crucible furnaces, 
pressure casting, chill mould casting, and 
extrucing casting installations. Automatic 
control and safety devices are described in 
detail.—m.. 

Electro-siag remelting of steels and in 
water-cooled moulds B. E. Paton, B. I. 
Medovar, and Y. V. Latash (Jron Steel, 1961, 
34, March, 102-104; from Avtomat. Svarka, 
1958, (11), 5-15) Compared with ingots cast by 
are eu electro-slag cast ingots have a 
th surface; they require Seite 
or no roughing before hot mechanical treat. 
ment. ac is used for this remelting while are 
remelting requires dc. In electroslag 
ingots of the most diverse cross-section can be 
cast and the ratio of ingot to electrode dia, can 
be 3:5 while with arc remelting this ratio must 
not exceed 1:5; if greater, the i surface 
— deteriorates. In this form of remelting, 

slag is able to react with the metal and this 
enables ingot metal 8 content to be reduced by 
a factor of 6 and remelting is considerably 
simpler and more reliable than with vacuum or 
ge shielded equipment. Other aspects are also 
iscussed (23 refs).—c.v. 


Who -cne of sterees tee 





-iron at elevated 
r (Slévdrentavi, 1961, 


9, (3), oe lol) {In Cresh} On the basis of ex. 


tensive metallurgical st and creep teste it 
is shown that ferritic cast-irons of type 00 are 
suitable for the production of turbine arma- 
tures working up to at least 400°C.—P.¥. 

On Ebara OZ ductile cast iron E. Kawamura 
(EZbara Times, 1959, 8, Dec., 200-207; from 
Japan Sci. Rev. Mech. Elect. Engr., 1960, 7 
Aug., 271) [No abstract].—c. ¥.c. 

The behaviour of silchrome steels in cast 
items C. Butnaru and T. Balateseu (Met. 
Constr. Masini, 1961, 13, (1), 10- we Mang tl 

of steels containing 
0- 5%C, 2-5-3-5%8i, max. 0-70%Mn, max. 
0-035%%P, max. 0-035%8, 8-10%Cr was yo 
died, determining the effects of variations in 
ition in heat-treatment on the 
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320 ABSTRACTS 


Larson, FR. C. Campbell, and H. W. Lioyd hy 
171065, 1960, Lend rill, -jogh WADC Tech. 
59-63 Part I Res. Rep., 1961, 35, 
Jan. 13, 91) Heat treatment and fatigue pro- 
perties were studied, as well as high tempera- 
ture behaviour. 


Sand circulation in the foundry A. 
(Giesserei, 1960, Dee. 29, 47, 753-762). 

Moulding and additives W. P. Winter (Foun- 
dry, 1961, 89, Apr., 102-107) The use of a 
variety of additives, including wood fiour, sea 
coal, graphite, pitch, fuel oil, cereal flours and 
dextrin, also ¢ additives and sodium 
salts, and their effects, are described and 
explained.—s.H.-8. 

New technique of L. E. Carr (Foundry, 
1961, 89, Apr., 81-83) easting of 2}in test 
cubes of stainices steel off a hollow sprue of jin 
mean wall thickness and the resulting test 
= are described.—s. H.-8, 

An evaluation of feeding heads and feeding 
aids for Institution of British Foundry- 
men (Brit. Found., 1961, 64, Feb., 66-90). 

in the development of the ‘Buhrer’ 
and plant “te Gotz (Giesserei, 
1961, 48, April 20, 194-202 

io binders I. 
Macééek and V. Lorenz (Slévdrenstvi, 1961, 9, 
(2), 41-46) (In Czech} Experiments designed to 
improve core mixtures in which saccharide 
binders are used showed that in the case of 
‘Dextroner’, ammonium sulphate additions in- 
creased the dry of the cores, also re- 

ducing moisture up very considerably. 

Effects of mould dressings on casting fluidity 
of some B. P. Betts and V. Kondic (Brit. 
Found. 1961, 64, Jan., 1-4) The effect of mould 
dressings applied with different types of bond 
on the auidity of 0-4%C steel, and cast iron 
and non-ferrous alloys, was determined using 


@ thin strip-type mould made by the CO, pro- 
cess. Oxide based dressings, ially tale, 
gave the best results and the fluidity increased 


with a decreasing grain size of the dressing. 
stainless steel castings 

sands B. K. Kaplish ro} 
H. T. Protheroe (Brit. Found., 1961, 54, Jan., 
26-33) The conditions and extent ‘of carbon 
pick-up by the surface of mild and 18-8 
stainless steels cast in shell moulds and resin 
bonded sands was investigated. The source of 
the carbon is the carbonization of the resin and 
the effect of resin content, casting thickness, 
and casting temperature were established. A 
carbide-free zone of austenite is formed on the 
surface of stainless steels.—a.p.H. 

Large steel castings for heavy duty H. W. 
Balster (Met. Prog., 1961, 79, Jan., 89~93) 
Basic electric furnaces with a capacity >25t 
and with induction stirring are used for alloy 
steels. A Cr-Mo-V analysis, similar to type 
316, has been widely used for high temp. work 
while the 13°%Cr-steel is applicable for corro- 
sion resistance. Welding of simple shapes into 
complex assemblies is common practice and 
examples are given.—c.v. 

casting J. B. McIntyre (Found. 
Trade J., 1961, 110, Apr. 13, 459-470) A de- 
tailed review of recent p 

On the effect of the dropwise separation of 

metal from surtaces during centrifugal casting 
on the qu the product N. N. 
(Stal’, 1961, (4), 372-374) In contradiction to 
the ‘. rts of Tsvetnenko and Rulla (idem, 
1959, (11)) multigonal structures in centrifugal 
castings are not caused by separation of drops 
by too slow rotation of the mould but to 
secondary sputtering caused by the break 
away of the skin under the influence of shock 
or vibration. 

Comments on N. N. Reutov’s K. U. 
Tsvetnenko and N. V. Rulla (Stal’, 1961, (4), 
374) See previous abstract. With further ex- 
planations of terminology the original con- 
clusions are supported. 

Automated shell mould line for port valves 
- is Herrmann (Foundry, 1961, 89, Apr., 


mould technique Brivich 
Industries Corp (Indust. Heat., 1960, 27, Nov., 
2450-2451, 2458) The Shaw process may be 
used for all metals, including stainless, tool 
and die steels and hhigh-temap. olive. The mould 


is made from blended refractory "6 oye and 
@ binder based on Et silicate. is readily 
stripped, and when fired pone cd a ‘micro- 
crazed’ structure; this is not susceptible to 
thermal shock and allows gases to vent 
through it.—-K.E.3. 

ladie forms at Texas Foundries 8. O. 
Smith (AIMME, Proc. Elec. Furn. Conf., 
1959, 17, 405-406) Smal! pouring ladles at 
Texas Foundries Inc. are hand-rammed round 
a metal former. A description is given of the 
former, which is specially — for light- 
= ase room of removal.- 


n and » bedelien cone 
J. bag Sith cl MME, roc. Elec. Furn. 
Conf., 1959, 17, 407-409) Brief details are 


given of the ‘teapot’ ladle design of Unitcast 
Corp., and a ramming former which is split for 
ease of removal is described.—«.¥. 

The treatment of cast iron melts ultra- 
sonics A. Kolorz (Giesserei, 1960, 47, Aug. 25, 
447-451) The technique used is described and 
results discussed. Comparative trials on treated 
and untreated melts showed no differences in 
tensile strength, Brinell hardness and bend 
strength. 

yoy hy as i gh one po 
and speeds c one peared ations 
General Steel Cae, Co, (Indust. ent, 1960, 
27, Oct., 2100-2104). 

The shrinkage of grey cast iron J. Bradik 
(Slévarenstvi, 1961, 9, (3), 86-93) [In Czech] The 
measurement and control of the graphitization 
contraction is discussed in the light of the 
literature and of experiments carried out by 
the author. The use of a shrinkage test utilising 
a star-shaped test casting nae a tapered 
central bore is described.—P. 

Stresses in wy es to the alpha-gamma 

‘ ibyl (Sbornik, (Ostrava), 
1960, 6, (3-4), 315-325) [In Czech] The con- 
trol of cooling rates and of design features to 
minimize distortions and internal stresses in 
castings due to the volume changes arising 
from the a—>y transformation are discussed. 

Machine for treating iron with magnesium 
(Fonderia, 1961, 10, (4), 144) [In Italian]. 

pensate fr otrter on the as of cerium te com- 


elements in the produc- 
iron H. Grossmann 
fom at nodular , 1960, eg Dec., 370-374) 


Interference by residual elements on the for- 
mation of nodular graphite is discussed with 
special reference to Ti. With low Ti contents, 
additions of Ce increased the tendency towards 
solidification of a metastable phase and result 
in unfavourable mechanical properties of 
annealed ferrite. Hardness in the as-cast con- 
dition did not increase with high Ti content. 
Tensile strength and elongation of annealed 
ferrite increase up to 0-01%Ce.—R.P. 

Testing of cast iron with —- —_ 
G. Sille, W. Lewerenz, and ren 
(Giessereitechnik, 1960, 6, Dec., 258. 362). 

of malleable cast irons with 
various Mn/8 ratios. The influence of silicon 
C. Hisatsune and 8. Mori (Imono, 
Aug., 561-570) Graphitization of malleable 
cast iron (2-4%C, 1-0-3-0%Si, 0-4%Mn, and 
0-02--0-1%S8) was examined. 8 markedly in- 
hibits early graphitization but Si has an 
accelerating influence. With increasing 8i con- 
tent, graphite is present in lump or star form; 
with low Si and high 8 it is spheroidal. When 
free FeS is present, the spheroidal graphite 
precipitates out.—c. Vv. 

Ductile iron in steel milis C. R. Isleib (Jron 
Steel Eng., 1961, 38, Feb., 83-91). 

A Beigian steel foundry in india H. Godfroid 
[Dalmia Iron and Steel Ltd] (Fonderie Belge, 
1961, 31, April, 91-95) [In French}. 

of chilli ~ & and heat insulating 
materials in steelfou F. D. Obolenzew 
(Found. Trade. J., 1960" 109, 261-269) In 
some present-day practice, the ratio of sound 
castings to metal used may be small and heavy 
expenditure may be required in cutting-off 
heads and for ial additions such as webs 
and pads. Chilling media, metals (Cu-alloys, 
cast-Fe), high thermally-conductive materials 
(SiC, magnesite, chromite, etc.), sand moulds 
(green and dry), etc., are examined and slush- 
casting is carried out in hexagonal or square 
moulds so that four or six moulding materials 
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can be tested under identical conditions in one 
test, and numerica] values are assigned to the 
chilling effect. It is shown that controlled 
solidification is possible using the above 
materials as well as ch ttes. Heat insulati 

and exothermic materials are discussed and 
the problems connected with large or Maltese 
cross-shaped castings are considered.—c.v. 

Steel foundry automatic sand mixing H. L. 
Kurtz (Iron Age, 1961, 187, May 4, 88-89). 

Considerations hs pte | olivine sand and 
some other moulding als for casting steel 
A. Huldt and K. Beckius (Jernkont. Tek. Rad., 
1959, 20, (254), 337-403) Olivine, zircon, 
chamotte, magnesite, the kyanite group, and 
graphite are each dealt with separately and 
compared with quartz sand. Olivine is then 
dealt with in detail: geology, mineralogy, effect 
of crushing, heating and cooling, hygienic con- 
siderations in its use with reports on investiga- 
tions into the reaction of lung tissues. Reports 
on use in foundries. Conclusions are that 
olivine sand does not cause silicosis, and the 
question of successful use in steel foundries has 
not yet been solved 

Olivine moulding sand against silicosis in 
steel foundries (Tek. Tidsk., 1961, 91, (16), 
412-414) The causes of silicosis and preventive 
measures of a practical and medical nature are 
stated, including particularly the use of olivine 
sand for moulding. The technical utilizability 
and biological effect of this are explained and 
successful use in Norway recounted. Some 
Swedish foundries have adopted olivine sand 
for moulding with virtual elimination of dust. 

_ nthetic sand in the heavy metal foundry 
F. Reile (Giessereitechn., 1960, 6, Aug., 243- 
244). 

How to improve the quality of moulding 
sands Z. Wertz (Prz. Odlew., 1961, 11, (4), 105- 
112) Various mixtures have been exposed to 
the action of heat (1 100°C for 1 min) and the 
macroscopic changes thus produced have been 
observed. The best mixture was that of 100 
parts of quartzsand (sintering point > 1 350°C), 
15 parts of clay, 8 parts of coal dust (31-2% of 
volatile matter, 3-2% of ash), and 2 parts of 

at, the moisture content of the mixture 
ing 5-5%. 

Use of a movable cantilever sand slinger unit 
for ieee the ns in a hand mould- 
ing shop H. A. Krall (Giesserei., 1961, 48, 
May 18, 269-283). 

Control of foundry sand G. Barchiesi 
(Fonderia, 1961, 10, (4), 139-143) [In Italian}. 

Relation between meability and void of 
foundry sand K. Hashimoto and I. Takahashi 
(Rep. Gov. Ind. Res. Inst., Nagoya, 1960, 9, 
July, 324-328) The application of the equa- 
tions hitherto presented concerning the rela- 
tion between the permeability K and the void 
e% of foundry sand was studied. It was con- 
cluded that this relation can be expressed 
sufficiently well by the following equations in 
the range of the void in the usual mould, 
K=ae*/(100—e)?-+ 8. Where « and f are con- 
stants, and « increases and f decreases linearly 
with the mean particle size of sand, d (mm), as 
shown in the following equations: «= 117d —9; 
B= 50 —462d.—c.¥F.c. 

Methods for the determination of humidity of 
moulding sand (11) H. J. Dietze (Giessereitech- 
nik, 1961, 7, April, 109-112) The advantage of 
electrical measuring methods over non- 
electrical for the determination of moulding 
sand humidity is demonstrated by surveying 
the methods for humidity determination by 
means of measurement of the electrical con- 
ductivity, the dielectric constant, and the 
loss in the phase angle. These methods make 
possible full automatization of sand prepara- 
tion installations.—m.L. 

The influence of the temperature of prepara- 
tion of pe moulding sands on their tech- 

J. Szreniawski (Prz. Odlew. 
1961, 11, (2), 37-41). 





Determination of the surface and 
angularity coefficients sand grains L. 
Lewandowski (Prz. Odlew., 1961, 11, (2), 41- 
44). 


A study of the bonding forces between 
bentonite and silica sand 8. Feliu, J. M. 
Navarro, and H. F. Taylor (Brit. Found., 1960, 
53, June, 273-277) Tests are described which 
were undertaken to determine whether bonding 
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strength ef sand—bentonite-water moulds 
was due to adhesive forces between clay and 
refraetory or ‘om upon cohesive forces of 
the clay bond ults indicated that on frac- 

ture the bond is broken through the clay face, 

and not through the silica-clay interfaee. 

Methods to o umprove bending characteristics of 
bentonit sands must, there- 

fore, be achieved by denser packing of sand or 
by improving the intrinsic properties of ben- 

tonites (chemical alteration), or by both 
means.—8.H.-8. 


Effects of soluble chemicals on pH and 


Geese ep enn sands W.R. 
berts (BCIRA J., 1961, 9, May, 327-346) 


The pH of an aqueous sand-extract bears little 
relation to the actual pH of the sand; if 
Na,CO, is added to sands, their properties 
and the change is not directly related 
to pH and it is concluded that a base-exchange 
mechanism in the bonding clay has taken 
a The bonding pro — of Wyoming 
mtonite are partially destroyed by heating 
for 90 min at 400°, being almost completely 
lost at 600°; this decrease i is accom by an 
increase in the acidity of the sand Ponded with 
the clay and although treatment of the sand 
with Na,CO, offset the increase in acidity, 
there was no appreciable alteration in the 
bonding properties of the clay.—o.v. 
permanent mould operation: Some 
thermal om C. L. Goodwin and H. Y. 
Hunsicker (Trans. A FS, 1959, 67, 431~435). 
The carbon dioxide process G. D. Hale 
J. L. Leach (Mod. Castings, 1961, 39, March, 
121-124; Fond. Ital., 1961, 10, (1), 21-24) The 
interrelated effect of the major variables in the 
process was investigated. Gassing time, gas- 
sing pressure, grain size of the sand, and 
amount of binder must be considered. A pro- 
| for a stand testing thod for CO, 
ened sands is made. 
submarine parts in process 
monies f. H. Herrmann trouniee 1960, 88, 
Nov., 100-102). 


—— experiences with the CO, process 
results of an enquiry V. Mlcinhever end w. 


Schumacher (Giesserei, 1961, 48, Feb. 23, 92- 
96). 














The use of watergiass—bentonite-sand mix- 
tures without gassing with CO, M. B. Pajevié 
and J. Krudpel (IGK Kongress Vortrdge, 27th 
International Foundry Congress, Ziirich, 1960, 
251-261) [In German] Results 
tests with mixtures of quartz sand and water- 
glass, with and without further additions and 
with and without CO, treatment. It is shown 
that satisfacto id and core mixtures can 
be made on the basis of quartz sand and water- 
glass as a binder, with the addition of benton- 
ite and molasses and mazut, without CO, 
treatment. 

Gracks in mould make better castings Shaw 
Process Development Corp. (Steel, 1961, 148, 
March 6, 68-69) A process is presented, using 
deliberately indinsed microcracks in a ceramic 
mould, which is claimed to have various 
advantages in a wide variety of applications. 
Brief data are appended.—-s.4.-s. 

Urea-formaidehyde resin 121 as core binder 
J. Vereskéi (Koh. Lapok-Ontide, 1960, 11, 
Nov., 256-260). 

Cylinder blocks beefed up with cast iron 
inserts Doehler-Jarvis Division, National Lead 
Co. (Steel, 1960, 147, Oct. 17, 128). 

Cast iron fountain in the courtyard of the 
Archbishop's Palace in me (Giesserei, 1961, 
48, Feb. 23, 96-98) A description of the design 
and casting of the fountain, which is in the 
form of a decorated bow! 3 m in dia. 

Casting a shaft for the ‘Big Ear’ (Mod. 
Castings, 1961, 39, March, 40-41) The manu- 
facture of @ 15 ft high, 10 ft dia. pintle shaft 
for the world’s largest radio-telescope is 
described. 

' Design and ad pe ony a a 
Gen (Proc. Eng. Worce and Design Con- 
ference, Feb. 1960, London; 1960, D, pp.12). 

Shell mouldi ng. | 1A. Azzolini (Fond. Iital., 
1961, 10, (1), 11-20) [In Italian] Experience 
gained i in Italy in the development of the pro- 
cess is described in detail. 


Considerations in the use of plastic moulds in 


foundries. Hi D. Iturrioz (Met. Elect., 1961, 25, 
March, 77-85). 


Shell-mouldi mesiding of motor-cycie cylinders L. 
Kelemen (Found. Trade J., 1961, 110, March 2, 
276-277) It is peinted out that the selection of 
optimum casting position and runner system 
is specially important in shell-moulding, this 
being the more important since modification of 
expensive cast iron patterns is costly. It is 
necessary to take special precautions as 
regards ventilation since greater quantities of 
gas are evolved in @ shorter time than with 
conventional methods. Examples of casti 
are shown.—c.v. 

Casting iron into permanent moulds in East 
Germany F. Naumann (Koh. Lapok-Ontéde, 


1960, 11, Sept., 191-198). 

Shell ments in the auto- 
motive industry H. C. Grant (Trans. AFS, 
1959, 67, 641-652) Some 64 illustrations of 
different aspects of the shell P cme | pro- 
cesses are provided. Crankshaft pr tion is 
specially chosen for pore ag the advan’ and tatios 

The solidification 


W. Koppe (Clann fee Wi Wise Ba Beith., 1690, 
(28), April, 1535-1543) An equation is first 
derived by idealizing the conditions, and exam- 

ining the flow of heat across the casting-mould 
interface. A corrected equation is then devel- 
oped, and finally an equation is derived which 
is a eae to other mould materials (16 refs). 

Grain refinement of cast metais G. W. Form, 
G. K. Turnbull, G. Gould, H. Merchant, and 
J. F. Wallace (I@K Kongress Vortrige, 27th 
International Foundry Congress, Zirich, 1960, 
167-187) (In English] General principles of 
metal solidification in relation to grain size 
control are summarized, and it is shown how a 
fine equiaxed as-cast structure may be achiev- 
ed, and what methods of control must be 
adopted to refine the grain obtained on solidi- 
fication. Results of recent work on the effects 
of vibration, inoculants, and additions on 
grain growth restriction are reported and 
discussed (23 refs). 

Internal defects in steel castings (Fonderia, 
1961, 10, Jan., 33-35) [In Italian}. 

Surtace carbide formation in biackheart 
malleable iron C. T. Moore (BCI RA J., 1961, 9, 
March, 244—262) Surface carbides, often found 
in pack annealed blackheart malleable iron, 
have a deleterious effect on tensile and bend 
properties. They are formed by Fe and CO, the 
reaction developing during annealing as a 
result of initial decarburization of the iron. 
The conditions are examined using low-C steel 
and Armco iron, The findi show that the 
surface carbides are formed during the second 

e of the anneal and that they can be avoid- 
ed by use of an inert poperm guy by purging 
the furnace atmosphere with air between the 
first and second stage anneals or by the con- 
trolled introduction of air during the second 
stage. Simplified diagrams are presented 
which enable the effect of a given atmosphere 
at a given temp. to be predicted.—c.v. 

A nuclear a pa moisture 
content of urley, A. D, 
Block, and M. J. Diamond (Gen. Motors Eng. 
J., 1961, 8, Jan._Feb.-March, 2-6) The aver- 
age moisture content can be measured by this 
gauge in a 3200 Ib batch of sand to an accuracy 
of +0- 05% at a 3% level within 1 min. A 
2-curie Pu—Be neutron source is used.—c. Vv. 

Pattern ms British Steel Founders 
Assoc, (BSFA Bull., 1959, 2, Aug., pp.23). 


pattern-maker in the 
onatien toatl. Coser (Giesserei., i961, 48, 





“> 





(10), 296-297). * 
Gating and risering investment 
Rome (Foundry, 1961, 89, April, 68-72). 
and improvement of 
on nous ductile iron H. O. caer 


jun. (Ironworker, 1961, 25, Spring, 32-33) An 
outline of the gating and risering system now 
being used for ductile iron at the Lynchburg 
foundry is presented, with data on pouring 
time, effective sprue height, calculation of area 
of choke, runner size, ingate area, and of riser 
and riser connexion sizes.—S. H.-8. 

The chill mould temper foundry as ‘casting 
thermal unit’ K. Stdizel (Giessereitechnik., 
1961, 7, April, 113-115) The design and con- 
struction of a mechanical chill mould casting 
assembly in the form of a ‘casting thermal unit 
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is described. This assembly makes possible the 
moving-band completion of the chill mould 
temper casting from the melting up to and 
including the tempering process, within 24 h, 
thus exploiting optimally all conditions 
favouring graphitization. 
The of core mixtures Z. Wortz 
(Prz. Odlew., 1960, 10, (1 yy a 333-340) Quartz 
sand used for uality cores 
should consist of round or onion grains of 
such a size that the permeability of the mixture 
is not less than 100 om*/g/min. The —0-15 mm 
fraction sh be r When using 
eoarser grain, application of ay wy proteetive 
coatings is recommended. As the addition of 
the binders has many disadvantages beside 
strengthening the core the amount and the 
kind should be such as to produce | the greatest 
effect using the t 
When using clay as a pod the more fine its 
structure the smaller its effect on green 
strength, thus kaolinite clay is better in this 
regard than bentonite. The time of curing 
depends on the permeability of the mix, 
amount of moisture, kind of binder used, size 
and shape of the core, and finally the thermal 
— ity and density of bode 4 mixture. 
core-dryi for Sulzer (Brit. Ung. 
Transport, 1961 a Aen April, 290). 
Effect of bismuth a wash on goer tam 


structure and properties of —, 
M. J. Clifford (BCIRA J., Set a 9, May, 377- 


381). 








os uctural design considered from the 
of view of the founder. Part 1. Metall 

F. Kuhndérfer and 
Richter (Giessereitechn., 1960, 6, Aug., 229- 
233). 

Casting of crankshafts Z. Paz (Prz. Odlew., 
1960, 10, (12), 353-359) A review of methods 
used in USA, German, and Soviet Russia. 

Teeming of for moulds in metal 
assombtles 8. Yo siete er 1961, (8), 476). 

The a bottom-half exhaust 
casti mers t L. D. Sparrow (Brit. 
F , 1960, 63, June, 283-286). 


Development ot the woohaaieey oy on 
facture of turntables in machi Pe 


E. Bakovsky Genauiehn, wieeo, Brace. Aug., 
238-240). 

A core binder with BALTOL resin 
8. Kowal (Prz. Odlew., 1961, 11, (2), 55—656). 

Influence of the backing-up material in shell 
moulding M. Klemmer ((Giesserei., Fas ee 
~~ 18, 291-293) Old backing-up 

binder-free sands in the case of tenga 

ene 7 om were discussed and it was concluded 
that no technically-applicable effect on the 
structure of a cast item is obtained by backing 
dag shell with a heat removing coarse mass. 

e use of heat conducting metal oxides and 
metal powders as shell material seems to affect 
the structure of the casting.—. ap 

The use of plastic in castings. 111 
D. Iturrioz (Met. Elect., 1961, 26, 135-146). 

The influence of black-wash on the solidifica- 


tion of Fi vy E. Bakoveky 
(Giessereitechnik, 1960, 6, Dec., 353-358) The 
effect of cooling rate on the solidification of 
white iron is discussed with a view to avoiding 
white iron during production of chill-cast grey 
iron. It is shown that the final mould temp. can 
be increased by a suitable mould wash, thus 
ensuring solidification of the grey structure for 
@ given chemical composition. Further work is 


suggested.—R. P. 
The measurement of the process in 
cast iron H. Grossmann and R. Richter 


(Giessereitechnik, 1961, 7, April, 115-118) The 

design and operation of thermocouples for the 

measurement of the course of pone ser Some pont 
The technology descri 

prevention of disturbances and errors ra 

measurement,—-M. L. 

Surface defects on shell castings 
J. A, Behering and R. W. Heine ( Fonderia, 
1961, 10, (4), 145-153) {In Italian}. 

Defects in steel castings R. A. Boustred 
(Fonderie Belge, 1961, 31, April, 97-105) {In 
French]. 





Pe Keron of foundry work 
(FPonderia, 1961, 

te, ‘Or 155- 166) in Ttalien]. 
Contribution to improvement in the 
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technical relations between foundrymen and 
—o 1961, 10, (4), 129-137) 


VACUUM METALLURGY 


Vacuum T. Thorley (J. B’ham. 
Met. Soc., 1961 » March, 3-14) A brief 
review. ‘aspects are summarized. 


Harders, H. Kn and K. Brotzmann 
uggs Proc. 0. - % 1960, 43, 145-157) 
Fa authors CORED) ves Dortmund-Hérder 
fittenunion cg Sag ber pin mere J pro- 
cess, and review ing experience 

date. Salt: Raeos ot as teagetereents in onder sank 
practice obtained with the process 

are given.—a.F. 


Cree ie sestonting. Seadaly pretecer 
par (Steel, 196 ost, tafy April 3, pits 


pci of aaletiean dees 
cumniier base priefy mr K.-8. 
The casting process by vacuum (v). 


Casting of vacuum in pro- 
duction T. Tejima, K. pos weg 


Ebihara, and Rep. Inat. Phys. 
Chem. Res., 1000, 38, 3), $08--304). oo ee 
Thermodynamic considerations on 


ot 

Ohno (Sci. Rep. Res. Inst., Tohoku Unie., 
1960, 12, pat, 353-367) [In 
xe Be Fe-8, Fe-C-8, Fe-Si-S, and Fe- 
Fie Pit tay Mein Rok Shee between 
desulphurization and the concn. of C and 8i in 
the last three are explained on a phase-rule 
basis. Theoretical data are compared with 
experimental for an Fe-C-S alloy melted in 

graphite (22 refs).—x.£.J. 
and their use in 


furnaces 
the wire industry K. Fritz (Draht, 1960, 11, 
Sept., 617-621). 
Vacuum die-casting H. K. Barton (Met. 
Constr. Mecan., 1961, 93, May, 409-423) [In 
French} 


Descaling of steel by vacuum 
sae. ie wate hae 
of chromium 
nickel (Stahl Eisen, 
1961, 81, ¥eb. 16, Me8-381) The author 
describes a vacuum furnace in which 


not only the container also the whole 
furnace is evacuated, i.e. her Bh bal hata 
ES eee of bue 
tearing of the container processing. 
results obtained with this and the 
industrial septa wet wong “Reed an 
— t annealing o i steel 
descri and discussed.—r.«. 

Saree ree we Se ances ot bat 


yg tat strip in the vacuum furnace 
. Werthebach (Stahl Hisen, 1961, $1, Feb. 16, 
252) Tests for the descaling of hot strip of low- 
carbon steel in the vacuum furnace showed 
that besides a pe as a result of re- 


temp. of 1050°C the acale was not sufficient! 
reduced so that pickling was still req 


Mill soaking pits at works 
. Krucik (ISA Proc., 10, (11), 1-13) This 
soaking t is stated to be the first of its kind in 

; air preheats averaged 
eee cle aoe 1100-1300°F is 
attained. Griscom, Russell, and Schack metal- 
no combustion air leakage {<1%), measure- 
ee ee ae en 
pe co he thee. some sma sumone 

. The layout of the 
aonae Speck ook instrumentation 
—C.¥. 


"Forged furnace design improves efficiency in 
Journal of The Iron and Steel Institute 





November 1961 


batch M , 63, May, 238- 
Se ee ose nth 


are e 

ae ees conga Ouer Oe eaten 
fuel E Dubinskii A. E, Pri 
(Metallurg., 1960, (8), 31) [In Russian). 


Press-fturnace an 
P. Olson (Steel, 1961, 148, May 1, 59) The 
6000 ¢ fo: press and furnace’installation of 
Eaton . at Marion, Ohio, is described, 
and its production is compared wi 





1960, (12), '26-29) The problem of preparation 
of the gas-air mixture before it enters the 
furnace chamber is of great importance. 
solution of this problem would ensure: (a) the 
most rapid br og scerened of a stable equilibri- 
um state in the furnace atmosphere, (6) the 
pessoa <A, and a comparatively equal 
temp. field, and nd te) optimum composition of 
the gas medium and its equal distribution 
throughout the volume of the furnace chamber. 


HEAT-TREATMENT AND 
HEAT-TREATMENT FURNACES 


The heat treatment of iron P. H. Dirom 
(Fonderia, 1961, 10, (4), 167-171) Se tg ed 


J . Hirsh- 

berg ndust. Heat., 1960, 27, Sept., 1846-1850). 
lectric heat-treatment furnaces and equip- 
ment W. Scholl (Zlekirowdrme,1961, 19, April, 


The use of a p See & heat-transter 
studies M. S. Rhodes (JISI, 1961, 199, Nov., 


used in the 

construction of gas wivaag | -treatment 
furnaces G. Pomey (Rev. Nickel, 1960, 26, 
Nov.—Dec., 147-156) The essential qualities 
uired by materials used in the construction 

of -treatment furnaces are summarized. 
This explains the wide use of Fe—Ni-Cr steels 
or Ni-Cr alloys. Then their behaviour at high 
temp., in hardening, car ‘bonitriding, nitriding, 
and’ clldbang atmospheres is studied. This 
leads to the adoption of certain rules for the 
practice of treatment or in choosing the steels. 


—' of on of modified 
Sage wtchelees sheet Mayne (ASTM 
P, 1960, G7), June 30, 150-157) Zerolling 


is @ method b y which the austenitic stainless 
steels can be greatly strengthened and that 
heating to temp. Pag A results in 
additional a ith the addition of Nb 
or Al or both, the strengths achievable are 
high. Procedure and test results 


Metallic thermal conductors for high tem- 
perature furnaces R. Kicffer and F. Benes- 
ovsky (Jahrbuch der Electrowarme, 1957, 217- 
gS gy rg i The Fe geveaged aca wa properties of take os 


aA + 





nodules and their formation can be s 

by ne es the injection operation. This layer layer 

structure co uenced by small alloying 
additions, BA Al, Li, Te.—m.1. 

hardening steels H. UM (B meg 

eyer ‘erg. Hiitten. 

Monatsh., 1960, 105, Nov., 292-301) Previous 

as well as recent hardenability tests are dis- 

cussed and properties obtainable for various 

He a are given. It is concluded that 

ility can be used as a criterion for 

rhe devel development and future of gas carberiz- 

re of gas 
ry be . W. Ruffle (Iron Steel, 1961, 34, April, 


14 2-145). 

induction carburization of Armco iron in 

wid media A. Moszeyzynski (Prace Inst. 

ech. Prec., 1960, 8, (29), 42-48) Tests with 
petrol and ethy! and methy! alcohols were car- 
ried out and methyl] alcohol was found to be the 
most satisfactory medium. Induction heati 
wingund halneabiiivenstalandanmastbeleshel 
to decompose, the resulting nascent carbon 
bringing about the carburization. Compared 
with gas carburizing the case depth was found 
to be the same. The induction method, however, 
offers higher an, end consequent sSocsioe 
up of the ater Furthermore, the induction 
method allows carburization to be | 

The — of carbide Da uri 


the a of nige-aneed steels 
Bojarski (JISI, 1961, 199, Nov., 267-271) 





Treatment, 1961, 28, Jan., 31-36) The author, 
after pointing out that the presence of carbides 
lowers the coefficient of expansion of steel, 
illustrates how carbides inhibit the dilatations 
of the matrix. Warping effects due to varia- 
tions in carbide structure are then considered 
and the article concludes with practical 
applications of the distortion test.—a.H.M. 
Heat treatment and mechanical properties of 
ht wagon wheels M. Yu. Shifrin and §. I. 
Stupel’ (Stal’, 1961, (2), 167-170) The lighter 
section can be heat-treated more rapidly with 
higher strength and ductility equal to that of 
standard wheels. Test pieces should be taken 
near the working surface. 
away Seak-Aeeee Case ee gteee Seat: 9m we 
ing markets G. J anus ation 
1961, 187, March 9, 85-87). 
Influence of heat treatment on mechanical 
—— of cast 10%, chromium steels 8. 
(Hun. Listy, 1961, 16, Feb., 120-128) 
[In Czech] The of r h on the 
influence of carbon content, pouring structure, 
tion annealing, and different para- 
meters of heat treatment of cast 13% chrome 
steels showed that carbon content and temper- 
ing temp. considerably infil d the h 
ical properties. These steels were com 
with steels of other carbon contents and the 
——— at different me _— described. 


SS eee bearings and 
their heat J. D. Tyler and H. J. 
Tucker (Efco J., 1960, 1, April, 2-10) The 

dis- 


special characteristics of this 











point of view of Gare ap saialan taal as 
. furnaces. 


in high-temp behaviour of these 
in various i deal with and in con- 
tact with refractories is dealt with (23 refs). 


(Wire Wire Prod., 1959, 34, Aug., 972-973, 
i deseription of the pro- 
duction and heat treatment of rod and wire at 
the Pittsburgh works of the US Steel Corp. 
(Columbia-Geneva Steel Division).—c.v. 

Heat of finished wire and wire 


ye B. (Wire Wire Prod., 1959, 
Aug., 976, 1030-1032). 


Se eS ee 


for the 

heat-treatment of large forgings S. Ya. Skoblo 
(Stal’, 1961, (5), 476). 
i ot 


Pgrapnite SMSeneil and F Weise 
E and Weiss 
-Wies. Beihefte, 1961, Let 
It wae shown that in melts first slo why 
cooled, 


ules of graphite are formed, a es 
ee ee is due to two 

eastings the rapidly soli oe case- 
hardened layer contains small graphite 


a= 


1-77 


Bi 
ts 


are 
d; the steel mainly used is BSS EN.31 this 
being normally obtained in the spheroidized, 
fully annealed condition; the complete treat- 
ment is: preheating 450-550°, neutral salt bath 
treatment 840-860°, isothermal quench in salt 
180°, cooling and drying in still air, washing 
with warm water tod rinsing with cold follow- 
ed by dewatering in oil, temp. or stress relief 
170°, primary grind and hardness test and 
stabilizing at 150°. The different steps are dis- 
cussed in greater detail and several illustra- 
tions are included.—c.v. 

Precise heat of , thin 
walled rocket cases (Met. Treating, 1960-61, 
11, Dec.—Jan., 2) A brief description is given 
of the ped angen electric furnace, 


capable of isons 10 ft in dia. 
pt gon Pee ing capacity of 
2500000 BTU/h. The Auwey of the 
furnace is 400-2200°F and a tolerance of 


+10°F is claimed.—a.x.n. 

Li gy = hardening of rails on the experi- 
8. V. Gubert, and D. M. Rabinovich (Stal, 
1961, (2), 156-159) Heat-treatment of carbon 
steel by q ing and tempering to strength 



























This layer 


ll allo 


for case 
y. Hiitten. 
| Previous 
s are dis- 
various 


terion for 


| carburiz- 
34, April, 
0 iron in 
race Inst. 
fests with 
3 were car- 
d to be the 
on ae 
the alco! 
nt carbon 
iy sree: 
was found 
|, however, 
; n 
uction 
ized 


ion during 
steels Z. 
_ 267-271) 


istortion of 
iachs (Met. 
‘he author, 
of carbides 
n of steel, 
dilatations 
» to varia- 
considered 


mage oes 

and their 
in their behaviour of metal seals L. F 
( Berichte, 1959, 5, 


V16-251, int). 
T 


ups hardness of high sp speed steel 

R. F. Harvey (Steel, 1960, 147, Oct. 31, 66) 

Mechanical working of M-2 steel during heat- 

treatment, by a process often called ‘hot cold 
hardness 


working’, with increases in and 
changes in micro-structure is briefly described. 
How to select case for carbur- 


ized and R. Pedersen and 8. L. 
Rice poe! J., 1960, Nov., 34-38). 


Use of alloy lengthens 
Ford penkeedban ene (Met. Treating, 1960, 
11, Dec.—Jan., 16) A load of 252 lb of steering- 
ot parts is carried in a tray, carburized at 

670°F, and then hed in oil. B of 
the thermal shock, cast trays failed, and these 
were replaced by trays fabricated from T 
330 alloy bars. It is claimed that the life of t! 
tray is thus increased by a factor of three. 

Heat treatment of bearings (Jron Steel, 1961, 
34, March, 90-91) A completely automatic 
heat-treatment line for carburizing, annealing, 
hardening, and tempering has been installed by 
AEI-Birlec Ltd, at British Timken, Daventry 
East Works. This is described and illustrated. 

Multiple-step heat treatment of raiiroad 
roller bearings in completely automatic con- 
tinuous cycle (Indust. Heat., 1961, 28, Feb., 
248-260) The Timken Co.’s Columbus plant 
is described 


“te f carburizing. 111. Furnaces 
= 


for ng 
Holeroft (Indust. Heat., 1961, 28, Jan., "to-88) 
Particulars are given ‘of furnaces for high- 
temp. carburizing, viz. rotary, roller-hearth, 
conveyor chain, batch-type, and pusher furn- 
aces, and of hot oil-quenching installations. 
Carburizing and carbonitriding in exposed 
element furnaces C. H. Stevenson (Indust. 
Heat., — 28, eye ee To =, elec- 
trical leakage as @ it of soot deposition, 
furnaces are operated at 6 W. The Ni-Cr 
elements are coated with enamel to prevent 
attack of the alloy by the furnace atm. Data 
on furnace design are given.—K.E.J. 
Induction hardening (Iron Sicel, 1961, 34, 
March, 105) An automatic induction 
ion is now in use at British Oxygen 
66! Edmonton. It is at present 
pe sey A case-hardening short shafts and 
through-hardening bushes, but eventually is to 
be used for a much wider range of components. 
It is of the valve oscillating type, the induction 
heater delivering rf power at a frequency of 
250 ke with a max. continuous output of 
30 kW. The shaft-hardening machine can 
handle shafts up to 4 ft long and rates and 
distances of traverse are variable so that the 
parts of a shaft at different 
= The quenching is described.—c.v. 
he theory and of nitriding A. 
Goftey (Eng. Elect. J weer iT, March, 43-48). 
On the treatment of 'p 
steel 8S. Kechine® K. Tanaka, and A 
(Ni Kinzoku, 1960, 24, July, 430-432) 
In Japanese] The optimum treatment was 
‘ound to be nitriding (in the prop nga f 
NS 350) at 500-570° for 30-60 min, an 
ness and thickness of case were an 
The decarburization of steel wire P. Fischer 
(Wire Wire Prod., 1961, 36, March, 336-339, 
383-385). 
ag 





of cast iron with spheroidal ite were sur- 
face hardened (to a depth of 1-5-5 mm) and 
the multiaxial stresses were determined by a 
suitable combined procedure of boring and 
turning. The data for axial, » and 
radial components of the stresses are 

together with the resulting comparative 


depth of the case-hardening 
th.—M.L. 


J. ad Lynch Ang 9 Prog., 1961, 79, March, 78— 


81). 
conecinn eas® -Angott A.G. (Wire Ind., 
raun- tt tre 
1961, 28, March, 285-286). 

PR pearlite blackheart malleable iron 
castings Ley’s Malleable Castings Ltd (Metal- 
lurgia, 1961, 63, March, 115-116). 

How Forst heat-treat broaches D. Fish- 
lock (Metalw. Prod., 1961, 105, May 10, 78-81). 

F feot long generator rotors heat treated 
in vordanh tursbone (Indust. Heat., 1960, 27, 
Sept., 1816-1824) At United States Steel’s 
Homestead District Works, the rotors up to 
60in dia. are heat-treated vertically in seven 
furnaces; the installation also has a quench 
greed and an upending cradle.—x.=.J. 

adjusted during open coil 
enum ccotretied gas-metal reac- 
tions Lee Wilson Engineering Co. (Indust. 
Heat., 1960, 27, Sept., 1864-1870) Open-coil 
annealing i is used to produce drawing- aap 
and tin plate-temper sheets. By adjusting the 
atm, the steel composition may be changed, 
and the process is in use for ‘direct-on’ enam- 
elling steel. Other possible uses are to improve 
properties of silicon steel, to restore surface 
decarburization and to improve hardness and 
strength.—x«.E.J. 


tel cher Oh Gecut Thte tie 
iron carbon R. Speich (Trans. Met 


Soc. AIME, 1961, 221, April, 417-419) A high 
Boies Fe-C alloy (0-88%C, 0-095%Mn, 
016%Si, 0-005%8, and 0-002%P) was used 
and specimens were heat-treated in a commer- 
cial hot stage modified for rapid quenching 
which permitted direct observation of the for- 
mation of surface hite. A vacuum of 10-¢ 
to 10-* mm prevented oxidation or decarbur- 
ization of the specimens. 8 ens were 
austenitized for 30 min at 1 100° and quenched 
to a series of lower temp. where they were iso- 
thermally transformed. Surface hite was 
observed to form at 700, 750, and 780° but not 
at 825, 900, or 1000°. The significance of these 
observations is discussed and microscopical 
examination of the speci 
indicated that the rate of surface graphitiza- 
tion was markedly sensitive to the orientation 
of the austenite; the rates of graphitization on 
either side of a twin boundary were so different 
that in some cases the twinned area appeared 
completely graphitized while the untwinned 
area was completely free of ite. In some 
instances where the bulk of austenite grain 
was not graphitized, heavy graphitization was 
found in the thermal grooves of existing or 
former boundaries where the contour of 
the lace was altered. This is examined in 


furnace 
an of cold worked —_ in 
nealing S 4 7 eee 
(Stahl Hisen, 1961, 81, Mach 16, =e 
From a diagrams for oxygen- 
carbon-involving reactions the ity of 
reactions 


certain 
of steel in ve atmospheres is 
yoann Tests on bell-type and continuous 


furnaces F. 

(Stal’, 1961, (5), 461-464). 
Best heat-treatment for PH stainiess steels 

D. C. Ludwigson (Prod. Eng., 1961, 32, May 8, 


32-34). 
gt heat treatment at Consett (Jron Steel, 
1961, ~ 136-138) The batch type 
normalizing and tem; furnaces 
by Gibbons Bros. of Doaiey ae 
their layouts — shown. dimensions 
and operating data are provided.—c. v. 
Preheating and normalisa- 
tion (Dansk. Tekn. Tidsskr., 1961, 85, April, 
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81-86) The preheating temp. is determined by 
carbon tent and ing elements fa’ 
jompere tay, thickness of plate, and 


influence of the anneal 








side rails for hardness A. O. Smith 
Corp. (Iron Age, 1961, 187, April 27, S05), 


FORGING, STAMPING, DRAWING 
AND PRESSING 


Automated system parts without 
get 961, 187, May 11, 


116-118) A «x 
Foe Bh iated tat the Aime 








et comin technology in 
Czechoslovakia E. Skrabal (Czech. Heavy Ind., 
1008, (9), 2-4). 


utomatic siug line for cold forging 
je ne era’ +108," March 29, Rotel) “Geld 
orging ve ui nt to 

pared steel blanks of —alioeen' ape ae 

a ache . This forms part of ti 
lforg’ set-up led, , serving the dual pur- 
providing @ cold forging service to 
Induntry and service as a demonstration unit. 
ing of steel! Saarlaendische Werk- 
=e aschinenfabrik W. Nothelfer 
on ~ “(Machinery Lloyd, 1961, 33, Jan. 14, 


tg Griffiths (Sheet 
Met Ind. l, Big Feb., 139-13. 

Basic features of the cold Deo. 
A. M. Oh ie (Met. Treatment, "Too, ef, 
480-486 © author classifies and 
cold- ‘forging machines and then Seale with the 
coquanee — The limitations of cold 
‘orging are t isted together with the 
materials suitable for the . The article 
is concluded with comsidonndous of design 
dra and i —~A. HM 


H. J. Merchant (Met. Treat- 
ment, 1961, 28, Jan., 14-18). 


trgag ano rane teats ene 1960, Py 


Alloy research Sree te loos (Can. 
Mines, Becnth nd Seo 
1961, 1) Further work on a new MOV eteci 


for naval steam turbines for use at 565° is 
be carried out. The first heat-treatment 
inelud “ 
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@ sati combination of creep and impact 

treatment included temper- 

en 675° and 690°. The former gave high 

creep but only borderline impact 

values while the latter gave the optimum 
combination of both.—c.v. 

Pot J.R. 


broaching produces external forms 

: her (Metalw. Prod., 1961, 105, Jan. 25, 59- 
). 

steels for the manufacture of 
steel screws H. Wed! ( Draht, ome 

11, Aug., —— The ‘old working ‘are 
manufacture of screws by are 

reviewed, and their properties are 


in 
W. Bye (Hurop. Masch. Markt., 1961, 11, 
March, 18e-2le) The new techniques of 
explosive forming, fluid forming, tube-in 
strip, extrusion, m forging, and cold- 
f pele» pee reviewed.—-8. H.-8. 


“eM ce ei A “4 1960, 186, 
pg ron Age, ’ 
Nov. 10, 176-177). 

Control 


operations (Sheet 
Metal Ind., , 37, Nov., 799-807, 830) A 
—— wo recentl 


installed at the 
Birmingham works of Fisher and Ludlow Ltd, 
for the control and analysis of press operations 
is comprehensively described. A description is 
given of the control equipment and examples 
given a analysis, re — — 
mation for management, an y-to-day an 
long-term planning and control. It is claimed 
that since the system was installed press 
down-time has fallen and operating efficiency 
improved.—a.H.M, 
cold pressing methods D. Gales and V. 
Dudas (Met. Constr. Masini, 1960, 12, (12), 


1117-1123). 
for press tools A. C. Shaw (Sheet 
Metal Ind., 1961, ‘arn Jan., 43-48) The author 
discusses tool materials under the headings of 
epoxy resin, zinc-base alloys, Al bronze, and 
tool steels. The development of these materials 
is considered and cost yom nape given. The 
—- then deals with - lems of lubrication 
aune pecans and concludes by giving a set 
of basic rules for the successful application of 
ag Posey si ta ye seme —A. HM. 


in the manufacture 
ot slotted iv Harting (Sheet Metal Ind., 
1960, 37, Dec., 886-890). 5 


of clock springs 
Fishlock (Metalw. Prod., 1961, 105, March 1, 
64-56) Methods of o ration at Smiths Alarm 
Factory, Wishaw, ) soos , are briefly 
ee illustrated.—s.H.-s. 
ee unto at the Beacon Works 


int abe tee Pressings Ltd (Sheet 
jo abot 37, Nov., ee 
Production procedure aed Beacon Works 


of John Thompson Ltd (Sheet 
Metal Ind., 1960, 37, Dec., tw ' 


Sheet metal data sheet. 12. Production of 
ees. W. Langton (Sheet Metal Ind., 1960, 
37, Dec., 917-919). 


i in punches for cyli 
deep J. F. Wallace (Sheet Metal Ind.,) 
1960, 37, Dec., 901-904) Various methods of 
improving the limiting drawing ratio are 
surveyed and a description given of a low-alloy 
steel punch, knurled over the whole drawing 
surface. High drawing ratios are claimed by 
using this punch.—a. #.M. 
installation for the preparation of steel 
for cold Cold Forging Lid 


blanks for 
re ni 1961, April, 189-190). 
hme) ra H. Stern and 
J. Te oe T. Green (Proc ME. Preprint, 1961, 
3-18) The various factors euninitine to the 
slowing up of forging presses are reviewed and 
appropriate adjustment, maintenance, re- 
design of valves, ete., are to counter 
this, The importance of parallel development 
of manipulators is stressed and the controls of 
press and manipulator should be interlinked 
80 as to develop automatic operation. Numer- 
ous factors influence the choice of drive but 
each case must be judged individually since it 
greatly ip ye on the nature of the forging 
eycle and the required performance.—c.v 


-—A Technical Survey. Wheel and 

ante plat on Coal Trades Rev., 1960, pp.218, 
158). 

A new cold forging press Cold Forging Ltd 


(Auto Eng., 1961, 51, March, 116-117) A 

British-designed and built press is described 

which has been speeially developed for * rapid 

stroking and multi-station t . The d 

— to the Colforg Type P 300 and P 302 
ven. The former has a working pressure 
t; the — _ t.—c. Vv. 


* Gouing the with simultaneous 
—_—-! Skoblo (Stal’, 1961, 
“s 440) A note - Zhdanov. 


resting sets made from heat- 


‘etrov (Obrabotka zharo- 
eae was pyre and the techno 
o 





f= de® tare 1960, 75-78) The 

ical process evolved for the cold upsetting 
bolts and rivets made from steels E169, 
1Kh189T, 38KhA, and others. The d was 
worked out for upsetting tools fitted with hard 
metals and also for hard-metal inserts for 


— pe iii aie iii ” 
, ngs 
blades by the hot method M. Ya. 
Kuleshov (Obrabotka zharoprochnykh splavov, 
Moscow, 1960, 79-86) Factors studied include 
the cep process of producing die 
forgings of blades, the actual forging, heat- 
treatment of die forgings, and the useful life of 
dies. Western practice is reviewed and also 
new technological processes under develop- 
—A.I.P. 
“ie line R. H. Eshelman 
dea Age, seer. 1 fay 4, 90-92) Three 
press-forging lines agg ony the former batch- 
rocessing system in t! rysler | Forge Plant 
tt New Castle Ind., with r es a 
advantages and economies are described. 

Universal presses M. Z4k (Czech. 
H Ind., 1960, (9), 30-35) The paremeters 
of LU universal single-point, LUD universal 
double-point, high-speed double-point, and 
a four-point presses are given and discussed. 

The design of some of the main mechanisms is 
reproduced and automation has been kept in 
view in the layouts suggested.—o. v. 

Forming at high F. Hrazdil (Czech. 
Heavy Ind., 1960, (9), 5-13) This paper is 
specially devoted to the study of the use of 
explosives. are showing 
the relationship between the formi force, 
reduction and speed of cold extrusion for steel 
and aluminium, and the mathematics of the 
critical velocity are discussed.—c. v. 

High-energy-rate forming of close-tolerance 
parts Convair; General Dynamics Corp. (Air. 
Prod., 1961, 23, March, 80-86) This is a generic 
name given to high-velocity, high-impact pro- 
cesses developed to new and difficult 
alloys; it includes explosive methods of form- 
ing. The process here dealt with applies the 
piston/cylinder principle the required forming 
pressures being obtained by gas pressure. Parts 
produced by this process are illustrated and 
discussed. An electromagnetic-energy unit, 
‘Magnopak’, employs magnetic forces to form 
and fuse metals; the power developed is very 
great and the action takes place in millionths 
of a second. The electri energy from the 
power supply is fed into and stored in capaci- 
tors and the concentrated electro-magnetic- 
force creates a powerful magnetic field when 
released. To convert this into mechanical 
energy, it is necessary to dissipate the electric 
current rapidly enough to accomplish work in 
the short time during which the magnetic lines 
are flowing. Parts finished by this method are 
stated to save more than 60% in material, 
50% in tooling, and 75% in machining. Com- 
= close-tolerance forgings are produced 
iterally to size; complicated extrusions are 
foreed through a die; intricate shapes are 
formed.—c.v. 





ee at ——s r 





Explosive forming (Air. Prod., 1961, 23, 
— 122-123) A method of explosive forming, 

opted by the Ryan Aeronautical Co. of San 
Diego, Calif., using epoxy-faced concrete dies 
to produce large components between 50 and 
200in dia., is descri 

Explosive forging v. Philipchuk (AMC 
Techn. Rep. 59-7-694; PB 161457, 1959, Oct., 

pp.18). 

The drawing of stainless steel and nickel 
chrome alloys Paroxite (London) Ltd (Wire 
Ind., 1961, March, 261, 286) Various ex- 
riments carried out in conjunction with 

uel Fox and Co,’s Stocksbridge wire 
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d ent with the object of finding a suit- 

able lubricant resulting in an oxalate coating 

under the trade name of BX are reported with 

advantages claimed for the new method. 
Viscosity lubricati 


of ng 
effectiveness during the drawing of steel strip 
VY. I. Konoplina (Kuznechno-Shtampov., 
(12), 8-9) The effectiveness of lubricants was 
assessed according to the drawing force present 
during the die-forging of steel strip. Dra 
force was determined on a die device, design | 
for drawing steel strip with a cylindrical samen. 
Hollow cylinders were cie-forged from grade 
08kp ——e VG stee: dises 76 mm in dia. 
and 1-22 ick. Investigations showed that 
with an increase in the viscosity of ‘gun’ lubri- 
cant, thickened with talc, the drawing force is 
lessened during the die-forging of cylindrical 
parts, and the effectiveness of the lubricants 1s 
uently increased.—a.1.P. 
of rod to wire for cold 
R.C, R (Wire Wire Prod., 1959, 


34, Aug., 949-951, 1016-1019). 
Fundamentals of wire drawing. 1 C. P. 
Betioen (Wire Ind., 1960, 27, July, 693, 


695-701). 
Production of stainiess steel wire G. C. 
1 (Wire Wire Prod., 1959, 34, Aug., 
954-957, 1028-1029) The necessity for quality 
and precision is st 
Ben ee 
ont 
drawn wie M Martin, H. Koch, and ° 
Fischer aeehd 2 Eisen, 1961, 81, March 16, 349- 
356) It was found in the studies that drawing 
force and drawing temp. decreased with 
increasing back tension. This effect increases 
with increasing drawing angle and increasing 
tion in cross-secti The finished wires 
showed higher tensile strength for higher back 
tension, whereas reduction of area and 
bendability are reduced only slightly.—t.«. 
An improved method of production for 
flattened strand wire Larmuth and 
Bulmer Co. (Wire Ind., 1961, 28, March, 281- 
282). 
The development of the design of wire reels in 
Germany and other cou . Part WP. 
Griiner (Draht, 1960, 11, Sept., 606-612). 





Some t —b cha Bey Beg! By 9 
coils J. W. Bleakley (Wire Ind., 1961, 
March, 269-272). 

Reducing the of rejects in the 

auastaatee for t ih wire 
M. A. Tylkin, V. A. Nikitskaya, and G. N. 


Burkhan (Stal’, 1961, (5), 448-451) About 50% 
of the low-carbon steel rod for telegraph wire 
is rejected for failures in bend test or conduc- 
tivity. This is traced to faults at the steel- 
making stage (composition) and to rolling 
faulte. g, slow cooling, and ageing as 
well as high-temp. tempering reduce the 
amount of rejects. he steel should contain not 
more than 0-09%C and 0-40%Mn 
A brief su of wire rod defects—their 
occurrence and n G. Earnshaw (Wire 
Ind., 1960, 27, July, 681, 693-685, 706-707). 
Experience in the cold extrusion of steel 
Yu. F. Filimonov (Kuznechno-Shtampov, 
960, (12), 1-5) Results are presented of 
laboratory investigations and the introduction 
on an industrial scale of cold extrusion pro- 
cesses for six different tractor parts. Equip- 
ment and processes used are described, and 
quality indices are given of parts made from 
various grades of steel. Preparations are being 
made for series production of two of the parts. 


ROLLING MILL PRACTICE 


Formula for ‘spread’ in hot flat rolling 
L. G. M. Sparling (Proc. IME, Preprint, 1961, 
30-37) A mathematical approach, the formulae 
of Ekelund, Wusatowski, and Hill being com- 

. Tables are provided showing the results 
obtained with hot flat rolling and the compari- 
son of the experimental and calculated results 
using the three indicated formulae these being 
compared with that now posed.—c. v. 

urgapur A Technical Survey. Survey. Rolling mill 
pliant (ron Coal Trades Rev., 1960, pp.218, 
95-120). 

A — of conditions for ng up the 

pressure treatment of metals S. Ya. 
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960, pp.218, 


vetale 5 Ye. 


Skoblo (Stal’, 1961, (5), 440) A note from 
py nem 


power and ue in 
PB nage In of the beatocenn 
resistance W. Dahil, E. Wildschiitz, and J. 
Langer (Arch. Eisenh., 1961, 32, April, 213~ 
219) Rolling power and torque measurements 
were performed on three steels in the temp. 
range 900-1 200°C, at 10, 20, and 40% defor- 
mation and at 5-100 sec"! deformation rate. 
The results are com with the Sims theory 
and are discussed. The deformation resistance 
increased as a function of the deformation rate 
(13 refs).—™m. 1. 
Wear resistant materials for the rolier-train 
mill I. F. Prikhod’ko, V. P. Fedin, 
. Ivanov (Metallurg, 1960, (8), 27- 
31) {In Russian) A series of experiments was 
po eye pe in 1948-59 testing the resist 
wear of cast iron rollers of varying com 
tion faced with different alloys. A enhie of 
facing electrodes are s) ied. The iron used 
had the composition: Chi led: 3-2-3-4%C; 1-8- 
2-5%Si; 0-5-0-9%Mn; 0-3-0-8%Ni; 0-8- 
1-10%S; 0-17-0-25%P; Cr; 2-2-2-8%C, 0-25- 
= ‘35908, 0-4-0-7%Mn, 15-16%Cr; 0-7- 
9%Ni; 0-09%S; 0- *25%P. Tables are given 
a hardness and ‘corresponding service life in 
tons of metal conveyed. 

Rolling spring steel L. V. Andreyuk 
and Ya. B. et (Metallurg, 1960, (8), 
20-23) [In Russian) Special rolls are suggested 
for the 300 mill at the MMK, which can also be 
used for a number of other purposes when a 
precise arrangement of rolls is required in an 
axial direction with no appreciable axial 
stresses. 

Inland’s new automatic slabber E. R. 
McGaughey and R. J. Beeswy (Iron Steel Eng., 
1961, 38, Feb., 105-125). 

The throughput of blooming mills and its 
characteristic quantities P. Stoker (Stahi 
Eisen, 1961, 81, March 2, 284-294) The 
through "9 of blooming mills i is discussed and 
a simple formula developed incorporatir 
weight of the ingots and frequency at whic 
the ingots enter the mill. This frequency 
depends on the weight of the ingot—there is an 
optimum weight with respect to throughput— 
and the number of passes and, of course, on the 
layout of the mill. The throughput of a mill 
with a rolling force of 1000 t is presented 
graphically for a range of cross-section sizes. 

The Austrian Alpine Monbau Company’s new 

section mili J. Hobenreich (Acier, Stahl, 
Steel, 1961, 26, May, 216-218) [In French] A 
new light section mill is now being installed at 
Donawitz in Austria. It comprises a continu- 
ous wire mill and a combined bar and rod mill. 
The steel structure of the mill shop is described 
in detail. 

im of the production of carbon 
steel rails S. Ya. Skoblo (Stal’, 1961, (5), 414) 
A note from Zhdanov. 

Sy ig ge of high-manganese 
rails P. S. Plekhanov, V =z ane anil. A. 
Kritinin (Stal’, 1961, (5), 423-425) Successful 
rolling after a hom zing anneal at 1050- 
1100° is described. Their quality as-rolled is 
satisfactory. Work on the treatment of the 
ends is still going on. 

Experience with a universal stand of a rail 

ing mill N. G. Nefed’ev (Metallurg., 1960, 
(5), 29-31) [In Russian] At the Nizhni Tagil 
Metallurgical Combine, the rolling is carried 
out as follows: One two-high reversing mill 
(900 mill); two three-high stands (800 mill), and 
instead of the normal finishing stand, a uni- 
versal four-high stand, with some special 
adaptations which are described. 

improving the process and technical 
and economic indices in the manufacture of 
lightened sections 8. Ya. Skoblo (Stal’, 1961, 
(5), 439-440). A note from Zhdanov and 
Azovstal’. 

Assessing the reserves of power and in 
the rolling of rails on the 800 mill train 8. 
Skoblo (Stal’, 1961, (5), 439) A note from 
Zhdanov. Uneven distribution of pressure 
among the rolls was found in the present 
—s ce and it is recommended that 

be redistributed more evenly. 





oe sections from special alloys 
Skoblo (Stal’, 1961, (5), 490) A note * from 


Zhdanov jointly with the Stalin Metallurgical 
Works. The necessary data for worki we 
heating schedules has been d 

some ee rolling of a high-Ti Am 


er been tee by No details). 
the new — the lock- 
i reallar of the 8. 5-20 wheel on he continuous 
P. I. Kopytin (Stal’, ioen li 425-428) 
The calculations for the 12-stage rolli rocess 
on a 15-stand mill are given. Su con- 
tinuous rolling is being carried out. 

Quality control in sheet production English 

ponare Co. Ltd (Metallurgia, 1961, 63, April, 
). 

Rolling with increased reductions M. M. 
Gorenshtein and V. I. Pogorzhel’skii (Stal’, 
1961, (4), 343-344) A discussion of previous 
articles by Murov and by Kozhevnikov and 
Shternov (idem, 1960, (9)). It is pointed out 
that practical conditions differ widely from 
those of laboratory studies. The use of smooth 
or of grooved corrugated or knurled rolls is 
debated and proper knurling is recommended 
for high reduction ratios. 

The use of computers in works making flat- 
rolled ucts P. Bouchaud and R. Feroldi 
(JISI, 1961, 199, Nov., 262-267) [This issue]. 

High quality sheet steel G. Hans (T'echnische 
und Wuasenschaftliche Berichte der August 
Thyssen-Hiitte, 1959, 1, 171-174) Methods of 
manufacture, specifications, properties, degree 
of roughness for various surface treatments, 
and material selection are reviewed briefly. 

Modernization of Steeiton’s 20-in mill R. M1. 
Weigle (Iron Steel Eng., 1960, 37, Dec., 163- 
107) The new 28-in mill and a new 3-zone oil- 
fired reheating furnace installed at the Steelton 
plant of Bethlehem Steel Co. are described. 
Quality and yield have been improved and 
bloom sizes have been mere meme 

Automatic preset screwdown control 
Steelton’s 28-in mill G. D. Nicolson (Iron Steel 
Eng., 1960, 37, Dee., 108-113) The high- 
accuracy analogue system, permitting reduced 
manipulation by the operator combined with 
accurate screwdown control, is described, with 
a wiring diagram of the control system. 

Selection of ingot and slab sizes for the 
modern strip mill W. W. Brown (‘Flat rolled 
products. II. Semi-finished and finished’, Inter- 
science Publishers, 1960, 6, 23-39) The many 
factors are discussed; these are divided into 
separate groups. Formulae are provided for 
the calculation of ingot, slab and coil weights 
and data used to calculate weighted ingot 
weight, coil weight, yield and side reduction 
for specific mould size are given.—c.v. 

Salient features of Armco Steel's new hot 
3 mill, Butler Works ©. H. Roberts and 

. Kilgo (Iron Steel Eng., 1960, 37, Dec., 
83-96). 

Precision » aes of fiat gave with small 
diameter rolis M. E. Sendzimir (J. 
Australian yo Met., 1960, §, Nov., 187-200) 
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finishing train; calculation of the magnitude of 
forward slip in each stand between work rolls 
and strip; possibility of existence of slip 
between mating work and backup rolls; deri- 
vation of nomograms relating initial slab 
dimensions to ro time on the reversing 
roughing mill, entry temp to the finishing 
train and head and tail ond jo temps 
after the conti Zz 
instrumentation for hot strip. mill test 
im N.S. Wells (Jron Steel Eng., 1960, 37, 
Yov., 90-95) Instrumentation used in the 
programme described in the paper ‘Analysis 
of operational factors derived from hot stri 
mill tests’ (see previous abstract) is descri ‘ 
features of rolling with the rolis 
screwed down beforehand D. I. Suyarov, M. A. 
Benyakovskii, and L. G. Chubrikov (Stal’, 
196i, (4), 336-339) The advan of rollix 
under such conditions that the sides of the ro 
penapton remain in contact, and the effect of this 
7 and uniformity are discussed 








hanisation and automation of 
the fi ng section of the continuous 300 strip 
mill P. I. Solov’ev and A. I. Merenkov 
(Metallurg, 1960, (11), 24~28) [In Russian] All 
the operations of the finishing section: coiling, 
transfer of the coils, binding, king and 
delivery to store are fully AE ec and 
automated. Detailed description is given with 
drawings, layout and measurements. 

Cold rolling mill expansion in New Jersey 
(Engineer, 1960, 210, Oct. 14, 251) The Athenia 
Steel Division of National-Standard Company 
of Clifton, New Jersey reports that the works 
can now supply flat steels, 16in wide and 
0-072in thick to tin wide and 0-000lin thick, 
in coils of 5000 Ib. Flattened round wire jin 
wide and 0-065in thick and 0-Olin wide and 
0-00lin thick in 1000 Ib coils is also produced. 
Processing speeds have been increased and 
parallel] lines are used so as to make more 
effective use of equipment and manpower. 

Cold roiling of tinplate on a continuous five- 
stand mill V. Kh. Faizullin and E. V. Shubin 
(Stal’, 1961, (4), 333-336) Modification of a 
mill designed for hot rolling for the cold rolling 
of tinplate by improved lubrication and cooling 
ofthe rolis increased output and reduced waste. 

Tensiometer regulates cold mill strip tension 
(Iron Steel Eng., 1960, 37, Dec., 204) A new 
indicating and regulating tensiometer for con- 
tinuous direct measurement of strip tension 
in all types of cold rolling mill has been deve- 
loped S Allis-Chalmers Manufacturing Co. 
The pressductor is used as the temp. measuring 
transducer, and tension can be measured over 
a wide range of strip speeds up to 800 ft/min 
with no moving parts except the rotation of 
the tension measuring roll. 

The nature and origin of defects in billets 

used for rolling seamless tubes ©. Pejéoch and 
M. Zidek (Hutnik, 1961, 11, (2), 59-74) [In 
Caos} Prevention and removal of defects are 
od in the light of the authors’ own re- 





The author describes in detail the Sendzimir 
planetary hot-strip mill and Sendzimir cold- 
strip mill, discussing the rolling theory in each 
case and or their fields of application. 
The possibility of combining these mills with 
continuous casting of slabs in one continuous 
—, is mentioned.—a. F. 

me problems relating to hot-strip mill 
operations S. Hosok: (J. Australian Inst. Met., 
1960, 5, Nov., 201-208) A brief description is 
given of the hot-strip mill at Hirohata Works 
of Fuji Iron Steel Co., and difficulties ex- 
perienced in the control of hot- -strip surface 
finish and metallurgical properties are dis- 
cussed. Particular attention is given to rolled- 
in scale and to problems associated with roll 
wear and temp. control.—@.F. 

a factors derived from 
net strewn. wea nae (Iron Steel Eng., 
roe. , Nov., 77-90) A description of work 
carried out at the 56-in hot strip mill of the 
Hamilton Works of the Steel Company of 
Canada, with the aim of improving the 
ductivity of the mill. The investigation, which 
is described in detail, and which was carried 
out mainly by the Syracuse University Re- 
search Institute, consisted of: accurate 
measurement of interstand strip speeds, and 
hence the actual drafts taken in each stand; 
derivation of an equation relating roll t- 
ing force to several rolling parameters for the 


pe carried out in the Klement Gottwald 
Steelworks in Ostrava, Czechoslovakia.—-?.¥. 
Manufacture of from a killed 
of steel, with a t 
G.N. Oiks, 8. A. Sharadzenidze, <. A. BSvet- 
litskii, 8. I. Malyshev, K. K. Lolua, and B. I. 
Mindlin (Stal’, 1961, (4), 304-307) The process 
is discussed and recommended. Quality re- 
remains the same with economic advantages. 
Pn oe peg mag ge oo ba 
indices of the stand the 
continuous installation 8. I. v (Stal’, 1961, 
(4), 366) Various improvements in profile, the 
use of rotating mandrels and the use of a 
Cr—Mn steel are very briefly indicated. 
of a single plug mili A. 
Duennewald (Iron Steel Eng., 1960, 37, Dec., 
123-124) An outline of the operation of the 
Mannesmann automatic seamless mill making 
44-10jin casing and 4-10in linepipe, with, 
reference to the reasons for the redesign of the 
plug mill and its main characteristics. 
Mechanization and automation of the with- 
drawal of the rods on the continuous 
pipe rolling mill M. G. Berdyanskii, I. I. 
rodskii, V. P. Voinov, B. A. Gnilenko, V. A. 
Grinval’d, and G. Ya. Kryukov (Metallurg, 
1960, (11), 30-33) [In Russian} Operations 
earlier carried out manually are now auto- 
mated: return of trolley, gripping the rods, 
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attaching the hook on the endless conveyor, 
rods into the cooling tank, 


Magnetic in ~mill drives E. 
oe So 


of rolled stock 
ye ge a P a (Hutn. Listy, 1961, 16, 
bv = resi) A A survey is made of the 

pment of production programmes in 

Czechoslovakian shape mills from 1937 to 
1965. New innovations are described and 
others recommended to ensure future yield and 
operation.—-B.8.¥F.C. 
Mill (Engineer, 1961, 211, 


The problems of ay rowed uality thin iron 
1. Frantiu (Met. Constr. Masini, 1960, 12, (11), 
peta Sy ny aaa wand ge oe conpend grog uced in 

Rumania, were found to be r in surface 
quality egg low in mechanical and technical 

es. Some improvement can be made by 

closer co-operation between producer and 
consumer, jially as far as knowledge of the 
former’s possibilities and the latter’s require- 
ments are concerned. Existing mills can be 
improved by ‘ecting the annealing furnaces 
and by in ucing cold-rolling.—m. L. 

Lubrication at the hot rolling mill of Aican 
Industries Ltd (Sci. Lubr., 1961, 13, 17-21). 


Consett Plate 
Jan, 27, 108-111). 


The continuous steel rolling mill of 
Hoesch-Westtalenhiitte A.G. ( , 1960, 11, 
Aug., 478-190). 


applies simulator to guide tin- 
plating line Industry Inc. (Iron Age, 1961, 187, 
arch 16, 114-115) An electronic tin-line 
simulator, consisting of a circulating cell, a 
conduction eo ed system, and pina are 
comparator, w sets eters for 
current density, velocity of stri prt. .~ 
temp., reflow current, reflow cyc a quenching 
time, and brilliance of oes. is presented. 

Rolls as guide elements in steel eat nt 
wire rolling mills E. Kemaner (Doahe, 1961, 12, 
Jan., 13-15). 

ae ey of the — trains of the 
Saint-Etienne works of Cie des Ateliers et 

Hap ool de la Loire G. Namy (Rev, Mé., 1961, 
, 45-54). 

Grinding opens new market E. 
Cleborne (Steel, 1960, 14 bot 24, 98-99) A 
combination of careful stri lling with some 
new techniques in pe a grinding, turn- 
ing out thin- foil strip with tolerances of +3% 
on 0-00lin thick material, with product hold- 
ing thickness variations across width to less 
then 0-005in to meet aircraft and missile speci- 
fications, with resulting production and 
economic advantages, is presented.—s.H.-s. 


continuing preere hy technique (7 —— 
progress in ecn. 
1961, 39, Jan 49-54) (In Spanish) The opera. 


tion of the wage st mill is described in detail. 


ot cola rolling trains Hl, Niederstein, (Bien 
rg Fee H. Niederstein (B 
— be corsa 91) The basic types of rollin 
meerned with cold rolling are review 
Eagecialy considered were two-high, four- 
multiple-roll rolling mills, covering 
their advantages and disadvan as well as 
the range where they may be ——M.L. 


Review of ‘The of mechanical . 
WA, Teetyoner ons K seat (on 
Metallurgizdat, pp.86 L. I. Polukhin, V. I. 


, and V. P. Fedin (Stal, 1961, (2), 


“ae oa seinen eet D. Roach and AM 


Hall (Mat. Design, E .» 1961, $3, Feb., 
110) of ly cold-reduced austen 
itie stainless sheet steel have been collected 
from various sources. AISI 301 (17Cr—7Ni), 
MicroMach, 301N (17Cr—7Ni), AISI 201 (Cr— 
He a and USS Tenelon and 17-5 MnV (both 
igh Mn) steels are examined and discussed. 
shapes a better dise R. Cogan and 
K. W. Stalker (Steel, 1960, 147, Oct. 31, 64-65) 
A cold-rolling Se Prodasing high 
strength discs in practically any material 
available in sheet form, ‘with improved 
physical properties, reduced material waste, 
and production time, is briefly described. 
Automatic met gw and tension control on cold 
reduction Richard Thomas and Baldwins 
(Iron Coal Trades Rev., 1961, 182, Feb. 24, 
401-402) This new system has been devised at 
Ebbw Vale. The i ttendant upon 
the use of a contact micrometer have been 
eliminated and an X-ray thickness gauge is 
now used. A schematic ep oom of this 
layout for a five-stand mill is shown. There is 
no automatic change in sampling time in line 
with the speed of the mill. "in the event of 
faulty operation, mill trol is left in such a 
condition that the operator, receiving warning 
of such a@ failure, can take over and carry on 
with normal manual operation which can over- 
ride the automatic system at all times. This has 
now been in operation for some 10 months and 
further developments have led to the inclusion 
of automatic tension control between all 
stands.—c.v. 

Cold rolling oils T. Berglund (Jernkont. Ann., 
1961, 1 (1), 25-45) In a study of some 70 
oils of different kinds, their rolling, annealing, 
and cleaning properties are investigated. The 
influence of oil on the ap ce of stocked 
material, the need for uniformity of successive 
batches of the same brand, analysis by spectro- 
photometry, and the Korrman method of oxy- 
analysis are discussed.—-8.H.-8. 

Operation of a two-roll tube reducing mill 
with nee drive A. A. Gesdenen G.I. 
Gulyaev, V. P. Anisiforov, I. G. Arut OV, 
V.A. Yurgelenas, and V. P. Fedin (S 1961, 
(3), 251-256) An investigation of the working 
of the mill showed the necessity for very 
accurate setting of the roll speeds. 

The use of divided strips in killed and rim- 
fodital seams wolded tubes Ix Hidelmann (ewe 
tudinal seam tubes K. Edelmann (Neue 
Hutte, 1961, 6, Feb., 81-87) [In German] The 

y of pr steel tube and boiling 
tube manufactures described. Test programme 
and segregation studi d and the 
results of the tube peony ong are given.—R.8.F.C. 

Calculations for steel tubing F. Kaplan 
(Prod. Eng., 1960, 31, Dec. 26, 59). 

Manufacture and as of special steel 


11008 The April 
K. Harada (Sumi Met., 1 12, epril 
459-469) [In Japanese] [No Summary]. 

Studies of a piiger tube cold-rolling mill W. 
Jikel, H. Neumann, and W. Hofmann (Neue 
Hite, 1961, 6, Feb., 87-91) [In German] 
Studies are made of different desi of pilger 
type cold- -rolling mill rolls for a 34in machine, 

are ev ted, and measurements are 
carried out. Measuring results are compared 
with those so far known and an evaluation of 
wear measurements of pilger tools is made. 


oe eS See oe ene. 
tube ing mill M. Adascalitei and C. Achitei 
(Met. Constr. Masini, 1960, 12, (11), 378-380) 
—— of calculation are presented for the 
determination of the factors which govern the 
regulation of the piercer at roll mills for tubes 
of 400 mm | . The control is based on 
theoretical calculations, as well as practical 

data obtained in the of operation. 
of 


tech 

(itunes Hooks API E L. Prochazka 
(Hutnik, 961, 1, ede 21) [In Czech] Pro- 
rties are des- 
cribed. The composition of the steel is 0-35— 
0-42%C, 1-10-1-30%Mn, 0-30-0-40%Mn, 
0-035%P (max.), and 0-040%8 (max). In 
properties it is equivalent to more hh 
alloyed tubes used for similar purposes, w ich 
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do however generally require no heat-treat- 
ment. In view of the shortage of Ni in Czecho- 
slovakia the tube steel now developed is 
— to be ee —?.F 


5 oe ems aes Y. V. Shveikin, 8. L. 
Orlov, and N. em (Sta?’, 1961, (3), 
256-259) Laborat were carried out 
and a new profile for the rolls at the Chelya- 
binsk works was established. These are des- 
cribed and the calculations are given with an 
pencny ve of the advantages in operation of the 
new di 

Review of of 8. 1. Borisov’s book: ‘Production 
of pipes on automatic and on mills’ N. F. 
Ermolaev (Stal’, 1961, (3), 260-261). 


R aaaey helical roili 
(Metalw. Prod., 1961, 105, May 10, 68-69) & 


machine installed at the Dzershinskii steel- 
works, which will roll stock of 4jin dia. by 
13 ft 6in long, is described. A tracer system 
operating from a template controls the rolls to 
produce profiles. A schematic diagram of the 
machine and a profile of the controls are 
presented.—8. H.-S. 
Consett Iron’s modern mill (Iron 
Coal Trades Rev., 1961, 182, April 28, 896-900). 
Wide strip at Rourkela (Jron Steel Rev., 1961, 
4, March, 27-28) The surrounding area is rich 
in mineral resources and the Barsua ore 
deposit is only 50 miles away in the so-called 
iron belt; the Rourkela iron ore is said to be 
one of the richest in the world. Coking coal is 
= miles distant and dolomite and Mn are 
close at hand. Details of the agreement 
with on the German contractors are given for the 
pays and equipment of the plant which is 
roduce aaobeb t/year of plate, sheet, strip, 
tinplate. The semi-continuous hot strip 
mill rolls 1300 t steel strip in coils or sheared 
strip in 8 h and the details are indicated. 





The mili for strip D. Ripamonti 
(Met. I 961, 53, April, 157-160) [In 
Italian) The § tary strip rolling 





mill is ideal for ucing hot rolled strip at 
the rate of 200-d00 000 t s year for a limited 
market. For an annual production of 500- 
1 m. t the large wide strip mills are, of course, 
the standard units. The planetary mill is an 
— to resolve the seohban of tbetanti 
stri one pass from slabs of substanti 
thie eliminating strip reheati 
successive rolling as with the Steckel mil cnith 
There are at present four mills in industrial 
ste two-strip uti 350 mm at Ductile 

teel, Willenhall, England, and at Habershou 
and Son, Rotherham, one for stri 
500 mm at Atlas Steel Works, relland, 
Ontario, Canada, and one for strip up to 
a mm at Sofini in Milan. 

utomatic gage control on cold rolling mills 

at ‘DOFASCO D. Stephens and A. Bisci 
(Iron Steel Eng., 1961, 38, Feb., 93-98). 

Cold rolling medium-width steel strip [at 
Brinsworth) (Metallurgia, 1961, 63, May, 213- 


216). 
Mechanism of lubrication in cold rolling 
J. M. Thorp (Proc. IME, Preprint, 1961, 19- 
29) The speed effect in liquid lubricants is 
examined; it is found that there is a fairly 
sudden transition from boundary lubrication 
at low speeds where bulk liquid is squeezed out 
by the rolls, leaving only pe mea monolayers 
of lubricant molecules, to a type of hydro- 
dynamic lubrication at higher ro oll speeds this 
is due to an entrapment of bulk lubricant at 
the entry plane in surface micro-crevices in the 
strip and rolls and there is a constant quantit: 
of a particular lubricant taken up into the roll 
gap for each type of roll surface. Max. com- 
pression of these micropockets of liquid occurs 
at the neutral plane the strip being partly 
deformed by means of transmitted hy: tic 
pressure but with stearic acid pretreatment, 
the surface irregularities are filled, the liquid 
is not entrapped, and effect is eliminated. 
The various ey of this are examined and 
and the question of special roll 
surface is considered.—c.v. 


Manufacture and i 
steel tubes G. S. M 
24, Sept., Oct., 142-151). 
of thin-walled seamiess tubes in 


Production 
England Yu. M. Matveev and Ya. E. Osada 
(Stal’, 1961, (5), 429-438) An account of the 


seamless 
‘eeniity B Eng., 1960, 


Ss es &@ Seem mee 


a =D 






1961, (3), 


at 
Mey 2 i 


cold rolling 
t, 1961, 19— 
ibricants is 
is a fairly 
lubrication 
queezed out 
monolayers 
» of hydro- 


lubricant at 
svices in the 
int quantit: 
into the ro 
Max. com- 





principal British mills with the opinion that 
‘ alow loa mechanization and automation are 
at a level. 
The production of 
ine Escaut M. Fr Mallet, (Mines yd 
1961, Arpil, 207-211) [In French]. 
bender (Auto Eng., 
1961, 61, March, 110-111) This unit has been 
designed by the General Machinery Division of 
the Baldwin-Lima-Hamilton Corporation; the 
‘Bend-O-Matic’, which claims to be the first 
application of numerical control to a pipe- 
bending machine is described. 
Automatic control of in rolling mills 
R. B. Sims (Jernkont. Rad., 1956, 19, 
(227), 85-106) After causes phen variations 
in flat rolling and design of mills to reduce it 
have been explained, an acceptable system of 
automatic gauge-control (AGC) is specified. 
An error-actuated closed loop regulator stable 
at all — should be used, the mean thick- 
ness of the strip should be held within the 
selected tolerances, the strip thickness should 
be controlled from end to end of the coil, the 
system should be safe and simple to operate, 
and in the event of a failure, i, tea operation 
should be immediately possible. The above 
points are discussed in the following sections. 
—A Technical Survey. Rolling 
mills electrical eq (Iron Coal Trades 
Rev., 1960, pp.218, 121-133, 120). 
ing structural steel J. A. Edwards 
(Iron Steel, 1961, 34, April, ie 
Production of bent sections E. R. Shor and 
A. I. Merenkov legion. 1960, (5), 26-29) 
{In Russian). 


MACHINERY AND SERVICES FOR 
IRON AND STEELWORKS 


Durgapur—A Technical Survey. Civil - 
eeri a — 
i ng i . i. @ ovens and 

plant. oo le — pliant. iV. 


ng maintenance 
— ee Vi— Power plant 
(Iron Coal Trades Rev., 1960, pp.218, 34-37). 
Civil ng construction (211—214). 

services (179-193). Work of the 
consulti ee he Seen a ae 
(il, 13). of the plant (48-52). 
pr maintenance (159-164). 
Admi ve ings (199-201). Site organ- 
ization and D. J. Bell (206-208). 

The h crane W. A. Morey (ron 
Steel Eng., 1961, 38, Feb., 99-104). 

Steelwork for works W. 8. Atkins 
(Building with steel, 1961, 1, (6), 10-15) A 
general, illustrated, review.—c.v. 

Crane nm pays off in performance (Steel, 
1961, 148, May 1, 67) An overhead crane 
design installed by Harnischfeger Corp. of 
Milwaukee at a Chanute, Kansas, cement plant 
is described. Four small motors are geared 
directly to the wheels moving the crane. 

New crane has ‘walk-in’ girder (Jron Age, 
1961, 187, May 4, 96) The equipment of the 
interior aisle of the Harnischfeger overhead- 
travelling crane’s main girder with its pressur- 
ized passage wit is briefly Serta —8.H.-8. 


Gantry crane (3), ore4o) ti (Acier, Stahl, 
Steel, 1961, 7.8 7-70) [In roneh} This 


article describes the construction, 
installation, and operation nator a gantry crane by 
Anciens Etablissements Metallurgiques Nobel- 
speelman of St Niklaas, a Belgian firm. 

The gantry crane used for reheating 
furnaces K. Schmoll (Fonderia, 1961, 10, (4), 
175-177) (In Italian]. 

Results of trials of a 14-MW filue-gas turbine 
H. Kruppe (Stahl Eisen, 1961, pom Bae March 30, 
446-448) The trials of the first large, single- 
stage flue-gas turbine which is of the single- 
shaft design generating 14x 10° watts are 
described. The plant installed at the Haspe 
works of Kléckner-Werke AG had completed 
more than 11000 h of satisfactory operation by 
the middle of 1960.—r.e. 

improved grab construction 8. Ya. Skoblo 
(Sta?’, 1961, (5), 403) A note from Zhdanov. 
Grabs for blast-furnace loading are mentioned. 

Do A Technical Survey. Trans- 
P (Iron Coal Trades Rev., 1960, pp.218, 
194-198). The power plant (173-178, 164). 





ing 50-t rant loads (Oil ae. and Gas 
Tur., 1961, 28, March, 402-403) A special 
articulated outfit, with an insulated container, 
employed experimentally at the Corby works 
of Stewarts and Lloyds Ltd, Northants, for the 
transfer of 50-t loads of heated ingots at a 
temp. of over 1000°C from the furnace at 
Open Heath to the soaking pits, is presented as 
the forerunner of a shuttle service of three 
similar vehicles to replace rail-track service for 
the purpose between the two plants. Technical 
- are given = ga detail.—-8.4.-s. 
heating speeds thawing of 
car loads at U.8. Steel’s Youngstown 
(Indust. Heat., 1960, 27, Sept., 1857- 
1860) Directional heati: is used to thaw 
frozen portions of loads of coal, coke, anthra- 
eite, dolomite, limestone, and sand.—xK.¥.J. 
The choice of air fans G. Lanino (Fon- 
dori, WS. 10, (5), 207-215) [In Italian). 


power 
J.G. Roberts (Iron Steel Eng., 1961, Feb., 
126-131). 


WELDING AND FLAME CUTTING 


Universal =a installation V. P. Koles- 
nikov and 8. M. Shlakovskii (Svar. Proizv., 
1958, (12), 31) This installation has been 
designed at the Kaliningrad works for expen- 
ag machines of all-welded construction with 

a large number of welded joints, e.g. longi- 
tudinal and annular seams in boilers and 
boiler diaphragms and shells. A short descrip- 
tion is given of the installation and of the 
welding process.—aA.1.P. 

Interpretive report on welding of nickel clad 
and stainiess clad steel plate W. H. Funk 
(Welding Research Council Bulletin Series, 
1960, June, (61), pp.20) Characteristics of the 
bimetal products, procedures used for weldi 
preparation, welding procedures available an 
their advantages and drawbacks, and diffi- 
culties encountered in welding clad steels are 
discussed, Inspection and post-welding treat- 
ment are reviewed (14 refs). 

The metal-arc welding of stainless steels 
M. C. T. Bystram (Edgar Allen News, 1960, 39, 
Sept., 197-198).—c.v. 

On replacing the corroded members in a 
truss bridge S. Sakurai and M. Tanaka (Proc. 
of the Symposium on the failure and defects of 
bridges and structures. Japan Society for the 
Promotion of Science, 1958, Dec., 1-7). 

Machine for bom fn of different thick- 
ness from stainless F. A. Aksel’rod and 
M. P. Zaitsev (Svar. Proizv., 1958, (12), 33-35) 
Technical data of the machine are presented 
and also a photograph fying. @ general view. 
Examples of two welded joints are shown 
although other shapes are possible; however 
the thinner part (thickness 0-1—0-5 mm) is 
always joined to the thicker part. The process 
is described in some detail.—a.1. P. 

Modernization of the type MSM 150 morttes 
for welding tubes of austenitic steels A. F. 
Kozhaev (Svar. Proizv., 1958, (12), 27- 29) 
This machine is used at a boiler works and the 
modernization described makes possible high 
quality welded joints in tubes of austenitic, 
low- alloy, and low-carbon steels. Fusion weld- 
ing of austenitic tubes can be carried out at an 
upsetting rate of up to 80 mm/s.—a.1.P. 

Automatic submerged-arc welding of austen- 
itic steels using two methods of alloying A. 
Missikewitsch (Zvdranie, 1961, 10, (1), 18 20) 
{In Slovak] The relative advantages of using 
alloyed electrodes or alloyed slag in welding 
austenitic Cr—Ni steels, containing varying 
amounts of Mo, Ti, and Nb, are discussed on 
the basis of a literature survey and the author’s 
own experimental work.—-». F. 

Welding of reinforcing rods (Can, Mines, 
Research and Special Projects Report for 1960, 
1961, 23). 

Resistance welding of boiler tube systems 
J. Vintr and J. Cervenka (Zvdranie, 1961, 10, 
(1), 10-14) [In Czech]. 

Welding of steels (Can. 
Mines, Mechend Spotet y. 4. Report for 
1960, 1961, 18) Twenty-five experimental 

steels were subjected to the weldability test 
using the cruciform method; the com: ions 
were based on commercial HY 80 (USA) or 
OT 35 (UK) steels together with various 
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combinations designed to give good impact 

. Two sets of characteristics were 
fo , (a) 12 steels that cracked severely in at 
least one of the two tests, and (b) no cracking, 
or very slight cracking in both tests, 13 steels. 
Further examination confirmed these findings 
and the behaviour is what would be expected 


from the soni spanas eabenaiien P alee 

welder ones 
a. Steel Corp. (Steel, 1961, 148, March 6, 
72). 


method Mennen(Scheriesechnit, 1001, 18, 


April, 43-46). 

The of chrome steels H. Gerbeaux 
(Mé&. Constr. Mélan., 1961, 93, March, 205, 
207-209, 211, 213, 214) The study published in 
the two previous issues is concluded and 


discussed.—8.8.-8. 

Welding tu or molybdenum modified 
5% Cr steels V. Pilous (Zvdranie, 1961, 10, (1), 
5-9) [In Czech] A study was made of the weld- 
ing of 5%Cr steels containing 0-5 — or 
1%W. Both steels were found to be equivalent 
from the point of view of welding A. sala: 
5%Cr, 0-5%Mo electrodes alloyed in the core 
or coating are suitable.—P.¥. 

T sheet T. M. 


—_ of aluminized steel 
Molossi and H. Nicholls (Sheet Metal Ind., 
1961, 38, Feb., 95-98, 146) Data are given on 
the resistance "and fusion welding of alumin- 
ized steel sheet. Reference is made to spot 
welding, projection welding, seam and stitch 
welding, resistance butt welding, brazing, and 
on-are fusion be mengem | ——A. HLM. 
““TIG welding joins copper to stalntess J. M. 
Gerken and De . Kittle (Metalw. Prod., 1961, 
105, March 1, 53) Copper and stainless steel 
can be joined by tungsten-are inert-gas (TIG) 
welding, but the heat balance between the two 
metals needs careful adjustment, the object 
being to put most of the heat into the copper 
and fuse it to the stainless, rather than to melt 
the two metals together. The .technique is 
described and exemplified.-s. #.-8. 


thin-walled pressure 
vessels T. J. Bosworth and D. 8. Hemminger 
(Weld. J., 1961, 40, Feb., 125-131) The EE 
cedure used for welding 18-7 PH and 4330 
modified stainless steels is given. The special 
roblems in the case of this work for the 
eee missile a pag welding prepara- 


tion, and t 

ing oona 48 per i (Acciate Inosmd, 
1961, 27, (6), 542-549) (In Italian) After an 
introduction on the choice of steel and methods 
of welding to be adopted the various welding 
techniques are dealt with in turn. They include 
oxyacetylene welding, arc welding in an atomic 
hydrogen atmosphere, are welding with graph- 
ite electrode, arc welding with clad electrode, 
arc welding in an argon atmosphere, and sub- 
merged arc welding. The descriptions are well 
illustrated and the final section is devoted to 
the choice of electrodes. 

Stainless steel fabrication at Windscale works 
E. H. Wills (RISLE Y-65006,/74 1953, Aug., 
pp-39; from Nucl. Sei. Abs., 1959, 13, June 15, 
1352). 





Build-up of the worn clover-shaped 
moet Cemenibtna tare oan Bone oo 
. Pirker (Schweisstechn., 1961, Feb., 16, 22— 


23). 


Experience on the welding 
austenitic steel 
y. A. Felix (Arch. rion = vd Paper 
from Internat. Discussion on long-time per- 
formance of high temperature steels, Diissel- 
dorf, June 1960, pp.12) High-pressure valves 
for steam plant were constructed. The tests 
made are described and numerous illustrations 
and tables are given. Welds of G18B-AISI316 
and G18B-G18B were examined and structures 
were investigated. Testing methods are 
iscussed. 


o 
Flux materials for electrode coverings ( Weld. 
News, 1960, April, 913; ss $- a 


Spheroidal iron welding Falta 
(Fonderia, 1961, 1 oe Feb., cr -14) 7 fe Italian 
— 


The characteristics and properties of 
iron welding rods and thet practica sf pylons 
tion are described. 
Odd-bali problems? Lab will tackle them 8. 
Erikson (Metalw. Bull., 1960, 23, (11), 33-37) 
tered and dealt with 


Welding probl 
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by the laboratory of Elektriska Svetesnings AB 
Sweden are described—with the aid of 
numerous ey 
Residual stress in and around 
welds W. Bolton (Brit. Weld. J., 1961, 8, 
eb., 57-60) Stress determinations were 
carried out by ong ona 4 the deformation of a 
ceiling resulting from the release of stress on 
ling a hole into the specimen to a known 
— and at a known distance from a spot- 
The material used was FV520 stainless 


of thin steel sheet products I. I. 

Zaruba (Zvdr. Sbornik, 1961, 10, (1), 34-40) 

{In Slovak] The develo mt and practice of 

CO ,-shielded welding of thin steel sheet in the 
USSR are described.—?.F. 


"Principles of manual welding 0. 
Zékavec (Zvar. Sbornik, 1960, 9, ay 462 8 50) 
{In Czech }.—?.F. 


Welding of — melti 
of steel he nod Me 
Zaruba (Zvdranie, 1961, 10, (4), ety M) The 
technology of both processes is described, 

Welded surtace A. H. Kleinsorge 
(Mech. Eng., 1961, March, 52-54). 

Leys sl of a cracked cast-iron lid of a 

air-blower L. Kolek (Zvdranie, 
1961, ayy (3), 75-78) [In Slovak]. 

eq and methods for cross 
{Sciaky Electric Welding Mach- 
ines Ltd.} (Wire Ind., 1961, 28, April, 363-364). 
redesign in welded steel FE. Duesing 

(Weld. J., 1961, 40, March, 244-248). 
An aluminium back-up bar for automatic 
welding C. M. Jenkins 

(Weld. J., 1961, 40, March, 250-251). 
A recent solution to the problem of stress 
of welds under site conditions |induc- 
tion heating) RK. B. L. Tindall (South African 

Mech. Eng., 1961, 10, Jan., 141-146). 

On the metallurgy of electrodes for arc 
welding P. E. Wimmer (Schweissen Schneiden, 
1961, 13, April, 140-146). 

An electrode with controlled ferrite 
content for 


welding austenitic steels employed 

to 650°C F. Richter (Zvdr. Sbornik, 1960, 

9, (4), 424-431) [In Czech] The development 

and use of the electrode, containing 1-5 to 

5-0% of ferrite, is described, and its character- 
istics are discussed.——-P.F. 

Considerations on electrodes for electric iron 
powder welding D. J. I. Cobo (Cienc. Teen. 
Solda, 1960, 10, 3(3231), 1-5) Development of 
the iron powder procedure is outlined, and 
factors influencing electrode properties are 
considered. 

Evaluating crack-resistant electrodes for 
welding HY80 8S. I. Roberts (Weld. J., 1961, 40, 
March, 110-8-112-S) The method of selecting 
iron-powder-coated type electrodes in the 
range of 80000 psi yield strength of AWS 
classification E-9018, which are most suitable 
for welding on HY80 steel, is discussed, 
together with a method of grading, or predict- 
ing, which will be less prt agemcer «hoe or show 
less propensity to cracking in production use. 
Two series of weldability tests, one direct and 
one indirect, are presented, also a comparative 
electrode bend test; and results are evaluated. 

Electrode V-59B for wear resistant hard 
ere a J. Kuéera (Zvdranie, 1961, 10, (3), 
66-69) [In Czech] The development and appli- 
cation of the electrode are described. If cor- 
rectly used, the weld metal contains compara- 
tively large he xagonal carbides Cr,C, in a 
ledeburitic/troostitic matrix. The  Seunppenttion 
of the weld metal is then: 3-3-5%C, 1-1-5% 
Mn, 2-2-5%Si, 24-27%Cr, 1-5-2 on, and the 
rest Fe. The electrode is alloyed in the coating. 

Accessories and material for use in electro- 

and submerged arc welding M. Mosny 
Zedranie, 1961, 10, (3), 71-75) [In Slovak] 
luxes, filler wires, etc. at present available or 
planned for introduction during the coming 
third five-year plan period are discussed.—p. F. 

On the strength of welds in steel 10523.9 V. 
Gregor (Zvdr. Sbornik, 1960, 9, (3), 277-303) 
{In Slovak] Mechanical tests, including ex- 
periments on fatigue, were carried out on 
welded beams of the steel, the latter containing 
0-27%C, 1-049 Mn, 0-5%8i, 0-035%P, 0-023 
%S8, 0-1%Cr, 0-09%Ni and 0-12%Cu. The 
steel was found to be satisfactory, both from 


the point of view of static and | dynamic stress- 

ing; ageing was 1 finishing 
was found to improve the fatigue strength of 
welds significantly.—P.F. 


ing spot weld 

ing of in steel sheet up to 6 mm thick 
(Conclusion) ©. Becken and K. Havers 
(Schweissen Schneiden, 1961, 13, April, 127- 
135) Experimental data and results are pre- 
sented, regarding shearing forces in spot 
welds, including an investigation regarding 
the effect of variables on results quoted. The 
relation between spot diam. and shear tension 

dations are made, 
pertioulely saomelen welding conditions and 
testing so as to achieve a given spot diam. and 
shear force.—R.P. 

Permissible gas concentrations in welding 
under carbon dioxide as _—— gas W. 
Hummitzsch (Schwei. iden, 1960, 12, 
Aug., 368-369; from Die eee somes ier 
1959, Nov., 453-454). 

The effect of impurities in CO, on the mech- 

anical of welds made by the CO, 
method V. Kiiz (Zodvonce 1961, 10, (4), 107- 
109) [In Slovak]. 

influence of impurities in carbon dioxide on 
inert gas welding Tin Ming Wu (Schweissen 
Schneiden, 1960, 12, Aug., 350-354). 

investigations on the electr ng 

R. Miller (Schweissen Schneiden, 1960, 
12, Aug., 354-368) Experimental results on 
the electroslag welding of the steels St 37, 
St 52, St 50 and 13 C tMo44 are reported and 
discussed. 

Measuring the stress in the welded runner of 
a flat-ironing machine K. Silovsky (Zvdranie, 
1961, 10, (3 69-71) [In Slovak]. 

Welding by friction J. Mandaus and J. 
Voboril (Mec. Elec., 1961, 45, March, 51-57) 
{In French] Friction welding is a new method 
of hot pressure welding using the heat pro- 
duced by rubbing the contact surfaces te be 
welded one of which, to give the most ele- 
mentary example, is fixed and the other 
rotated. Aspects dealt with include develop- 
ment of heat during friction, the techniques of 
friction welding, and the machines used. — 
this method pieces can be welded which coul 
not be welded by any other method. 

Electrosiag welding with lameliar electrodes 
B. A. Kokh (Lit. Prowzv., 1958, (11), 3-7) With 
lamellar electrodes the most important para- 
meters are the voltage in the slag bath and its 
depth. If they are altered there is a very 
marked effect on the depth of the fused area of 
the edges. A great increase in voltage or 
decrease in slag-bath depth can reduce the 
stability of the process. Therefore these para- 
meters are strictly controlled. Other para- 
meters are discussed.—A.1.P. 

Considerations on the significance of mechan- 
ical tests and non-destructive tests cf welding 
G. Moravia (Rivista Ital. Saldatura, 1961, 13, 
(2), 53-59) [In Italian]. 

Electron beam welder breaks size limit (Stcei 
1961, 148, April 10, 100-102) Electron beam 
welders are described which claim to fuse prac- 
tically any weldable metal or alloy, even some 
ceramics and to grain refine, stress relieve, out- 
gas, cut, metallize, vacuum braze, or grow 
erystals.—-8. H.- 8. 

How explosives weld metals D. E. Davenport 
and G. E. Duvall (ron Age, 1961, 187, May 4, 
83-85) Various methods of explosive welding, 
with data on a number of parameters, are 
presented.—s. H.-8. 

Yield strength of E9018 weld metal W. L. 
Wilcox and H. C. Campbell ( Weld. J., 1961, 40, 
May, 193s-196s) An investigation was con- 
ducted to determine the causes of yield strength 
variations between user acceptance tests and 
the manufacturers’ quality control tests of 
E9018 electrodes. Its results show the effect of 
using stringer heads as well as low preheat and 
interpass temp. on increasing the strength of 
the weld metal in both the as-welded and 
stress-relieved conditions.—-S. H.- 8. 

Notes on the assessment of filler metals and 
fluxes G. M. A. Blane, J. Colbus, and C. G. Keel 
(Weld. J., 1961, 40, May, 210s—222s). 
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ktor (Trudy Vniiavtogen, 6th issue, 

oscow, 1960, 26-34). 

Nature of — — strip’ in welded joints 
made from heat ing pearlitic steels 5. S. 
Kasatkin Jor ite po zharoprochnym 
splavam, Moscow, 1960, 6, 223-226) Formation 
of the ‘white strip’ in the heat-affected zone of 
welded joints is linked with residual plastic 
deformation of the edges of the welded metal in 
the zone of initial heating, close to the Ac, 
point. Sections of white-strip metal exhibit a 
distorted crystalline lattice, an increased 
earbon content in the solid solution, and, evi- 
dently, Te Oe P. 

fiect of low-frequency vibration on crystai- 
lization of weiding-bath metal and on seam- 
ony PR L. Russo and P. N. Efimov 
(Lit. Prowzv., 1958, (11), 10-12) One important 
factor is specific-pressure impulses arising in 
the oryatallizis ng seetel. At a given value of the 
impulses, the ends of the growing crystals are 
destroyed: their splinters, being additional 
compulsory crystallization centres, lead to the 
breakdown and de-orientation of the structure 
of the original crystallization.—a.1.P. 

The effect of weld flaws on the static and 

ue strengths of wrought iron chain links 
R. Jeffrey and J. R. Street (Ministry of Power, 
Safety in Mines Research Establishment, 1959, 
Res. Rep. 183, pp.27) The use of gamma 
radiography with radioactive isotopes for the 
inspection of the welds of traditional wrought 
iron chains has revealed that a large propor- 
tion contain flaws, mostly cavities. The experi- 
mental work described in this report was 
carried out in an attempt to obtain informa- 
tion that could be used to predict the effect of 
these flaws on the strength of the links. 

Brazing missile and electronic components in 
dry hydrogen. 1 H. E. Lewis (Met. Prog., 1961, 
—— March, 93-96). 

Brazing shortcuts for the B-58 D. R. 
Torgeson and J. J. Kenna (Met. Prog., 1961, 
79, Tacehy 121-124). 

Preliminary evaluation of ceramic adhesives 
for stainless steel L. E. Gates and W. E. Lent 
(ASTM STP, 1959, (271), Oct. 15, 37-46) 
Stainless steel honeycomb structures are being 
considered for wings and control surfaces of 
advanced missiles. The honeycomb assemblies 
must be bonded with an adhesive whose 
strength is satisfactory to temperatures of 
1200 to 1500°, Previous work indicates that 
certain ceramic materials show promise in this 
respect. The paper describes tests and results. 

Bonded metal to metal shear testing L, R. 
Lunsford (ASTM STP, 1959, (271), Oct. 15, 
54-65) The factors affecting joint strength, the 
different specimen types, and the properties 
actually evaluated by each type are discussed 
in detail. These properties are compared with 
those of a bonded joint which allow failure to 
take place. The possibilities of predicting joint 
strength from basic material properties are dis- 
cussed. The paper includes a discussion of the 
difficulties encountered in bonding titanium 
joints where the adherent strain is approxi- 
mately twice that of steel or Al. 

Tensile shear strength of adhesive bonded 
metals as a function of the rate of loading D. A. 
George, H. R. Butzlaff, and J. Mandel (ASTM 
STP, 1959, (271), Oct. 15, 47-53) An inter- 
laboratory test programme was devised by 
ASTM Committee D-14 on adhesives to study 
the effects of the rate of loading of the ultimate 
tensile shear strength of metal to metal 
adhesive bonded lap shear specimens. Two 
metals, three adhesives, two overlap lengths, 
and four rates of loading were studied. The 
tensile shear specimens tested at rates of 
stressing from 600 to 2000 psi per min showed 
very little change in strength due to stressing. 

Low-temperature strengths of metal adhes- 
ives (N BS Tech. Bull., 1960, 44, March, 41-42) 
Four types of structural adhesives were exam- 
ined at temp. down to —424°F; 301-stainless 
steel and 2024-T3 Al-alloy were used and the 
method of testing is described. Epoxy- 
phenolic resins were used for the stainless steel 
sheets and the other types bonded the Al. The 
average ultimate strengths of the four types of 
adhesives at the lowest temperature were: 
rubber-phenolic 1065 psi, vinyl-phenolic 
1650 psi, filled epoxide 2345 psi, epoxy- 
phenolic 3120 psi. It is stated that none of 
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these adhesives were formulated to withstand 
the ticular test conditions.—c. v. 


jointing, filling and formi R. Ristig 
(Schwerssen Schneiden, 1961, 13, Jan., 12-16) 

Material and thermal balance of oxygen 
cutting by separating the metal S. G. Gusov 
(Svar. Proizv., 1958, (12), 13-17) Basically, all 
types of oxygen cutting (gas-flame, separation, 
surface, and electro-oxygen with metal /carbon 
electrode) are the same. A through cut in a 
metal part at its surface takes place as a result 
of two processes: melting of part of the metal 
by heat, and oxidation by the oxygen stream, 
preferentially in the a phase.—a.1.P. 

Installation for the oxy-acetylene cutting of 
tubes Ya. A. Gal’perin (Svar. Proizv., 1958, 
(12), 30). 

An investigation of the euge-ere cutting of 
steel K. V. Vasil’ev (Trudy Vniiavtogena, 6th 
issue, Moscow, 1960, 49-79) Subjects covered 
are oxygen cutting and electric heating, a 
review of existing methods of electric oxygen 
cutting, cutting by carbon electrode, using a 
following oxygen jet, manual cutting by steel 
rod electrode, and characteristics of the pro- 
cess of oxygen-are cutting (18 refs).—a.1.P. 

Concerning the melting coefficient during air- 
arc cutting I. S. Shapiro (7'rudy Vniiavtogena, 
6th issue, Moscow, 1960, 134-135) Formulae 
are presented with which it is possible to deter- 
mine the effect of the following technological 
factors: electrode diameter, current strength, 
and cutting rate on the weight output of air- 
are cutting.—A.1.P. 

Computer-controlled oxygen cutting machine 
installed in shipyard (Metallurgia, 1961, 63, 
May, 242) The world’s first fully-automatic 
machine for cutting ships’ plate to shape 
installed at the Wallsend-on-Tyne shipyard of 
Swan, Hunter, and Wigham Richardson Ltd is 
briefly described with operational procedures. 


MACHINING AND MACHINABILITY 


_ gO of metals L. Czaplicki (Revue 
M. Tijds., » 7, (1), 5-13) [In French}. 

Machinability of sintered iron R. 8. Jamison 
and E. Geijer (Progress in Powder Metallurgy, 
Met. Powder Ind. Fed., 1960, 16, 19-33) This 
problem has to be judged from tool wear and 
surface finish; neither of these are conclusive or 
independent of the other and both must be 
taken into consideration. The machinability of 
straight iron and graphite containing mixes is 
considerably improved by the addition of 8 
and the effect of H, in the sintering atmos- 
phere is considered. Cu additions give im- 
provement and when enough has been added 
to provide Cu in the free unalloyed state the 
best results are attained. If Cu is present in 
10% concentration, it is found that the addi- 
tion of § will cause large dimensional change 
after sintering. Addition of P to C-containing 
mix compositions give ex¢essive tool wear but 
in the presence of Cu this is much less marked. 
Pb improves the machinability of both straight 
iron and combined C-containing materials 
without changing the sintered properties. In 
conclusion it is pointed out that when it can be 
used an increased nose radius on the cutting 
edge and/or a lower feed rate results in a much 
improved surface finish.—c. v. 

The machining of steel: A si explanation 
oc and practice C. Lea and 

ons (Edgar Allen News, 1960, 39, 

Sept., 193-196) A simple, practical review. 

Theory of formation of chips ©. Andersson 
(Ajour, 1960, 13, Nov., 164-166). 

Fresh approach in machining takes aim on 
hard steels R. H. Eshelman (/ron Age, 1961, 
187, April 27, 101-108) Trends in the machin- 
ing of hard oi steels whose hardness approaches 
the hardness of the tool and various fields for 
their application and control are discussed. 

Increased output when face milling heat- 
— steels ~~ fg F. P. Urivskii (Obra- 

kh splanov, Moscow, 1960, 

195-201) Investi ations have been carried out 
to find ways of further increasing output by 
determining the optimum geometry of the 
cutting part of the tool, by ary cere the 
— grade of hard alloy, and by studying 
effect of the various elements in cutting on 
service life when working heat-resisting steel 


EYalT(i Kh18N9T), heat-resisting alloys on a 
nickel base E1467 and the alloy ‘V’, and also 
the titanium alloy VT2. Results are given. 

A few comments on milling with sintered 
carbides J. Koloc (Czech. Heavy Ind., 1960, (9), 
26-29) A graph is presented showing tool life 
plotted against 12 sintered carbide tools of 
three grades, tough, medium toughness, and 
poor; as the degree of overall tool life efficiency 
depends on the percentage of cutting edge frag- 
ments, the discrepancies between the grades 
supplied by the different manufacturers were 
considerable but an interesting picture is pre- 
sented. The setting up, and carrying out of the 
tests is described, together with their inter- 
pretation.—c. Vv. 

From foreign pract try on the dem eg by cut- 
ting of stain steels and 
alloys A. Sh. Shift (Ometeoke se sege y Pre the 
splavov, ‘Mose ow, 1960, 202-206). 

The workability of stainless steels during the 
turning, milling, and reaming processes Ya. L. 
Gurevich (Obrabokta zharoprochnykh spalvov, 
Moscow, 1960, 214-221) Factors studied 
include the choice of materials for cutting tools, 
their wearing out and blunting, their geometry, 
cutting conditions for turning, geometry of 
milling cutters, and the effect of cutting con- 
ditions and of geometrical parameters of ream- 
ing on the cleanliness of the surface of existing 
apertures, 

on of heat-resisting steels and 

os ng turning, milling, and drilling with 

alloy tools N. I. Reznikov (Obrabotka 
zharoprochnykh splavov, Moscow, 1960, 154- 
161) The basic effect of cooling media is a re- 
duction of temp. in the contact zones swarf- 
cutting tool-manufactured part because of an 
increased passage of heat through the swarf 
and partly through the manufactured part. 
Other conclusions on cooling media are pre- 
sented.—a.1.P. 

Temperature distribution in the manufac- 
tured part and in the tool when working heat- 
resisting alloys and steels A. N. Reznikov 
(Obrabotka zharoprochnykh aplavov, Moscow, 
1960, 162-174) Theoretical formulae are pre- 
sented for temp. distribution when cutting 
metals. Factors studied include temp. distribu- 
tion in swarf, in the manufactured part, and in 
the cutting tool; heat flow and the thermal 
balance; temp. at the contact surfaces and 
methods for its reduction (8 refs).—a.1.P. 

Ultrasonic mechanical machining. 1X. 1. 
Machining speed and mixing ratio of abrasives. 
2. Machining and eo condition 
of tool G. Nishimura, K. Yanagishima, and T. 
Shima (J. Fac. Eng. Univ. Tokyo, 1960, 26, 
Dec., 129-145) [In En oe Machining speed 
generally increases with mixing ratio up to a 
certain limit, remains const., and then falls off. 
Good efficiency is obtained at mixing ratios of 
0-5-1-0 a good qualitative relationship with 
machining speed is obtained by using a coeff. 
which takes into account both the cross-sec- 
tional pattern of the tool and the ratio of 
ee to cross-sectional area.—K.E.J. 

Leagues spark erosion machines Solar 
Weld guepin mg Po (Auto Eng., 1961, 51, 
March, 102—104) This method of machining has 

roved itself to be most economical in the 

orming of irregular-shaped holes in extremely 
hard materials and intricate die shapes can be 
produced with a minimum of difficulty. A new 
range of machines is reviewed. 

Chemical machining (Air. Prod., 1961, 23, 
April, 138-141) In the N. American B70 Mark 
3 aircraft, because of the heat-resistant and 
corrosion-resistant eiege used, which preclude 
traditional thod 
machining has been dented for the manufac- 
ture of the honeycomb structure facing sheets 
and for many other operations on the airframe. 
Details of the process are presented and 
illustrated.—s.H.-8. 

Tape-controtied mill checked quickly with 
new recorder Aerojet-General Corp. (Iron Age, 
1961, 187, April 27, 112-113) Three types of 
test made once a month by a Brush Instru- 
ments Mark II recorder, for checking the tape - 
controlled milling machine of a roc engine 

roducer and reporting on its responses, ensur- 
ing that accurate servo response and pro 
control signals are present in the big 
magnetic tape, are described.—s. H.-8. 
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CLEANING AND PICKLING 


Scale on wire rod and its removal by mechan- 
ical means 8. Garber and G. M. Sturgeon 
(Wire Ind., 1961, 28, March, 257-259, 205). 

and 


Shot blasting 
D. C. C. Dixon and J. D. Thompson (Building 
with Steel, 1961, 1, (6), 30-32) 

Cleaning diesel ne cylinder head castings 
(Metallurgia, 1961, 63, April, 173-174). 

Republic instais 74-in sheet polisher (/ron 
Steel Eng., 9161, 38, Feb., 147). 

Electropolishing of carbon steels 8. Acimovic 
(Korrosion 12, 1960, 169-171) [In German} 
A description of experiments carried out by the 
author on C steels of various compositions and 
heat-treatments, using two standard electro- 
lytes (H,8SO,-H,PO, with and without dex- 
trose) and a modified standard electrolyte 
(H,8O, -H,PO, - Cr,O0, ~ CrO, ~ Fe80, ~CH, 
C OOH). Satisfactory *requite were obtained. 

Development and study of an acid bath for 
chemical polishing of V2A-steei. 11. Polishi oa 
and rate of dissolution of the metal G. Schmi 
and H. Steinhausen (Metalloberflache, 1961, 16, 
March, 65-70) The polishing of V2A- steel in 
HNO, solutions seems to follow the same 
mechanism as Cu alloys. The HCl addition is 
necessary only for the activation of the steel by 
forming NO*+ ions; the latter being formed 
especially in the viscous layer close to the 
metal surface, thus accelerating the dissolution 
of — peaks. H1. Viscosity and conduc- 
tivity of the liquid film on the metal surface 
(April, 97-100) Conductivity measurements 
have demonstrated that in the chemical 
polishing process of V2A steel in HNO, solu- 
tions the passivating film is removed by the 
HCl, and does not take part in the polishing 
process. Viscosity measurements have demon- 
strated that the sharp increase in the viscosity 
of the liquid film near the metal surface causes 
a steep decrease of the autocatalyst concentra- 
tion, which favours the dissolution of the peaks. 


PROTECTIVE COATINGS 


Methods and materials for the preservation of 
small hardware items RK. L. Murrens (PB 
161897, Final Rept., 1960, Aug., pp.22; Rept. 
No. 60-2314; from US Res. Rep., 1961, 4s 
Feb. 10, 201) A review of tests on various coat- 
ing methods is given. 

The measurement of coating thickness by 
magneto-inductive methods J. Baczewski 
(Prace Inst. Mech. Prec., 1960, 8, (29), 27-41) 
The purpose of the work was to investigate the 
suitability and limitations of the magneto- 
inductive method as applied to the measure- 
ment of the thickness of non-magnetic coatings 
on a steel base. It was found that the measured 
value depends on the variation of mains volt- 
age, the ~ te and thickness of the coating, the 
size of the , the magnetic pro cs of — 
base, and the curvature of the base 
quently the ing instr t must vee re- 
calibrated for each surface. The accuracies 
ey ed. with various instruments are given. 


Measurement of the thickness of electro- 


by the electrolytic stripping method: 
fienet oer J base P. B. Mathur and A. 8. 


Lakshmanan (J. Sci. Indust. Rea., 1961, 20D, 
Jan., 16-18) A stripping cell for use with the 
anodic stripping method is discussed the im- 
provements over an earlier design being the 
use of a rubber washer in the place of the 
former gasket giving improved current distri- 
bution and a conical shape. A solution of 
0-8x H,SO, and NaCl 1-8~ is used and the 
measurements obtained are comparable to 
those with the BNF jet test and the micro- 


acope test.—c. Vv. 

ae eet ee of the thickness of 
solutions for ever copper, tg 
steel, and nickel P. B. Mathur and N. Karup- 
panan (Plating, 1961, 48, Feb., 170-172) A 
series of studies is reported and results are 
tabulated.—s.u.-s. 





The cause and effect of in 
of — pots convents ¥ bi 

F. urn and 

W. H. Ro (Plating, 1961, Feb, 168- 

169) An experiment is escribed demon- 


@ magnetic method of the 
electric current of a galvanic cell. The cell is 
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placed in a magnetic field, and interaction of 
the moving electric charges with the magnetic 
er poner bebo in vg te of the np 


the probiem of 
sane ee nord hy H Meadllobeylache 
: 1, 16, March, 81-87). mf 


The oxidation of eyanide-bearing 
wastes by ozone N. E. Sondak and B 


(Plating, 1961, 48, Feb., 173-180) Tests to 
establish the stoichiometry of ~ ozone- 
cyanide reacti i ere per- 
formed in a pected -bateh system og passing 
ozonized air thro h a cyanide solution. 

are pi as a series of hs and 
tables. A similar plant using c was 
designed and a Nee ey cost made of both 
methods, showing ti at present, the treat- 
ment of cyanide wastes with chlorine is the less 


“Chromium plating electrolytically without 
a de eee 1960, 29, Sept., 








ode films galvanic chromiu 

ing R. Teneo hiele (M eeacheptiche, 
1960, 14, Dec., 357-359) A method is deseribed 
for electron- microscopical observations of 
invisible cathode films, see those ee 
duced by reduction of chromic acid. Thin 
cathodic films (0-02 y~) produced during Cr 
plating are shown to be non-porous whereas 
thicker ones (0-1 4) are porous.—R. P. 

Coated steel sheet hes ‘built-in’ corrosion 
control (ind. Fin., 1961, 13, April, 46-47) 
Brief details are given of the production of 
zine-coated steel sheets at the Steel Co. of 
Wales Ltd, by the ‘Dragonite’ process, a con- 
tinuous line treatment in a the — is 
prepared, electro-coated, then given a phos- 

trea t and finally a chromate 
a amano for painting is also con- 
sidered.—. F. 

Nickel dip N. 8. C. Millar (Inst. Vit. Znamel., 
1961, 11, hh, 77-84) A brief general review. 

A continuous automatic ing line 
(M&, Constr. angen 1961, March, 231- 
— 235-236) The galvanizing line for coiled 

kaos by the Sendzimir-Armco 

at lant of the Société Anon de 

Sy et de Galvanization de Monta- 

taire (formerly the 8.A. de Contrustion et de 

Galvanization de Denain-Lourches). with its 
equipment and operation, is described. 

How zinc fights corrosion E. W. Horvick 
(Ind. Eng. Chem., 1961, 63, Feb., 58A~—60A). 

coatings (Can. Mines, Research 
and Special Projects Report for 1960, 1961, 26) 
Effect on the galvanized coating of Al, Pb, Cd, 
Sb, and Cu additions and temp. immersion 
time, etc., has been studied and the work is 
extended to the study of galvanizing behaviour 
of @ variety of commercially - uced steel 
sheet materials. The results of work are to 
be statistically evaluated. 

Study on the spangie in the hot vaniz- 

G. Mima, K. sas 7 
Kato (Tetsu-to-Hagane, 1961, 47, Feb., 129- 
133) Ryiginow effect of Al and Sn is examined. The 
effect is prod using electrolytic-grade 
Zn baths with th 0-5% (or less) Al but the 
les formed give a weak contrast whereas 
if the concentration is > 0-1 using Sn, a | 
and regular feathering effect is obtained. The 
formation mechanism is discussed and photo- 
micrographs, ete., are presented showing the 
effects produced.—c.v. 
Electrodeposition of iron-zine aha 5 Soe the 


pyrepheaphate bath V. Sree and T 
(Plating, 1961, 48, Jan., 50-56) The rotieos 


of variables on alloy deposition i is presented in 
table form. The optimum operating conditions 
are shown and photomicrographs of 
deposits (x 700) show the structure (21 refs). 

rectifiers for sheet steel 
zinc plating E. Rogers and C. W. Yipp 
(Elect. Times, 1961, 139, Jan., 103-104). 


Recent developments in the 

tion of zinc and cadmium T. E. Such (Z 

Met. Fin., 1961, 14, March, 79-83) After a 

brief sarvey of the comparative corrosion 

resistance of zinc and cadmium 

recent developments in zine plating in cyanide 

zine, acid zinc, and other zinc solutions, and 

tin-zinc alloy plating are discussed.—s. 4.-8. 
ing of galvanized steel sheet 


feet ie, National Steel Corp., Terre Haute, 
nd. 1961, 211, Feb. 10, 228-229). 
Tinplete tes Chemical and 


metheds W. FE. iraie and 8. C. Britten (Tin 
Research Institute publication, 1960, pp.55) 
Coating thickness (X-ray fluorescence tech- 
nique, coulometric, and other methods), coat- 
ing continuity tests and measurement of oxide 
film and oil film weight are discussed; 
formance tests, rust resistance, staining, 
Pe OE ig solderability, and corrosion are 
summarized. Some 15 appendixes deal in some 
detail with the various tests (24 refs).—c.v. 
rend to thinner W. Richards (Tin- 

Printer & Box Maker, 1960, 36, Aug., 5). 

Piating steel sheet in molten tin A. Hrbek 
(Hutntk, 1961, 11, (1), 21-24) [In Czech] 
Trends and developments in the manufacture 
of tinned sheet are surveyed, with ial 
reference to the use of molten tin and cold tin- 
cladding of cold-rolled steel sheet.—r.F. 


uses of tin in with cast 

iron (Tin, 1960, July, 169-170) The addition of 
Sn to cast iron is considered from the initial 
view that its presence caused brittleness to the 
feoaentie fe where it is found that ferrite is 
without the for pearlite formation is promoted 
ut the formation of massive cementite. It 


promising. The tinning of grey 
cast irons is discussed, the direct chloride 
method used.—c. v. 


wesreornee: & 
ed for J. Teindl, Z. Zdewiek, and A. 


Havlik (Hutn. Listy, 1961, 16, Feb., 103-107) 
{In Onech} The results of plate- classification 
following prod g tests, layer 
thickness, and layer porosity tests show that 
oxygen-converter steel is better than OH. The 
occurrence of minor faults is less and another 
technique such as widestrip rolling can be used 
to eliminate those r Upon 
air-blown basic converter steel to tinplate with 
the air enriched by 27% oxygen, 25% of 
rejects occurred in one case during can trim- 
ming. With the oxygen-converter steel plate 
these faults did not oceur.—R.8.¥.0. 
Cadmium plating of high-strength steels E. 
Meckelburg Bleck 1961, 8, March, 193-194) 
The formation of a porous Cd layer on high 
strength steel to enable quick dispersion of 
brittleness counting Hy, was studied, determin- 
ing the requii nditi ination of the 
brightening agent so treun the normal Cd electro- 
lytic bath, pretreatment of the surface with 
quartz and deposition of Cd at a current 
density of 7-6 A/dm*. The results of a series of 
experimental aor Ga are han te —M.L. 


aluminizing 
<b wee of A K. wWellineee and A. 
Schweizer (Werkstattstechn., 1961, 51, Jan., 


23-29) 
Hot dip aluminized stee! sheet J. “ Nicholls 
(Corros. Prev., 1960, 7, Oct., 42-45). . 
Aluminium on steel J. H. Nicholls 
(Prod. Fin., 1960, 13, Sept., 87-90) Althou fn 
Al does not confer the same degree of 
— to steel as does Zn, in marine oad 
rural atmospheres an equivalent protective 
effect can be achieved and in ‘chemical’ sur- 
it is preferable; it can also be used in 
contact with foodstuffs . The 1934 sy 
system by means of Al- halides is discussed but 
is seldom used; vacuum deposition, calorizing 
and cladding are briefly summarized and hot 
dip aluminizing and spraying are especially 
discussed. 


Electrodeposition of eee ae 
from the bath K Vasu and 
T. L. Rama (J. Sci. Indust. Res., 1961, 
20D, Feb., 81-82) Iron has been co-deposited 
with W from the pyrophosphate bath and 
optimum conditions have been established for 
obtaining satisfactory alloy plates with 17- 
56%W. A table of varying bath composition, 
cathode efficiency, and | sng is yw 


spraying ee 
Turner (Engineer, 1961, 
mots 3, 337-339). 














recor recent developments in chrom- 
jum ng 8S. W. Baier (Metal Fin., 1961, 7, 
March, 89-95) (18 refs. emt v. 
Chromium plating Logozzo (Met. Fin. 
Guidebook- Dictery’, ieee, 28, 300, 302, 304, 
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306, 308-312) A résumé of the solutions, mod: 
of use, preparation of metals for hard chrom- 
ium plating, the use of non-ferrous metals and 
La eh —C.Vv. 

Porous chromium G. Dubpernell (Met. Fin 
Guidebook.Directory, 1960, 28, 313-314) A 


brief ae oe - O. v. 
with decorative chrom- 

jum E. a yb (Teche Proc. Amer. Electro 
plater’s Soc., 1960, ng —— 255). 

Chromium ss rifle barrels R. J 
Girard and E oetsch jun. (Tech. Proc 
Amer. Electroplater’s Soc., 1960, 199-206; 
discussion vy tr ay 

Endurance tests of metals: effect of chrom- 
ium nn; 8. Williams (PB 150877, 1942, 
July, pp.52; from US Res. Rept., 1961, 35, 
7 13, 94) i summary 

nt 


n and performa “4 
of dual chromium sytem E. Lovell, E. H. 
Shotwell, and J. Boyd (Tech. Proc. Amer. 
Electroplaters’ Soc., 1960, 215-225; discussion 
255-256) The development of improved Cr 
electrodeposite is discussed and details of 
operating and testing procedures are given. 
ive plating abroad A. ©. Benning 
(Met. Prog., 1961, 79, Jan., 113-116) The 
gradual transition from buffed Cu—Ni-Cr to 
the use of duplex Ni and crack-free Cr is noted. 
The methods followed in the UK, Germany, 
France and Sweden are considered.—c. Vv. 


A st of variations in certain characteris- 
tics of ht nickel deposits with variations in 
re R. J. Clauss (Tech. Proc. 

you, ers’ Soc., 1960, 105-109; 


discussion 240). 

Plating of nickel, cobalt, iron and cadmium 
from suiphamate solutions R. C. Barratt (Tech. 
Proc. Amer. Electroplaters’ Soc., 1960, 170- 
175; discussion 249). 

M ag nickel powder W. B. Keyser 
(Weld J 961, 40, March, 229-231) The 
feasibility of we We @ corrosion-resistant 
coating to bare steel by metallizing nickel 
powder, with the techniques for prior prepara- 
tion of base surfaces and the subsequent 
techniques for applying a nickel coating were 
investigated. It was determined that a 
vacuum-blast machine was suitable portable 
apparatus for preparing a metal surface for 
spreying, and a aw gun gave satis- 
factory spraying of nickel powder.—s.H.-s. 

Electroless nickel ng G. Fitzgerald-Lee 
(Prod. Fin., 1961, 14, April, 60-61, 79, 99) 
A general review of the history of this process 
is given. Discovered in 1944 it, and later work, 
is covered in ASTM, STP 265 (‘Symposium on 
Electroless Nickel Plating Catalytic Deposi- 
tion of Nickel-phosphorus Alloys by Chemical 
Reduction in Aqueous Solution’).—c. v. 

The — reduction of nickel-phos- 

us alloys from tag cea solutions M. 
chwartz (Tech. Amer. Electroplaters’ 
Soc., 1960, 176-183; F eanaees 249-250) A 
new type of electroless nickel plating solution 
based on the complexing ability of pyrophos- 
— has been developed. It contains 
0,50g/1. yee 6H,O 25g/l, NaH,PO,. 
H x4 b5g/l, NH,OH to maintain pH = 10-11 
and is operated at 65—75°C.—a.p.H. 
of nickel electrodeposits T. Zak 
and Z. Kwiatowski (Prac. Inst. Mech. Prec., 
1960, 8, (30), 17-20) Ni electrodeposits on 
samples of carbon steel and cast iron have been 
tested for porosity using the ferroxyl test. 
Electrodeposits on polished surfaces were less 
porous, yet the conductivity of the sample 
itself seemed to be also of some importance 
since even on the best polished samples of cast 
iron there was no significant drop of coped 
of deposits of minus 100yu. Best results were 
obtained by applying Shenioal and electro 
lytic polishing until a smoothness of | to 1 
was reached, using also additions of eainal. 
enetrisulphonate and a current density of 
1 A/dm*. 

Testi , adhesion and hardness of 
nickel ’. W. Sellers (Met. Fin. 
Guidebook. Directory, 1960, 28, 607-611) A 
summary of tests, very Rane Bee outlined.—c. v. 

Corrosion and electrode potential studies of 
nickel chromium coatings A. H. Du Rose 
(Tech. Proc. Amer. Electroplaters’ Soc., 1960, 
83-59, discussion 238-239) Service and corro- 
sion tests have shown duplex Ni (semibright 
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' the sample 
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oe 5 reget 
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itlined.—c. Vv. 


Pre eg by bright) deposits are better than 
Ni. The outdoor corrosion weight loss 
for bright Ni foil is only slightly greater than 
that for sulphur-free Ni but the number of 
‘orations is much a for bright Ni. 
lectrode potential, galvanic and polarization 
data are given for bright Ni, sulphur free Ni 
and Cr.—a.D.H. 

Electrodeposition of A.J. 
Steiger (Met. Fin., 1960, Dec., 53-55) 
Recent Russian studies of the effect of bath 
composition, current density, pH and agita- 
tion on the electrodeposition of Ni-Co alloys 
yor Soo summarized.—Aa.D.H. 


Some metallurgical aspects of hot-dipped 
prog € Le Bas (J. Australian Inst. Met., 
5, Nov., 246-853) The author discusses 
the metallurgical control of the manufacture 
of hot-dip; tinplate at Port Kembla Works, 
giving details of the application, characteris- 
tics, and testing of the tinplate, and describing 
the defects which arise.—c.F¥. 
Recovering tin from hardhead by selective 
oxidation of iron D. A. Wilson and P. M. 
Sullivan (US Bur. canoe Rep. Invest. 5756, 
1961, pp.17) An oxidation method was tested 
sonora on melts of 2000 . Molten 
hardhead (near 1080°C) was blown with air 
to oxidize iron and leave tin in the reduced 
state, recovery of available tin being 96-98%, 
which contained 2 to 0-1% iron, which was 
reduced to 0-06% by filtration at 250°C. Iron 
oxide formed during oxidation was absorbed 
by a fluid flux cover composed of 43% silica, 
17% burned limestone, and 40%, fused borax. 
Brass plating; bronze ; arsenic 
plating N. Hall (Met. Fin. Gui - Directory, 
1960, 292, 294, 296). 
Cadmium . as J. C. Kosmos (Met. Fin., 
—— Directory, — 28, 296, + 
from potato cyanide baths, dain 
nitrate W. F. Hami d M. Levine (Tech. 
Proc, Amer. Electroplaters’ Soc., 1960, 160- 
165; discussion 246-247) The addition of 
nitrate and a proprietary organic additive to 
@ cyanide cadmium p — greatly re- 
duced hydrogen embrit ent of high 
steels. A c procedure for use 
with the modified electro ne and details of 
operation and control are described.—a.p.H. 


the h of metal 
by a tensile test [ on the 
h and the 
metal Part 1) Y. Mima (J. Metal 


7, ted 270) [No abstract).—c.¥.c. 
coatings with reference fo aborbed overt) y 
reference to absorbed by 

method. [Studies on the 


Soc. , % 1960, 11, June, 203-207, from 
Rev. Mech. Elect. Engr., 1960, 7, 
Aug., 270) [No abstract].—c.¥.c. 
Resistance to abrasion and thermal shock of 
coatings S. Gebalski and J. 
Kanieski (Prac. Inst. Mech. Prec., 1960, 8, 
(30), 21-33) Ni-Cr-Si-B-Fe—C-alloy alone and 
mixed with Al and SiC was sprayed on samples 
of mild C-steel using a Woll Colmonoy spray 
. Whereas using 15%Al there was an 
improvement of the resistance to abrasion, 
SiC additions tended rather to improve the 
resistance to thermal shock. The use of high- 
frequency currents for re-melting Al-SiC 
coatings is recommended as it results in coat- 
ings particularly resistant to high-temp. shock. 
Some on the economic of 
metal spra' v E. Ballard (M@ Fin., 
1961, 7, Feb., 57-62, 70). 
Laboratory and service evaluation of alumin- 
ized steel wire J. em Rigo (Corrosion, 1961, 17, 
May, 245t—250t). 


re 


by metallizing 

(Usine Nouv., 17, June 1, 123) [In 

French} A brief ‘damian of the — 
and poe sg of anager metalliz 

by the. use Ey 


Corrosion protection of 

_~ and aluminium mw f 

E. L. Smith, and R. a er 
[Korrosion, 12, 1960, 172-177) in German). 

metal replaces liners 

Metallizing Equipment Co. Ltd (Mach. Shop. 


Mag., 1961, 22, May, 283-284) A method of 
two-stage spraying of cylinders for lightweight 
rol inde in place of -in iron liners 
ay Saslow ad descri at H.-8. 
Sprayed ybdenum R. T. 
aloe Te J. Pitt, and J. V. Hardy (Metallurgia 
1961, 63, March, 125-131) A A of the 
interfaces between sprayed Mo and mild steel, 
cobalt, and Brightray bases is reported. 
Optical and electron microscopy revealed that 
interfacial layers were present between the Mo 
deposit and the steel, cobalt, and Brightray 
bases, the layer between the Mo and the steel 
base being indicated sd the X-ray 
analyser as probably Mo-Fe alloy. It is sug- 
that where Mo adheres to a smooth base, 
either or both of two mechanism of adhesion 
may operate: one the formation of an alloy 
layer between base and deposit, the other the 
a 4 fused Tw from the basal 
8 Seinen cai res of the deposit.—s.H.-8. 
riace protection by flu sintering and 
gansenen E. Gemmer (Korrosion 12, 1960, 


159-161) [In German]. 

Further of the metal spraying 
technique (Vi) H. Reininger yuncempinr sare 
1961, 15, March, pe spray soldering, 
spray rege and corrosion protective films 
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The influence of chemical compares of 
enamel on its alkali A. N. Revell 
(inst. Vit. Enamel., 1961, ih om pe. 85-87) A 
simple method of measuring resistance is 
proposed and a range of enamel frites is 
A — of terms (J V namel 

(Inst. Vit. B -» 1960, 
Sept Oot, 16-20; Nov., 29-32; Dee., 41- 


ad pag ewe ryt 
sion for A. Petzold (Korro- 
sion 12, 1960, 207-211) {In German] Types of 
coating used, applications and resultant 
> piety are discussed, with ferrous exam- 


(sealer ye earch. Fre78) Sey _ 


Glass on dary Holloware Producta 
Fin., 1961, a) Pi 127). 


temperature 

eeeaten V. Long (Met. Prog., 1961, 79 

arch, 114-120) Base metals can be made 

more or to heat by conversion to ‘com- 

h modifies the surface; 

the ap Ss of a refractory coat is also 

studied The surface materials studied include 
glassy and matte ceramics, cermets, 








are surveyed, d ing 
ee characteristic features.—™M. ~ 
Genie Civil, 


Metal resistant coati 
1961, 81, May 1, 211-213) [In eh} Metal 
coatings in very thin films obtained by cathod- 
ic or thermal] pulverization on various supports 
are now ae, y used. A new technique of 
coating has been en recent years 
by using plasma to which can reach 
15000°C and applying thick meta] coatings or 
refractory materials. technique has made 
possible the production of highly amcient heat- 
resistant parts whose use has enabled rocket 
Re pean to be improved. The processes 
are described. 


. Design, 1960, 32, Sept. 
15, 154.160; Sept. 29, 123-127). ies 


cladding for the 
atus M. —? orrosion 12, yt 155- a appar 


Oi urther hyd ne Be 
ing 
Metalloberflache, 


Reininger 
technique Apri, CST Corrosion protective 
coatings, oe agp pao gyros flame spray- 


ing of bearings, an ‘and finishing of 
goods by means Was spraying techniques 
“"Eponles give good service in well casing 
in 

ing test W. R. Lambert (Corrosion, 1961, 

17, May, fohity 
ap. stamens te Seeing by 
fresh water be oroson (Corrosion, 


1961, 17, May, 28-29) The author discusses the 
resistance to fresh-water immersion of epoxy 
coatings with different curing agents. The 
coatings are found to blister consistently and a 
hypothesis on the mechanism of this failure is 
— forward.—<.F 

New coatings will solve out-door corrosion 
problems (Ind. Fin., 1961, 13, April, 51) Brief 
details are given of the properties of ‘D.L.P..’ 
sheets to be produced by Dorman Long and 
Co. Ltd. The steel sheets are protected on both 
sides and all edges by a P.V.C. composition 
known as ‘Vynasol’, and will be particularly 
suitable for re ee roof cladding and “poe a 

Protection of 


steel against fatigue by non- 
metallic coatings B. Than and P. P. Benham 
(Corros. Prev., 1961, 8, April, 52) Some 
mechanical and physical properties of 11 types 
of organic coatings were examined. It was 
found that some of the organics snovbded 
effective tion for steel against salt water 
at stress levels just below the air fatigue level 
but there was As clear corr tween the 
static tests and those for corrosion fatigue. 
Corrosion A. 





resistance of enamels 
Murdoch (Inst. Vit. Enamel., 1961, 11, Apri, 
93-96) Different types of corrosion and the use 
of accelerated laboratory corrosion 
ussed. Tas. cnathata tasd taniatakeaeninr 
of Fee Rani ees 





and the difficulti in reproducing 
long-term effects in @ short period are indi- 
cated.—c. Vv. 
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nl! te pick the right pa E 
ow BB. 

(Metalw. Prod., 1961, 105, y 10, 
74) ) A comprehensive quick-reference chart 


influence of pretreatment, 
extent of surface “a anmuee 
paint on steel sheet. Standards for indicating 


Cae ee films 
B. W. Cherry and J Mayne (Corros. 
Prev., 1961, 8, April, 53) Ionic conduction 
through varnish films can take place by one of 


on tho netoen al hbase aaa 
has been exposed. The first two mentioned 


carry negative the epoxide with 
Oe tee ee Ge 
charge below value,—c.v 

Mechanism one Hise 60 
Fae ag hx wily P. De and 


conditions C 
M. Kelkar (Corros. Prev., 1961, 8, April, 53). 


— SHEET AND HARD FACING 
usion coatings (Mech. World, 1960, 140, 


Ph. t., 392—393). 
P. A. Ceballos (Acero Energ., 
1961, 18, March—April, 55-63). 
ral characteristic features in the de- 
formation of hard chrome layers S. Kocande 
(Metalloberflache, 1961, 16, March, 71-72) The 
irregular structure of the hard Cr layer caused 
oy ee ee ee ee ee ee 


flush: to fabrication of titanium- 
clad steel C. L. Kobrin (Iron Age, 1961, 187, 
April 27, 110-111). 


POWDER METALLURGY 

tron ag reduction—kinetics and thermo- 
oem. (Indust. Heat., 1960, he | Sept., 
1876-1880) A discussion is presented of the 
optimum values of parameters in H, reduction 
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of iron ore, and of the operating needs fur an 
iron powder ety, tnen 


o Ws Gent, 86rd (Pree. 
Pan ane and sacpetee 
h e 
Pepoederlo 98 are shown in ten tables 
and matching ete oom for the 
pees agin, A oxtssenmgee and sintering tem 
pene content and tensile strengths are 


Pisintered ao agli to 
ay St path aoe 
vie Pon Ind, 4. Ped., 1960, 16, 
84-98) Reduced Fe-powder and electrolytic 
Fe-powder have been compacted at 50 t/in* at 
2250, 2200, and 2050°F with Ni content 0-9%, 
ond Gry Si, cemugueny 1S end 2 The 


1 density, Rockwell 
heotueta,, tensile strength, yield strength, 
elongation, and dimensional change. Other 
tables show the results obtained with com- 
mercial Fe-powders, the effect of varying the 


com pressure, and of heat-treatment. 
Stainless steel powder metal- 





wrey W. L. Batten (Progress in Powder 
, Met. Powder Ind. Fed., 1960, 16, 
130-130), Metal metal oxide ogettictn — 
Fe,0,, Cr SiO,, Al,O;) in 
— — died. Ene curves show that in co itions 
ht and below the lines reducing to the 
oxides is found while to the left and above they 
are oxidizing to the metal. Furnace design is 
considered and it is shown that higher produc- 
tion rates can be obtained with hump belt 
furnaces. Lubrication is diseussed and numer- 
ous examples of parts produced from Type 316 
stainless steel powder are illustrated.—c. v. 
Stainiess steel powder (Pein. Pig. Ver., 1961, 
37, _ 216-218) [In French} Stainless steel 
powders are used in the USA, not only in 
powder metallurgy but also as pigments for 
ial high corrosion-resistant paints. To the 
18-8 stainless steel powder have now been 
added other stainless steels during the past 12 
years. This note describes their physical and 
chemical properties and composition, method 
of production, and lications. 
sintered 


eres 


nickel— their and 

Findeisen (M 1960, 14, Oct., 995-998) 
Change in dimensions on sin , tensile 
strength, elongation, density, and Brinell 


hardness were measured on chenaved steels con- 
by 2-5-7-5 wt- am. 5-0 wt-%Cu (24 refs). 
and si of iron 


quuane oe. Zep f (Powder mesa A 1961, (7), 218- 
248) Details are presented of experience gained 
in testing some 20 different types of iron 
powders available in —— for manufacture 
of sin bearings and structural parts, 
grouped under four headings: reduced, atom- 
on comminuted, and electrolytic. The 
influence of the data thus obtained is dis- 
cussed in detail.—s. H.-s. 

Techniques for the — of powders. |. 


Fu and 
ods of 4 Heywood (Powder 
beret a or << The results of 30 years’ 


ies of powdered materi- 

ne mye are phoned soe , with most of the conclu- 

sions applicable to metallic powders. The first 

section of the paper ee those fundamental 

ye rties that can be measured individually, 

the second section describes the essential 
ime e anigues ter the evaluation ¢ powders 

T for - 
Bulk of metal P. R. 
Marshall (Powder Met., 1 (7), 29-43) 
Current methods of sampling, aid determina- 
tion of flow, apparent and tap density, particle 
size, ‘fillability’, and ‘hy rogen loss’ are 
reviewed. The general conclusion is that pres- 
ent tests are adequate, but that new tests 
more suited to powder usage should be 
devised.—s. H.-S. 

Laem eae: Secor gs al ee iW. 
Observations Vv. T. Morgan 
(Powder Met., 1901, (7), 44-65) Tests to evalu- 
ate the pressing and sintering characteristics of 
metal powders are summarized under four 
headings: behaviour during pressing, proper- 
ties of the green compact, behaviour duri 
sintering, and the properties of the sinte 


com . Specifications setting down standard 
test techniques are described and reviewed 
with the principles involved.—s. H.-8. 


Measurement of the surface area of 
the BET method B. C. Lippens and M. E. A. 
ermans (Powder Met., 1961, (7), 66-81) 


Experimental as of the construction and 
use of @ conventional BET apparatus are dis- 
cussed, and improvements in the method of 
measuri tion and in the size of the 
equipment resulted in the development of the 
‘micro BET’ apparatus described here, with 
simplification in the technique of e- 
ment.—8.H.-8. 
A comparative study of methods for 
in the sub-sieve rai 
Fishmeister, C. A. Blinde, and 8. 
(Powder Met., 1961, (7), 82-119) Eleven 
“niger of widely different pro ies have 
n studied by ‘single-value methods’ and by 
‘size-distribution methods’. In addition, a 
series of WC powders has been studied to assess 
the reliable working ranges of these methods. 





particle- 
H. F. 
almqvist 


FERRITES, CERMETS AND 
CARBIDES 


carbides (Air Prod., 1961, 23, 
April, 144-146) A new family of ge 
materials, combining the machinability of 
steels with a wear-resistance approaching that 
of cemented WC is presented in four grades: 
two austenitic stainless-steel-bonded grades, 
offering machinability and corrosion, oxida- 
tion, and wear resistance; and two martensitic- 
steel-bonded materials, offering machinability, 
heat treatability, and extreme wear resistance 
in the hardened condition. Details of their 
properties and weldability to other materials 
are described.—s.H.-8. 

An in ation of ultrasonic inspection 
methods for sintered powder metallurgy com- 
E. H. Abbe and R. D. Korytoski 
(Progress in Powder Metallurgy, Met. Powder 
Ind. Fed., 1960, 16, 5-18) The ultrasonic 
equipment used is described. Cast dises were 

und smooth and allel and scanned at 
megacycles/sec.; a’ tion areas free of 
defects gave 2-3 decibelsjcm. A radiographic 
print of a cast cylinder disc is shown alongside 
a chart giving the absorption data relating to 
it; the numbers upon this indicate the total 
attenuation in decibels between the trans- 
mitter and receiver at each data point but it is 
stressed that the absolute value of this data is 
meaningless and it is the relative values that 
supply the significant information. Continuous 
contour lines are loci of equal absorption and 
cross-hatched areas are shown which possess 
the greatest absorption. Comparison of the 
two diagrams shows a close soteapenenees. 
Further examples are also given. The attempts 
made to produce an ultrasonic camera are dis- 
cussed and the modified techniques used to 
avoid astigmatism are described. It would 
appear that considerable progress has been 
made but much further work is still necessary. 

What is steel-bonded carbide K. J. A. Brooks 
(Metalw. Prod., 1961, 105, May 10, 65-67) 
Ferro-Tie C, a cemented carbide consisting of 
33%TiC and 67% alloy steel (both by weight), 
combining the features of alloy steels, cemented 
carbides, and cermets, is described and its 

properties and uses discussed. with a compara- 
tive table which assesses it against tool steel, 
ten carbide, and cast cobalt- 
—_ alloy. Further ss to improve 
Z-—S.H.-s. 
Heat treatable steel-bonded carbides: ev 
materiais for tools and 
resistant components J. L. Ellis, E. Sem, 
and M. Epner (Progress in Powder Metallurgy, 
Met. Powder Ind. Fed., 1960, 16, 76-83) The 
significant characteristics of one grade of steel- 
bonded TiC are described and compared with 
those of cemented WC. The two outstanding 
features of Cr-Mo steel bonded carbides are 
that they can be heat-treated and when in the 
annealed condition they can be readily mach- 
ined by normal techniques. Examples are 
given.—c.v. 

A basis non-destructive 
hE O. Woods (Progress in 
Powder Metallurgy, Met. Powder Ind., Fed. 
1960, 16, 34-41) The equation S= —nR+C 
(S=strength, R=hardness, C=a constant, 
m=the slope, and n= m,/m,) shows the linear 
dependence of hardness, independent of binder 
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content for a single class of carbide; B, the 
binder content is present in earlier equations 
but has disappeared during their solution. 
Examination of the curves shows a definite 
linear relation between hardness and strength; 
additionally it is found that at constant hard- 
ness, strength decreases as the minor carbide 
phase (TiC) content increases and the strength 
increases as the binder content increases. It is 
also found that as hardness increases, binder 
content decreases; more generally, the strength 
varies inversely as the hardness; this is to be 
expected from the negative slope of the 

tion. These eye en are further analysed but 
it will be found that even the outline is suffi- 
cient to indicate the usefulness to the con- 
sumer and the producer since it can serve as @ 
control check on the material.—c. v. 


Stability relations of calcium ferrites: phase 


equilibria in the system 2Ca0.Fe,0,-Fe-. 
Fe,0, above 1135°C B. Phillips and A. Muan 
(Trans. Met. Soc. AIME, 1960, 218, Dec., 
1112-1118). 


Numerical evaluation of functions occurring 
in a study of domain configuration in thin 
layers of BaFe,,0,, A. J. W. Duijvestijn and 
B. P. A. Boonstra (Philips Res. Rep., 1960, 15, 
Aug., 390-393) Two functions occurring in the 
theory of domain configuration in thin layers 
of BaFe,,0,, are numerically evaluated and 
are graphically presented.—c.v. 


PROPERTIES AND TESTS 


Pedigree irons and steels for research 
(BISRA, Summary, 1960, (154), pp.3). 

Research on the mechanical of 
metals (NBS Tech. Bull., 1960, March, 
46-50) The results of various studies are 
briefly summarized: (1) it was found that 
individual grains acted independently of their 
neighbours and there was no evidence that 
grain boundaries or interaction with adjacent 
grains promoted cracking; the cen factor 
in fatigue crack initiation in polycrystalline Al 
oo to be the resolved shear stress on the 

ans of easy slip in the slip direction. (2) Most 
fatigue cracks starting at the edges of a metal 
specimen are caused by the stress pattern 
rather than by lower fatigue strength at the 
edges. (3) If a transparent tape is applied to 
the surface of a fatigue specimen, bubbles form 
under this tape at about the same time that 
fatigue cracks are initiated; the bubbles are 
caused by gas liberated as the result of surface 
reactions and provide a useful method of 
studying these changes. (4) X-ray diffraction 
techniques determine the stresses occurring 
within the structure of a metal and the lattice 
strain can be ascertained by measuring the 
changes in interatomic spacing. (5) Using this 
technique on an iron specimen it was found 
that plastic deformation causes residual 
stresses to develop on a microscopic scale; the 
elastic and plastic behaviour of the ferrite 
lattice in a low alloy steel showed that the 
stresses exist in a relatively undistorted 
crystalline material being balanced by oppo- 
sitely directed stresses either in distorted por- 
tions of the crystals adjacent to grain boun- 
daries or in slip bands. The foregoing are 
merely indicative; many other examples are 
given.—c.v. 

Growth of whiskers my chemical reactions 
> R. Morelock and G. Sears (J. Chem. 

, 1961, oe 1006-1600). 

Pidiastie deter mation of iron monocrystals 
B. Jaoul ey D. Gonzalez (J. Mech. Phys. 
Solids, 1961, 9, Feb., 16-38) [In French]. 

The investigation of surface deformation 
L. Grunberg, D. Scott, and K. H. R. Wright 
(Brit. J. A Phys., 1961, 12, April, 134—140). 

Concerning the theory ot the weakening and 
ye alloying of steels B. A. Apaev (Jssle- 

a po zharoprochnym splavam, Moscow, 
1060, 30 203-209). 
solid state W. J. Moore (Ann. Rev. Phys. 
1959, 409-434). 

— of dislocation movement in 
metals and affect on deformation G. Alers 
(Indust. “Fes. 1960, 27, Dec., 2604) Disloca- 
tions in neutron-irradiated Cu bars have been 
studied by a new technique involving extreme- 
ly accurate measurements of the time taken 
for 107 c/s sound waves to be transmitted, and 
ef the energy absorbed.—x.x£.3. 
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Thermochemistry and thermodynamic 

of substances J. M. Sturtevant ‘Ann. 
Rev, Phys. Chem., 1959, 1-30) A review con- 
taining 447 references relating to inorganic 
and organic substances and groups of organic 
compounds. 

A study of the hot working of steels ©. Ros- 
sard (Met. Corr. Ind., 1960, March, 102-115; 
April, 140-153; May, 190-205) Torsion and 
tensile tests were carried out between 900 and 
1 200°C to determine the effects of deformation 
rate, temp. and of sudden chenges of speed and 
temp. of deformation on the structure of 18-8, 
25% Cr and 0-25%C steels. The effect of these 
variables on grain size and the application of 
the data to industrial operations are discussed. 
(33 refs.)—a.D.H. 

Tensile tests at 250°C on Thomas, open 
hearth and electric steels alloyed with small 
amounts of phosphorus F. Erdmann-Jesnitzer, 
W. Parecht, W. Scholz ( Bergakadamie, 1960, 12, 
Dec., 679-684) The influence of increasing 
amounts of P, up to ~0-18%, on the occurrence 
of anomalies in the stress-strain diagram was 
investigated by tensile tests. No P influence 
was found, but the increase of ter_ile strength 
was found to be relative to the N, content. 
The results are discussed. 

Centre notch-tensile test for rocket-chamber 
materials J. J. Warga (Weld. J., 1961, 40, 
March, 130s—134s). 

Pr of mild steel weld metal not re- 
vea by the all-weld-metal tensile test K. 
Winterton (Weld. J., 1961, 40, March, 106s— 
109s) A series of tests is reported and results 
are presented, with satisfactory deposits from 
low-hydrogen electrodes (E6038), and a 
suggestion is also put forward for the incor- 
poration of a more realistic test procedure in 
the specifications.—s.H.-s. 

Cryostat and accessories for tension testing 
at —423°F J. F. Watson and J. L. Christian 
(Mat. Res. Stand. Bull. ASTM, 1961, 1, Feb., 
87—90) Apparatus is described using liquid H, 
as a coolant, comprising a liquid-level indicator, 
thermocouple, heater and extensometer for 
determining the mechanical properties of vari- 
ous materials at —423°F. Rapidity of testing, 
accomodation of large sized specimens, flexi- 
bility for testing different materials at several 
temp., safety features, sequence of operation, 
and performance data are reported.—s.H.-8. 

Tensile at for the tem ure range 
4° te 300°K R. M. McClintock and K. A. Warren 
(Mat. Res. Stand. Bull. ASTM, 1961, 1, Feb., 
95-98) Details and performance of a crystostat 
for use with standard tension testing equip- 
ment, by which temp. between 4° and 300°K 
can be obtained, are presented. Including 
transfer losses, approx. 24 litres of liquid H, 
are used in experiments at 20°K, and approx. 
3 litres of liquid He at 4°K. Simplicity, porta- 
bility and safety with liquid H, are claimed. 

Notched longitudinal-bend specimens for 
evaluating armour weldments 8. M. Silverstein, 
R. P. Sopher, and P. J. Rieppel (Weld. J., 
1961, 40, March, 113s—117s) A longitudinal- 
bend specimen was used to evaluate the tough- 
ness performance of high-strength armour steel 
weldments prepared with austenitic and ferri- 
tic grades 180 and 230 coated electrodes. Data 
from the bend specimens are compared with 
test results of H-plates made with same lot of 
base plates and with similar electrodes welding 
procedure and testing procedure are described 
and performance criteria and test results 
presented and discussed.—s.H.-s. 

Some considerations on the results of 
torsion-relaxing tests upon four typical heat- 
resisting steels P. Brozzo (Rev. Soudure, 1961, 
17, Jan., 44-49) A brief mathematical study 
is presented.—s.H.-8. 

ation of plastic deformation on 
m tests A. Palvélgyi (Koh. Lapok, 
, 94, Feb., 62-65) In the experiments 
described, the compression strength was 
determined by graphical extrapolation of stress 
values obtained from specimens of different 
heights after the same degree of deformation. 
The increase in compression strength was 
proportional to the increase in the log of 
deformation rate. In the hot compression tests, 
the stress-deformation curves showed @ maxi- 
mum, probably connected with the rate of 
recrystallization. 


Metals under high speed loading J. 8. Rine- 
hart (‘Mechani Properties of Metals — A 
short Course’, Pennsylvania State Univ., 1958, 
235-261). 

impact testing of cast iron G. N. J. Gilbert 
(Brit. Found., 1961, 64, June, 5-18). 

Studies of load-time relationships in Charpy 
impact test S. Sakui, T. Nakamura, M. Omori, 
and 8. Nunomura (Proc. 3rd Japan Congr. 
Test. Mat., 1960, 85—88; from Japan Sci. Rev. 
Mech. Elect. Eng., 19€0, 7, Aug., 176) Two 
recording systems were compared, one with a 
strain meter and the other with a piezo- 
electric crystal, Miniature test-pieces could be 
used to determine transition temp, Shifts of 
these during quench-hardening of mild steel 
almost parallelled hardness - Be es. 


Subsize 5 ag correlation h standard 
Charpy ©. H. Curl! (Mat. Res. Stand. Bull. 
ASTM, 1961, 1, Feb., 91-94) A study is 
presented, using various specimen sizes, of 
Charpy V-notch impact properties of alloy 
steels over a range of temp. covering their 
transitions from ductile to brittle behaviour. 
Test data indicate linear correlation between 
the energy required to fracture standard-size 
and subsize Charpy V-notch specimens at the 
normal acceptance-test temp. of —40°C. A 
table comparing theoretical v. experimental 
data is appended.—s.H.-s. 

On the breaking behaviour of perforated 
notched specimens in Charpy impact bending 
tests M. Tanaka, 8S. Umekawa, and W.-K. 
Chen (Proc. 3rd Japan Congr. Test. Mat., 
1960, 81-84; from Japan Sci. Rev. Mech. 
Elect. Eng., 1960, 7, Aug., 176) A new type of 
specimen which has a notch and a hole is pro- 
posed for Charpy impact test. This type of 
specimen is effective to distinguish crack 
initiation from its propagation stage. From 
breaking behaviours of specimens having 
different notch depths, it is observed that 
crack initiates at the root of a notch and 
develops to about 1-2 mm instantaneously. 
Specimens with U-shaped notches are recom- 
mended as standard.—c. F.C. 

Comparison of Charpy V-notch and drop- 
weight tests for structural steels J. H. Gross 
and Y. Imai (Mag. Soc. Naval Arch. Japan, 
1960, June, 2562-57: from Japan Sci. Rev. 
Mech. Elect. Eng., 1960, 7, Aug., 176) [No 
abstract ].—c.F.c. 

Tensile properties of nitrogen-austenitized 
chromium steels E. T. Turkdogan and 8. 
Ignatowicz (JISI, 1961, 199, Nov., 287-296) 


(This issue}. 

Tensile pr es of austenitic stainiess 
steels at elev: ures S. Terai and 
T. Abe (Sumi. Met., 1960, 12, April, 428~437) 
[In Japanese}. 

Tensile properties of mild steel weld metal 
(Can. Mines, Research and Special Projects 
Report for 1960,1961, 22) US, Canadian, and 
British electrode codes require the determina- 
tion of mechanical properties of an all-weld- 
metal test piece. All-weld-metal test pieces 
were made with room temp. interpass control 
and without subsequent heat-treatment; this 
simulated conditions of structural! steel-weld- 
ing practice. Satisfactory deposits were found 
with low-hydrogen electrodes (E 6108) but 
other electrode classes (E 6010, E 6012, 
E 7024) produced deposits which failed to meet 
the ductility values specified by the codes. 
Deposited metals from all but the low-H, elec- 
trodes were characterized by fish-eyes and 
high H content. This “omg ductility, possibly 
made permanent by the presence of fissures, 
may occur in the actual welded joint and the 
use of E 7010 and E 7024 electrodes rather 
than E 6018 may be considered dangerous in 
some plate structures.—c. Vv. 

Properties of stainiess steel sandwich usi 


low-density ar Bg H. Smallen a 
W. F. Roberts (Weld. J., 1961, 40, Feb., 90s— 


96s). 


Relations structural 

and strength of aluminium 

nitridi . Tauscher and E, Stecher 
(Neue Hasse, 1961, 6, March, 146-150) Free 
ferrite is found in the heat-treated structure 
and it is shown that ual distribution of Al 
results in a differential nitriding effect. On the 
nitriding steel, K 38 Cr AIMo6, the influence of 
ferrite on tensile strength and notched-bar 


ABSTRACTS 333 


impact resistance is described as a function of 
the initial structure. The effect of free ferrite on 
ding fatigue strength is discussed, also 
influence of a nitride network on endurance. 
A low temperature yield in iron 
J.B. Lean (Aust. J. Phys., 1960, 13, July, 359— 
375) Polyerystalline specimens of a 0-07%C 
steel were tested in tension at liquid air temp. 
The magnitude of the serration on the stress— 
strain curve depended on the difference 
between the oo and lower yield stresees, on 
the rigidity of the testing machine employed, 
and on the —— strain rate. The mechanical 
stability of the tensile test during the yield 
point load drop is examined. The effect of adi- 
abatic temp. increase in specimens deformed at 
low temp. in boiling liquids is also discussed 
The influence of 


te res Z. 8. 
Basinski and J. W. Christian (Aust. J. Phys., 
1960, 13, July, 299-308) Uniform deformation 
was studied at temp. down to 78°K. The 
Cottrell-Stokes law is not obeyed in iron and 
the results can be explained in terms of the 
strong Peierls-Nabarro force in this metal. 

The doubie-notched (V-V) bar tension- 
bending test T. W. Wlodek (Can. Min. Met. 
Bull., 1961, 64, Jan., 72-86) A number of 
different types of double-notched tension- 
bending impact samples which have been con- 
sidered and examined are described and dis- 
cussed together with data on square are flat 
impact samples. The tension-bending charac- 
teristics of as-cast, as-rolled, and as-machined 
surfaces are examined and analysed.—s.n.-s. 

Some experiments concerning w of 
type 316L austenitic stainless Cheol T Yoside, 
K. Matsunaga, K. Murase, and Y. Ono (J. 
Japan Welding Soc., 1960, 29, June, 459-463; 
from Japan Sci. Rev. Mech. Elect. Eng., 1960, 
7, Aug., 174) Mechanical and corrosion prop- 
erties were measured after hot or cold etrain- 
ing. Hot bending showed some cracks and cold 
bending is preferable unless a temp. above 
800°C is used. Solution heat-treatment after 
working is reeommended.—c.F.c. 

An unusual fracture G. F. Modlen ( Weld. J., 
1961, 40, Feb., 65s—89s). 

A new h-speed impact tensile testing 
machine T. Tumura, 8. Sakui, and M. Oka- 
moto (Proc. 3rd Japan Congr. Rest. Mat., 1960, 
95-98; from Japan Sci. Rev. Mech. Elect. Eng., 
1960, 7, Aug., 175) A new high-speed impact 
tensile testing machine is described. It is of 
rotary dise type, its dia. 1800 mm, and weighs 
2300 kg. Its impact velocity can be varied 
within a range of 5-140 m/sec. The machine is 
also designed to work at temp. from sub-zero 
to 1200°C, 

Behaviour of pure iron under impact tensile 
loading 8. Sakui, M. Omori, T. Mori, and K. 
Sato (Proc. 3rd Japan Congr. Test. Mat., 1960, 
89-94; from Japan Sci. Rev. Mech. Elect. Eng., 
1960, 7, Aug., 175) [In English]. 

The i test on lamellar cast iron D. 
Fortino ( «+ 1960, 62, Dec., 925-937) 
{In Italian | Impact testing has been carried out 
to ascertain whether this test can be used to 
judge the capacity of grey cast iron to with- 
stand high dynamic stresses. It has been 

roved that a correlation exists between the 
breaking strain on the one hand and the 
chemical composition, tensile strength, and 
Brinell hardness on the other. Evidence has 
been found as to the influence of grain size and 
metallic matrix graphite quantity and type on 
the iron impact st h. It is concluded that 
the determination of grey cast iron impact 
strength is a useful supplement to both tensile 
and Brinell hardness tests. 


Concerning the notch sensitivity of 
h vests M. P. Markovete f Ba 0 


M , Moscow, 1960, 62—71) Certain criteria 
are put forward for assessing the notch sensi- 
tivity of high-strength steels. These were satis- 
factory under impact, static, and cyclic 
stresses. Notch sensitivity shows a complex 
relationship with metal strength. The opinion 
previously held that with an increase in metal 
strength notch sensitivity must invariably 
i. 


increase is false. Other concl are 





Concerni the notch-sensitivity of high- 
strength steels. E. ed (Ustalost’ Metal- 


, Moscow, 1960, 72-79) Notch sensitivity of 
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high-strength steels is linked with ductility in 
the potch and decreases considerably with an 
increase in tensile . Steel with lowered 
Pye te fred porn 2- 8% (tensile strength 
kg/mm) therefore e 
notch sensitivity and steel with an increased 
ductility of 5-7% is not very sensitive.—a.1.P. 
Fracture 


of steel pressure 
vessels H. Bernstein and G. C. Young (Metals 
Eng. Quart., 1961, 1, Feb., 75-89) Initial —— 

related to to notch-impact test 

when thin-walled, high-pressure vessels were 
considered. T: was defined as the 
ability of a material to deform a in 
ope peneaas, 6 0 Rahim ae Ree. Gnomes ond 
the principal measure of 
absorption, although fracture ap and 
transition temp. were also used; but though 
some of the data could be expressed in numer- 
ical form they had little meaning. The various 
aspects are considered in detail and numerous 
microstructures 


eed eee ae Sennen 08 & 
result of micro-structural changes are similar 
to those exhibited in notch impact toughness. 
Study of these microstructures has yielded 
valuable information in the pS ARs of 
fracture toughness and in the analysis of 
failures. It is stressed that much work in this 








still r to be done and this 
ee ee a rt.—c.v. 
pa, Pi > H Listy, «Sym — 
av: ( utn. 1961, 
153-158) Math proteus ~% 
test results of notch to was carried out 


ughness 
on 19 laboratory melts of Mn—Si, Mn-Cr, and 
Mn-Si-Cr steels. Tests of notch toughness at 
+ 20°C were carried out after kien and 
200 to 650°C/30 min/air and 500 to 
650°C/30 min/water. fficients were caleu- 
lated and put into The 

bility of Ma-Si-Cr steels for the region ‘of low 

an igh ras drawing temp. was evaluated. 
the notch ness 


ot ‘tea! weld’ metal K. . Dorschu and R. D. 
Stout (Weld. J., 1961, 40, March, 97s-105s) 
fects oO welding energy ut, restraint 
during welding and weld Mn. composition 
on the notch toughness were investigated using 
both per worm are and gas-shielded con- 
sumable-electrode processes. Site additions 
were made to reveal the effects of single ele- 
ments over a range for each welding process 
and effects are reported. Lowering welding 
wen. | input, reducing restraint, and addi 
nickel and manganese benefit weld-m 
notch toughness. Additions of V, C, Mo, Cr 
and Si decrease a a te wan , 
carbon 


of differently 
steels G. Altmeyer and A. Peiter (Material- 
= 1961, 3, April, 20, 147-155) notch 
pact strength of a steel was plotted against 
on te term by means of three characteristic 
values, choosing the transiti int with the 
co-ordinates axii —_ of the asente level onersy) 
tai (the transition temp.) and 
the slope tg aii A°kG/10° (of the curve at 
this point). Comparative study in the case of 
different heat-treatments of three plain carbon 
— have resulted in the demonstration of 
ethod it — ty in the case of normal- 
ining tempe ardeni and tem 
and furnace po —M. ra én 
The work hardeni N. F. Mott 
(Trans. Met. Soc. A me 1960, 218, Dec., 
962-968) The theory of the work-hardening of 
is surveyed with an account of some 
hitherto unpublished ideas of Dr Hirsch. — 
formation of a slip line of length L in = 
hardening leads to secondary slip throughout 
a volume L* of the same order as shou one- 
third of the primary slip. The secondary slip 
is responsible to most o the network of dislo- 
cations observed in cold-worked materials, 
and this network is r nsible for about one 
half of the flow stress. The secondary slip also 
peat ts the sources by forming glissile and 
lissile jogs; when the source is stressed 
eno these annihilate each other and 
the source is unlocked. The dislocations move 
until the jog density stops them. The forest 
density in Stage II work-hardening retains a 
value just big enough to stop the dislocations. 
The theory predicts the formation of vacancies 
in cold work but not of interstitials. 











A simple it pe increase in 

ye 8. gg a ag gy | «Mas rm 
“oo 961, 10, Jan., 147-151). 

and their 

is (‘Mechanical 


ie J. ¥ 

ies of Metals - A Short Course’, Penn- 

sylvania State Univ., 1958, ee tp | 
Testing the tendency to of cast iron 
used for steel ingot moulds A. Josefsson and 
B. Backstrém (Jernkont. Ann., 1960, 154, (10), 
739-756) A testing rocedure consisting of 
alternate heati Sok ling of cylindrical 
cast iron test pieces indicates that the test may 
be suitable for classifying cast irons with res- 
pect to their tendency towards crazing. (11 


refs.) 
by = in metals P. G. 
Forrest PH tearm Mech 1961, 8, March, 
148-157) A detailed review. “et brief survey of 
future developments is included. (67 refs.) 
Fatigue of . Dolan 
(‘Mechanical Properties of Metals — A short 
Course’, Pennsylvania State Univ., 1958, 127- 


— 

strength of yt steel after cathodic 
in sea water Y. Minami and H. 
‘akada (Proc. 3rd Japan Congr. Test. Mat., 
1960, 30-32; from Japan Sci. Rev. Mech. Elect. 
Eng., 1960, 7, Aug., 180) Influence of electrode 
tential on fatigue strength of mild steel 
{as-rolled and shot-blasted specimens) after 
was investigated. Con- 
cludes that the electrode Zorenies of the 
specimen during tion should 
be kept between —0-9 and ex 1 V, in order 
to hold fatigue hh in the air; a lower 
eee than the above would often lessen the 
tigue strength, besides a remarkable increase 

in <a chr —C.¥F.C. 


strength Stee if B. =, Ps 
op 171056, 1960, June, 


FP: 65; ARF 
2172-6; WADD Tech. Rep., 60-120 





tanks 








from US 
Res. Rep., 1961, 35, Jan. 13, 92) Relations of 
fatigue strength to melting and deoxidation 
practice were found. 

Some quantitative aspects of fatigue 
materials 1 N. Cummings (PB 171084, 1960, 
July, pp.292; WADD Tech. Rep., 60-42; from 
US Res. Rep., 1961, 35, Jan. 13, 95) In this 
report are given not ‘only fatigue properties of 
many structural materials but also the ‘static’ 
properties and such other supplementary 
information as was given in the references 
consulted. The data are in general from room 
temperature tests, but a few data are given on 
tests at higher temperatures. The data are 

resented in tables on curves, supplemented 
y brief discussions in the text.—c.F.c. 

Detection of ee Gomeee. with Ra 
waves P. J. Brosens, N. pple gem) 
G. R. Khabbaz (PB 171088, T900. ~ » pe 
57; ARL Tech. Rept. 60-307; from U, 8. 
Rep., 1961, 35, Jan. 13, 94) Raylei h waves 
show both damage prior to crack formation 
and cracks present later. With low-frequenc. 
waves (2mc) the prior damage was not detec 

Statistical of fatigue data F. B. 
Stulen and H. N. i (‘Mechanical 
Properties of Metals — A short Course’, Penn- 
sylvania State Univ., 1958, 163-202) A very 
detailed presentation of the essentials.—c.v. 

of cracks in steels under 

Matting and H. Wolf (Material- 
prifung, ‘sl, 3, Feb. 20, 51-62) The relation- 
ship between crack length and number of 
stress cycles is established by tests on speci- 
mens of various steels; the dependence of 
crack wth on nominal stress deduced, and 
the characteristics of crack propagation 
examined in relation to other material proper- 

ties. (20 refs.) 
on the fatigue behaviour of strain 
C. Rohrbach and N. Czaika (Material- 
prifung, 1961, 3, April, 20, 125-136) The 
fatigue behaviour of strain gauges was studied 
with respect to dynamic or repeated static 
measurements. It was concluded that the 
sensitivity of the strain gauges is independent 
of the number of cycles, but that the zero 
deviation varies strongly in the case of great 
alternating stresses, though it varies slightly 
at small alternating stresses. At alternating 
strain amplitudes of close to 2%, fatigue 
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fracture in the gauge wire or in the terminal 
connexions was the only destruction cause of 
nearly all ae tested... 


snus ee? control for creep 

pp ans installation § Colvilles es 
Metallurgia, 1960, 62, Dec., nbny 

testing machine meets British emer- 


gency yn (Met. Prog., 1961, 79, Jan., 
6-78) A cree testing machine built by D. 
Napier & Son Ltd, is illustrated and described. 
Creep tests of 2000 h duration have been 
carried out to compare the performance of the 
new machine with that of single point testers; 
six specimens taken from a common forging 
were tested simultaneously and there was less 
scatter in the creep measurements than is 
normally found in six separate test measure- 
ments. The machine has now completed 10000 
h creep testing and it may be noted that 
continuous testing is pene since an indi- 
vidual specimen can taken out and re- 
placed without shutting down the machine 
and there is no detectable effect on adjacent 
tests.—c.v. 

Some studies on —_— of large steel speci- 
mens. 2. Propagation of fatigue crack on 
smooth surface specimens J. ae (Trane. 
Japan Soc. Mech. Engre., 1960, 26, April, 567- 
577; from Japan Sci. Rev. Mech. Elect. Eng., 
1960, 7, ot 175) Rotating bending fatigue 
tests on 0-2 steel are reported using test- 
pieces 125 mm in dia. Shell patterns were 
observed on fractured surfaces when the 
stress was radically oe These patterns 
take a definite shape, which can be drawn as a 
family of curves depending upon arc length of 
crack. The relation  brecoon propagating s 
ve (wu /eycle) of crack and stress (kg/mm*) on 
the sage of the fractured surface is given by 
the following formula (ve=a—o9/B, where og 
is a critical value of ¢= 11-5 kg/mm", and is a 
constant depending upon the size of the 
specimen (= 17 for 125 mm dia.).—c.¥.c. 

Some on fatigue under ye 

‘Taam a. M. Kawamoto and M 
(Proc. 3rd Japan Congr. Mat. Test., 1960, — 
19; from Japan Sci. Rev. agen Elect. Eng., 
1960, 7, Aug., 174) Multiple repeated stress 
tests under two stress lowele were carried out 
with nine s: ns (Al alloy or mild steel), 
and the effect of cycle ratios of primary stress 
upon the fatigue es at secondary stress 
was studied. Results were shown by several 
methods of representation, whose edeanhenes 
and disadvantages are discussed. In particular, 
Levy’s method is considered, but is pointed 
out to have a limit of application.—c.¥F.c. 

Some experiments on the effect of rest periods 
during stressing in high temperature gue 
K. Endo (Proc. 3rd Japan Congr. Test. Mat., 
1960, 64-67; from Japan Sci. Rev. Mech. 
Elext., Eng., 1960, 7, Aug., 174) Fatigue life 
tested at high temp. is considerably prolonged 
when cyclic stresses are removed during the 
course of testing. The increase rate depends on 
the cyclic ratio up to the interruption, and this 
is explained by the relation between increasing 
hardness due to ageing and the irreversible 
damage accumulated by repeated stress. The 
accumulation of fatigue damage at elevated 
temp. can hardly be made clear from these 
simple tests which are made under rather a 
limited condition.—c.F.c, 


gy resistance: design considerations 
BY R. Smith (Air. Eng., 1960, 32, May, 142- 
44). 
F breakdowns in carbon steels M. 
Klesnil (Met. Treatment, 1960, 27, Dec., 503- 
510) Normalized carbon steel ee (0 -09, 


0-4, and 0-8%C) were = in reversed 
bending and the degree of a he deter- 
mined. Micro X-ray diffraction patterns were 


obtained and both optical and electron micro- 
graphic studies carried out. It is concluded that 

when t slip bands attain critical 
dimensions a microcrack is formed in them 
which propagates under high stress concentra- 
tion conditions. These conclusions do not differ 
from those already reached by previous 
workers.—A.H.M. 

Fatigue crack (Can. Mines, 
Research and 8S ‘ojects Report 1960, 
1961, 32) Characteristics of fatigue and impact 
fracture surfaces were studied using the optical 
microscope and scanning electron microscope. 
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The fracture surface of OFHC copper, tested 
in reverse plane bending was composed of a 
network of striations; these marked the 
advancement of the crack front. Second phase 
particles appear to restrict the propagation of 
the fatigue crack in CG 42-T6 (Alcan 248-T6) 
Al-alloy. This restriction was shown by a wavy, 
distorted appearance of the striations on the 
fracture surface. Impact fracture surfaces of 
CG42-T6 tested at 195° and room temp. 
showed a network of dimples and craters. This 
structure is considered to be caused by a de- 
cohesion between second-phase particles and 
the Al solid solution phase as well as by the 
fracture of the hard particles.—c.v. 

of surtace finish on fatigue resistance 
R. Mossoux and J. Collin (Rev. M. Tijd., 1960, 
6, (4), 209-210). 

Fatigue and vey. Be de Leiris (Rev. M 

Tijd. 1960, 6, (4), 179-192). 

he fatigue strength of welded motor car disc 
wheels ©. Izdinzky (Zvdranie, 1961, 10, (1), 
~— fIn Slovak}. 

—s fatigue stress theories for combined 

— using a rotating 

caw w. N. aly N. Mathur, E. Szezepan- 
ski, and A. O. Temel (Trans. ASME, J. Basic 
Eng., 1961, 83D, March, 10-14) It was found 
that fatigue cracks were produced in regions 
where the strain energy was essentially con- 
stant during the test; it was therefore evident 
that fluctuating strain energy could not be the 
prime cause of fatigue failure. It was inferred 
that fatigue failure must result from fluctua- 
tion of some component of stress or strain 
referred to particular planes of the material, 
e.g. a critica] shear stress. It is considered that 
while ras Godan forms of expression may be 
useful as d rmulae for combined stress, 
the expushaanned work described is not valid 
as a method of describing the mechanism of 
fatigue and if used may provide incorrect 
findings.—c.v. 

On the contribution of residual stresses to the 
coaxing of low carbon ($15C) and medium 
carbon steel (840C) during repeated stresses in 
reversed 8. Taira and Y. Murakami 
(J. Japan Soc. Test. Mat., 1960, 9, May, 

379; from Japan Sci. Rev. Mech. Elect. Eng., 
1960, 7, Aug. 174) [No abstract]. 

On the residual stresses due to repeated 
stressing of annealed steels S. Taira and Y. 
Murakami (Trans. Japan Soc. Mech. Eng., 
1960, 26, April, 591-598; from Japan Sci. Rev. 
Mech. Elect. Eng., 1960, 7, Aug., 174) Tests are 
made to find whether repeated bending leaves 
residual compressive stress. It is shown to 
appear early and to reach a max. at ~10° 
cycles, afterwards fading out to vanish at or 
near fracture. Higher st are reached with 
higher C and with higher yield point.—c.¥.c. 

Crack propagation in thin metal a7 
alloy) sheet under repeated loading H.W. Liu 
(Trans. ASME J. Basic Eng., 1961, 83, March, 





23-31). 
Microplastic strain h energy as a 
criterion for trackers CE. Feltner and 


J. D. Morrow (Trans. ASME, J. Basic Eng., 
1961, 83D, March, 15-22) Hysteresis energy 
postulated as a criterion for fatigue 

failure; specifically, the plastic-strain energy 
portion of the hysteresis energy has been 
assumed to account for the damaging effects. 
SAE 4340 steel was used to study the cyclic and 
static stress-strains. The test procedure is 
described and the collected data are compared 
with the theoretical findings. Future investiga- 
tions are suggested. It is pointed out that 
although pres true stress-strain measure- 
ments may never replace experimental S—-N 
curves, they may to some extent reduce the 
number of cyclic tests required.—c. v. 

Photoelastic on test bars for 
creep tests on brittle sintered materials W. 
Schatt and Dt Kockott (Materialpriifung, 1961, 
3, Feb. 20, 66-69). 

resistance 


hess testing machines are described, in eee 








the conditions of loading the 
varied, and the resulting variations in the 
hardness values obtai are di d. Evi- 


dence of the necessity for precise control of 
the loading conditions in standardization work 
is given, together with the definition and 
accuracy oft e HV scale of hardness provided 
by the National Physical Laboratory.—8.H.-8. 

Hardenabi| bands for steels 6118-H to 
8630-H (Met. Prog., 1960, 78, Nov., 100B) A 
data sheet. 

Hardness and its measurement for the metal- 

st V. E. Lysaght (‘Mechanical Properties 
of Metals — A short course’, Pennsylvania State 
Univ., 1958, 35-90). 

Hardness testing of cast-iron machine-tool 
frames E. Fuchs (Koh. Lapok-Ontode, 1961, 
12, Jan., 12-17) The Brinell hardness of cast- 
iron machine-tool frames can be determined 
within the standard limits of +7 kg/mm* with 
the manual hardness tester ‘Poldi’, if the dia. 
of the indentation has been measured with an 
accuracy of up to + 0-02 mm, and # new, more 
detailed chart, shown in the present paper, 
has been used.—»P.K. 

Hardening and precipitation in = iron 
molybdenum and an Cencenemees ate y G. 
Elsen and G. Wassermann (Z. Metallk., oat. 
55, April, 263-269). 

On the influence of pre-precipitation on the 

of various alloys H. Borchers, M. 
Kainz and 8. Pixner (Z. Metallk., 1961, 52, 
April, 276-279) Results are discussed which 
show that under certain conditions, low temp. 
precipitation may cause accelerated and 
Soa 5 or retarded and decreased precipi- 
tation hardening. Age hardening is not 
affected. Pre-precipitation and age- Sasdining 
may prevent precipitation hardening. Ex- 
planations are offered and further tests are 
advocated.—-R. P. 

In on the strain a eames of mild 
u steels, by means of strength and 
damping measurements W. Heller and M. 
Nacken (Arch. Hisenh., 1960, 31, Dec., 723- 
730) The process of strain ageing was followed 
on specimens of basic Bessemer steel, special 
blown steel and electric steel with a dissolved 
C content of 0-019% at various temp. by means 
of tensile tests and damping and coercive 

wer measurements. The results are discussed 
in relation to the effects of carbide formation 
on the mechanism of strain ageing.(17 refs.) 

Current views on brittle fractures A. V. 
Naijfiez (Cien. Tecn. Solda., 1961, 11, Jan.—Feb., 
1-10) [In Spanish}. 

Theory of brittie crack initiation and 
gation — a theoretical analysis of E880 
Akita poh K. Ikeda (Weld J., 1961, 40, March, 
1388 144s) Infor is pr ted from 
the viewpoint of dynamics on the effects of 
impact energy, temp. yield stress, and plastic 
surface energy on brittle crack initiation and 
propagation.—s. H.-8. 








ERRATUM 


JISI, 1961, 198, June, p.214 line 19. 
For ‘PB 145861’ read ‘PB 147861’. 











Joint investigation on brittle fracture in 
service Instituto International de la Soldadura 
(Cien. Teen. Solda, 1960, 10, Oct., 1 (17), 1-6) 
An account of the procedure to be adopted by 
members of the Ts Comision IX in studying 
and collecting data on brittle fracture in 
service. 


Catastrophic fracture ductile-to- 
brittle transition W. N. Pte (Wald Je 1961, 
40, March, 135s-137s) Results of original 
studies in Mo as a means of examining the 
relationship between transition temp., residual 
welding stresses, and catastrophic rupture are 





and high temperature 

of metals G. V. Smith (‘Mech al 

roperties of Metals — A short course’, Penn- 
sylvania State Univ., 1958, 111-125). 

The practical realization of the HV and HR 
scales of hardness R. S. Marriner (Quality Eng., 
1961, 25, March-April, 52-58) A communica- 
tion from the National Physical Laboratory. 
Experiments with precise indentation hard- 


Pp d. It is shown that 
a gy stress-relief treatments applied 

fore the welds cool below the d -to- 
brittle transition temp. prevent the catastrophic 
cracking found in the weld crater area. 

Brittle failure of strong steel C. E. 
Mavrocordatos (Met. Prog., 1961, 79, Jan., 
130-132) The essential requirements of a 


r and di 
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simple test for brittle fracture are outlined and 
attention is drawn to the similarity between 
temper brittleness of certain alloy steels and 
the brittle fracture of ‘tough’ mild steel; 
equally, there are puzzling differences. A 
tentative theory to explain this is presented 
by the author (J, South African Inst. Min. 
Met., 1960, July, 709). A general guide to the 
characteristics of a satisfactory mild steel is 


given.—-c.v. 

Biue brittieness A. Josefsson (Jernkont. Ann., 
1960, 1 (11), 834-846). 

Biue-beltite Armco iren A. W. Sleeswyk 
{Acta Met., 1960, 8, Feb., 130-132) A letter. 
The character of the irregular stress-strain 
curves obtained with Armco iron showing the 
characteristics of blue-brittleness, and the 
connection between diffusion of interstitials 
and this type of deformation, are examined in 
detail. The results indicate that a critical strain 
rate exists which represents the transition 
between unstable plastic deformation and 
stable deformation. This critical rate was 
determined, and the results oe discussed. 


The effect of stratification in the structure 
of structural steels on anisotropy in the mech- 
anical and on the cold-shortness 


faresheld 'V Neveoeabas, and L. V. Krivenko 
(Stal’, 1961, (4), 350-354) Steels 8t3, |OKhSND 
and 19G (low-alloy) were examined and no 
relationships were found between structural 
non-uniformity and cold-shortness or mech- 
anical anisotropy, which was always present 
after rolling but was increased by stratifica- 
ag Fo of => ferrite. 


brittioment i in _ 47 sabe amr 


(Tech. Proc. Amer, Mlectreplebr’s Soc., 1960, 
110-115; discussion 241) Stress-strain relation- 
ships in flow and fracture, the way in which 
occluded hy can affect the normal 
behaviour and the problems of removing or 
avoiding hydrogen embrittlement are re- 
viewed,—a.D.H. 

Measurements pertaining to em- 
brittiement C. A. one aa. Proc. Amer. 
Electroplaters’ Soc., 1960, 138-142) Methods of 
determination in steel, methods of 
specimens, testing and 
methods are reviewed. (24 refs.) ice 

A new look at the h embrittiement 
of cadmium coated steeis N. M. 
Geyer, G. W. Lawless, and B. Cohen (Tech. 
Proc. Amer. Electroplater’s Soc., 1960, 143-151; 
244-246) A sustained load applied to a notched 
tensile test-piece loaded at 75% of the ultimate 
notched tensile strength for 200 h formed the 
basis of a test to detect H, embrittlement. The 
embrittling action of commercial Cd plating 
baths was investigated. 


aun ee ae 

Sedlebefoormsbs tet teat Sa a Vo 
8. Koshiba and A. Inata (Hitachi H 
1960, 42, May, 587-590; from Japan Sei. Rev. 
Mech, Elect. Eng., 1960, 7, Aug., 272) [No 
abstract].—c.¥F.c. 

Surface contact in theory and practice F. T. 
Barwell (Inst. Mech. Hng., 1961, April, 12, 
3-26). 


Special methods of nondestructive testing 
H. J. Rodewald and C. Studer (Metall., 1961, 


15, May, 410-414). 

Visual strain gauge, does work of three F. 
Zandman (Prod. Eng., 1960, 31, Oct. 24, 42- 
44) A photoelastic strain gauge is sa gga 
which measures, without a polariscope, the 
magnitude and direction of the 
principal strains at the point at which the 
gauge is attached. It is called a ‘rosette’ since 
the results are shown by a rosette pattern of 
three resistance strain gauges. It consiste of 
three resistance strain gauges. The calculation 
of principal strains is discussed mathematically 
rw " Ss eS illustrating these is given. The 

ubovie device, requi auxiliary instru- 
ee hada also Fe mons it c.v. 
is to future of 
welding ual . J. Gibson (Weld. J., 
1961 Men ase. ee A general survey 
and ‘applications of media used in 
non-destructive we rere are presented. 
Motion of mee boom eager &. energy, 
magnetic inspection, inspec- 
tion of welded joints are discussed.—s.H.-8. 
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Non-destructive testing of tubes M. Zdun- 
kiewiez (Hutnik, 1961, (2), 62-64) A dis- 
cussion of an American report of the API 
Committee on standardization of tubular 
goods ery at Denver, a 
netic powder oeer tectag) H (Mesale. 

eee w 
Prod., 1961, 104, — 5, 51-52). « 
m 


materials &. HT Trapp (‘Flat rolled products. 
II, Semi-finished pos f finished’, Interscience 
Publishers, 1960, 6, 99-114) The seven factors 
that infil tic properties are listed, 
degree of purity, texture, order-disorder, 
magnetostriction, grain growth, strain and 
magnetic or field annealing; none of these are 
free and independent of each other for if a 
material is heat-treated grain growth and 
purification can oceur at the same time. 
Crystal orientation and the effects of cold 
rolling are discussed and crystal orientation 
in NiFe and SiFe is examined. When truly 
isotropic magnetic properties are required, 
then preferred crystal orientations must be 
avoided and the material must be processed 
in such a way as to prevent texture develop- 
ment. 


ke waged ay tomy of magnetic 
materials P H _ On ‘Flat rolled products. 
II. Semi finished and finished’; Interscience 


Publishers, 1960, 6, 115-130) Discussing 
unchability, the effect of the material on die 
ife is examined; cold-reduced grades have an 

index of 200 and 150 for motor or electrical 

grade as-rolled, 90 after normalizing and 40 

after box anneal. It is also stressed that 

punching strains introduce a degree of degra- 
dation in magnetic properties which must be 
relieved in most cases b annealing but 
examples are also given showing values of 
core loss and excitation resulting from anneal- 
ing conditions on 0-025 in common iron. 

Distortion and sticking is briefly reviewed. An 

informative diagram is presented showing the 

magnetic performance of new materials. Cube 
texture Si-iron and Si-steel usage are briefly 
reviewed,—c.V. 


8t on the OP net (4th Solid 
wy Be Re She tedbudilon ot OF coaquet 


Nakamura nach N. Kawai (J. Japan Soc. 
Powder Met., 1959, 6, Oct., 181-184) The 
magnet is prepared from the mixed metal 
nitrate by ignition, compacting and sintering 
in vacuo. The constituents are identified and 
the reaction on firing is inferred. A diffusion 
mechanism developed and the activation 
energy estimated. 

Nuclear 





paramagnetic resonance G. K 
Fraenkel and B, Segal (Ann. Rev. Phys. Chem., 


1959, 435-456). 

observations on transformer steel J. 
Teind! and B. Otta (Sbornik, Ostrave, 1960, 
6, (3-4), 297-301) [In Czech] The suggestion 
that prolonged storage in the open may affect 
the electromagnetic and mechanical proper- 
ties of transformer sheet significantly was 
examined. It was found that storage from May 
to August in the o had no significant 
effects; the permeability differences in sheet 
depend primarily on those of the bar stock 
from which they were rolled.—r.F. 

Ultrasonic ing J. F. Hinsley (Edgar Allen 
News, 1961, 40, April, 76-77) A brief review 
of the work of the joint Summer Conference 
on non-destructive testing, with a list of the 
eight lectures delivered.—s.H.-8. 

How the Russians are using ultrasonics in 

A. B. Tesman (Met. Prog., 1961, 
79, Jan., 79-83) Ultrasonics are being used to 
degas molten metals, speed diffusion processes 
such as carburization, accelerate ageing of 
Al-alloys and improving weld quality.—c.v 
The attenuation of wu waves in 
austenitic chromium—nickel steels P. Midecke 
(Materialprifung, 1961, 3, Jan., 20, 1-4) The 
small depth of penetration of ultrasonic waves 
in these steels is due to the precipitate-rich 
structure; due to increasing extinction the 
depth of penetration decreases with rising C 
content, and varies with the treatment of the 
steel, i.e. whether forged, rolled or as-cast. The 
— of penetration is investigated theoreti- 
from the coefficient of extinction. 


and scope of ultrasonic testing K. 
ee (Hutnik, 1961, 11, (3), 123-128) [In 
zecn |. 
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—~ > to set navy casting standards 
R. J. Ely (Foundry, 1961, 89, April, 167-168) 
ne er standards for steel castings with 
sections from 0-13 to 0-75in now being pre- 
pared for the Bureau of Naval Weapons by 
the Naval Ordnance Laboratory, Silver Spring, 
Maryland, to meet advances in casting tech- 
niques and light steel castings for aircraft and 
missiles, and their uses and applications, are 
briefly discussed.—s.H.-8. 
imum fault detection in ag om 
examination G. J. Janssen (Material 
se ton te ds 1961, 3, Feb. 20, 63-66) [In English]. 
et residual austenite con- 


tent in lave aoe means of X-ray 
Siftraction an E. G. Fuchs (Acta Techn. 
Hung., 1961, (3-4), 389-414) A survey of 


papers on X-ray diffraction analysis for aus- 
tenite determination has enabled the develop- 
ment of a method suitable for determination 
of the residua] austenite content in hardened 
steels. A relationship has been derived which 
is essentially independent of the steel composi- 
tion and use has been made of the fact that the 
integrated reflection of austenite and marten- 
site are proportional to the amount of these 
phases. Evaluation curves have been plotted 
which enable determination of the austenite 
content within 1-2 minutes, with satisfactory 
accuracy. (24 refs.)—™M.L. 

R nm effects on metals J. C. Wilson 
(‘Mechanical Properties of Metals — A short 
course’, Pennsylvania State Univ., 1958, 263- 
275) The unusual behaviour of irradiated 
metals is discussed, this being probably due to 
the lattice defects that have been produced. 
However, it is possible that this treatment may 
have speeded up metallurgical reactions; some 
experiments suggest this and the necessity for 
a careful study of irradiation temp. is indi- 
cated. The fact that high purity Fe (even if 
alloyed with C) is immensely superior to steels 
in resistance to radiation-induced shifts in 
transition temp. suggests that radiation resist- 
ant steels should be possible. The various 
aspects of this problem are examined.—o, Vv. 

Tungsten-element furnace with zirconia 
lining promising for heating in the range of 
4000°F C-M Inc. (Indust. Heat., 1960, 27, Dec., 
2580--2584). 

High temperature chemistry J. L. Margrave 
(Ann. Rev. Phys. Chem., 1959, 457-486). 

Che oye ey me and thermal om pete 
of Fe-Ni alloys used for so-called D wires 
E. G. Fuchs (Acta. Techn., 1960, 31, nr 425- 
435). 

Reactions of metal surfaces at high tem- 

ures F. T. Barcroft and J. R. Hayden 
(Nature, 1961, 189, Jan, 14, 133-134) A letter. 
High temp. reactions of extreme- -pressure 
lubricants with metal surfaces are investigated 
by simulated pulse heating with X-ray 
examination of the products. The core of a 
stainless steel wire with various S compounds 
is illustrated. 

Stress-rupture tests at 1350°F on 
stainiess steel W. D. Jenkins, W. A. Puce, 
and W. J. Youden (Mat. Res. Stand. Bull. 
ASTM, 1961, 1, Feb., 104-108) A stress- 
rupture test programme statistically designed 
to obtain maximum amount of data from a 
limited number of tests is reported. Specimens 
tested at a stress of 13500 psi had an average 
rupture life of 100 h. Results were analysed. 
Standard deviation was 20 h. The effect of 
stress on the properties of material is reported. 

Vapour pressure of iron at 1600°C E 
Turkdogan and L. E. Leake (Trans. Met. Soc. 
AIME, 1960, 218, Dec., 1136-1137). 

Ry on type 321 stainless steel intended for 

temperature service M. Nishihara, H. 
iene 8. Yamamoto, and K. Yoshida (Proc. 
3rd Japan Congr. Test. Mat., 1960, 72-76; from 
Japan Sci. Rev. Mech. Elect. Engr., 1960, 7, 
Aug., 273) Vacuum melted and in-air melted 
— of type 321 stainless steel (Ni-Cr— 

n steel containing Ti) are tested; effects of 
heat-treatment on creep rupture strength and 
the behaviour of TiC in austenite, before and 
after creep rupture tests, are discussed. 

Self-diffusion in alpha iron RK. J. Borg and 
C. E. Birchenall (Trane. Met. Soc. AIME, 
1960, 218, Dec., 980-984) The self-diffusion 
coefficients for a-iron have been determined 
between 980° and 1167°K using “Fe as the 









tracer. With decreasing temp. the diffusivity 
was found to decrease more rapidly than 
predicted by the Arrhenius equation in the 
region of the Curie temp. The diffusion co- 
efficients obtained well above the temp. of the 

etic transformation are more precise and 
differ substantially from all previously reported 
values. In the temp. region beginning at least 
50° above T,., the diffusion coefficient is given 
by D=118 (+2) exp (—67240/RT) cm sec™!. 

Determination of diffusion coefficients in 
iron-chromium alloys T. Heumann and H. 
Béhmer (Arch. Eisenh., 1960, 31, Dec., 749- 
754) The diffusion coefficients in Fe—Cr alloys 
with 0-22at-% Cr were determined. The 
coefficients in «-solid solutions fall with addi- 
tions of up to 10at-% Cr by about 30%. 
remaining unaltered with further additions 
The coefficients in «-solid solutions are about 
two powers of 10 lower than those of the « 
solid solutions. The diffusion of the Cr atoms 
is slightly increased in the presence of Al (14 
refs.) 

Diffusion in the iron-chromium system H. W. 
Paxton and T. Kunitake (Trans. Met. Soc. 
AIME, 1960, 218, Dec., 1003-1009) The self- 
diffusion coefficient of Cr in various alloys in 
the iron—chromium system has been measured. 
A variation in D, from 10-* for pure Cr to a 
maximum of 102" near 60% Cr appears with a 
yA of activation energy from about 50 to 

cal per mol. The general pattern of be- 
haviour observed is not consistent with 
present theories of diffusion by a vacancy 
mechanism. Suggestions are made for further 
clarifying experiments.—s.H.-8. 

Ay self-diffusion of iron ane grains and 

rain boundaries. Part C. Leymonie 
Oude taux, 1960, Feb., 45 as) "Using radioiso- 
es it was established that grain boundary 
self-diffusion is pronounced at temp. below 
850°C and depends upon the orientation of 
the crystal boundary. Values were determined 
for the self-diffusion coefficient of «-iron and 
for energies of activation in q- and y-iron. 
Grain boundary segregation of impurities 
assists self-diffusion. (51 refs.)—a.p.H. 

The diffusivity of hydrogen in alpha iron 
E. W. Johnson and M. L. Hill (Trans. Met. 
Soc. AIME, 1960, 218, Dec. 1104-1112) The 
diffusivity D was determined at 25° to 780°C 
from hydrogen evolution rates. Anomalous 
evolution from air-melted iron was attributed 
to residual hydrogen, which is interpreted as 
a hydrogen compound that decomposes at a 
strongly temperature-dependent rate above 
500°C. Above 200°C, D=0-014 cm*sec—exp 
(—3200 cal per g atom/RT). Below 200°C the 
diffusivity is anomalously low and represented 
by D=0-12 em*sectexp (—7820 cal per g 
atom/RT). It is postulated that at low tem- 
peratures the hydrogen in the metal is ‘trap- 
ped’ with an energy 4-8 Kcal per g atom below 
that of the interstitial hydrogen.—s.u.-s. 

Diffusion of penge through aluminium and 
stainless steel A. W. Castelman, F. E. Hoff 
mann, and A. M. Eshaya (BN L-624 (T- 190), 
1960, July, pp.9; from US Res. Rept., 1961, 
35, Jan.13, 126) [No abstract] 

The behavicur of hydrogen in iron and steel 
M. L. Hill (Tech. Proce. Amer. Electroplaters’ 
Soc., 19#G, 124-134; discussion 242-243). 
en in welded, cast and 
colg-worked steel P. Bastien (Zvdr. Sbornik, 
1960, 9, (3), 345-366). 


METALLOGRAPHY 


H $ equilibria and phase diagrams 
R. F. Porter (Ann. Rev. Phys. Chem., 1959, 
219-246). 

Methods of constructing structural diagrams 
in ternary systems I. Viadescu (Berga mie, 
1960, 12, Dec., 705-709). 

Causes and occurrence of the anomalous 
structure in steels H.-J. Wiester, R. Pusch, and 
M. Hoffmann (Arch. EKisenh., 1960, 31, Dec., 
731-747) The influence of various impurities 
and alloying elements on the formation of 
steel structure was determined on pure hyper- 
eutectoid Fe-C alloys. Additions of Mn, Si, 
Al (as an alloying element) and As counteract 
the structural anomaly in pure Fe-C alloys, 
while O,, P and Cu promote it. 8 and N, have 
no effect. The mechanism of the influence of 





diffusivity 
idly than 
on in the 
fusion co- 
mp. of the 
recise and 
y reported 
ng at least 
it is given 
em sec™!, 


—Cr alloys 
ned. The 
with addi- 
out 30%. 
additions 
are about 
of the a- 
Cr atoms 
. of Al (14 


) The self- 
s alloys in 
measured. 
re Cr toa 
ars with a 
out 50 to 
ern of be- 
tent with 
» vacancy 
for further 


am and 
ymonie 
zy radioiso- 
boundary 
np. below 
ntation of 
letermined 
x-iron and 
nd y-iron. 
impurities 
>. H. 

alpha iron 


‘rans. Met. 


Anomalous 
attributed 
‘rpreted as 
poses at a 
‘ate above 
m*sec~lexp 
200°C the 
epresented 
eal per g 
t low tem- 
al is ‘trap- 
atom below 


ept., 1961, 


yn and steel 
ectroplaters’ 
—243). 

d, cast and 
ir. Sbornik, 


r 


anomalous 
Pusch, and 
0, 31, Dec., 
3 impurities 
mation of 
pure hyper- 
of Mn, 8i, 
; counteract 
‘eC alloys, 
und N, have 
influence of 


additions on this structural anomaly is dis- 
cussed. (67 refs.) 


preparation of sharp es 
P. G. MeDougall and N. F. re A 
Australian Inst. Met., 1960, §, Nov., 200). 
of 


os study pitation of 
iron E. Hornbogen and 


copper from 
R. C. Glenn (Trans. Met. Soc. AIME, 1960, 
218, Dec., 1064-1070) Copper precipitates 
from a-iron or fee e-phase without formation 
of intermediate compounds. In the first stage 
of the precipitation, spherical particles with 
diameters <100A are formed at a high rate. 
During the second stage, the particles grow at 
a@ rate given by Zener’s equation for growth 
of a spherical piealipiinde, Ya the third stage, 
growth is slower. Rod-shaped particles form 
after long ageing times at 700°C. Maximum 
strengthening was observed at the beginning 
of the second step of precipitation. During 
plastic deformation of the aggregate, particles 
appear to deform initially by twinning. 

of dissolving carbides in austenitized 
W-V-Cr steels Z. Bojarski (Prac. Inst. 
Hutniczych, 1960, 12, (6), 263-272) Up to 
1200°C there is a little change in the lattice 
of the carbide M,C, its outer layers poorer in 
W, being dissolved by the matrix. Above 
1200°C their amount decreases, their lattice 
expands, and there is an overall growth of 
undissolved carbides which become polygonal. 
The crystallites coagulate and layers more rich 
in W are deposited on them. These large 
crystals of carbide are difficult to dissolve 
when the steel is being thus eliminated from 
the process of saturating the matrix with alloy 
elements they cause brittleness and premature 
fractures of the tools. 

The dissolving of oxides in carbon steel melts 
under vacuum L. Tiberg (Jernkont. Ann., 
1960, 144, (10), 771-793) [In English} The 
rate of solution of oxides in a steel melt con- 
taining 0-8%C under vacuum was investigated, 
the mechanism discussed and equations des- 
cribing the rates of solution derived. 

In ation of shaped titanium- 

ur-containing inclusions in pig iron 

h high carbon contents (Arch. Eisenh., 

1960, 31, Dec., 755; correction to above article, 

ef ibid, 1960, 31, 419-422) Frau H. Kolbe’s 

name should be inserted as a co-author of the 
above report. 

Separation and determination of oxide in- 
clusions in plain carbon steel with a methanolic 
bromine solution. 111. Comparison of the 
behaviours of various co inclusions of 
steel in methanolic bromine and iodine solu- 
tions. 1V. Comparison of the behaviours of some 
complex compounds of oxides in methanolic 
bromine and iodine solutions. V. Behaviours of 
inclusions of iron and steel in methanolic bro- 
mine and iodine solutions Y. Okura (Nippon 
Kinzoku, 1960, 24, (5), 289-293; 293-295; 
296-300) [In Japanese] III. Most inclusion 
materials behave similarly in both solns., MnO 
is less stable in Br, than in I, soln. The iodine 
method is more subject to interference by FeS 
and nitrides of Fe and Mn. IV. Fe,P in ferro- 
phosphorus behaves similarly in both solns. 
Fe carbide is dissolved and causes no inter- 
ference. Tephroite (a silicate ore) and OH slag 
gave low values in Br, soln. at 60°C. V. For 
separation of oxide inclusions in plain C steel 
containing <0-5%C, 10% methanolic Br, soln. 
is more suitable, rapid, specific and cheap. 

Microstructures and notes on carbon steels 
made to BS 3100: grades A and B J. Turton 
and B. H. C. Waters (Brit. Found., 1960, 53, 
Dec., 524-530). 

Microstructures and notes on carbon- 
manganese steels made to BS 3100: 1957: 1456 

A and B J. Turton and B. H. C. Waters 
Brit. Found., 1960, §4, Jan., 18-23). 


Abnormal in growth and gg, oo ae 
omg ie iron Part ii. P. Coulomb 
(Métaux, 1960, Feb., 66-82) Radioisotope 
techniques were used to study the inter- 
granular segregation of S in Fe-Si and Fe- 
Si-Mn alloys during annealing. The influence 
of such segregation in modifying the kinetics 
of the changes taking place and in changing 
the structure and the texture is used to explain 
abnormal grain growth.—a.D.H. 

The effect of dilute transition element 
additions on the recrystallization o? iron E. P. 


Abrahamson and B. 8. Blakeney jun. (Trane. 
Met. Soc, AIME, 1960, 218, Dec., 1101-1104). 

The effect of the cooling rate on dendritic 
agree? of the liquid binary alloys ©. 
Adamski (Prz. Odlew, 1961, 11, (3), 65-71), 

Ferritic in acid-resisting 
steels H. Servicki, H. Brudzewski, and E. 
Karch (Hutnik, 1961, 28, (2), 51-55) The 
amount of the ferritic phase does not depend 
solely on the chemical composition; heat- 
treatment is another important factor. Ferritic 
phase does not however interfere with rolling 
so far as strips and bars are concerned. As for 
tube making, Polish experience was that if 
the ferritic phase exceeded 20% the amount 
of rejects made the production uneconomical, 
the Soviet standard allowing only for 12% of 
ferritic phase in steels for tube-making has 
therefore been adopted. A typical analysis 
ensuring this condition was: C: max. 0-10%, 
Mn: max. 2-0%, Si: max. 0-8%, Cr: 17-18%, 
Ni: 10-11%, and Ti: max. 0-8%,. 

Zigzag configurations of twins in «-iron 
A. W. Sleeswyk and J. N. Helle (Acta Met., 
1961, 9, Apr., 344-351) It is suggested that the 
occurrence of zigzag configurations of twin 
bands introduced by deformation at low temp. 
of high-purity iron does not seem to have been 
mentioned in the literature before. A descrip- 
tion is given of zigzag configurations of twin 
bands in «-iron, obtained after a few per cent 
strain in tension or compression at the temp. 
of liquid O,. It is shown that these configura- 
tions can be adequately explained by con- 
siderations on the geometrical and mechanical 
compatability of the twelve possible {211} (111) 
twin systems. The mechanical criteria for the 
formation of the zigzags are found to be differ- 
ent in tension and compression.—s.H.-8. 


Possible economies if the new theory of the 
corrosion of iron is correct R. Brocard (Usine 
Nouv., 1961, 17, March 30, 120) {In French} 
This short article describes the researches of 
two American scientists who now consider the 
hydrogen-ion or proton to be the real agent of 
corrosion. Experiments which led to this con- 
clusion are outlined. 

Caiculation a > buried under re R. 
Prevost (Centre le d'Etude et de Documenta- 
tion des Haux, 1958, (94), 292-294). 

The renovation of old steel pipeline systems 
damaged by the action of soil or stray currents 
G. Poirier (Centre Belge d’Ktude et de Docu- 
mentation des Eaux, 1958, (94), 295-298) A 
method is described by which the parts of the 
system in poor condition can be located for 
replacement. 

Cast iron and corrosion in the gas industry 
H. H. Collins (Chem. Ind., 1961, Jan. 14, 32-38). 

Corrosion and the gas consumer I. C. Moody 
and C. H. Purkis (Chem. Ind., 1961, Feb. 4, 
119-137). 

internal protection of gas mains 1D. Tin- 
bergen (Centre Belge d’Ktude et de Documenta- 
tion des Eaux, 1958, (94), Oct., 278-280). 

Int nular corrosion of austenitic steels, 
containing 24°%,Cr and 19°,Ni V. Cihal and P. 
Grobner (Met. Treatment, 1961, 28, Jan., 5—12, 
13) The authors consider the thermochemical 
stability of chromium carbide and then deal at 
length with the kinetics of its precipitation. 
Electron micrographs are then presented 
illustrating the various types of intergranular 
corrosion and the authors then conclude that 
the precipitation of chromium carbide on the 
grain boundaries leads to decrease in the 
chromium content in the surface layer of the 
grain, below the passivation limit, thereby 
creating the necessary conditions for inter- 
granular corrosion.—a. H. M. 

Failure of steam-water heat exchangers 
B. F. Brown (Metals, Eng. Quart., 1961, 1, 
Feb., 68-74). 

Corrosion fatigue (Can. Mines, Research and 
Special Projects Report, 1960, 1961, 29), 

Corrosion-fatigue h of pu rods 
R. M. Raskin and R. A. Bagramov (Ustalost’ 
Metallov, Moscow, 1960, 138-147) Factors 
examined include methods of increasing 
corrosion-fatigue stre and the effect of 
asymmetrical loading. Pump rods are used in 
deep oil wells and serve as a kinematic link 
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between the pumping engine on the bottom 
and the deep plunger pump let into the well at 
a depth of 2500 m or more. They are made 
of steel, of circular cross-section 16-25 mm in 


dia. and 8 m long.—A.1P. 

Fretting eorvemian (Can. Mines, Research and 
Special Projects ae for 1960, 1961, 28-29) 
Using a modified plate and oscillating sphere 
machine, the tangential surface elasticity 
between two contacting surfaces has been 
measured. Quite small additions of surface 
active components, notably oleic acid, result in 
a marked decrease in the apparent limit of 
elasticity between the contact surfaces of the 
SAE 6150 steel. Using oleic acid as an anti- 
fretting additive was disappointing but various 
other additives are being examined. Micro- 
scopical techniques have so far failed to reveal 
any direct similarity between surface slip 
markings during fretting and fatigue; this may 
be due to technical inadequacy and the work 
is being continued. Some preliminary observa- 
tions suggest that the surface profile across the 
fretted area may provide a parameter by 
which to relate fretting to t conditions 
existing during the fretting process. Show pro- 
files have shown relatively deep pits formed by 
fretting and the relation between number and 
depth and the mechanical factors of load, 
amplitude, and frequency are being studied. 

Observations on the behaviour of plain car- 
bon steels brought into contact with bismuth 
P. Spinedi and G. Signorelli (Met. Jtal., 1960, 
52, Dec., 941-944). 

The corrosion of high alloy steels by nitric 
acid. 11 J. Biinger (Werke. Korros., 1961, 12, 
March, 141-148) Results of corrosion tests in 
up to 67%HNO,, and up to atmospheric 
boiling points, were plotted as isocorrosion dia- 
grams which can be used to predict the corro- 
sion resistance of the steels under given con- 
ditions. A steel containing 0-1%C, 30%Cr, and 
20% Ni gave the best results, and showed no 
intercrystalline corrosion, even after heat- 
treatment at 680°C, when exposed to boiling 
50 and 67% HNO. 

investigation of the enrichment in i rities 
during the oxidation of steel, using ve 
tracers C. de Beaulieu, M. Cagnet, and J. 
Moreau (Rev. Mét. Mém. Sci., 1960, &7, Nov., 
863-875) The accumulation at the Fe-oxide 
interface of Cu, Co, Cr, W, As, P, and 8 was 
confirmed by the use of radioisotopes. Exam- 
ination of an Fe—S alloy with 0-021%8 showed 
that oxidation in H,-H,O atmospheres follow- 
ed a linear succeeded by a parabolic law (14 
refs). 


and corrosion from combustion 
N. Y. Kirby (Austral. Eng., 1960, 62, 
Jec., 60-62). 

Formation of iron deposits in recirculation 
steam boilers N. N. Man’kina, M. M. Przhiyal- 
kovskii, Yu. M. Bulavitekii, and I. I. Petrova 
(Brit. Power Eng., 1961, 2, March, 60-63; from 
Teploenergetika, 1959, 6, (2), 79-83). 

Acid deposition in oii-fired boilers: Com: 
tive trials of additives and testing tech 
P. A, Alexander, R. 8. Fielder, P. J. Jackson, 
E. Raask, and T. B. Williams (J. Inet. Fuel., 
1961, 34, Feb., 53-72) The trials at Brom- 
borough and Ince power stations are reported; 
both burnt residual fuel oil containing 2-9- 
4-6%8 and comparison was also made on 
various techniques for assessing the acid- 
depositing tendency of flue-gas; this included a 
survey of the concentration of SO, in this gas 
at different locations of two types of boiler. It 
was found that MgCO,, Zn-dust and a pro- 
prietary epeenn greatly reduced the con- 
centration of H,SO, at the air-heater inlet and 
outlet; MgCO, was the cheapest, the pro- 
prietary preparation caused the greatest foul- 
ing of the air heater and Zn fouled the burner- 
air ports, which interfered with combustion. 
Dual firing (coal:oil, ratio 1:10), and pulverized 
fuel-ash injection caused severe fouling of the 
air heater by ash and H,SO, and there was no 
significant difference between the amount of 
8O, produced by pressure atomizing burners 
at Ynee and the steam-atomizing burners at 
Bromborough. The conversion of 8 in the fuel 
to SO, was dependent on the O,-content of the 
flue gas.—c.V¥. 

of metals in 


Corrosion environments. 
Part 5. Stainless sieels B. W. Forgeson, C. R. 
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probiems and their treatment. 
Liat eg Prev., 1961, 8, April, 


problems in the Royal 
Canadian Navy T. H. Gaaete’ Cries. Prev., 
1961, 8, April, 44). 
Corrosion and 


of aircraft H 
Cole (Corros. Prev., 1961, 8, April, 45). 
corrosion on gas ie a 
Firestone (Corrosion, 1960, 16, Dec., 9- 10). 
in olf H. 


and J. C. Jongebreur (Corros. Rew 
1961, rg 43). 
High and 


corresion in refinery 

service E. N. Skinner, J. F. 

, and J. J. Moran (Corrosion, 1960, 16, 

Dee., '593t-600t) Corrosion phenomena in 

service at elevated temp. are discussed, 

reference to oxidation, sul- 

pourteation, and carburization. Basic con- 

siderations for the selection of suitable alloys 

for high-temp. corrosive environments are 
outlined.—o. ¥. 


lite: extension through design 
and treatment ©. K. Aldrich (Corros. Techn., 
1961, 8, Jan., 17-18). 


corrosion in atomic wernt in- 
W. T. Edwards (Corres Prev # 


April, 46 

Corresion of nuclear power plant tube 
materials by boiler E. Howells, T. A. 
MeNary, and D. E. ite (Corrosion, 1960, 
16, Nov., 571t-576t) be authors have in- 
vestigated the corrosion effects of a sludge 
accumulation on various pressurized water 
nuclear power plant tubing alloys. The alloys 
in ee order of corrosion resistance, 
were Inconel, 347 stainless steel, Croloy 
16-1, Monel, carbon steel.—c. F. 


He 


mechanisms in ammonia synthesis 
equipment V. Cihal (Corros. Prev., 1961, 8, 


—- 43). 

Some unusual corrosion in the 
chemical process industry G. Fontana 
(Corros. Prev., 1961, 8, April, 43). 

Aspects of stress-corrosion cracking in 


austenitic stainiess D. van Rooyen 
(Corros. Prev., 1961, 8, April, 47-48) The 
addition of small amounts of N or larger 

ts of Mo red the resist of aus- 
tenitic stainless steels to transgranular stress- 
corrosion cracking. Increase in the C or Ni 
content, possibly also Sn, makes the alloys 
more resistant to cracking. Potential measure- 
ments show that strain induced anodic de- 
polarization t alone t for crackin, 
and preference is given to an electrochemic 
mechanism where the reaction takes place at 
sites of structural and composition change; 
these may be formed under the influence of 
stress which sets up paths of easy localized 
corrosion.—c. Vv. 


Stress-corrosion cracking of si crystals 
of some austenitic stainless dees hee Reed 
and H. W. Paxton (Corros. Prev., 1961, 8, 
April, 47) Fe 20Cr—-20Ni, Fe—20Cr—12Ni and 

cial 304 stain steel crystals were 
— in tension in boiling 42% MgCl. The 
steel cracked or 
Susbuiee in . 17 h, the Fe-20Cr—12Ni in 
16-62 h and the Fe-20Cr-20Ni in 70-170 h. 
In all three, the crack nucleated from elon- 
| waeagll pits formed when portions of the sli 
ines were attacked by the solution. The week 
lanes of each of the specimens are discussed. 
the observations it is considered that 
proceeds in two steps; a slow 
hemical crack initiation and a re- 
initiation step which is followed by a rapid 
mechanical fracture step.—c. v. 
Stress corrosion 

















cracking of carbon steets in 
concentrated sodium nitrate solutions R. L. 
MeGlasson, W. D. G Cc. M. 


< and 
Hudgins (Corrosion, 1960, 16, Nov., 557t—562t) 


The authors have studied the operating and 
metallurgical variables governing failure of 
steel in nitrate solutions. The results are 
enumerated and are considered applicable to 
a variety of low-alloy AISI steels.—«.F. 
Corrosion problems in the use of dense sait 
enue fluids C. M. Hudgins, J. E. 
and W. D. Greathouse (Corrosion, 


1960, 1960, 16 Nov., 535t—538t). 
of sensitized Alsi T 


304 stainless steel in a thorium dio: 
uranium trioxide D. C. Vreeland 
(Corrosion, 1961, 17, Jan., 21t-24t) Corrosion 
test loops have been to evaluate the 
corrosion-erosion of type 304 stainless steel in 
ThO,-UO, slurries. The difference in behaviour 
between as-received, sensitized, and sensitized 
and pickled material is described.—c.r. 

Cracking of low carbon steei ferric 
chioride solution M. B. Strauss and M. C. 
Bloom (Corrosion, 1960, 16, Nov., 553t-—556t) 
The authors describe experiments which show 
that mild steel can undergo stress-corrosion 
cracking in FeCl, solutions at 316°C. Similar 
results can be obtained with chloride- ne 
slurries of the ferric oxides and hydra’ 
oxides. The significance of oe) results in 
boiler — is discussed.—«. 

for the ‘reduction of 


of works structures and equipment 
A. J. P. Tucker (South African Mech. Eng., 
1961, 10, Jan., 156—164). 


ing current corrosion F. O. Waters 

(Corros. Prev., 1961, 8, April, 52-53). 
Corrosion of steel oxida- 
tion of reduced i sulphur compounds 
J. Horvath (Corros. Prev., 1961, 8, April, 52) 


Solutions were inoculated with a mixed cul- 
ture of thiobacilli which lowered the pH to 
3-0 due to formation of free H,SO,. Anodic 
and cathodic polarization curves were mea- 
sured at different stages. Weight loss and 
changes in slope of the polarization curves 
showed that oxidation of reduced inorganic 
8-compounds greatly increased corrosion rate. 
The results were compared with those found 
in the field.—c.v. 

Corrosion of mild steel by sulphate-red oe | 
bacteria G. H. Booth and Won Wormw 
(Corros. Prev., 1961, 8, April, 53) Different 
strains of 80, -reducing bacteria have been 
examined and a wide variation in corrosion 
rate activity has been noted. There is a 
striking linear correlation between corrosion 
rate and the H absorption coefficient, the 
hydrogenase activity for S reduction in the 
ease of fresh water organisms. This was found 
despite the fact that there was no control of 
— rate.—c. Vv. 

Anaerobic corrosion of tinned steel in citric 
acid 8S. C. Britton and K. Bright (Corros. 


Prev., 1961, 8, April, 42). 
xidation of alloys H.-J. Engell 
and K. Bohnenkamp (Corros. Prev., 1961, 
April, 51) A discussion of the findings of 
various workers.—c. Vv. 
Oxidation of iron—nickel alloys. 1V. Further 
diffraction studies at elevated tem- 
R. T. Foley (J. Blectrochem. Soc., 
1961, 108, March, 216-221) The oxide films 
formed on Fe-—Ni alloys containing 30, 41, 78 
(3-8% Mo) and 80 Ni have been examined at 
their formation temp. up to 1 000° with electron 
diffraction and the influence of the alloy sub- 
strate greatly influences the structure of the 
films first formed. The influence of Mo at 
900° is discussed and it is concluded that 
MoO, first forms but is seldom seen since it 
remains at the metal—oxide interface as the 
film grows. When H,O vapour is present in 
the oxidizing gas a spinel of unit cell dimen- 
rc 4, = 8-50-8-60 is observed on the 30 and 
© alloys. This lattice is expanded in com- 
pot. with the spinel NiFe,O, (4,= 8-33) 
observed on these alloys in previous experi- 
MnO, 0. and agrees with MnO.Fe,O, or 
n 


solligh, temperate nace corrosion of type 
steel R. D. he (Corrosion, 1960, 
ie wor. 578t-580t) The author has investi- 
Gas severe corrosion occurring in ago 
2%Ni steel tubes and rat tes in a hi 
temperature (1600-2100° furnace. 
corrosion was found to be accelerated by 
contaminants fluxing the hot metal surfaces. 
Microstructure of the scale on iron 
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and steel 8S. Modin (Jernkont. Ann., 1960, 144, 
(11), 799-812). 
New observations on the structure of scale 
and on the mechanism of scale formation 
uring the heating of steel S. Modin and E. 
Tholander (Jernkont. Ann., 1906, 144, (11), 
813-833) Experiments are described on the 
sealing of electrolytic iron and C steel (rimmed 
and Si-killed) in air in the electric furnace, at 
1000-1300°C, together with some tests in an 
oil-fired furnace. The mechanism of scale 
formation is discussed, and a hypothesis 
advanced which explains the formation of 
blisters as a function of CO pressure. 
Oxidation of miid steel in ‘high-temperature 
aqueous systems E. C. Potter and G. 
Mann (Corros. Prev., 1961, 8, April o 
Corrosion rates of unstressed mild steel in 
static aqueous 5-20%NaOH have been 
examined at 250-355°. The rate increases with 
concn. and temp. but decreases with time 
according to a parabolic relation. Under all 
conditions, a double partially protective layer 
of magnetite forms and by using the pearlite 
phase in the steel as a marker, it is shown that 
the inner layer grows at its interface with the 
steel; this finding is supported by the reten- 
tion of surface detail and shape of the oxidized 
steel at the corners. During oxidation, the 
steel gains magnetite due to diffusion of 
anions through the oxide; weight is lost due 
to counter diffusion of Fe ions through the 
oxide into the aqueous environment. As a4 
result, no appreciable stress is set up in the 
adherent magnetite as it forms. The same 
mechanism of growth probably also applies 
in ais ae water.—c. Vv. 

Romy -aagh oxidation of iron-chrom- 
wie fy 4 vapour. Part |. 
A seen ar a the mechanism of 

ron—chromium binary alloys in 
water vapour ©. T. Fujii and R. A. Meussner 
(PB 161696, Final Rept. on phase I, Sept. 1960, 
pp.27; NRL Rept. 5506; from US Res. Rep., 
1961, 35, Jan. 13, 91) Alloys with 5, 10, 15, 20 
and 25%Cr were examined at 700°, 900° and 
1100°C, and the oxides were identified by 
X-ray diffraction. Three phases were usually 
found in sucessive layers. The oxidation was 
linear at 1 100° and parabolic at the lower temp. 
on scale structures of mi 
steel strip S. Garber (‘Flat rolled products. 11. 
Semi-finished and finished’, Interscience Pub- 
lishers, 1960, 6, 41-59) The fact that different 
oxide structures are found shows that scale is 
not a uniform material. It would appear that 
wiistite decomposition takes place in the 
scales during the slow cooling of the strip after 
coiling. In some regions wiistite is completely 
absent, the scales consisting entirely of magne- 
tite; in others it is present as islands in a 
magnetite matrix. The occurrence of a pear- 
litie structure in decomposed wiistite is dis- 
cussed. Laboratory tests have shown that the 
conventional scale with a layer of wiistite in 
contact with the metal, pickles more rapidly 
than the unconventional form; this latter 
question is being investigated. The formation 
of hematite at the edges and ends of coiled 
strip can be prevented by cocooning the strip 
immediately after coiling. This is advantageous 
in batch pickling; in the continuous process 
the prevention of the normal breaking pattern 
of the scale at the edges of a narrow strip due 
to the antielastic effect is more important. The 
necessity of examining this problem in greater 
detail is suggested.—c. v. 

Behaviour of iron-silicon alloys between 
800-1100° in carbon monoxide/carbon dioxide 
mixtures C. W. Tuck (Corros. Prev., 1961, 8, 
April, 51-52) Three decarburized commercial 
Si-Fe alloys (1-3%Si) were oxidized using 
CO, and CO/CO, (1:1, 1:3) at 800-1 100°. Gain 
in weight was measured after 15-240 min. A 
Si-rich scale layer was found in the 3% alloy 
between 800-—1000° but these scales in the 1 
and 1-75% alloys did not inhibit further 
oxidation. Above the 1 000° level, this layer no 
longer stifled oxidation, it then being rapid and 
following a linear law. The oxidation rate 
increased with increasing O-potential. It is 
suggested that an increase in oxidation rate is 
associated with the formation of the y-alloy 
at the surface as the result of the comoval of 
Si from solution. The rate of Si-diffusion in 
y-Fe is < in a-Fe and a protective Si-layer 









i on the 
(rimmed 
rnace, at 
sts in an 
of scale 
ypothesis 
ation of 
nperature 
1. M. W. 
pril, 46) 

steel in 
ve been 
ases with 
rith time 
Under all 
tive 
a ite 
en tha 
with the 
he reten- 
» oxidized 
tion, the 
fusion of 
| lost due 
ough the 
nt. As a 
up in the 


t different 
at scale is 
ppear that 
~ in the 
strip after 
ompletely 
of magne- 


of @ pear- 
ite is dis- 
n that the 
wiistite in 
re rapidly 
this latter 
formation 
3 of coiled 
g the strip 
yantageous 
us process 
ng pattern 
y strip due 
ortant. The 
, in greater 


bit further 
his layer no 
g rapid and 
lation rate 
ntial. It is 
tion rate is 
the y-alloy 
removal of 
diffusion in 
ive Si-layer 


cannot form between fayalite ( 2FeO.8i0,) 
and the metal. With high Si-alloys, the surface 
layers have asequence «-Fe/Si/fayelite/wustite/ 

7 cor Fe ile in low Si-alloys it is «-Fe/ 
y-Fe/fayelite/wistite/magnetite.—c.v. 

Corrosion in laboratories W. Wieder- 
ne (Material , 1961, 3, April, 20, 137- 
146). 

Laboratory corrosion testing W. Wiederholt 
(Corros. Prev., 1961, 8, April, 49) A general 
review of standard procedures.—c. v. 

The accelerated corrosion — of metais 
W. D. McMaster (Corros. Prev., 1961, 8, April, 
49). 

An accelerated method of testing the resist- 


oath Se Serene CS eeeeegemh on cast 
T. Biestek (Prac. Inst. Mech. Prec., 1960, 8, 


(30), 59-79) Cr electrodeposits of various 
thickness ranging from 5 to 54 yu deposited 
from a bath containing 250 g &.04l and 
2-5 g sulphuric acid/l were exposed to the 
action of 5 media, NaCl, a mixture of salts, an 
atmosphere of industrial gases, hot distilled 
water and an ammonium chloride solution. 
The most by, RE turned out to be a solu- 
tion of 20 g (NH,),SO,, 10 g NH,Cl, 10 g NaCl 
and 10 g (NH,),CO, per litre sprayed in a 
plexiglass chamber, since its effects became 
visible in 1 to 2 days, 50% of corrosion being 
reached after 21 to 60 days according to the 
ASTM method of evaluation. 

on chromium- 


tests 

plated articles (Wire, 1961, Feb., 19-20) Based 
on a paper by W. Nohse, given at a conference 
on electroplating in 1959, @ series of corrosion 
tests on bright-Cr plated articles is described, 
from which it was concluded that corrosion 
oceurred only if the intermediate Ni layer was 
faulty and the condition of the parent metal 
did not give rise to corrosion. 

Influence movement on corrosion. 
Ferrous materials G. Butler (Corros. Techn., 
1961, 8, Jan., 5-7). 

Some factors influencing the aqueous corro- 
sion of ferrous materials at elevated aera 
196i, & Apri, and H.C. J. Ison (Corros. Prev., 
1961, pril, 46). 


tests 
studies of rate controlling factors K. Barton 
(Corros. Prev., 1961, 8, April, 48). 
corrosion of steels as wos 


1961, 8, April, 50) A method of testing steels 
is described and the types and corrosion 
activity of different atmospheres is compared. 
The results of long-time exposure tests are 
plotted to show the shapes of time-corrosion 
curves with steels of varying resistance. The 
effect of variation in Cr, NP and Si is given 
and some 270 samples have been examined. 
of 


zinc and cadmium on steel T. Tiestek 


(Corros. Prev., 1961, 8, April, 50) Cd and Zn 
(from -—CN and -SO, baths) coatings were 
examined in thickness of 1, 2, 4, 7, 15 and 30 
microns. A visual inspection rating was used. 
Zn from a CN-bath showed twice the service 
life of Cd for the corresponding thickness as 
well as showing longer life than coatings from 
the -SO, bath. Rates of corrosion for particu- 
lar exposure location in microns per year 
differed for each coating; Zn—-CN deposits 4-6 
microns, ZnSO, 6-9 and Cd 9-12 per year. 

Coatings in at wean 
tests S. G. Clarke and E. E. Longhurst (Corros. 
Prev., 1961, 8, April, 50) A ral review. 

The Drude-Tronstad polarimeter and its use 
in corrosion studies P. C. S. Hayfield (Corros. 
Prev., 1961, 8, April, 48-49). 

Potentiostatic behaviour of some Cr Ni-Min 
stainiess steels I. G. Murgulescu and 0. 
Radovici (Corros. Prev., 1961, 8, ane. 47) A 
study of three of these steels in H,SO, has 
been carried out. Values have been obtained 
for Flade tial, max. current before 
establishment of passivity (critical current) 
and for the dissolution current of the passive 
metal film.—c. v. 

Effect of nitrate solutions in producing 
stress-corrosion cracking in mild steel R. N. 
Parkins and R. Usher (Corros. Prev., 1961, 8, 
April, 47) The effect of pH is discussed; the 
more acidic nitrates promote cracking most 
readily. Additions of oxidizing salts or acids 
to the solutions accelerate cracking while 


hydroxides and salts forming insoluble Fe- 
; } 


rupturing of the oxide film as a result of the 





salts retard or prevent it. Micr P 
examination shows that crack propagation is 
preceded by an incubation period; it is con- 
sidered that during this penetration of the 
surface oxide film takes place by acid dissolu- 
tion. If the attack is to continue and the cracks 
propagate, an autocatalytic action is developed 
within the trenches; anodic stimulation is 
possible.—c. v. 
Corrosion of iron and mild steel in nitrate 
solution M. Smialowski (Corros. Prev., 1961, 


8, April, 47). 

Tin plate corresion and TT for 
evaluating resistance to corrosion by foods 
G. G. Kamm and A. R. Willey (Corros. Prev., 
1961, 8, April, 41-42) Tin-steel potential and 
couple current relationships are used to des- 
cribe several types of failure and the effect of 
corroding media on the relative potentials of 
tin, iron—tin alloys and steel is discussed. A 
theory of tin plate corrosion is presented which 
explains the importance of continuity of the 
free tin and iron-tin layers and the electro- 
chemical nature of the base steel. The Alloy- 
Tin — (ATC) test which measures the 
current flowing between a large Sn-electrode 
and a sample of tin plate detinned to the alloy 
layer, coupled in grapefruit juice is reviewed 
and a modification of this test is discussed in 
which corrosion rates rate are measured as the 
tin plate is detinned progressively; this takes 
into account continuity of the free tin coating 
in addition te the properties measured by the 
standard ATC test. The findings are compared 
with container test k performances.—c. Vv. 

Electrochemical studies of corrosion 


of passive metais U. F. Frond (Corros. Prev., 
1961, 8, April, 40) Pitting corrosion of passive 
metals (Fe, Co, Cr, Au, stainless steel, ete.) by 
halogen ions is studied. Under potentiostatic 
conditions corrosion in the form of pits occurs 
on the metal surface; it is characteristic and 
reproducible. The theory discussed is based on 
the fact that the current-voltage characteristic 
of passivable tals in non tonic and 
that a considerable resistance polarization 
existe within the pits; this stabilizes the 
heterogeneous surface structure of the pitting 
metal.—c.v. 

Electrochemical study of austenitic stainless 
steel in sulphuric acid with oxidizing agents T. 
Ishikawa and G. Okamoto (Corros. Prev., 
1961, 8, April, 40) Potentiostatic and galvano- 
static methods have been used awe! ore with 
O,, H,O,, Co-, Hg*-, Fe*-, Cu*-, chromate, 
vanadate, molybdate, ey neg ea per- 
sulphate, periodate and other ions. These could 
be classified into two groups according to their 
cathodic behaviour on the surface of passive 
stainless steel. Co*, Hg* and MnO‘ ions were 
reduced at an appreciable rate on stainless 
steel; similar results were obtained with Pt. 
O,, H,O, and 8,0, ions were scarcely reduced 
on passive stainless steel although consider- 
able reduction currents were observed on a Pt 
electrode. From this work, oxidants could be 
evaluated with respect to their ability to 
absorb electrons at the surface of stainless 
steel or they can be classified in their response 
to cathodic pulses and the restoration rate of 
potential after interrupting the ep 

Corrosion in fused chiorides KR. Littlewood 
and E. J. Argent (Corros. Prev., 1961, 8, April, 
40). 

Factors which may influence the initial 
reaction of gases with metals M. W. Roberts 
(Corros. Prev., 1961, 8, Apr., 39-40) The gas 
interaction processes taking place during the 
formation of the first 100 A on a metal surface 
have been studied by means of metal films. 
The conditions are nearly ideal as the surfaces 
are almost free from contamination; their 
preparation is indicated. They are degassed, 
sometimes for 3 days, at low | pressures and at 
as high a temp. as possible, depending on the 
vapour-pressure/temp. characteristics of the 
metal in question. Fe, Ni and W can be readily 
degassed but Ca, Li and Al are more difficult. 
a 








fluence of crystal structure on corrosion 
>. Edeleanu and J. G. Gibson (Corros. Prev., 
1961, 8, April, 39) The relationship between an 
etch pit and a dislocation is ex i; it would 
appear that a correlation does not exist in 
every case and other factors have to be taken 
into consideration. One such factor is the 
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passage of dislocations while a second is the 
segregation of vacancies at favoured positions 
such as boundaries as the result of i 
treatments. The result is the formation 
voids, probably under the oxide film and it 
would appear probable that the attack may 
be associated with such voids.—c.v. 

Plant i set up for oll field tubing 
(Corrosion, 1960, 16, Nov., 54). 

E of metailic 


flect cations on the corrosion of 
iron and tin in boiling acids W. R. Buck and 
H. Leidheiser jun (J. Electrochem. Soc., 1961, 
108, March, 203-208) Boiling 0-2m citric acid 
and 2m HCl, in the pr of metallic cations, 
showed that corrosion rate was solely deter- 
mined by cathodic H, evolution. Corrosion 
— v. log corrosion rate curves obtained 
or Fe in the presence of various cations in 
0-2m citric acid were complex; five types were 
found: (a) activation of cathodic reaction 
produced by Ni, Rh, Ru, Ir, Pt; (b) With Sb 
or with bubbling O, through the solution 
activation of the anodic reaction is obtained; 
with (c) the anodic reaction is inhibited (Sn, 
Pb, In) and with (d) inhibition of the cathodic 
reaction is observed (Hg, Cd) and lastly with 
(e) both reacti are inhibited (As). Effective 
inhibition of the corrosion of Fe in contact with 
Sn in citric acid of this cone was only obtained 
where Sn*-ions come into contact with the 
iron surface.—c.v. 
behaviour of austenitic stainiess 
steels and susceptibility to stress corrosion 
8. Barnartt and D. van Rooyen (J. 
E . Soc., 1961, 108, March, 222-229) 
The anodic behaviour of an unsusceptible 
purified stainless steel (16 Cr-20 Ni) was com- 
with that of a susceptible alloy (18 
r—8 Ni) in 42% MgCl,. Potential-time, poten- 
tial-current and potentiostatic curves were 
compared and it was found that dissolution 
from a Ni-rich surface controlled the anodic 
behaviour of stainless steels while potentio- 
static corrosion at potentials 50-100 mv more 
noble than the initial immersion potential 
eliminated the crack initiation iod, in- 
creasing the density of the cracks by two 
orders of magnitude in the susceptible alloy. 
These potentials caused rapid corrosion in the 
16-20 alloy and/or deep pitting but no crack- 
ing. The potential current curves showed that 
propagation was accompanied by enhanced 
metal dissolution this being in t with 
the accepted mechanism of electrochemical 
cracking.—c. Vv. 








Micro-corrosion-O-scope K. Goto (J. Metal 
Finish Soc. Japan, 1960, 11, June, 207-20; 
from Japan Sci. Rev. Mech. Elect, Eng., 1960, 
7, Aug., 177) [No abstract] 

Corrosion resistant alloys. Nickel- 
denum and cobait-chromium base. Part 1 
G. Koumani (Met. Corr. Ind., 1960, March, 
116-132) The hardness, y and 
the corrosion resistance in H,SO,, HCl, and 
HNO, at various concentrations and temp. of 
the Adnic (Ni-Mo base) series of alloys was 
determined in the as-cast condition and after 
heat-treatment.—a.D.H. 

Corrosion inhibition and molecular structure 
N. Hackerman and R. M. Hurd (Corros. Prev., 
1961, 8, April, 38) A general review. 

Estabiishing the effect of corrosion inhibitors 


~~ y and polarization measurements 
4 usitalo (Corros. Prev., 1961, 8, April, 37) 
The effect of inhibitors has been studied over 
the range from room temp. to 180° and the 
action has been studied in operative equip- 
ment; the results are com; with those 
obtained with potential and potentiostatic 
larization measurements obtained in the 
Cicsetery. Examples are given.—c. Vv. 
Metallic Corrosion Congress: Inhibitors of 
metallic corrosion and the potentials 
L. I. Antropov (Corros. Prev., 1961, 8, April, 
37-38) Abstracts from the London ot 
A new method of inhibitor study is considered; 
this is based on the simultaneous action of 
inhibitors and cathodic polarization. The 
¢-potential of an electrode is defined as the 
difference in potential ¢ existing under given 
conditions and the relative null-point, and 
from this the charge of the metal with respect 
to the solution in tact can be determined. 
The adsorption of particles on the surface of a 
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ape Sepente on the charge of the latter but 
not on ney sare as given on any relative 
scale and the introduction of the ¢-potential 
enables suggestions to be made as to the 
electrical properties of the particles that can 
be adsorbed under given conditions. Examples 
are given and the assumption that on the 
cathodes of corroding commercial metals 
adsorption of cations takes place is aoe gm 
It is shown to be generally incorrect.— 


A on in i v- 
ese eat on prions re 


Ib. Thomas, 
J Thomas, D. W. Hardesty, and C. F. Nixon 
(Tech. Proc. Amer. Electrodepositors Soc., 1960, 
90-95; discussion 239-240). 

Metal 


and painting for protec- 
tien of se oe nen 


y 
atmospheres W. J. Hair and R. Wall (Corros. 
Prev., 1961, 8, pon ty A ) A general review. 

metal coati jnoreed con- 
ditions W. Bg omg and hens d 


ment and use of impressed current anodes for 
cathodic protection of underground structures, 
and presents data for “caloulating anode 
resistance to earth. Recommendations for 
various soil eee ag are given.—<.F. 


in the uty Be n the mitigation of corro- 
sion in the field E. H. Thalmann (Corro- 
sion, 1960, 16, Nov., 543t-552t). 


ANALYSIS 


On the differential thermal analysis of corro- 
sive substances F. Kupka (Silikdty, 1960, 4, 
(2), 176-179) [In Czech] DTA equipment 
utilizing @ vertical furnace is described. The 
corrosive subst to be studied is separated 
by a layer of alumina powder from the thermo- 
elements. It is shown that with the design used 
the sensitivity of the apparatus is adequate to 
register effects even due to such ‘weak’ trans- 
formations as that of the polymorphic change 








— Pola "1961, 8, April, a 
7 ue os on 


VB. Hus Here Coron Prev., 1961, “8 Apr 41). 
Pa apne reduc- 
Re tty ee 
an H. Carson (Corros. Prev., 1961, 8, April, 


Use 4 anodic nm miti- 
See anlamenmen steels 1. —_ Shock, J.D. 
ae on and O. L. jun. (Corros. Prev., 


1961, 8, April, 40-41) Early work showed that 
the durability of the passive layers was suffi- 
cient to make anodic protection practical and 
an electronic onl system was devised 
which would accept large current demands 
while maintaining the steel at a preset poten- 
tial. Pilot and plant tests have shown that this 
could be a plied to acid storage tanks and 
vessels in sulphonation and neutraliza- 
tion, Examples are given and the limitations 
associated with halogen conen. are discussed 
together with tests used in stress-corrosion 
eracking.—c. Vv. 

The zero yo ey of metals 3 
tion to the in m of corrosion 
Brasher (Corros. Prev., 1961, 8, April, 38) The 
suggestion is adv anced that inhibition in acid 
and neutral solutions is initiated by adsorption 
and that the potential of the metal surface, in 
relation to its zero charge potential, determines 
whether adsorption (and hence inhibition) 
occurs in both environments. This is discussed 
more fully. The growth of oxide film takes 
place on the passivated surface and therefore 
occurs only when passivation has been 
established; this view is examined in relation 
to other work which has been carried out and 
other a in the literature are quoted. 


Design pee pipe line corrosion 
based on Aa cy eee al distribution 
8. Fukuta, 8. me og . Con and 8. 


Sekimoto Shenasion, 1961, ms ees 50t—52t). 


ann and opener nderground 
Henderson, rw H. West, 


eee, te P. P. Skule (Corrosion, 1961, 17, Jan., 
45t—49t).—o.F. 

Deck-side plating job solves sub’s galvanic 
corrosion Metachemical Associates 
Ine. (Corrosion, 1961, 17, Jan., 25). 

a ae of a o_o anode 

neue paecios e system R. C. Francis and 
= 8. Birnbaum (Corrosion, 1981, 17, Jan., 
20-22) Operational tests of an automatically 
controlled impressed current cathodic protec- 
tion system on a US Navy destroyer have 
shown that such a system effectively controls 
corrosion. The system makes use of Pt-Pd 
alloy anodes, and Ag~AgCl reference elec- 
trodes.—«. ¥F. 

Unusual encountered in cathodic 
of Miami Seaquarium E. J. Tilton 
jun. (Corrosion, 1961, 17, Jan., 16-18). 

Pipeline cathodic protection economics F. A. 
Therrell jun. (Corrosion, 1961, 17, Jan., 12-13). 

Combined cathodic and cleanin 
for heat e on it Cee Drovadion 
1961, 17, Som 9-11) The author describes the 

combined cathodic protection and cleaning of 
heat exchangers at Arkansas Fuel Oil Corp. 


impressed current anodes for cathodic 
tection W. P. Noser (Corrosion, 1960, 16, thee., 
587t-592t) The author reviews the develop- 


of quartz. yh ite 
spec apr uid metals T. B. tae (UsI 
Report Cm mete 3-18). 


‘atalorgial prod Blaze} a 


mbustion 

Ditges (Arch. Bisenh., 1960, soo a0 Dec., 717 399) 
The sources of error ‘in the Holthaus method 
for the determination of the S content of iron 
and steel are discussed, and it is shown that the 
method according to Pontet and Boulin gives 
complete § recovery. The Schmidts and 
Baasch apparatus is discussed, and finally a 
simplified suction method for determining 8 in 
structural and high-speed steels, ores, slags, 
and pig and cast iron is descri 

International Committee for the analysis of 

ases and metais A. Hoy (Tek. Uke., 1961, 108, 

an. 26, 87-89) The composition of this com- 
mittee, formed in 1957, is given, and its work 
summarized, with particular reference to the 
determination of H, in steel, and the prepara- 
tion of a standard for the sampling of liquid 
steel for H, analysis. 

An assessment of carrier-gas methods for the 
with particular 
reference to steel ©. E. A. Shananan (/SI 
Special Report (68), 1960, 75-92) The advan- 
tages of using this technique for the determina- 
tion of O,, Hy, and N, in metals instead of the 
vacuum extraction procedures are discussed. 

Determination of hydrogen in cast iron J. V. 
Dawson and L. W. L. Smith (JSI Special 
Report (68), 1960, 219-228) The hot extraction 
process at 1070° using chill-cast samples is 
employed the gases being pumped from the 
furnace into a known connecting volume which 
is divided into two sections by a heated Pd 
thimble. The partial pressure of H, is mea- 
sured in one by McLeod and Pirani gauges and 
@ continuous record of gas evolution results. 
Various amare techniques are considered 
—< Neg a. of H, during storage is discussed. 

mination of hydrogen in metals 
R. Doosell MIST Special Report (68), 1960, 192- 
218) A review. 
Detection and contro! of chemisorbed hydro- 
during electrolysis 8. C. Lawrence jun. 
Tech. Proc. Amer. Electroplaters’ Soc., 1960, 
135-137; discussion 243). 

An improved carrier-gas technique for the 
determination of hydrogen in steel F. R. Coe 
and N. Jenkins (SI Special Report (68), 1960, 
229-235) With the thermal conductivity cell 
very small amounts of H, can be detected with 
precision in a stream of 4 and a chart recorder 
can follow the evolution. The Katharometer 
possesses high sensitivity; 5 g samples giving 
only 0-05 ml H, (NTP) at the 1 ml/100 g level 
ean be used the precision being +0-002 ml 
H, (NTP). Samples are introduced into the 
furnace by a simple air lock and the determina- 
tion is completed in 30 min. Errors are avoided 
by using a drying train and high purity A. 

The determination of oxygen in metals W. T. 
Elwell (ISI Special Report (68), 1960,19-42).The 
methods used for determining O in metals are, 
vacuum fusion, inert gas fusion, chemical, and 
physical. These are discussed (129 refs). 

The determination of oxygen and ao heh a in 
iron and steel by an isotope-dilution method 
M. L. Pearce and C. R. Masson (ISI S 
Report (68), 1960, 121-132) The results ob- 
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tained by this method for both gases are sig- 
nificantly higher than those found by vacuum- 
fusion. 


Determination of nitrogen in metals J. D. 
Hobson (ISI Special Report (68), 151-182) 
Volumetric ds are discussed and the 





essential points are tabulated. The identifica- 
tion of nitrides from X-ray crystallographic 
data is presented in a table, likewise the salient 
points relating to v fusion methods are 





Deter 
Beeghly (JSI Special Report (68), 1960, 183- 
191) All the nitrides quantitatively recovered 
by other methods are also found in the residues 
obtained by the use of the ester-halogen 
reagents. Nitrides of Nb, Ti, and V have been 
separated by solution of the alloy in aqueous 
acid. The preferential method depends on the 
ease with which the matrix dissolved in the 
ester-halogen or acid; the nitride is subse- 
quently recovered by filtration. Al- and Si- 
nitride (from steels low in Si) and ZrN are de- 
composed by prolonged contact with aqueous 
acids or alkalis. In isolated mixtures of the 
three, AIN is decomposed by an alkaline wash 
and the other two are relatively unattacked. 
Thermal treatment alters the amount of Si- 
nitride recoverable from high Si-steels and 
when ester-halogen reagents are used Si- and 
AlL-N are similarly affected. When Al is present 
with Si, V, and Ti, the major portion of the N 
is usually combined with Al. The presence of 8 
or C may alter the availability of tthe elements 
to form nitrides.—c.v. 

Determination of cobalt in heat-resistant 
alloys H. Kirtchik and F. H. Swerringen 
(Analyst, 1961, 86, March, 188-195) A method 
for determination of Co is presented in which 
its specific precipitation by a combination of 
phenylthiohydantoic and thioglycollic acids is 
accompanied only by trace amounts of iron 
and nickel, thus offering no hindrance to subse- 
quent direct potentiometric titration with 
potassium ferricyanide solution in the presence 
of ethylanediamine. 

Determination of zirconium with benzoyi- 
phenylhydroxylamine D. E. Ryan (Can. J. 
Chem., 1960, 38, Dec., 2488-2492) Zr is com- 
pletely recipitated by this reagent from 0-5n 
acid & tions and the complex formed in 
H,SO, solutions has a constant composition 
Zr(C,,H,,0,N),; this is used for the direct 
weighing of Z Zr, the factor being 0-097. The 
reaction is sensitive, | ppm Zr being detectable, 
and a quantitative determination of 0-2 mg is 
possible; Th and the rare earths do not inter- 
fere.—c. Vv. 

Indirect volumetric determination of uranium 
J. Lovasi (Koh. Lapok, 1961, 94, Feb., 86-88) 

Photometric determination of As in iron ores 
E. Wrzesinska (Prac. Inst. Hut., 1960, 12, (6), 
289-293) The method proposed is a modifica- 
tion of that for determination of As in Cu by 
Steele and England (Analyst, 1957, 82, 595), to 
replace both the distillation and the volumetric 
methods. Reproducibility is 0-002% for con- 
tents up to 0-1%As and 0-004% for higher 
contents. 

Determination of boron in steels B. Kysil and 
J. Vobora (Coll. Czech. Chem. Comm., 1959, 24, 
Dec., 3893-3902) {In German] A colorimetric 
method with quinalizarin, or for contents 
> 0-2% alkalimetric titration using potentio- 
metric pH observation are described (16 refs). 

Direct absorptiometric determination of 

4 steel and cast iron with 2,2’-bi- 

. E. A. Shanahan and R. H. Jenkins 

Vinal. 1961, 86, March, 166-171) A method 

is presented whereby the copper 2,2’-bi- 

quinoly] complex is formed in an aqueous solu- 

tion containing N N-dimethylformamide. It is 

very suitable for rapid routine work and its 

overall accuracy is shown by results for plain- 
carbon and alloy steels, and for cast irons. 

Photometric determination of traces of lead 
in iron and steel S. Meyer and O. G. Koch (Arch. 
Hisenh., 1960, 31, Dec., 711-715) The method, 
suitable for determining 0-000 1—0-05% Pb, con- 
sists in separating the iron by extraction with 
diethyl or diisopropyl] ether, shaking the Pb 
soln. with dithizone in CHCl,, determining 
photometrically. The mean re ative error is 
+5%, and time of analysis 4—6 h (41 refs). 
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ing potentio- bat do more than produce complete instrumentation for industrial processes and research 
mination o ; e fere-inaed systems and take complete responsibility for engineering; for installation: 
.H. Jenking oe libration, adjustment and start-up; for periodic maintenance. And—we train your 
echnicians to operate the controls. From design to maintenance, whatever the size of your 
process control problem, Honeywell engineers will see the job right through. For advice on 
= fpr and instrumentation, consultation with a Honeywell engineer, details of the 
oneywe sign to maintenance scheme, write to Honeywell Controls Limi ' 
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Photograph by courtesy of Whitehead Iron & Steel Co. Ltd. 


Continuous Pickling Line for Mild Steel Strip built 
and installed by Robertsons at the Newport (Mon.) Works 
of Whitehead Iron & Steel Co. Ltd. 





We also specialise in annealing and pickling lines for any quality 

of strip — ferrous or non-ferrous. Our range of products include 

hot and cold rolling mills, flattening and shearing machines, slitting 
machines, straightening machines, swaging machines, wire drawing 
machines, tube making machinery, and other metal working equipment. 


W. H. A. ROBERTSON & CO. LTD. 
BESO FCA Se ¢ £.8-61438.9 8 








LICENSEES FOR THE BUILDING OF SENDZIMIR COLD REDUCTION MILLS AND PLANETARY HOT MILLS AND HALLDEN FLYING SHEARS 
WT.355W 
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Stee! Co. Ltd. 


‘ING SHEARS 
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SIEMENS & HALSKE A.G. 


KRYSTALLOFLEX 


Krystalloflex IV — Aeon Laboratories 


for all X-ray diffraction and spectrometry including fluorescence analysis 


@ Highly stabilized X-ray Generator. 


@ D.C. voltage adjustable 20 kV to 60 
kV x5 kV. 


@ X-ray dosage stability better than 
0-3%. 


@ Tube current adjustable 6 mA to 
50 mA x2 mA. 


@ Large table 58”=29” with 2 tube 
positions. 

@ Oil immersed high power sealed off 
tubes up to 2 kW. 


@ Universal counter tube Goniometer 


assembly for X-ray transmission and 
reflection diffraction and spectrom- 
etry. Identification and analysis of 
crystal-powder mixtures, single 
crystal examination, texture deter- 
mination, stress measurements, 


quantitive analyses. 


@ Radiation measuring and recording 


console, with 2 channels and detec- 
tion change-over switch if required, 
pulse height discriminator, linear 
amplifier, ‘Kompensograph’ record- 
er, automatic count-time print-out 


device. 


@ X-ray spectrometers for fluorescent micro-analysis of small quantities and areas, for elements 
above atomic number 22 and, with vacuum chamber, for elements of atomic numbers 12-92. 





WwW. WYKEHAM & COMPANY LIMITED 


16-18, Old Queen Street, Westminster, London, S.W.|! 


Telephone: Whitehall 5307 


Telex: 22448 


Research Laboratories : 


Cables: Wycotraf London 


Aeon Laboratories, ‘Beech Hill,’ Ridgemead Road, Englefield Green, Nr. Egham, Surrey. Telephone: Egham 3961. Cables: Aeon Egham. 
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dependable electrodes 


NGL, 


GRAPHITE 


ELECTRODES 


The term ACHESON is a registered trade mark 


Photograph by courtesy of Samuel Fox & Co., Ltd. 


Specially selected raw materials, controlled manu- 
facturing conditions, careful processing—this is the 
background to the day-in day-out dependable perform- 
ance you can rely on with Acheson electrodes. These 
vital factors give you an optimum combination of : 


e LOW RESISTANCE 


°e HIGH MECHANICAL 
STRENGTH AT 
OPERATING TEMPERATURES 


°e EXCEPTIONAL THERMAL 
SHOCK RESISTANCE 


BRITISH ACHESON ELECTRODES LIMITED - WINCOBANK- SHEFFIELD 


Phone : ROTHERHAM 4836 
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CONSETT IRON COMPANY LTD. 


CONSETT ° ° ° COUNTY DURHAM 


Telephone: Consett 341 (12 lines). Telegrams: Steel, Phone, Consett 


FIELD 
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RANGE OF PRODUCTS 


Billets from 3” sq. upwards. 

Rounds from 3” to 94”. 

Hexagons from 3” to 3%”. 

Squares from 3” to 44’. 

Flats in certain sizes. 

Colliery roof supports and accessories. 
Special T.H. yielding arches. 


COILED BARS 


Rounds 3” to 2%” in 500 Ib. coils. 
Rounds 3” to I+%” in 900 Ib. coils. 
Hexagons 3” to 7%” in 500 Ib. coils. 
Hexagons 22” to |” in 900 Ib. coils. 
Coils may be split if required. 


COLD FORGING 
QUALITY WIRES 


0.240" to 0.550” in 500 Ib. coils. 
0.550” to 1,000” in 900 Ib. coils. 
Coils may be split if required. 


— 


— Try | : 
i 


| HT STEELS WITH 
Sw A MMM Mp, || CARBONS 0:08 -- 0-85", 





CASE-HARDENING STEELS 
FREE CUTTING STEELS 
LOW ALLOY STEELS 


STEELS FOR COLD FORGING 


FOR BRIGHT DRAWING, 
DROP STAMPING, FORGING 
AND GENERAL ENGINEERING 


RK|GATE| STEEL 


THE PARK GATE IRON & STEEL COMPANY LIMITED ROTHERHAM 


TELEPHONE: ROTHERHAM 214! (15 lines) @ TELEGRAMS: YORKSHIRE, PARKGATE, YORKS. TELEX 54/4! 
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4” 6y ADAMSON-ALLIANCE. 





C4 




















’ 
’ 
; 
‘ 
- 
; 
H 
5 
§ Pas 
i vo 
: 
i 
x 
i 
; 
*% Patents Pending / 
i 
7281 


JOURNAL OF THE IRON AND STEEL INSTITUTE 





America, Pickford Holland are 
now making to-day’s most 
successful basic roof keys 


The P.H. Ferrobond CMX 3’ x 3” Roof Key is a new, metal-clad, chemically 
bonded basic open-hearth brick without internal plates, designed by 


Wake 
‘i 
J he 

E. J. Lavino & Co. of Philadelphia for maximum service and economy. A series ! 

of comparative tests with internally plated 4}” x 3” keys proved Ferrobond 

to be always equal, and usually superior, in performance. They are light and 

easy to handle, have built-in hot face expansion, and tabs ensure correct 

alignment. In addition, saving on material cost by rib and valley construction 

makes the P.H. Ferrobond beyond doubt today’s outstanding value in +) i! il | i 

basic roof brick. Considering a trial? Send drawings of your present roof iil ly WL i ¢ 1 

to Pickford Holland who will redesign to suit Ferrobond bricks, and | | Th 


give you the assistance of a service engineer for installation. 





°/, AREA PATCHED 


j ; Total | —— : 
See how Furnace | yen | —_ een pai | lees | ota aes 
wipes Gegtuulle reap te Ww | Ferrebeond Internally Reinforced 


Produced 
° | MKS" x3" Keys | 44°13" Keys 
split-r oof tests 190 Tons | 12" Rib | 204 Heats | 54,000 I 19% =|: 18% 


9” Valley 112 Days =| Tons 


prove 190 Tons | 12” Rib | 250Neats | 47,500 22%, 128% 
9” Valley 7% Days | Tons 


astumne eer eee ee 
PERFORMANCE ri ir ~_ pot eng — 2.8% | 68% 


Mi Tons | 15° Rib | 453 Heats | 157,000 5 | way | 199% 


by new 12" Walley_| 170 ba nc 


400 Tons 15° Rib 298 Heats 120,000 WL WIL 


FERROBOND | 12" Valley | 166 Days Tors | | 


This chart shows comparative performance records All were of the Fairless type roof construction 
ROOF KEYS in North America of six typical open hearth roofs. (hold-up, hold-down). Production rate of tons 
In each case the roof was constructed half-and- per hour is based on total production over 
half of Lavino Ferrobond CMX 3” x 3" Roof campaign time, and includes repair times, fettling 
Keys and Internally Plated 44" x 3” Roof Keys. times, and all lost time whatever the cause. 












































P.H. Ferrobond Roof Keys are manufactured under licence from E. J. Lavino & Company, Philadelphia, U.S.A. by 


PICKFORD HOLLAND 


PICKFORD, HOLLAND & COMPANY J.IMITED, 381 FULWOOD ROAD, SHEFFIELD 10, TEL: 33921 
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Roller Guides 
for bar and 


wire rod mills 


Morgirdshammar roller guides can be used for 
many sections such as leader and break-down 
ovals, squares, hexagons and octagons. 


They can handle dimensions from about 3/16 in. 


(5 mm) round up to nearly 8 in. (200 mm) 


You will obtain the following advantages 
with MH roller guides: 


INCREASED ACCURACY 

LESS SCRAP AND COBBLES 
REDUCED OPERATING COSTS 
INCREASED OUTPUT 


For further information please apply 
to us for catalogues. 


P.S 

In Scandinavia every bar and wire rod 
mill uses Morgardshammar 

roller guides. 


Swedish Quality 


MORGARDSHAMMAR 
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CARBONS 
up to 


Vi 


DEEP STAMPING and RIMMING 
SILICON and SILICO -MANGANESE 
FREECUTTING 

LEAD -BEARING 


BLOOMS _ 5%" up to 9 square 

BILLETS 2”, 24", 24", 3°, 34°, & 4", square 
SLABS 8” to 16° wide x 2” to 2)” thick 
SHEETBAR 12° wide x }’ to j’ thick. 


Other sizes by request 
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Tailored for 


hard wear 


Sleeves by Wraggs of Sheffield are made 
from only the highest quality raw materials 
to offer maximum resistance to the 

fiercest ladle conditions. 

Just the kind of products you’d expect from 
a firm which pioneered the manufacture 

of casting pit refractories, and which 


still specialises in this field. 


DRY STORAGE UNTIL DESPATCH 
Wet refractories can cause trouble, so we keep 
our stocks under cover until you're ready for them. 





LADLE LINING BRICKS - NOZZLES - STOPPERS - SLEEVES - TRUMPET GUIDES 
TRUMPET BELLS - CENTRE & RUNNER BRICKS - INGOT FEEDER TILES 


Wraggs of Sheffield 


for reliable casting pit refractories 


THOS. WRAGG & SONS (SHEFFIELD) LTD., LOXLEY, NR. SHEFFIELD. TELEPHONE: 343034 
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UNIVERSAL 

BEAMS AND 

COLUMNS 
SECTIONS 


COLLIERY 
ARCHES 


FORGING 
BLOOMS 


SLABS 


STRUCTURAL 
STEELWORK 


JOISTS 





Head Office: 


FLEMINGTON, MOTHERWELL 
Telephone: Motherwell 2445 
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ENGINEERING COMPANY LTD, 
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Metalkase 
R.W. Brick | 


(REINFORCED WELDED) — 











Suitable for every basic brick application, the Metalkase 

R.W. Brick is proving outstanding in performance in 

basic open hearth furnace roofs. It can be adapted to 

any type of roof construction, whilst in wall con- 

struction, R.W. Bricks can be used individually — 

preferably as headers —or they can be prefabricated 

into large sections to save installation time. 

<a 
‘ oo 

R.W. Bricks offer ‘sg 

1. Accuracy of size and shape. 

2. Speedy installation. 

3. Exceptional mechanical strength. 


4. Improved spalling resistance. Modern Sprung Roof in 


5. eorvgnan of application to all forms of pote omeamecen egal 


THE STEETLEY REFRACTORY BRICK DIVISION 


CLEVELAND MAGNESITE | OUGHTIBRIDGE SILICA | SWANN RATCLIFFE & CO. 


& REFRACTORY CO. LTD. FIREBRICK CO. LTD. (BRASSINGTON) LTD. 
P.O. Box No. 9, WORKSOP, Notts. Telephone: Worksop 3456 
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COLVILLES LTD. 









Plates, Bars, Sections, Clad Steels. 
Billets and Slabs. Iron and Steel 
making ‘capacity. Wide strip mill 
under construction. Stern Frames 
and other welded fa*>rications. 
Heavy Sections, Rails and Railway 
materials. 


THE CLYDE ALLOY 
STEEL CO. LTD. 


Alloy, Tool and Stainless Steel: 
Bars and Sections, Forgings, Cast- 
ings and Billets. 


THE LANARKSHIRE 
STEEL CO. LTD. 


Joists, Sections, Bars, T.H. Yielding 
Arches. 


SMITH & McLEAN 
LTD. 


Hot Rolled Sheets, Light Sections, 
Galvanised products. 


THE ETNA IRON & 
STEEL CO. LTD. 


Light re-rolied sections. 


united toserve the world demand for steel 


JOURNAL OF THE IRON AND STEEL INSTITUTE 














INSTITUTE 











(BELOW) Magnetic extraction of jagged pieces of mould flash —a dangerous 
‘“‘passenger”’ on any belt but no hazard for BTR Rip-Chek. 
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BIR 


beats the knockout! 


Hot sand, hot metal. . . 200 tons of it 

an hour... Rip-Chek belting meets and 
beats it easily at this Midlands foundry. 
BTR Rip-Chek wins easily on points— 
points such as heat-resistance, flexibility 
and troughability ; but most important 
of all is the check in Rip-Chek—the 
transverse steel wires built into the 
carcase of the belt throughout its length. 
Install BTR Rip-Chek in your foundry ... 
it will repay you with long, 

trouble-free service. 


BTR Industries Ltd 


HERGA HOUSE, VINCENT SQUARE, LONDON S.W.E 


BI 
ENGINEERS IN RUBBER 
AND PLASTICS 


1/4628 
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Coolers 


VISCO design and supply 
Water Coolers of many types, 
including natural and forced 
draught recirculating systems. 


Fume Removal 


VISCO deal directly with 
noxious fumes and are used 
by leading industries for fume 
removal and air treatment 
installations. 


Dust Collection 


VISCO Automatic Collectors 
draw off dust at point of 
generation, thus avoiding 
harmful (or wasteful) 
liberation. 


Air Filters 


VISCO design and supply Air 
Filters for machinery, 
compressors, rolling mill - 
motors, ventilating plant, 
diesel engines, etc. 


VISCO have the‘experience and 
know-how, on all these — it’s 
yours for the asking. 

Contact us now. 


VISCO LIMITED 


Stafford Road, CROYDON 


Croydon 4181 





Water 
Coolers, 
Fume 
Removal, 
Dust 
Collectors, 
Filters 
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up 
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Engineers to Industry 


JOURNAL OF THE IRON AND STEEL INSTITUTE 














L INSTITUTE 






















The illustration shows one of a pair 
Bogie Type of Bogie Hearth Furnaces, 50 feet 
long by 10 feet wide, supplied to 
William Beardmore & Company 
Heat Treatment Limited, Glasgow. Specifically 
designed and zoned for extended 


F accurate heat treatment of specialised 
materials. 


We specialise in the design and con- 
struction of : 


Open Hearth Furnaces 

Soaking Pits of all types 
Continuous Multi-zone Bloom and 
Slab Re-heating Furnaces 
Continuous Bogie type Ingot and 
Slab Heating Furnaces 

Furnaces for Aluminium Melting, 
Coil Annealing and Slab Re-heating 













\ Forge and Heat Treatment Furnaces 
j Stress Relieving Furnaces 

Vy Shipyard Plate and Bar Furnaces 

Modern Lime Burning Kilns 


PRIEST FURNACES LIMITED * LONGLANDS * MIDDLESBROUGH also at KELHAM ISLAND WORKS * SHEFFIELD 3 
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The “Queen Victoria’ blast furnace at Appleby-Frodingham has 
produced 1,500,000 tons of iron—with the original MR2 stack 
lining. Operation continues. 


United Steel's “Queen Victoria” blast furnace goes on beating records—month after month. In 1960 it became 
the first British blast furnace operating with 100% sinter burden to produce over 1 million tons of iron. The 
campaign has continued, and on September 24th, 1961 the output reached 1} million tons—with the stack 
lining of MR2 bricks, manufactured by MORGAN REFRACTORIES LIMITED still in excellent condition. 
Other relevant figures:—The campaign has lasted 177 weeks, during which period “Queen Victoria” has been 
charged with 3.87 million tons of sinter containing approx. 37% iron, 62,000 tons of scrap and 1.23 million tons 
of coke which represents 16.36 cwt. of coke per ton of iron. 26 cwt. of slag is tapped for each ton of metal 
produced, so the liquid throughput of the furnace has been 3.45 million tons. 











we hed 


MORGAN REFRACTORIES LIMITED bd A Member of The Morgan Crucible Group 
NESTON, WIRRAL, CHESHIRE. Telephone: Neston 1406 


NEI79A/ 885 
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serving Britains Industry 





GRIFFIN BRAND 


STEEL SHEETS 


Light and Heavy industry are served 
by GRIFFIN BRAND Steel Sheets — 
Black, Galvanised, Flat and Corrugated. 


have the largest general Galvanizing 
Plant in Great Britain. 





Metal Spraying by the most up-to-date 
methods done in our works or “‘in situ’’. 


* We make the widest Steel Sheets and 








Metals deposited include: Zinc, Tin, 
Aluminium, Copper, and all its alloys, 


Cadmium, Monel Metal, etc. 


Smih and McLean Lid. 
a a ocaageeenieme 






Pe Tel.: CENtral 0442 ‘Grams: CIVILITY, Glasgow 
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a the right proportions... 


Schieldrop | 


SELF-PROPORTIONING OIL BURNERS 
FOR CONSTANT AIR-OIL RATIO 


Pioneered by Schieldrop in Great 
Britain, self-proportioning oil burners 
offer outstanding advantages 
including peak efficiency and real 
economy of operation. Write for 

full details of Schieldrop burners. 














S 


Note these features— 
Single lever control. 


= 36 


bs Easy adjustment for high 
and low flame settings. 


Simple and robust 
construction. 








Constant velocities of 
both primary and 
secondary atomising 
air, giving uniform 
flame over a 6-1 
turn-down range. 











# 
Schiueldrop & COMPANY LIMITED 


STOTFOLD, BEDS. Phone 414 (4 lines) 
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This furnace was installed 


in May 1960. A_ second 


furnace was installed in 


April, and a third is due 


. 





in September 196] 


Furnace in lowered position 
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A hydraulic circular type 
annealing furnace for coils 
up to 48” diameter—gas 


fired—installed at 


J. J. Habershon & Sons Ltd. 
Rotherham. 


Furnace in raised position 












Part of instrument panel 


F. W. KUBACH LTD. 
WAKEFIELD HOUSE 


CHURCH ROAD, S.E.19 
Tel: LIV. 3311-2 Telex. 22519 














A busy man’s 
guide to Britain’s steel progress 


WINSTON CHURCHILL kept his finger on the pulse of things 
by asking for important information “on one side of a 
sheet of paper’. 

The post-war achievements of the British steel industry 
would fill a book. Here, for the busy man whose eye we 
have this minute, is an account of what is happening now. 


PRODUCTION The British steel industry produced over 
24 million tons of steel in 1960 — compared with 20 million 
tons in 1959. Output is now about double the pre-war 
figure. Production of alloy steels—especially stainless steel- 
is expanding particularly rapidly. 

PLANT Since the end of 1946, over {900,000,000 has 
been spent on development. Continued modernisation 
and expansion — now costing some {200,000,000 a year — 
will provide steel capacity for over 34 million tons by 1965. 
Pig iron output per furnace and open hearth steel output 


per furnace are both more than double pre-war. With the 
need for ever-increasing efficiency and economy, ore 
beneficiation has made great strides and fuel consumption 
per ton of iron has been reduced by about 25 °% since the 
war. Use of oxygen for steelmaking is rapidly increasing. 
INDUSTRIAL RELATIONS ‘The industry keeps its 
remarkably good record for settling industrial disputes 
without recourse to strike action. British steel workers are 
often sons and grandsons of steel workers, richly endowed 
with traditional skills. Making steel exactly to specification 
is more than a commercial requirement; it’s a matter 
of pride. 

PRICES British steel prices have been keenly com- 
petitive since the war with those of other major European 
producers and well below the American price level — and 
the quality of British steel is unsurpassed. 


BRITISH IRON AND STEEL FEDERATION 
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When it’s 
High Pressure... 


the link is 


ERMETO 




















Ermeto high pressure pipe fittings work on a completely different 
principle from any other type of fitting. The Ermeto joint incorporates a 
metallic ‘“‘lock’’ which ensures a secure pressure tight joint under severe 


h the 
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ption 
e the 
ising. 


operating conditions. Ermeto couplings are made in mild steel, stainiess steel, 
brass, aluminium alloy and high duty bronze. Couplings, vaives, 

hose fittings and assemblies are available in a wide range of types and 

sizes. Non-standard fittings gan also be produced to specific requirements. 
A copy of the Ermeto catalogue illustrating the comprehensive standard range 


s its 
will gladly be sent on request. Technical advice is always readily available. 
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BRITISH ERMETO CORPORATION LTD 


E FR | E | (@) HARGRAVE ROAD - MAIDENHEAD - BERKS: ENGLAND. TEL: MAIDENHEAD 5100 


A member of the ALENCO Group of Companies 
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For the first time in Britain, power for twin drive 
motors for a hot reversing mill has been supplied 
from mercury arc converters. 







Designed and manufactured by ‘ENGLISH ELECTRIC’ 
for the new Hownsgill Plate Mill of Consett Iron 
Company, the motors have a combined output of 
10,360 h.p. (r.m.s.) at 45/80 r.p.m., with a cut-out 
torque of 492 metre tons, equivalent to 31,080 


peak h.p. 












In addition to the main motors, ‘ENGLISH ELECTRIC’ 
manufactured and supplied mercury arc converters, 
Ward Leonard auxiliary drives for mill auxiliaries and 
iat te ete : : iain - shear drives, ventilation for motor room and converter 
/ \ ( \ 4 4 i ( equipment, constant voltage d.c. mill type motors, and 

| | | jak JUL i] the major part of the control gear associated with this 


mill. 


poe Nb cer 


DO tr si rec om wiles 


Over fifty years’ world wide pioneering experience 
steelworks equipment stands behind ‘ENGLISH ELECTRIC’ service to the metal 
industries and is available to help in the solution of your 
particular problems. 





METAL INDUSTRIES DIVISION, STAFFORD 
The English Electric Company Limited, English Electric House, Strand, London, W.C.2 
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PHOTO COURTESY STEEL CO. OF WALES 


MORE THAN 400 


REAVELL-ASKANIA REGULATORS 


HAVE BEEN SUPPLIED TO 


THE STEEL COMPANY OF WALES 


Reavell-Askania Regulators. Instrument 
REAVELL-FAHIE LTD. | oircnesceigrs.insaleds conmisionea 


Project studies and reports. 


RANELAGH WORKS IPSWICH. 
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Part of an Industrion Electrical 

Air Filter installation in the slabbing 
mill motor room, South Works, 

West Hartlepool, of the South 

Durham Steel & lron Company Limited. 
Total Capacity : 125,000 c.f.m. 


A 2,000 c.f.m. collecting cell. 





The protection of mill motors, switchgear and sensitive 
instruments against the mass of small particles carried by 
ventilating and cooling air is vital if costly 

breakdowns are to be prevented. 

The Industrion Electrical Air Filter has been specifically 
designed for applications such as this. It has an extremely 
high efficiency and will collect all airborne contaminents 
ranging from 60 to .001 microns in size. This coupled with the 
twin advantages of a constant low pressure drop 

(0.2” w.g.) and low operating costs (only 100 watts needed 

to clean 10,000 c.f.m.) makes the Industrion Electrical 

Air Filter the most effective and economical solution for 

many air filtration problems. 


Full details are contained in Publication No. 86/24 
Please ask for a copy. 


W. C. Ba@ialei Sis se & CO. LTD. = Gas Cleaning Division, 
— TURNBRIDGE, HUDDERSFIELD. 


A Geihet he Telephones: Huddersfield 5280 London: Victoria 9971 


B.H.D. Engineers Limited Birmingham: Midland 6830 
Group of Companies. 
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Limited. 
0 c.f.m. 


Kiln and Chemically Bonded Drier 


The new ultra-modern 


Basic Brick Plant at 
HUNWIGK 


This completely new plant recently brought into full 
production by The West Hunwick Silica & Firebrick Co. 
Ltd., will produce first quality chrome-mag, mag-chrome 
and magnesite bricks and assist the Company to further 
meet its already extensive markets. 

In addition, rigid control of the manufacturing process 
from beginning to end will ensure that the products of 
this ultra-modern plant are absolutely uniform and of the 
same superlative standard as with our Silica material. 


Complete preparation plant—fully automatic 


The West Hunwick Silica & 


Firebrick Company Limited HUNWICK, CROOK, CO.DURHAM Tel:Crook 200 


A MEMBER OF THE PRICE-PEARSON REFRACTORIES GROUP nw & 
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WE DO NOT HANDLE WITH 


As steel producers, we are well aware of the industry’s need to expand—and of 
the very heavy capital investment this usually implies. Fortunately for the three 
constituent members of the GKN Steel Company, and for British steel as a whole, 
the GKN Group also includes engineering companies capable of looking at steel- 
making, as it were, from the outside. One of these, Birwelco Ltd.—already famous 
for its enterprise and achievement in supplying heavy plant to the oil industry— 
has taken a very fresh look indeed. As a result, they are now holders of an exclu- 
sive licence in Great Britain and the British Commonwealth for Calderon Scrap 
Charging systems—a way of obtaining increased steel output which does not 
involve heavy capital outlay. 

Recent improvements in steelmaking methods, including the Brymbo pre-refining 
Furnace (another GKN contribution to steel progress) are reducing melting 
times to such effect that, today, it is no longer on melting but on charging that 
time can be most usefully saved. Hence the new Calderon Scrap Charging 
system. A system not of handling scrap with care, but of pouring it like water, 
faster than hot metal can be poured, and more accurately than any conventional 
equipment can do it. Calderon equipment can increase the output of oxygen- 
blown L/D converters and of open-hearth and arc furnaces as well. For at least 
one user, by halving scrap charging times and eliminating congestion in the 
melting shop, it has been shown to be capable of increasing steel output by 
8-4% at a fraction of the cost of installing one new open-hearth furnace, and at an 
annual saving of more than its own cost. 

Impressive as all this sounds—and is—it is only a part of the service to the steel 
industry, up to and including the design and construction of complete melting 
shops, which Birweico has to offer—and only one of the ways in which over 
80 GKN companies are helping to keep modern industry up to date, 


* Guest, Keen & Nettlefoids, Ltd., Head Office, London Works, Smethwick 40, Staffs 


JOURNAL OF THE IRON AND STEEL INSTITUTE 








40, Staffs 


INSTITUTE 


; 








STEPHENS’ 


Super Grade Low Alumina 


Silica Brick 


FINE SILICA CEMENT FOR 
SETTING SILICA BRICK 


< 


STIGNIC CEMENT FOR BASIC 
STEEL LADLES 


KILN CAPACITY OVER ° 
It MILLION BRICKS SPECIAL FIRE CEMENTS for all 
Te ose 


STEPHENS’ SPECIAL ELECTRIC 
FURNACE ROOF BRICKS 


< REGENN BRICK without doubt the best 
Brick for Soaking Pits, Checkers, and 
Regenerator Chamber Walls 


Stephens SILICA BRICK CO.,LTD. 
KIDWELLY 


Telegrams:—STEPHENS, KIDWELLY Codes:—ABC 4th & Sth Editiors 
Liebers & Marconi 
Telephone:—KIDWELLY No. 1 
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‘hermal 


ALUMINOUS PORCELAIN 525 


Combustion 
Tubes a 


No Gas Loss 
up to 1500C 





CLOSURES 


Circular, specially 
reamed ends ensure 
gas tight closures 
with rubber bungs. 
Porous Alumina 
plugs to prevent 
iron oxide carry- 
over also available. 


rc 


| all BRITISH 


ane 


/ the BEST 


} 





Oe 


ae” ‘ 


STANDARD SIZE RANGE 


eee NOW AVAILABLE 
ae \ EX STOCK 


- — 
Sarat 


For use in any high temperature furnace, particularly for 
carbon and sulphur determination in steel, operating at 
temperatures up to 1500°C (2732°F). These tubes are 
completely reliable, do not devitrify or allow loss of 
combustion gases even up to maximum working 
temperatures. Thermal aluminous porcelain 525 sheaths 
are excellent for use as pyrometer sheaths up to 1500°C. 


THE THERMAL SYNDICATE LTD 


P.O. Box No. 6, WALLSEND, NORTHUMBERLAND Phone: Wallsend 62-3242 
LONDON: 9 BERKELEY STREET WI Phone: Hyde Park 1711/2 
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CHIEF ENGINEER 


Hectic days these 


CAN BE PUZZLED! Is everything under control? 


Pushbuttons, timers, isolators, 
Electric motors in pumping room, casting room, plating shop 
Mustn’t fail or production loss, loss, loss 
Processes integrated, sequences correlated 
Is there a spanner in the house? 
Electric, electronic, esoteric functions all, 
Cosset them, cuss at them, keep them in hand 
Motor selection, overload protection — don’t forget 
It’s the wife’s birthday tomorrow 
J. B.’s new ideas for the finishing line; humour him, 
Might be possible, though. 
Mains wiring, control wiring, where’s the labour coming from? 
Control gear — DUPAR — that’s the name 


Must write. 


V— oe ees 
— le 
—— ee cee 
— eee 
—— 


ai in, 
1 SHED THE LOAD of your motor control problens 
by consulting the Dewhurst Technical Advisory Service. 


There is DUPAR control equipment for all 
\ / 
\ engineering and allied fields. Gasp / 


/ 





DEWHURST INVERNESS WORKS* HOUNSLOW: MIDDLESEX 
Telephone: HOUnslow 7791 (i2 lines) * Telegrams: DEWHURST - HOUNSLOW 
& PARTNER LIMITED Field Offices at : 


BIRMINGHAM * GLASGOW * GLOUCESTER * LEEDS - MANCHESTER - NEWCASTLE NOTTINGHAM 
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STANTON ano STAVELEY 





Our Metallurgical Department will 
gladly assist customers with their 
problems, and our comprehensive 
Pig Iron Booklet, will be sent on 
request. 


High, medium & low phosphorus 
foundry irons. 


High and low phosphorus basic 
irons. 


Refined iron. 


For further particulars please telephone 
likeston 2121, Ext. 216. 


STANTON AND STAVELEY SALES LIMITED NEAR NOTTINGHAM 
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SPEC) rY In this 5 stand 14” cross country mill, pneumatically operated 
Yj lifting rollers used in conjunction with inter-stand transfer 
TH 0 & N TO N Yj gear, greatly reduce the manual effort required. The transfer 


EZOU | PM Ee NT— gear enables one man with little effort to move heavy loads 


between stands. The friction driven lifting rollers bear the 


BYMULT TO Ot ON) DEDIGN 
OR CUSTOMER SPECIFICATION 


weight of these special steel bars of up to 7 ins. square. A 
single operator can handle heavy white hot loads at increased 


speeds - with increased safety. 


B. THORNTON LTD, TURNBRIDGE, HUDDERSFIELD Tel: Huddersfield 754) 
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AERIAL VIEW OF A SECTION OF IRLAM WORKS. Photograph by Aero Pictorial Ltd. 


LSu 
OTHER PRODUCTS 


FLATS AND ROUNDS 
SASH AND CASEMENT SECTIONS 
HAMMER-LOCK STRUTS 
MILD STEEL AND BALING HOOPS 
CABLE TAPE 
FERRO-MANGANESE 
COKE NUTS 


ANGLES TEES 
CONCRETE FLAGS, KERBS 


ETC. 


CHANNELS ra 
LANCASHIRE STEEL MANUFACTURING COMPANY LTD 


Head Office: 
Telegrams: 


Telephone: WARRINGTON LANCASTEEL 


31222 WORKS: IRLAM & WARRINGTON 


WIRE RODS 


IN ALL QUALITIES 


Head Office: KINNAIRD HOUSE, PALL MALL EAST, S.W.! - Telephone: WHITEHALL 7515 * Telegrams: LANCASTEEL, LESQUARE, LONDON 
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SPOTLIGHT ON BULK HANDLING EQUIPMENT Blenders 


nn 
i 


q 
The quality of the blend from a G.E.C. Robins- 
Messiter blender can be predicted by calculation 
eee from samples and proportions of the ores to be used. 
W HERE In the G.E.C. system, the materials are laid down 
S in longitudinal layers by a travelling tripper. Each 


CONSISTENCY vertical slice taken by the reclaimer then consti- 


tutes a true sample of the pile. 

NS So efficient are these blenders—and the range of 

Cc OUNTS . ee. conveyors available—that no skill is required from 
the operators. Operation can be continuous, one 

OPS pile being made while the other is being reclaimed. 

G.E.C. blenders are at work today in England, India, 

Italy, Belgium and other countries. 





Efficient blenders, expertly-designed crushers, 


Rely on the 
experience of 





— the world’s largest range of screens and feeders— 
all are products of the skill, craftsmanship and 


LTD Si experience of one of the world’s largest 





engineering organisations. 





THE GENERAL ELECTRIC COMPANY LIMITED OF ENGLAND + GENERAL ENGINEERING DIVISION + ERITH + KENT 
ONDON ins 
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WHAT ARE YoU 
UP TO MATE ? 


coo! «INJECT OIL. FUEL INTO 
1 STRUTH! THE BLAST FURNACE... 
bende AND HOT. IT UP ! 


some 





VIVA SHELL-MEX 
AND 8.R LTD !! 


| AAAAH ! 




















— ee ere 


PETER KNEEBONE 


























IT’S A FACT! 


Shell-Mex and B.P. Ltd and several great success. If you are interested, Shell- 
leading steel companies are together in- Mex and B.P. Ltd will be very pleased to 
jecting oil fuel into blast furnaces with come and talk to you about it. 


FIRST IN THE FIELD ON OIL FIRING 
SHELL-MEX AND B.P. LTD 
Wwe SHELL-MEX HOUSE - STRAND - LONDON - w.c.2 
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COW ANS SHELDON 
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South Durham Steel & Iron Co. Ltd. 


RELY ON COWANS SHELDON 


Designed and built by COWANS SHELDON 
to B.L.S.R.A. Specification & B.S.S.466, 
two 100 TON x 110 FEET SPAN 
STEELWORKS OVERHEAD CRANES 
with 30 ton auxiliary hoists 
installed this year in the mill bay 
of the Cargofleet works. 


(i) Cowanws SHELDON 


Smet §' StL ek: ECON Sk A ee 
Telephone: Carlisie 24196-9 
. LONDON OFFICE: AFRICA HOUSE, KINGSWAY, W.C.2. 


Telephone: HOLborn O268 
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GIBBONS PRO-TEK ) 


Patent Nos. 637,337, 646,691, 606,401. 








No Scale 
PRO-TEK Continuous Billet 
Heating Furnaces are built Longer Tool Life 
under licence arrangements 
with Metallurgical Oxygen 
Processes Limited and Low Fuel Cost 


Pes a G.m.b.H., Essen. 
pecially suitable for 

repetition work either No Metal Loss 
mild steel or alloys. 
Standard sizes from 10 cwts. 
per hour upwards with 
guaranteed performance and 
scale free high quality PRO-TEK FORGING 
finish heating. 




















All enquiries to: GIBBONS BROTHERS LTD., 
P.O. BOX 19, DIBDALE, DUDLEY, WORCS. 
TEL DUDLEY 55/4! (P.B.X.) "GRAMS “GIBBONS, DUDLEY” TELEX No. 33162. 








COMPLETED LININGS TO 








70 BLAST FURNACES 
132 HOT BLAST STOVES 


67 STEEL MELTING 
FURNACES 


STAFF: 350 MEN, includes— 
~ ee 150 FURNACE BRICKLAYERS 


ie ee 


TATTERSALL 
REFRACTORY CONTRACTORS MIDDLESBROUGH 


137 SOUTHFIELD ROAD Telephone 2320 
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FABRICATED & 
?. CHUTES, © 


(hoppers and bunkers too) 





FOR GRAIN, ORE 


STONE & COAL # 
’ 








made wonderfully well 
in M.S. plate ¥ thick, radial 
arcs to any angle or 
specification. Ultimate capacity, 
in one piece, 9 tons. 


CROMPTON & HARRISON LTD. 


incorporating W. T. SEYMOUR (STOCKTON) LTD. 
part of the FORSTER group 
SEAHAM, CO. DURHAM. Telephone 2321 
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BAUKITt 
AXE 44 
SUPERAKE 


BURNAXE 


HARDAXE 
( 


AX 


INGOT HEADS, 


REFRACTORIES 


FOR 
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BURNAXE GRADE 
GENERAL PURPOSES FURNACE BRICK 
FOR MODERATE HEAT DUTY 


Made from best Scottish Fireclay 


O. H. REGENERATORS, SOAKING PITS, MILL 


FURNACES, BLAST FURNACE & HOT BLAST STOVE LININGS, CHECKERS, etc. 


STEELWORKS 


US ER AE UR EEE MOET SED EONS SUR NDE SESE SK MERE em 


The BURN FIRECLAY CO. LTD. 


76, JESMOND ROAD, NEWCASTLE UPON TYNE, 2. 


TELEPHONE: 


NEWCASTLE 


-3301 





6% Silicon, Heat-Resisting Cast Iron, x 400. Electrolytically polished with Ellopol apparatus. 


BY METALLURGICAL SERVICES 











UGRAPHY 


ANNOTATED METALLOGRAPHIC SPECIMENS 
(Wide range of micro specimens with full descriptive 
notes) 


THE ELLOPOL ELECTROLYTIC POLISHER 
(P. A. Jacquet Method) 


NACHET MICROSCOPES 


SPECIMEN PREPARATION AND POLISHING EQUIPMENT 
DIAPLASTOL DIAMOND COMPOUND 

DURMAX AND LINDE ALUMINA 

METRON POLISHING CLOTHS 


END QUENCH UNIT 
HARDNESS TESTING MACHINES 


Write for details to 


METALLURGICAL 
SERVICES 


Proprietors: Planned Products (Metallurgy) Ltd. 


6 RELIANT WORKS 
BETCHWORTH — SURREY — ENGLAND 
BETCHWORTH 2364 
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OVER 300 CARS IN OPERATION 


IN VARIOUS PARTS OF THE WORLD 


MIXER CARS 





HOT METAL LADLE CARS 


@ HOT METAL MIXER CARS FOR THE SAFE AND 
ECONOMICAL TRANSPORT OF MOLTEN METAL 


@ LARGEST CAPACITY CARS ARE WITHIN STANDARD 
RAILWAY LOADING GAUGE 


@ HOT METAL CAN BE RETAINED IN PERFECT 
CONDITION FOR HOURS 
CAPACITIES FROM 75 TO 160 TONS 


@ MINIMUM OF SKULL AND SCRAP LOSSES 


@ MAXIMUM LIFE OF BRICKLINING PER TON OF 
HOT METAL 


OTHER SPECIALITIES 


MORGAN GAS MACHINES . SOAKING 
PITS (Isley Controlled) . MILL FURNACES 
TYPHOON ROTARY FLAME GAS 
BURNERS . MORGAN AIRJECTORS 
NASSHEVER CONTINUOUS BRIGHT 
ANNEALING FURNACES (Sole Licensees) 


THE INTERNATIONAL CONSTRUCTION CO. LTD. 


(Successors to Julian Kennedy, Sahlin & Co. Ltd) 
56 KINGSWAY . LONDON . W.C.2 


Telephone: HOLBORN 1871-2 


Telegrams: SAHLIN, WESTCENT 2 LONDON 
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JOHN SH AW Makers of Fine Presses 





200 TON 
GENERAL PURPOSE HORN PRESS 


of fabricated steel construction, and all 
control valves. The press will give 500 oper- 
ations per hour and is electrically operated 
by foot pedal control. 


| eee eS sc Ne ie ae 











Approach speed. . . 2.0” per second 
Pressing speed . . . 0.25” per second 
Return speed .. . 5.3” per second 







Press table 17” x 17” or to suit individual re- 
quirements. Height 14’ 0”. Weight 11 tons. 
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300 TON 


GENERAL PURPOSE PRESS 


of fabricated steel construction, designed 
specially for being suspended from above, 
and for use on pressure vessels, etc. The 
press is push button electrically operated 
with hold-in button for pressing and return. 


Width of bed . . 15” Stroke of Ram. . 6’ 





























Approach speed. . . 46.5” per minute 

Pressing speed . . . 6.5” per minute 

Return speed. . . . 83” per minute oe 
Weight Gilg ae ee Kp 


Write for fully descriptive illustrated catalogue of the range of JOHN SHAW PRESSES 


JOHN SHAW & SONS (SALFORD) LTD., SALFORD . LANCASHIRE 








suitable for indexing 
than the printed 
Abstracts section of 
the Journal, The Iron 
and Steel Institute 
inaugurated an 
Abstract and Book 
Title Index Card 
Service from the 
beginning of 1960. 


ABTICS 


Abstracts and 
Book Title 
Index Card 
Service 











Telephone: BLAckfriars 4844 sn 
In order to make 
abstracts available to 
users more quickl ; 
andina fame ieee SCHIIDT, T. - 621, 785.34, 062,3 


WUNNING, J. 


b chi t e urnace ntnosphere and work in 


routine annoaling of cold worked stoeis in protective atnospheres, 
(Stahl Lison, 1961, 81, March 16, 361~366), 


Fron equilibriun diagrans for oxygen- and carbon-involving reactions the 
possibility of certain reactions taking place during the annealing of 
steel in protective atnospheres is discussed, Tests on bell-type and 
continuous furnaces showed that large deviations fron equilibriun condi- 
tions in fact occur, The actual phononena such as oxidation and decarb- 
urization are discussed, It is for this reason that nore recently pro- 
tective atnospheres have been used which do not contain reactive conpon- 
onta but are inert towards the work, - T.G, 








20027 

{RON AND STEEL INSTITUTE ABSTRACT AND BOOK TITLE SERVICES 
The service consists of pre-publication copies they are printed in the Journa/ under subject 
of all abstracts and titles of new books on headings. This will enable a simplified 
5in X 3in library cards with Universal Decimal continuous subject index to be kept with no 
Classification numbers. The value of the cards extra trouble. 
in building up a stock of information grows 
with each year of operation, and arrangements Full particulars and details of subscription rates 
have been worked out for helping subscribers may be obtained on application to the 
taking only one set of cards to keep a subject Secretary, The Iron and Steel Institute, 
index and to prepare bibliographies and list of 4 Grosvenor Gardens, London SW1. 
references. For 1962, abstract cards will be sent 
out fortnightly, arranged in the order in which A typical abstract card appears above. 
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Electric Furnace 


factual CONTROL GEAR 












The panel illustrated is a three panel 6,600 May we quote 
volt 3 phase, 50 cycle switchboard you for all 

controlling induction Heating furnaces. types of fully 
automatic 


Our system of Switchboard construction 


provides complete flexibility and control gear 


adaptability for designing and manufacturing 


ESSES control gear for all types 
ASHIRE of electric furnaces and steelworks. 
— Send for Publication No. 121/0660. 
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act 


Contactor SWITCHGEAR LIMITED 
BLAKENHALL - WOLVERHAMPTON - ENGLAND 
n rates Telephone : Wolverhampton 25911/7 
Telegrams : Tactorgear Wolverhampton 
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A symposium on steels for reactor pres- 
sure circuits, organized by The Iron and 
Steel Institute for the British Nuclear 
Energy Conference, took place in Lon- 
don at the end of last year. Sir Leonard 
Owen's introductory address, the 26 
papers which were delivered, and the six 
related discussions, have now been pub- 
lished by the Institute as its Special 
Report 69 





Steels for 
reactor pressure 
circuits 














The papers and discussions are in five 
general groups: high-temperature pro- 
perties, corrosion, fabrication aspects, 
irradiation effects, and steels for future 
reactors. The report ends with a general 
discussion. 


In octavo format, with 587 pages of 
text and extensive illustrations in line 
and tone, the report costs 65s. (postage 
included) and is available from the 
Secretary of The Iron and Steel Insti- 
tute, 4 Grosvenor Gardens, London 
Swi. 
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rolled ' 


and forged 
rings 








Rolled and forged rings 
in ALLOY, STAINLESS and 
SPECIAL CARBON STEELS 
from 24 inches up to 7 feet 
outside diameter. 


‘ | BROWN BAYLEY STEELS LIMITED -+ SHEFFIELD 
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Automatic Stove Changing 








This British automatic stove changing equipment 
is installed on a 28ft. 3ins. hearth blast furnace, 
with three stoves, 26ft. 9ins. dia. x 130ft. high. 
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still undecided? 


Experience in automatic control problems 
encountered in the Iron & Steel Industry has 
taught us that no one mode of automatic control 
is suited to all applications. 

Electroflo, as pioneers of many control 

schemes now adopted as standard practice, can 
provide all three methods of control—individually 
or in any combination. 

We shall be pleased to advise you on the 

best choice of equipment to suit your particular 
problem. 


Mr. R. A. Perry, 
Manager of the 

Metal Industries Division 
Electroflo Meters Co. Ltd. 


Electraffo 


Meters & Controls 
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